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PREFACE 

To say that the present age is one of specialisation may be trite but is, 
nevertheless, very true and this specialisation, although undoubtedly 
necessary and indeed unavoidable, in view of the complexity of modern 
practice and the enormous range of modem knowledge, has sometimes 
serious consequences. 

For the engineer it is particularly important that he should have a 
background of general knowledge of all the branches of his profession 
behind his specialised knowledge of one particular branch. This back¬ 
ground the student should acquire, on the theoretical side, during his 
attendance at a technical school or engineering college, while on the 
practical side he should get it during his apprenticeship. Since engineer¬ 
ing works have become steadily more and more specialised during the 
last half century, it has become increasingly difficult for the apprentice 
to get any experience of a really wide nature during his apprenticeship, 
and many engineers at the present time definitely lack a wide background 
of knowledge of their profession. 

The necessity for such a background has been stated at various times 
by eminent engineers and was expressed in a recent paper to the Institu¬ 
tion of Engineers and Shipbuilders in Scotland by E. D. Russell who 
said, speaking of apprenticeship courses : “ This course . . . should 
aim at producing not merely a trained specialist craftsman, but should 
be devised in such a manner as to give the man a superficial knowledge 
of other trades, in order that he may appreciate the difficulties of these 
trades and may see his work as part of the finished whole and not just 
as a small individual operation.” 

This book has been written to help students, apprentices, and others, 
entering or engaged in the engineering industry, to acquire a knowledge 
of the elements of the basic branches of mechanical engineering other 
than design. It is realised, of course, that a really sound knowledge of 
any practical subject cannot be obtained merely by reading a text-book 
but requires first-hand experience of the work ; nevertheless, a good 
deal of time can be saved and the assimilation of practical knowledge can 
be greatly facilitated if a good text-book is used. It is hoped that this 
book will be useful in this capacity. 

The book, which is roughly divisible into two parts, starts with a 
chapter on the testing and inspection of engineering materials, because 
the student cannot properly appreciate the chapters that follow unless 
he has some knowledge of the tests whose results are quoted therein. 
Then come two chapters which are designed to give the reader a general 
knowledge of the ferrous and non-ferrous materials which are available 
to the engineer. The purely metallurgical side is only mentioned very 
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briefly because, though important, it is highly specialised and the engineer 
needs to know little more of its specialised aspects than will enable him to 
realise when the trained metallurgist should be called in. The production 
of castings, both in sand moulds and by die-casting, is then dealt with 
and this is followed by consideration of hand and machine forging 
operations and drop stamping. The next chapter deals with press-tool 
work and spinning, branches of engineering practice which most students, 
and many trained engineers, rarely come across but which are undoubtedly 
of great importance. A chapter on the general aspects of welding and a 
short chapter on plastic moulding round off the first half of the book. 

The second half deals with machining processes and naturally starts 
with a consideration of lathe work. A chapter is devoted to the experi¬ 
mental w T ork done on the relation of the life of cutting tools to the various 
factors involved, such as cutting angles, size of cut, cutting speed, etc., 
and the reader is then led on to the consideration of the special techniques 
and fields of the capstan, turret and automatic lathes. 

A chapter on the methods of producing holes leads to the description 
of drills and reamers and drilling and boring machines, and this in turn 
leads to the consideration of the marking out process and the use of jigs 
and fixtures. 

Milling is discussed at some length because of its great importance, and 
planing, broaching and gear cutting are then dealt with. A chapter is 
devoted to the grinding process and another chapter covers the allied 
processes of honing, superfinishing and lapping. The book concludes 
with a chapter on methods of measuring and gauging. 

Throughout the book an endeavour has been made to lead the reader 
to realise the trend of modem production processes and to point out the 
advantages and drawbacks inherent in them. 

It is hoped that the book will prove useful as a text-book for students 
working for the membership examinations of the engineering institutions 
for the examinations of the City and Guilds of London Institute, and for 
the National Certificates in Engineering. 

W. STEEDS. 


PREFACE TO SECOND 'EDITION 

The reception accorded to the first edition of this book encourages the 
author to believe that it has been found useful by the readers for whom 

it was written. 

, J fe ?, edit T differ ? lMe from the former > the opportunity has 
been taken of correcting a few unimportant slips ana of adding a few 

remarks in several places. - 6 

W. STEEDS 
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Chapter 1 

THE TESTING AND INSPECTION OF 
ENGINEERING MATERIALS 

The materials used by engineers may be classified as (a) Metallic , and 
(h) Non-metallic. With a few exceptions, the former only will be dealt 
with in this book. They may be divided into (1) Ferrous, and (2) Non- 
ferrous materials ; in ferrous materials the principal constituent is iron, 
while non-ferrous materials contain little or no iron. 

All metals possess in some degree the properties of elasticity, plasticity, 
ductility, malleability, toughness, brittleness, hardness, wear-resistance, 
and corrosion-resistance, but no metal possesses any one of them, to 
perfection. These properties require definition, but complete and exact 
definition is very difficult and will not here be attempted. 

Elasticity . An elastic material is one in which any deformation pro¬ 
duced by the action of a force disappears entirely when the force is 
removed and in which the load-extension diagram (see p. 5) for a 
decreasing load coincides with that for an increasing one. 

Plasticity. A plastic material is one in which small forces produce 
permanent deformations which increase more or less proportionally with 
the time of application of the force. 

Ductility. A ductile material is one that can be drawn out into fine 
wires or rolled into thin sheets. 

Malleability: A malleable material is one that can be hammered into 
thin sheets or small bars without cracking. 

Toughness . A tough material requires considerable energy to fracture 
it and the fracture generally shows considerable local deformation. 

Brittleness . A brittle material is one that breaks comparatively easily when 
it receives a sharp blow ; the fracture shows little or no local deformation. 

Hardness. This is the property by virtue of which a material resists 
penetration or scratching by other bodies. 

Wear-resistance is the ability to withstand abrasive action. 
Corrosion-resistance is* the ability to withstand the chemical action of 
acids, alkalis, oxidising gases, etc. 

The engineer is concerned with all of the properties enumerated above 
and, in addition, he requires to have a knowledge of the mechanical 
strengths of materials, that is, their ability to withstand tensile, com¬ 
pressive, and shearing stresses, not only under simple unvarying loads 
but also under complex and fluctuating loads and under different con¬ 
ditions of temperature. In order to assess or measure these properties 
r numerous testing machines and methods have been developed. Some 
of them are used only in laboratories while others have become standard 
i ; i' 
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works practice ; the former do not come within the scope of this book 
but, if the chapters on materials that follow are to be properly under¬ 
stood, the reader must have some knowledge of the tests whose results 
are extensively quoted therein. This chapter is designed to supply 
sufficient information for that purpose ; for detailed information regarding 
testing machines and methods the reader is referred to the books listed 
at the end of this chapter. 

The Tensile Test. This is a very old-established test and is probably 
the most widely used of any. Briefly it consists in applying a tensile 
load, i.e. a pull, to a specimen of material and measuring the loads at 
which fracture occurs or at which the material ceases'"to.be elastic, etc. 



I he details of. the machines in which these tests are carried out is no 

concern of this book, but a very brief consideration of their fundamental 
principles is desirable. 


In Fig 1 is shown a diagram of a single -lever testing ma chin e It 
consists of a column A, bolted to suitable foundations^ on top of which a 
lever B is pivoted on a knife-edge C. A second knife-edge D supports 
the member E which is provided with means for gripping or holding the 
upper end of the specimen F that is being tested. The lower end of the 
specimen is held m similar “ grips ” carried in the saddle G which can 
slide up and down the machined face of the column A-(or which is other- 

a mtShlt fu 8 - a T ated vanous means > a scre ^ passing through 
rotatable nut H is shown, but hydraulic rams or other means are quite 

ommon. Free to slide along the lever or beam B is a “ jockey-weight ” 
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J ; by sliding this outwards (to the right) the pull applied to the specimen 
may be increased and the position of the jockey-weight provides a measure 
.ofjtheJoacLjapplied to the specimen so long as the lever is “'floating 55 and 
is not bearing against the stops provided to limit its motion to a reasonable 
amount. The lever is consequently furnished with a scale K which can be 
read against an index or vernier L carried by the jockey-weight. Large test¬ 
ing machines are usually provided with a compound lever system and the 
specimen may be arranged to lie horizontally instead of vertically. Other 
load measuring methods than the lever and jockey-weight are also used. 

Small extensions of the specimen, such as occur while the material 
being tested remains elastic, can usually be accommodated by the tilting 
of the lever but any large extension must be taken up by lowering the 
saddle G ; in many machines this can be performed by power. 

In ordinary testing procedure the straining mechanism which operates 
the saddle G is set to work continuously at a constant rate and the jockey- 
weight is moved out along the lever jo keep, the lever balanced .; this 
requires soirife skill. Alternatively the jockey-weight can be moved out 
by regular steps and the lever be restored to the horizontal as necessary 
by operating the straining mechanism and lowering the saddle G. The 
rate of straining has been shown to be generally unimportant in tests 
made at atmospheric temperatures, approximately the same results being 
obtained when the specimen is broken in a test occupying, say, 15 minutes 
as in a test occupying only 1 minute. For some ductile materials and 
for tests at high temperatures the straining rate is important (see p. 15). 

Types of Specimen. Broadly speaking there are two types, 
(a) Rou nd, and (b) Flat, as shown in Fig. 2. 

Round specimens are frequently machined all 
over and two alternative forms of end .are shown; 
the enlarged end at the top is intended to be 
gripped in some form of wedge grip as indi¬ 
cated, while the shouldered end shown at the 
bottom is used in conjunction with split grips, 
the load being applied through the shoulders. 

Specimens with enlarged screwed ends are 
sometimes used and un-machined parallel rods 
are often used as specimens, the latter being 
gripped in V-shaped wedge grips. The flat 
specimen shown at b, and which is used for 
plate material, is generally un-machined, except 
where it is reduced in width. The British (a) (b) 

Standards.. Institution has laid down standard Fig. 2. 

dimensions for tensile test specimens ; these are 

set out in B.S.S. No. 18—1910. 1 The re sults obtained in a tensile test 

1 Obtainable, price 2s., from the British Standards Institution, 28, Victoria 
Street, London, S.W.l. 
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depend to some extent on the shape of the specimen and the standard 
dimensions should not be greatly departed from, but, provided the 
parallel portion of the specimen is not too short in relation to its cross- 
sectional area, the variations in the test results consequent on slight 
changes m the dimensions of the specimen will not be very large The 

“““ SpeClmens in miniature testing machines has greatly 
increased m recent years ; m such things as welds it is not generally 

fZ IT * fUlUi “ d “ d ““ «“■" spedme" j 

mperam-e. 4 descr.ption „f the Horn* field tMti i ““J 

will be found m Engineering, Vols. CXXXI and CXXXVI. 

infes?n?° meterS ' WhilC a materkl is daStic the extens ions that occur 
m tesnng specimens are very small and special instruments, called extend 

meters, must be used for measuring them. The principle o f a wS 

used type, the Ewing, i s indicated in 
Fig. 3. A clamp A is secured to 
the specimen by screwing in two 
pointed screws at C ; a similar clamp 
D is secured at E. The clamp D 
carries a microscope F and is con¬ 
nected to the upper clamp_ A by the 
rod G. Contact is maintained partly 
because the centre of gravity of the 
upper clamp lies to the right of the 
point C and partly by the spring H. 
Hanging from the clamp A is a rod 



Fig. 3. 


T u * ranging irom the clamp A is a md 

^ fl CameS a c ^s-wire J that can be brought into the fietd of 
' and F £he nUCrosc °P e b >- adjusting the screw K. When the points C 

; on a graduated J. » Se'tadTriiT'' 1 

8 The" cE^r a rrr* 

gauge lenoth and is moV'^ ^ ex ^ ensions are measured is called the 
2~'3j 34 4 o • L 0r e f®’ standardised, the common values being 

easily detennined when th ^ e * e 8 au g e length to be accurately and 
the clamps A and bein S P Iaced on the specimen 

and E have been adiuTted ThA g ^ ^ ^ ” Until 1116 screws C 
before the specimen is loaded. * ^ mUSt ’ ° f coursc > be removed 

re. l d^Std°.“io*“ e a S r S ^" 

^diagram or curve is obtained Alfp^t 6 ^ 
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which has been “ worked ” or deformed "at atmospheric temperature), 
most alloy steels, and many non-ferrous materials. Up to some point 
A, called the limit of proportionality , the extension or strain is directly 
proportional to the load or stress and the graph is a straight line. (In 
the figure the extensions up to the point A have been greatly exaggerated 
in order to separate the graph from the ordinate axis.) From A to B the 
extension increases more rapidly than in direct proportion to the load 
but the specimen is still elastic, so that if the load is removed the specimen 
will return to its original length. The stress corresponding to the point 
B is known as the elastic limit , but in commercial testing extensometers 
are rarely used and so neither the limit of proportionality nor the elastic 
limit are normally determined. In a mild steel specimen when the stress 
corresponding to B is exceeded a sudden “ yield ” or give occurs and the 



Fig. 4 . 

extension of the specimen suddenly increases to many times the elastic 
extension' without any increase being made in the load, even, in fact, 
though the load may be reduced slightly. .This is known as the yield 
p oint and th e corresponding stress is one of the important results obtained 
jn comm ercial. testing. The yield point is indicated by a sudden drop 
of the lever of the testing machine or by a sudden reduction in the rate 
at which the jockey-weight has to be run out when the rate of straining 
is constant. Another method of detecting it is to set a pair of dividers 
to a suitable gauge length and to place one point in a centre-pop made 
somewhere near to the bottom of the specimen and to scribe a line on 
the specimen with the other point; the dividers are held in place as 
testing proceeds and the load at which the upper point is seen to scribe 
a distinct second line is taken as the yield load. After the yield has 
occurred the load must again be increased in order to produce any further 
extension and the graph is as shown until the maximum load is reached 
at D. In annealed mild steel the yield point is well marked, but in 
carbon and alloy steels and in most non-ferrous materials it is either very 
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;LT,«r. t “'h4 th"« p«».»«n, >« becomes equal to 0-5 per ceu, of 

•’'irSfhfLimum load point D the cross-sectional area of the 
specimen has changed only very slightly because of the extension but 
from the maximum load point onwards the extension becomes localised, 
a “ neck ” is formed, the load necessary' just to keep the s P ecim ® n 
extending becomes progressively smaller and smaller, and the oa - 
extension diagram tails off until the breaking point is reached at E. It 
requires considerable skill in the manipulation of the testing machine to 
enable the part DE of the diagram to be obtained and m commercial 
testing no attempt is made to run the jockey-weight back-and thus reduce 
the load after the maximum point has been reached. In autograp ic 
testing machines the load-extension diagram is drawn automation ly as 
the test proceeds, either as a pencil trace on paper or, more ^accurately, by 

a spot of light falling on a photographic plate . 

The stress corresponding to the maximum load point D is ca led the 
maximum stress or the ultimate, strength of the -material and is calculated 
on the initial unstrained cross-sectional area of the specimen. If allowance 
were made for the reduction in cross-sectional areas that occurs between 
the points D and E it would be found that the stress increased continu¬ 
ously right up to the breaking point. In some materials the load- 
extension graph is curved all the way from zero load up to the vie 
point, that is, there is no limit of proportionality ; also the greater the 
sensitivity of the extensometer used the lower is that limit found to be 
with all materials. Practically all materials also exhibit the phenomenon 
of “ elastic hysteresis,” that is, if they are loaded up to any stress within 
the “ elastic limit ” and are then unloaded, the extensometer readings 
being observed, then the unloading stress-strain curve will not coincide 
with the loading one until zero load is reached. In brittle materials very 
little permanent extension occurs and the diagram ends at a point corre- 
'.spending to B in Fig. 4&. 


Percentage Elongation and Reduction of Area. If, after a 
specimen has been, broken, the two portions are put together and the 
distance L x between the two gauge points is measured, the percentage 

elongation may be found. Jt is defined as 100(1^ -- L )± jL.where L,is. 

tfr e initial gauge lengthy Because the elongation that occurs after necking 
has set in is very localised, very different values of the percentage elonga¬ 
tion will be obtained by taking different initial gauge lengths. Hence it 
is important that the gauge length be. specified w T hen the percentage 
elongation is quoted. If it is not then it must, generally, be assumed to 
"•be 2 in. 

If the diameter Dj of a circular specimen is measured at the point of 
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fracture then the percentage reduction of area can be cal c dated, being 
, * _ infirm_D-.-VD 2 where D is the initial diameter. 

g ‘Hih'-Sf p rc«„T,ge station and, more particularly, of the 
peSap «duc,l„n P „f ar,a".re characteristic 

the former is not a very reliable criterion of ductility. Two maten 
JfowL equal percentage elongations in the tensUe test may show up 
very differently under other tests, such as bend tests (see bekro) and 
Erichson test (see p. 12). . , 

Proof "Stresses. For materials in which the limit of proportional} 
is low and the yield point indefinite it is usual to specify proof stresses 
these are the stresses at which the permanent set of a “ eabU CC J- 

on a specified gauge length, does not exceed some stated percentage o 
that gauge length. A common value for the permissib e permanent set 
is 0 ; l 8 per cent and the stress that just produces this is called tne • per 
cent Proof stress” Because some ductile materials goon extending lor 

rSnScble tune after a load ha, been ‘iff ” 

eauilibrium is reached it is sometimes specified that the permissib 
eLgation must no: be exceeded within a specified time of the apphcatio 
of the load ; X 5 -seconds-is^OOTn>on_lim.e. . 

l X „u a span £ 

and about f in. deflection at the centre. 

Bend Tests. These are carried out in order to verify that material is, 

II 

The bar is required to -bend, without the appearance of J ’ 

the angle included between its straight portions reaches a speci „ ‘ 

SppL am sometimes rigid and aom«im ? mk«: the form offers 

L their” radii, as well as rise radius ° -hr 

■snecified in relation to the dimensions ol tne test oa . 

up to! im diameter and for rectmgular bars up to } m. w.dth*<tw 

tommonly made^qual to twice the diameter or width of the bar. The 
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bend test is much used for testing welds as it shows up . defects better 
than most other tests. For a full consideration of the bend test the 
reader is referred to a paper by L. W. Schuster in Proc. I. Mech. E., 1935. 

Impact Tests. A high value of the yield-point stress or of the 
ultimate strength is not always an indication that a material is suitable 
for withstanding the loads it may be subjected to in service. If the loads 
are applied suddenly, as blows, it will sometimes be found that a material 
giving very high values in the tensile test will fracture under much 
lighter blows than a material giving poorer tensile test results. To 
determine the suitability of a material under these impact conditions 
various forms of impact test have been evolved. Only two are of any 
great importance, namely, the Izod and the Charpy, and in Great Britain 
only the Izod is at all widely used. 

The Izod Test. The specimen is commonly shaped as shown in 
Fig. 5, being designed so that four testsjcan-be made on each specimen. 



Fig. 5. 


The latter is held in the vice of the testing machine as indicated in Fig. 6, 
the centre of the notch being set level with the vice jaw by means of a 

simple gauge. The pendulum A of 
the machine is then released from the 
catch B, on which it has previously been 
placed, and swings over so that the 
striker E hits the specimen, as shown 
in the inset sketch, and fractures it. 
Since it requires energy to fracture 
the specimen the pendulum will swing 
past the vertical to some angle 6 X that 
is smaller than the angle 6 from which 
it started at the bther side. The differ- 

.i s a me asure of the energy 

expended, .in.iracturing.1^ 

and ca n be read off the scale F against 

; the idlepointer .The latter is moved 

across against a projecting pin of the 
* * , pointer D at the Beginning of the 

test and remains m the position to which it is pushed as the' pendulum 

aT 8 ! kT- i^ e r P °,! entiaI ener gy of the pendulum when it rests on 
the catch B is 120 ft.-lb. The zero of the scale lies at the point reached 



Fig. 6. 
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by the pointer D when the pendulum is released without there being a 
specimen in the vice. 


The Charpy Test. This is similar to the Izod in general principle, 
but the specimen is mounted as a beam as shown in Fig. 7 instead of as 
a cantilever. The specimen is 10 mm. square in ^ 
section as for the Izod test and the Izod form of 
notch is sometimes used, but the form shown in i 
Fig. 7 is also used. The striker of the pendulum I 

® ... . 40Mk 

is also arranged so that it is approximately co~ ( 
incident with the centre of percussion of the j 
pendulum. 

Thfe British Standard shapes and dimensions 
for Izod and Charpy specimens are laid down ‘ p 



in B.S.S. No. 131—1933. 

The results obtained for a given material in either the Izod or the 
Charpy test will only be comparable when the specimens used are 
identical in size, shape of notch, etc., and it is therefore important that 

standard specimens should be used. 


Hardness Tests. Numerous methods and machines for testing the 
hardness ofhnaterials have been tried but only a few are in extensive use, 
namely, the Brinell , Vickers diamond (Y.D.H.), Rockwell, and Shore 
s cleros cope. 


The Brinell Test. This is one of the oldest and also one of the most 
widely used hardness tests and consists of pressing a hard steel ball, 
usually 10 mm. in diameter, into the specimen by applying a standard 
load, usually 3,000 kg., thereby producing a depression in the specimen. 

The diameter.of this' impression is measured by means of a specially 

graduated microscope and the Brinell hardness number may then be 
calculated from the equation, 

^ „ ._ Applied load (kg.) _ 

nne num r gp^g^^j area 0 f the impression (sq. mm.) 

_P_ .. 

= l-571D(D-\/DW2) 

where D=diameter of Ball, 

d— diameter of impression, 

P= applied load. 

Usually, however, the hardness number is looked up against the appro¬ 
priate value of d in tables. 

It has been shown that provided the load is made proportional to the 
square of the ball ciiameter the impressions produced will give a constant 
hardness number on a given specimen. In practice the standard 10-mm. 
ball and 3,000-kg. load are departed from only for tests on thin sheets 
and soft material ; the British Standard Specification dealing with the 
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Brinell test (No. 240, Pt. 1—1937) provides for a number of different 
sizes of ball and gives the corresponding appropriate loads. For very 
hard materials which would give a Brinell number greater than about 
500-600 a tungsten-carbide ball has to be used, because the deformation 
of a steel ball becomes sufficient to affect the results appreciably. 

Special machines, some of them power operated, have been developed 
for making the Brinell test, which is widely used in engineering works as 
an acceptance test for discriminating between satisfactory and unsatis¬ 
factory material. 

. Ackers Diamond Test. This also consists of pressing an 
indenter into the specimen by means of a standard load. The indenter 
is, however, a diamond pyramid (and the hardness given by the test is 
sometimes referred to as the D.P. hardness) and has a square base and 
a facet angle of 136 degrees. It makes a square pyramidal impression in 
the specimen and the diagonals of this impression are measured with a 
microscope, which is usually part of the machine used ; the mean value 
ot the readings gives the hardness number from the equation, 

V.D.H. or Hn= 5 —:__2P sin 6(2 

Surface area of impression d 2 

where P=load in kg., d=mean diagonal in mm., and 0=angle of the 
lamond pyramid. The British Standard loads (see B.S 427 ■ 19311 

S/H B0- 3 V»r “i 120 Th ' sS 

deve’lon^H 20= -^' f ° rmS ° f diamond indenter have been 

dei eloped recently for testing brittle materials and very thin sheets. (See 
Engineering, January 31, 1941.) 1 

in TS r-'f “ Hardo ™ ter ” uses a pyramidal diamond just like that used 
: mn ~ ^ lckers machine and measures the width across the resulting 
pression so that it gives the same hardness numbers as the Vickers. 

The Rockwell Test. This also consists in pressing a diamond 
mdenter into the specimen under a standard load^but the diamond is 

e major mad used with the diamond indenter is generally 150 ko- anrl 
the corresponding hardness number is referred to as “ RodlS' C ” 

ltd onwTr r H " alS ° USCd 35 “ dtemative indenter th^mat 
^fofuS-s is p r de ? ° n ** —in g i 

“ Rockwell B.” Other indented a^H 01 ^ 1 - ^ n6SS Is referred t0 as 
^ corresponding hardness numbers b^d^Sa 
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and it is important that the proper letter applying to the particular 

indenter and major load used should be quoted. 

In the Monoiron hardness test, which is used to some extent in 
America, a f-mm. diameter diamond ball is caused to penetrate the 
specimen to a constant depth of 0*045 mm. and the load required to 
produce this' penetration is used to give the hardness number by dividing 
it by the spherical area of the impression. Thus in this test and in the 
Rockwell, as opposed to the Brinell, Vickers, and Firth tests, the elastic 
deformation under the applied load is taken into account in arriving at 
the hardness number. 

The Shore Scleroscope. This is an instrument by means of which 
a small hammer weighing about -ff oz. is dropped from a height of about 
10 in. on to the specimen and the height of its rebound is used to measure 
the hardness, being measured on a scale against the top of the hammer 
at the highest point of its rebound. 

The Herbert Pendulum Test. This, although not very widely used 
commercially, has certain advantages over the other tests, one important 
one being that it tests to some extent the “ work-hardening ” properties 
of the material being tested. The pendulum weighs 4 kg. and is shaped 
as indicated* in Fig. 8. It is supported 
on a ball TO mm. diameter whose position 
can be adjusted so as to bring the centre of 
gravity of the whole mass 0*1 mm. below 
the centre of the ball. At the top is a 
bubble tube and a scale graduated with 
100 divisions. The instrument can be used 
in two distinct ways. First, by placing it 
on the specimen in a tilted position so 
that the bubble reads zero and then releasing it so that it swings over. 
Vphe reading of the bubble at the end of the first swing across is then 
taken as the “ scale hardness ” number. This consequently ranges from 
100 down to 0. The second method is to place the instrument on the 
specimen with the bubble reading 50 and to set it swinging. The time in 
seconds required for ten single swings is then taken as the “ time hardness ” 
number. It also ranges from about 100 for glass down to 3 for lead. 

The chief advantages of the Vickers, Firth, Rockwell, and Scleroscope 
tests over the Brinell are that they can be used on very hard material, whereas 
fin the Brinell test the upper limit to the hardness is set by the hardness 
of the ball, and, secondly, that they do not damage the surface of the 
specimen so much. 

The hardness numbers given by the various tests do not bear any 
simple relation to one another and conversion charts and tables, though 
published, should be used with caution, the conversions being accepted 
as approximate only. 



Fig. 8. 
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Ductility Tests. In press-tool work (see Chap. 6) the ductilitv nf o, 
material is a most important factor and many attempts have been made 

to devise a test which will 
give a reliable indication of 
the suitability or unsuita¬ 
bility of material for drawing 
operations in press-tools. 
The only test that is at all 
widely used, however, is the 
Erickson cupping test. This 
is carried out in a standard 
form of machine, the test- 
piece A (Fig. 9) being grip¬ 
ped between the holder B 
and die C. After the holder 
has been tightened on to the 

a constant amount 10-05 mm 1 m „■ s P ec ^en it Is slacked back 

the cuDDino- tnni n • u ™ ' t0 glve tile s P ecime n freedom to draw and 

on the P dome of ^ “ to the s P ecimen until cracks appear 

depth of cun at f t CUP ’ these bem £ observed in the mirror E. The 

Ssure of X , “r ° ff the SCaIe of the ntachine and is a 

rawing quality of the material. Fig. 10 shows Erichson’s 

* - 15!-—- 



Fig. 9. 



O'* 06 06 jo 1-2 
thickness of sheet 

Fig. 10. 


-T1U. IU. 

"d SsTxs twcknesses ° f 

the drawing qualities of XiS X J ^ ° f ** tS for dete ™ n ,; 

« “CoIdlXing J * three P^en 

(t>) C. H. Desch and fc) C qX • v H '/' Gough and G - A - Hankins 
’ nd {C) G - Sachs m p roc. I.A.E., Vol. XXIX, 1934-5. 
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Fatigue Testing. It has been known for nearly a century that a bar 
of metal that is subjected to a load which is applied and removed a large 
number of times, or which fluctuates between two limiting values, can 
be fractured despite the fact that the maximum value of this load may be 
considerably less than the value corresponding to the elastic limit in an 
ordinary tensile test. This phenomenon has come to be denoted by 
the term “ fatigue.” 

Three conditions of loading may be distinguished and are indicated in 
Fig. 11 a, b, and c ; these are called respectively fluctuating , repeated , and 



alternating of reversed loads. The fluctuating load may vary between 
two positive limits as shown, when it may be called a pulsating load , or 
between a positive and a negative limit. The repeated and alternating 
loads are merely special cases of the fluctuating load. 

Considering the alternating type of loading, if a large number of tests 
are made on a corresponding large number of specimens in which the 
range of load 2P is gradually re¬ 
duced and if the number of reversals 
necessary to produce fracture are 
plotted against the range of stress, the 
graph will be somewhat as in Fig. 12. 

This implies that fracture will never 
occur provided that the range of 
stress is kept within some value f, 
but, of course, from the nature of 
the test, it is not possible to say 
whether this is actually so or not. 

In practice the limiting range of stress that will not produce fracture in 
10,000,000 reversals is generally taken as the fatigue strength of a material. 
The results depend on the type of machine used to some extent, but 
similar types of machine give similar results. 

Numerous machines have been developed to test fatigue strengths but 
only two types are of sufficient importance to be described here ; they 
are the Wohler and the Haigh machines. 



Fig. 12. 





, SPECIMEN 

ROTATING CHUCK 

Fig. 13. . 


LOAD 
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The Wohler Type Machine. In this the specimen is circular in 

cross-section and is loaded as a cantilever as shown in Fig. 13, being 

secured in a rotating chuck at one end 
and loaded with a dead weight at the 
other end. As the specimen rotates so 
the stress alternates between tension 
and equal compression once during 
each revolution. To reduce the varia¬ 
tion in the applied stress from the 
inside to the outside the specimen is 
sometimes made hollow as shown, the wall thickness being made quite 
small. The maximum stresses in the specimen occur at the section SS 
where the transition curve from the small diameter to the larger one 
ft n specimen n ff commences, and this is held by some to be 

a drawback to this form of test. The draw- 
# T Y Tj back Can be avo * ded by using “ four-point ” 

loading as indicated in Fig/ 14. This load- 
Fig. 14. ing gives a pure bending moment on the 

centre portion of the specimen and eliminates 
the shearing stress that exists in the cantilever specimen. 

The machines used for making this test are very simple and embody 

counters to count the number of reversals 
and trips to stop the machine when the 
specimen fractures. 

The Haigh Machine. In this machine, 
which is shown diagrammatically in 
Fig. 15, the specimen A is secured at 
its lower end to the stem B of an arma¬ 
ture member C which is situated between 
tw r o electro-magnets DD. The windings 
of the latter are excited by alternating 
current and thus an alternating stress 
I s applied to the specimen. A specially 
wound alternator is used in order to get 
a sine-wave variation of load and stress 
and, in order to eliminate inertia effects 
due to the mass of the armature, the 
bottom stem F is connected to springs G 
wdiose effective stiffness can be adjusted 
by moving the clamps E in or out. 
This is done until, with no specimen 
» 1 u fbe machine, resonance is obtained 

e ween t e . natural, frequency of the armature spring assembly and the 
alternating pull applied by ft. elecw-^agneB. P pJvidS th e £ gap ‘ 



Fig. 15. 
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between the armature C and magnets DD are made equal by moving the 
upper end of the specimen up or down relative to the yoke K, and that 
equal voltages are applied to the magnet windings, the upward and down¬ 
ward loads applied to the specimen will be equal, i.e. the loading will be 
alternating or reversed as in Fig. Hr. If a fluctuating load is required 
the mean stress is applied through the springs G by adjusting the nuts L, 
and the electro-magnets provide the variation on each side of the mean 
stress. Calibration of the machine is a somewhat complex procedure 
which need not be considered here ; for full details the reader is referred 
to Engineering, November 22, 1912, and to Journal Institute of Metals , 
No. 2, Yol. XVIII, 1917. 

One of the important facts brought out by fatigue testing is the 
importance of quite small imperfections in the surface finish of a specimen. 
Such imperfections, scratches, file or tool marks, etc., and also keyways, 
sharp internal comers, small holes, and sudden changes of section, 
produce concentrations of stress which greatly reduce the fatigue strength 
of the piece unless the material of which it is made is sufficiently plastic 
to redistribute the stresses. It has also been found that the presence of 
any substance tending to produce corrosion of a material will greatly 
reduce its fatigue strength or, putting it another way, fluctuating or 
alternating Stresses greatly promote the corrosion produced by any 
surrounding medium. Consequently fatigue tests are frequently carried 
out with the specimen surrounded by such corrosive medium. 


Tensile Tests at High Temperatures. The behaviour of metals 
in tensile tests at elevated temperatures is very complex and can only be 
just mentioned here. The ultimate strengths of steels generally show a 
slight decrease as the temperature at which the test is carried out rises 
up to about 200° C., there is then an increase until at some temperature 
between 300° and 400° C. the strength reaches a maximum, being greater 
than at atmospheric temperatures, after which there is a steady decline. 
The' temperature giving the maximum ultimate strength depends on the 
speed of testing, i.e. the rate of straining ; at temperatures up to that 
giving the maximum strength the lower the rate of straining the higher 
will be the strength, but at temperatures above that giving the maximum 
strength the reverse is* true. A variation in the straining rate from 
0*001 to 0*6 in. per minute on a 2-in. gauge length at a temperature or 
500° C increased the ultimate strength of a 5 per cent nickel steel tested 
by Bailey and Roberts i from 15 to 22 tons persq. in., while m a test at 
300° C. the lower straining rate gave a strength of 38 tons per sq. m. 
while the higher straining rate gave only 30 tons per sq. in. This shows 
the importance of the straining rate in tensile tests made at high tempera¬ 
tures. 


i “ The Testing of Materials for Service in High Temperature Steam Plant, 
R. W. Bailey and A. M. Roberts, Proc. J. Mech. B., February, 1932. 
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Creep Testing. If a steel specimen is loaded to a constant stress at 
an elevated temperature elongation of the specimen sometimes goes on 
for \ ery long periods, but the rate at which the elongation increases 

generally falls off fairly soon and 
reaches a low value. This is indicated 
in Fig. 16. If the elongation or strain¬ 
time graph does become parallel to 
the time axis, then, of course, exten¬ 
sion of the specimen has ceased, but 
it is never possible to say whether 
this is actually so or not because 
the means used for measuring the 
extension cannot indicate the almost 
infinitesimal extensions involved. 
According to some experimenters, 
there is, for each stress and material, 

. a certain temperature below which 

the.strain-time graph does become “ horizontal ” (or, put in another way, 
there is, for any given temperature of test, a stress for which the graph does 
become horizontal); this stress is called the “ limiting creep stress ” for 
this material and temperature. Because of the limitations of the extenso- 
meters used it is impossible to be sure that the creep has ceased and so 
it is generally assumed that if the slope of the strain-time curve reaches 
an arbitrary low value the graph will become horizontal and the corre¬ 
sponding stress is taken as the limiting creep stress. Some authorities 
however, maintain that the graph never does become horizontal, others 
that although it may become horizontal it may, subsequently, begin to 
rise again i.e. elongation may recommence and that consequently there 
is no such thing as a limiting-creep stress. If this is true, then all that 
can be done is to arrange the working stress so that the rate of elongation 
or creep is sufficiently low to make the time required to produce serious 
deformation greater than the expected life of the part. Since it is no 
practicaWe to wait for yearn for the results of tests giving the creep rates 
under actual-working conditions efforts have been, and still are, directed 
towards finding some form of “ short ” test which will enable the creep 

reached'™^ T*? 0 ” 8 t0 be predicted ' subject has not yet 

reached sufficient finality to justify its being considered further here, and 

or information about it the reader is referred to the numerous papers 

One other aspect of the behaviour of materials at high temperatures 
must be mentioned ; it is the tendency to scaling and grow£ ’ In 

Hatfielddn C jX. ThVTe^ ^ H ' 

perries of a number of steels not offiy as regardsscffingbutalsras 
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regards creep strengths. It also has a comprehensive bibliography of 

the subject. 

Magnetic Methods of Inspection. The detection of cracks, blow¬ 
holes, slag inclusions, and other faults by magnetic methods has now 
become a commercial process. The methods depend on the fact that 
the magnetic susceptibility in the region of a fault is inferior to that ot 
the surrounding material and so, when a magnetic flux is set up m the 
specimen, the fault acts as a discontinuity or air-gap and modifies the 
flux distribution. The resulting distortion of the magnetic field may be 
detected in several ways ; for example, by means of a small pivoted bar- 
magnet or of a search coil included in a suitable electric circuit, ut. t e 
most widelv used method is by means of very finely divided iron particles 
or “ iron dust.” When such iron dust is sifted gently over the surface 
of the magnetised specimen it adheres in the region of a fault and thus 
indicates the presence of the fault. An alternative and better wa >' ot 
applying the iron dust is to suspend it in a fluid, usually paraffin, and to 
pour this fluid gently over the specimen or to dip the specimen into the 
fluid. To be effective the direction of the magnetising flux must .be 
approximately perpendicular to the plane of the fault, and to obtain this 
various methods of setting up the flux are used according to the probable 
placing of the faults. One method is to place the object between the 
poles of an electro-magnet; the direction of the flux m the object can 
then be varied by moving the object into various orientations relative to 
the pole-pieces of the magnet. A second method is to pass an electric 
current through the object and this method is used m testing bar material 
in which, due to the rolling process by which it is produced the faults 
are mostly parallel to the axis ; the current produces a circumferential or 
circular magnetisation and thus makes the flux approximately perpen¬ 
dicular to the probable faults. Machines for testing bars up to 12 It. 
long and 3 in. diameter are now obtainable and bar material lor im¬ 
portant components such as aero engine parts is all inspected m such 

machines. . . . 

The magnetic method of inspection, being non-destructive, is com¬ 
monly applied to finished parts and is effective in showing up surface 
cracks which are invisible to the unassisted eye. Such surface cracks 
are not uncommon in the wire used for making coil springs and some¬ 
times do not develop until after the spring has been coiled and heat 
treated. Consequently important coil springs are generally inspected 
magnetically after manufacture. The test also shows up surface cracks 
due to local overheating during grinding—a common defect but 1 
not very effective for deep seated faults nor, of course, with non-magnetic 

materials. 9 

Other Methods of Crack Detection. A very old method of detect¬ 
ing small cracks is to heat the object in an oil bath and, after removal, 
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clean it thoroughly and coat it with whitewash ; if there are any surface 
cracks oil will gradually exude from them and will stain the whitewash, 
thus indicating the fault. 

A basically similar process is sometimes used in modern machine 
shops where machine parts, for example I.C. engine valves, are immersed 
(usualh only the head and an inch or so of the stem) in an acid solution 
of cuprous chloride for a minute or two and on removal are washed in 
water and cleaned by rubbing moderately with a rag. The rubbing 
removes the deposit of copper from the surface of the part but not from 
any cracks and the latter are consequently shown up. 

A much more elegant method is also being extensively used for 
detecting cracks in die-castings and similar articles. The method 
which has been developed by Colloidal Research Laboratories, consists in 
immersing the article in a bath of special fluid and then examining it in 
ultra-violet .light The fluid has the properity of being highly phos¬ 
phorescent m this light and, being trapped by the cracks, makes them 
appear brilliantly white, thus showing them up very distinctly. 
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Chapter 2 

FERROUS MATERIALS 

The principal ferrous materials used in engineering may be grouped 

under the following headings : 

t. Pig-iron. / 

2. Cast iron (C.I.)/_ 

3. Wrought iron (W.L). 

4. Mild steel (M.S.). ^ 

5. Carbon steels. 

6. Alloy steels. 

Pig-iron is the starting point in the production of all the other ferrous 
materials and is itself obtained by smelting iron ores which contaur one 
or more of three compounds of iron, namely, Fe 2 0 3 (hematite), f e 5 0 4 or 
FeO.Fe,0 3 (magnetite), and FeC0 3 (siderite), as well as impurities of 
metallic'and non-metallic kinds. Ores vary widely m composition, iron 
content, and in the facility with which they can be smelted. Some ores 
are rich in iron and are easily smelted, others are so poor that they are 
commercially unworkable, while others contain elements that make the 

smelting process difficult. ^ 

Practically all iron ore is smelted in blast jurnaces^ ; these are taU 
slightly conical structures lined with refractory materials and provide 
with equipment for charging in ore and other materials at the top , y 1 _ 
a ring of holesTcalled tuyeres, near the bottom through which air is 
blown ; with suitable holes below the level of the tuyeres through which 
the slag that is formed by the incombustible impurities m the ore can be 
drawn off, and with a hole or spout at the bottom through which the 
-molten iron that is produced is drawn off at intervals. .Coke is used to 
provide the necessary heat and limestone to act as a flux and make the 
slag” fluid at the temperatures reached in the furnace The three 
materials cok^.Qr.e,. and limestone, are charged into the furnace in 
rotation. The molten metal is run off into moulds formed m a bed of 
sand, giving sand-cast pig-iron or into metal moulds—usually arrange as 
part of a conveyor system—which gives machine-cast pig-iron. lhe air 
blown through the'tuyeres is sometimes at approximately atmospheric 
temperature, and the pig-iron is then known as cold blast iron, but usuaUy 
Cheated to between 700° and 900= C., which gives hot blast iron. The 
former is usually low in silicon and the latter is high m that element. A 
third variety of pig-rion is hematite pig, being smelted from hematite ore ; 
it is usually very low in sulphur and phosphorus. . 

Pig-iron is from 92 to 97 per cent iron, the remainder being carbon, 
silicon, manganese, sulphur, and phosphorus. Of these elements carbon 
is the most important and may be present in three distinct forms . 
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(a) combined with the iron as a complex compound, ( b) combined with 
the iron as iron carbide, and (e) as graphite or free, uncombined carbon. 
The combined carbon varies in amount from as low as 0-25 up to as high 
as 3-5 per cent and the graphitic carbon from as high as 4 per cent down 
to almost zero.' Pig-iron in which all the carbon is present in the com¬ 
bined form has a whitish fracture, is hard, brittle, and almost unmachin- 
able, whereas pig-iron containing large amounts of uncombined carbon 
has a greyish fracture, is soft and easily machined. Silicon is next in 
importance to carbon in its effect and is present in percentages ranging 
from 0-5 up to 4-0. It has the effect of freeing the carbon so that, in 
general, the higher the silicon content the greyer the iron. Sulphur is 
always present, the percentage varying from 0-02 up to 04 or more ; it 
tends to harden the iron but the extent of this action is dependent on the 
amount of manganese present. Manganese occurs in percentages from 
0-5 up to 1-5 ; it combines with any sulphur present to form manganese 
sulphide (MnS) and this prevents the sulphur from hardening the iron. 
Excess of manganese beyond that required to combine with the sulphur 
has a direct hardening effect on the iron. Manganese makes iron more 
fluid at any given temperature abose..ihe.jnelting point and thus promotes 
sound castings.. Phosphorus also makes iron fluid to a much greater 
extent than manganese does, but phosphorus makes iron brittle and 
produces porosity and sponginess; hence it is always kept'fairly low, 
generally below 0-3 per cent, except for intricate castings where strength 
is a secondary consideration. & 

; Pig-irons are commonly classified in six,groups. No. 1 pig contains 
the most free carbon and the least combined carbon, and No. 6 con¬ 
tains practically no free carbon. Nos. 1-4 are grey irons, No. 5’is 

I ™° ttled ’ and No ; 6 is white - Pig-irons are now marketed to conform to 
, definite chemical analyses and with silicon contents varying from 0-5 to 
per cent in steps of 0-25 per cent. Pig-irons containing nickel and 
b?okai^d f0r the Pr ° dUCtl0n ° f alloy or ^gk-duty cast irons can also 

Cast Iron. This is essentially pig-iron which has been modified in 
stmcture by re-meltmgm acupo^see p. 90) and casting into moulds. 
i h T aP w S i re T nt y added to the Pig' 1 ™ and alloying elements may 
seSion lr ° n " C ° nSidered “ W “ * subsequent 

mt^of the IvaI' nearly all the carbon, aifd 

called iS/ l h T Ur ’, Ph0Sph0rUS ’ etC ” haS teen removed b y a process 
in ht f f'- Vf^ stains some slag, up to possibly 2 per cent 
n the form of nne filaments. In the puddling process pig-iron is placed 

fondn^ T °? de (fr6quentIy the scale formed On die surfaces of 

by P-i^ ^ products of combustion 

a of the carbon and most of the impurities are; 
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oxidised and removed from, the molten pig and, since the melting tempera¬ 
ture of iron increases as the carbon content is reduced, the iron becomes 
a pasty mass. This is worked or puddled by means of long bars, and 
finally rolled„ upJnto„ balls or blooms which are removed from the furnace 
and hammered under a steam hammer, which welds all the particles of 
iron together and also squeezes out a large proportion of the slag that is 
trapped in the bloom during the puddling. The hammered blooms are 
subsequently rolled into bars and it is then that the remaining slag is 
rolled out into filaments. Wrought iron thus has a definite fibre and 
shows different tensile strengths when tested along and across the fibre. 
Wrought iron is very malleable, forge-welds better than any other 
material, and resists atmospheric corrosion better than mild steel does. 

It is, however, more expensive than mild steel and is not now very 
widely used. 

Steels* These may be roughly defined as alloys of iron and carbon in 
which the percentage of carbon ranges from almost zero in mild steel, 
up to 1*8 in some tool steels. Steel is made by numerous processes but 
the most important are : 

1. The cementation process. 

. 2. The crucible process. 

3. The open hearth process. 

■■ 4. The Bessemer process. 

■ 5. The electric process. 

The last three, which are by far the most widely used, can be subdivided 

into 

(a) Acid processes ; 

(b) Basic processes. 

The first two processes are now confined to the production of high 
quality steels in small quantities for special purposes and as, in these 
processes, it is not practicable to reduce the sulphur and phosphorus 
contents, the materials used must be comparatively free from t ose 
impurities, and Swedish materials, which are very low m them, are usually 
employed. In the cementation process bars of wrought iron are packed ... 
in charcoal and heated so that carbon enters into solution m them, 
although they never become molten. The distribution of the carbon is 
not uniform, the percentage decreasing from the outside to die inside. 
After this treatment the surfaces of the bars are covered with blisters 
(caused by the liberation of carbon monoxide formed by the combination 
of the carbon with the oxygen contained in the slag in the bars) and the 
product is known as blister steel. More uniform distribution of the 
carbon is obtained by reheating the bars and by welding several bars,, 
together under a hJmmer, thus giving shear steel. Crucible steel is made 
by melting Swedish pig-iron, wrougEt iron, and cemented bars in 
crucibles. It is only used for high-grade products such as cutting too s. 
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In the open hearth process a mixture of pig-iron and steel scrap or 
iron ore is melted in a regenerative furnace. This is a furnace in which 
the heat of the gases passing out is used to pre-heat the air used for the 
combustion of the fuel and thus to enable extremely high temperatures 
to be reached. Iron ore is also charged into the furnace when the initial 
charge has become molten. The carbon and the impurities are oxidised, 
the latter passing into the slag. In general carbon, manganese, and other 
elements have to be added subsequently in order to obtain the required 
composition and to get rid of iron oxides. In the acid open hearth 
process the furnace lining is a siliceous material and there is no elimina¬ 
tion of phosphorus ; hence the original charge must not contain a higher 
percentage of phosphorus than will be admissible in the final product. 
In the basic open hearth process the furnace lining is. of basic material 
and lime is charged into the furnace to prevent the slag from becoming 
acid ; phosphorus is reduced in this process which is thus suitable for 
materials containing high phosphorus contents. These remarks apply 
also to the Bessemer and the electric processes which may be either basic 
or acid. Basic open hearth steels and Bessemer steels are generally 
regarded as being somewhat inferior to acid steels and are not extensively 
used for the production of high-grade alloy steels ; they are, however., 
very widely used for structural and similar steels, especially abroad# 
Present day acid open hearth steels are very little inferior to electric' 
steels, which have hitherto been regarded as the best obtainable, and in 
many cases have replaced them. Steel makers can now control the grain- 
size of open hearth steel with considerable exactness. 

In the Bessemer process pig-iron and steel scrap are "melted in cupolas 
and the molten metal is transferred to converters. In the latter air is 
blown through or on to the surface of the molten metal, so that the 
impurities and some of the carbon are oxidised and removed. It is the 
oxidation of the impurities, particularly the silicon, that provides the 
necessary heat to maintain and increase the temperature of the metal 
while it is in the converter. As most of the carbon and manganese are 
removed during the blowing process these elements have to be added in 
order to obtain the desired composition. ' . 

The additions of manganese and carbon are generally made in the 
form of spigeleisen or of ferro-manganese. The former contains up to 
35 per cent of manganese and 6 per cent of carbon and the latter about 
7 per cent of carbon and up to 80 per cent of manganese. The man¬ 
ganese is added in order to eliminate iron oxides as far as possible, since 
it reacts with those oxides, the percentage of which must be kept below 
04 per cent. This operation is known as “ killing ” the steel and is 
sometimes done by means of aluminium. In general practice acid steels 
are killed in the furnace and basic steels in the ladle.' The first method 
is the easier to control and gives cleaner steels, hence acid steels are used 
for making the expensive alloy steels and for steels that are required to 
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withstand shock loads. The presence of iron oxide and of non-metalhc 
inclusions of all kinds tends to produce cracks in steels which are quenched 
to harden them. Basic steels are most suitable for use m the soft state 
and where shock loads are absent. Basic steel for structural purposes is 
only “ semi-killed.” Bessemer steels usually contain more iron oxide 

than either open hearth or electric steels. 

The electric furnaces used for steel making are of two kinds : (i) Arc 
furnaces, (2) High-frequency induction furnaces. In the former the heat 
for melting the charge is produced by striking an arc ..between electrodes 
suspended from the roof of the furnace and the charge itself in . the 
hearth of the furnace. The electrodes are made either of graphite or of 
amorphous carbon, the latter being cheaper but brittle and hence liable 
to introduce carbon into the charge; they are also poorer conductors of 
electricity. The hearth is lined with either a basic or an acid lining but 
the basic lining, is the more common one. The furnace roof is almost 
always lined with silica bricks or with high alumina firebricks, lhe 
furnace is charged with pig-iron and steel scrap and the refining of the 
charge proceeds in mo distinct stages. These need not be mentioned 
except to remark that in the first stage carbon, silicon and manganese 
are removed and a black slag is produced, while m the second stage 
: ferro-manganese or ferro-silicon, lime, and fluorspar are added to make 
; the furnace conditions reducing, and the sulphur and absorbed gases are 
eliminated. During this stage a white slag is produced. ^ Carbon m the 
form of coke or anthracite is then added to re-carburise the metal and 
the required alloying elements are introduced. The final composition of 
the steel can be controlled accurately and the process enables consistent 
results to be obtained. The operating costs are relatively high but the 
process is eminently suitable for the production of high grade alloy steels 
The high-frequency induction furnace is used for the _ production of 
steel by melting down a charge whose constituents will give the desired 
"composition to the resulting metal. Although refining is possible and 
is occasionally done, the process is usually merely a melting one, analogous 
to the crucible process but possessing the great advantage that the melting 
conditions are such that oxidation and contamination of the charge by 
sulphur, etc., are practically eliminated. It is particularly suitable fo 
he production of chromium and vanadium steels in comparatively smafi 
auantities. The arc furnace also can be used merely to melt a charge if 
required, but it is not suitable for small quantities or intermittent 

^Thfpmperties of steel can be changed tremendously by varying its 
composition and the heat treatment it is given, but these effects will be more 
easily understood if the structures of metallic alloys are first considered. 

The Structured of Metals. All metals are crystalline in structure 
and when suitably polished and etched with a reagent the boundanes of 
• the crystal “ grains ” can be seen, in a microscope giving a magnification 
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of 50-100, as a network of dark lines on a light background as shown in 
Fig. 17a, The appearance depends largely on the method of lighting up 
the surface of the specimen ; if normal illumination is used, in which the 
direction of the light is normal or perpendicular to the surface, the 
appearance will be as described, but if oblique illumination is used the 
appearance will be that of a dark surface with a network of light lines. 
Normal illumination is generally used. 

In a pure metal all the crystals will be similar in appearance although 
they may actually differ in physical properties. .Pure iron,.for example, 
is known to exist in at least four different and distinct forms and these 
have been labelled the cl, /?, y, and 8 forms ; consideration of the nature 
of these differences is, however, beyond the scope of this book. 

When an alloy is examined, different kinds of crystal grains will generally 
be seen as in Fig. 17 b; for example, an alloy of iron and carbon containing 
about 0*2 per cent of carbon and which has been cooled slowly from the 
molten state will show^ a structure consisting chiefly of white grains but 
having some darker ones. The white grains are pure iron and are called 
ferrite, while the darker grains zxz pearlite. The term “ ferrite ” is used in 
preference to <c iron ” because when other elements besides carbon are 
present the white grains may “contain those elements in solution and so 
may not be merely iron ; they may also contain a very small percentage 
of carbon. The term pearlite arises from the fact that as a specimen in 
which such grains occur is turned around under the microscope those 
grams exhibit colourings similar to those of mother-of-pearl. If the 
pearlite grains are examined under a microscope giving a magnification 
of 250 or more, they will appear as in Fig. lie, being composed of black and 
white strips or layers. The white strips are again ferrite while the black 
strips are cementite, which is iron carbide (Fe 3 C). Ferrite is soft, its 
Brinell number being about 100, and its strength is only moderate. 
Lementite is,^ however, very hard, too hard to be measurable by the 
Bnneil test; its diamond pyramid hardness is about 1,000 and its strength 
ts comparatively great. Thus the pearlite grains are harder and stronger 
than the ferrite grains and, broadly speaking, the greater the proportion 
ot pearlite the harder and stronger the alloy will be ; on the other hand 
the ductility will be lower. As the percentage of . carbon in an iron- 
carbon alloy is increased so the proportion of pearlite grains will increase 
and the proportion of ferrite grains will decrease until, when the per¬ 
centage of carbon is 0-89, all the grains will be pearlite. When the 
^percentage of carbon is greater than 0-89 the structure will show either 
dark bands round the pearlite grains or dark, almost black, grains inter¬ 
mingled with the pearlite grains. This: black constituent is “free” 
“ 11 ^creases in amount so the strength of the alloy will 

f i ? ; ^ u hen the P® rcenta g e of carbon isr greater than about 

and particularly when other elements such as silicon are present free 
carbon m the form of graphite will be seen in the structure. ? 
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Fig. 17. 
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Other structures that may be found in iron-carbon alloys when the 
rate of cooling is'-sufficiently rapid or, in some cases, when other elements 
are present, are sorbite , troosite , martensite, and austenite. These are 
shown in Fig. 17. 

Sorbite. This, like pearlite, is a mixture.of ferrite and cementite, but, 

whereas in pearlite the two constituents are in layers, in sorbite they are 
in small particles all intermingled and having no regular pattern. A 
sorbitic structure gives ductility combined with toughness and strength, 
although the ductility will be less than that of a mild steel. 

Martensite. This is obtained when a steel having a fairly high per¬ 
centage of carbon is cooled rapidly from certain temperatures. It is seen 
under high magnifications (x 1,000) as a structure consisting of a criss¬ 
cross medley of needle-like crystals. A martensitic structure gives the 
greatest hardness and strength obtainable in any iron-carbon alloy ; the 
ductility will, however, be almost zero and the impact strength very low. 

Troosite. This is obtained by a slightly lower rate of cooling than 
will give a purely martensitic structure and,, under high magnification, it 
appears as a light background in which are embedded black, somewhat 
rounded, grains. The light background is martensite. The nature of 
the black grains is not known exactly. Troosite is very Hard and its 
presence makes machining very difficult. 

Austenite. This is a solid solution of iron-carbide in iron and is not 
normally found in a carbon-iron alloy at ordinary temperatures. At high 
temperatures iron-carbon alloys are wholly austenitic, all the carbon 
going into solution ; on cooling at ordinary rates the carbon comes out 
of solution and the structure consists of the other constituents described 
above. By extremely rapid cooling, such as would be given by quenching 
a very small mass in ice-cold water, the austenitic structure might be 
retained at ordinary temperatures ; it can also be retained, with much 
slower rates of cooling, by adding certain elements such as manganese 
and nickel in fairly large percentages. Austenite is non-magnetic. 

As has been mentioned above, free carbon may occur in the structure ; 
this carbon may be present as small particles more or less uniformly 
distributed, as large nodules or as definite flakes between the pearlite and 
ferrite grains. Ordinary cast iron generally contains graphite flakes and 
it is these that make this material weak in tension. By various means, 
some of which are considered later, the graphite may be largely dispersed 
and the strength of the cast iron be thereby increased. 

Whether the structure of an iron-carbon alloy will consist of ferrite, 
pearlite, etc., depends not only on the percentage of carbon but also on 
the heat treatment the metal is given ; it may, to som€ extent, be deter¬ 
mined by means of a diagram which is called the constitutional or equili¬ 
brium diagram for the alloy. This diagram is built up from the results 
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of numerous “ cooling down ” experiments made on the alloys and these 
experiments will now be considered. 

Cooling Curves. If a piece of steel containing 045 per cent of carbon 
is heated to a temperature above 1,500^ C. it will be wholly liquid. n 
being allowed to cool naturally the temperature will fall steadily until it 
reaches about 1,500 s C. at which temperature the mass will commence to 
solidify During solidification the temperature will fall steadily until, 
when a temperature of about 1,130° C. is reached the mass will be wholly 
solid. Between 1,500 s and 1,130 s C. there were _ solid _ particles of 
austenite in the remaining liquid, which consisted of iron with carbon m 
solution After solidification the temperature will continue to tall 
steadily until it reaches about 780° C. when it will remain approximately 
steady for a time before beginning to fall once more. Such a halt m the 
steady change of temperature is called an arrest and denotes a change m 
the internal structure of the material; in the example considered the 
change is one from a structure consisting wholly of austenite into one 
consisting of austenite and /3-iron. After the arrest at 78Ch C. the 
temperature will again fall steadily down to about / 68 C. when a second 
arrest will occur. This second arrest occurs with all alloys of iron and 
carbon provided the percentage of carbon is not greater than about O-oo 
and denotes a change in the form of the iron from the ^-form (which is 
non-magnetic) to the a-form (which is magnetic). After the second 
arrest the temperature again falls steadily down to about 69o C. when 
a third arrest occurs, denoting a change of all the remaining austenite 
into ferrite and pearlite; the temperature at which this change occurs is 
unaffected by the percentage of carbon in the alloy. After the th 
arrest the temperature will fall steadily to atmospheric. . 

If the piece of steel is now heated at a uniform rate, i.e. with constant 
input of heat per unit of time, similar arrests wiU pccur, but usually a 
slightly higher temperatures than during cooling. The arrests that occur 
during cooling are denoted by the symbol Ar, A standing for arret and 
r for refroidissement or cooling ; while arrests that occur during heating 
are denoted by Ac, c being for chauffage or heating. The three arrests, 
in the order in which they occur during heating, are given suffixes1, 2, 
and 3 Thus the arrests described above are denoted by Ar 3 , 78U , 
Ar,, 768° ; and Ar x , 695°. The arrest temperatures are of importance 
•because the variations in the physical properties of metals brought abou 
by heat treatment are due to changes of structure that occur at the arrest 
temperatures or to the suppression of those changes by means of rapid 

^uS^th ™^ rate method of p lotting the T lts coolin8 

experiments, deviSed by Osmond, the arrests can be made more 

noticeable on the resulting graph. Let tj, t 2 , etc., be ^^^and 
' times for rises or falls of x degrees,* being a constant quantity, and 
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let T|. T 2 , etc., be the actual temperatures of the specimen at the 
middle points of the time intervals ; then the inverse rate curve, is 
obtained by plotting the temperatures T b etc., as ordinates, against the 
timesJj, etc., as abscissae. This is, approximately, equivalent to plotting 

/ dHT 

—, hence the name inverse 

rate curve. 

A more commonly used method of obtaining cooling curves is to use 

three thermo-couples, two 
in the specimen and one 
in a standard body, such 
as a lump of platinum, that 
has no arrests ; the couple 
in the standard body is 
connected in series with 
one of the couples in the 
specimen so that the differ¬ 
ence, </>, between the tem¬ 
peratures of the standard 
body and the specimen 
can be recorded, while the 
second couple in the speci¬ 
men records the actual tem¬ 
perature T of the specimen 

at any instant. Then <f> is plotted as abscissa against T as ordinate. 

l et another method of plotting is to plot the change in the difference 
<f> during equal increments or decrements of T. This is equivalent to 
y plotting dSjdt and gives what is called the derived differential curve. 
The three types of curve are shown in Fig. 18. For a full consideration 
of the methods of conducting cooling experiments and of plotting the 
results the reader is referred to a paper by W. Rosenhain in Proc. Physical 
Society , Yol. 21. 
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(0 DIFFERENTIAL CURVE. 

(2) INVERSE RATE CURVE. 

(3) DERIVED DIFFERENTIAL CURVE. 

Fig. 18. 




Equilibrium Diagrams. When the arrest points for a large number 
of iron-carbon alloys containing different percentages of carbon have 
been determined, they may all be plotted on one diagram thus giving the 
iron-carbon equilibrium or constitutional diagram . It is shown, somewhat 
simplified, in Fig. 19. 

At temperatures above, those indicated by the line ABC the alloy 
* whatever its carbon content, will be wholly liquid; the lin e ABC is 
therefore called the hquidtis. At temperatures below those indicated by 
the line ADBJ the alloy will be wholly solid ; the line ADBJ is therefore 
called the solidus. The lines EGD, IGK, and HF indicate the tempera¬ 
tures at which certain changes occur in the solid mass of the alloy ; for 
example, a constituent w T hieh is soluble .at a moderately high, temperature 
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may be insoluble at lower temperatures and so if the temperature is 
gradually reduced that constituent will have to be precipitated out of 
solution and this will occur although the mass is solid all the time. If 
the temperature is increased again then the constituent will again go into 

solution. 

Consider w r hat happens when a carbon-iron alloy containing 3 per cent 
of carbon is cooled slowly from the liquid state. At the temperature 
corresponding to the point X the alloy is a homogeneous solution of 



carbon in iron. When the temperature falls to that corresponding to 
the point L particles of solid matter begin to settle out. These particles 
will be composed of austenite and will have a composition as indicated 
. by the point M on the solidus AD, the line LM being drawn horizontal. 
The austenite particles that are the first to settle out thus contain, m the 
-example, about IT per cent of carbon, that is, considerably less than the 
average (3 per cent) for the whole mass. It follows that the liquid that 
remains contains a slightly higher percentage of carbon than the average 
for the whole mass. The condition of the remaining liquid will, there¬ 
fore, be represented by some point such as N, and the temperature will 
have to fall to that corresponding to the point P before further solidifica- 
tio n occurs. The particles that then settle out will have a composition 
as indicated by the point Q. Actually the process will be a continuous 
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one and will not occur in steps as described. The solid particles that 
settle out will have compositions ranging from that corresponding to the 
point M to that corresponding to the point D while the composition of 
the remaining liquid will be indicated by points on the curve LB. When 
the liquid comes to have a composition corresponding to the point B it 
will freeze throughout at the temperature corresponding to B, i.e. at 
1,130° C. The solid particles that separated out with the composition 
M had less carbon than those that separated out later on, those with the 
composition D being richest in carbon. If the cooling is fairly slow, 
however, the particles weak in carbon may absorb more carbon from 
those strong in carbon, and from the surrounding liquid, and the variation 
in carbon content would be reduced. Finally, all the solid particles 
might come to have the composition D and the structure immediately 
after solidification would then be a quantity of particles of composition D 
embedded in a matrix of composition B. Usually the cooling is not 
slow enough for such uniformity of composition to be attained. 

Eutectic Alloys, An alloy containing 4*3 per cent of carbon will 
remain liquid until the temperature corresponding to B (1,130° C.) if 
reached and will then freeze throughout at that temperature. This is 
characteristic of certain alloys and these are called eutectic alloys or, 
shortly, eutectics. The eutectic alloy has the lowest freezing temperature 
of any of the alloys that can be formed from its constituents and in 
structure is an intimate mixture of two constituents. Thus in the case 
under consideration the structure of the eutectic alloy immediately after 
solidification will be an intimate mixture of austenite and cementite. 


Eutectoids. Now consider what will happen to an alloy whose state 
is represented by the point R and which is cooled slowly. When the 
temperature corresponding to S is reached the mass, which is, of course, 
completely solid, will begin to deposit pure iron, 1 i.e. ferrite. The 
remaining alloy (austenite) will consequently be slightly richer in carbon 
and its state will be represented by some point such as T. The tempera¬ 
ture will, therefore, have to fall to that corresponding to U before more 
ferrite is deposited. Again the process will be a continuous one, ferrite 
being deposited out and the composition of the remaining alloy changing 
as indicated by points on the line SG, until the composition G is reached ; 
the remaining austenite will then change, all at once, to a mixture of 
ferrite and cementite in the form of a layered structure. This structure 
is known as pearlite. If the original alloy had been represented by the 
point \ no ferrite would have been deposited until the temperature 
reached 695° C. and then the ferrite and cementite would be deposited 
in the form of pearlite. ..This particular composition thus exhibits a simi¬ 
larity to the eutectic alloy and it is consequently called the eutectoid alloy. 


1 the ferrite will contain a little carbon in solution but with 

Simplified diagram assumed the description given applies. 


the 
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If the austenite considered in the previous paragraph had contained 
more than 0-89 per cent of carbon then, on cooling, cementite would have 
been deposited and the remaining austenite would have become pro¬ 
gressively weaker in carbon (the point representing its composition 
moving down the line DG) until finally pearlite would have been deposited 

An alloy containing more than 4-3 per cent of carbon will (when cooling 
down from the molten state) begin to deposit particles of cementite and 
the state point will move down the branch CB of the liquidus until 
finally the eutectic alloy solidifies at 1,130“ C. 

The Effects of Rapid Cooling. Unless the rate of cooling is quite 
low there may not be time for the actions described above to take place 
or at any rate, to be completed, and the final structure will be different 
from what it would have been had there been sufficient time for the 
changes to occur fully. With extremely rapid cooling, such as would be 
produced by quenching small pieces of steel m ice-cold water, all t e 
changes might be suppressed and the austenitic structure retained. \V ith 
the most rapid rate of cooling used in practice a martensitic structure 
will be produced in medium and high carbon steels. Slightly slower 
cooling gives, troosite and still slower cooling sorbite. The hardness of 
the martensitic structure is the greatest attainable in steel, troosite an 
' ■ sorbite being much softer. The presence of troosite, however, may 

make machining, by any process other than grinding, impossible. 

The Heat Treatment of Steels. Broadly speaking this phrase covers 
’ the processes by which the required structures, and consequent physical 
properties, are obtained in the steel by heating it to suitable temperatures 
and then cooling it at suitable rates. The chief treatments are : 

1. Annealing. 

2. Normalising. 

3. Hardening. 

4. Tempering. 

6’. Carburising, 1 2 3 4 nftriding, and other processes for producing surface hardness. 

These are considered later on. 

^Annealing. This .consists in slowly heating the steel to a tempera- 
ture somewhat above that defined by the line EGK in Fig. , or t e 
given carbon content, and then letting it cool down in the furnace or at a 
very slow rate. The objects sought are threefold : first, to relieve any 
internal stresses remaining in the metal as the result of previous treat¬ 
ment ; secondly, to soften the steel by producing a pearlitic structure ; 
and thirdly, to bring the steel to a condition suitable for subsequent heat 
treatment. • 

* Normalising. This is done by heating the steel , to temperatures 

somewhat above those defined by the line EGD (Fig. 19) and letting it 
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cool in air. It produces a homogeneous structure consisting either of 
finely laminated pearlite or sorbite ; it also reduces the size of the crystal 
grains which may have been increased by prolonged heating during earlier 
processes. A normalised steel is usually stronger and harder, and may 
be more machinable than an annealed steel. 


Hardening. This is done by heating the steel to temperatures equal 
to those used, for the same carbon content, in annealing and then quench¬ 
ing it in water or oil or, sometimes, in other substances. Usually a 
martensitic structure is desired as the result of hardening and with plain 
carbon steels this requires very rapid cooling. The addition of certain 
elements enables the cooling rate to be much lower and this is one of the 
most important advantages of the alloy steels, the less drastic quenching 
required obviating distortion and cracking difficulties. 


Tempering. This consists of heating a hardened steel to a tempera¬ 
ture somewhere between atmospheric and about 695° C. and then cooling 
it fairly rapidly by quenching in water, oil or other fluid. The process 
relieves the severe internal stresses produced by the hardening process 
and partly breaks down the martensitic structure, thus making the steel 
less brittle though softer. Untempered hardened steel will scratch glass 
but is exceedingly brittle ; as the temperature at which the steel is subse¬ 
quently tempered is raised, the steel becomes softer but tougher. In a 
recently developed process, called austempering, the steel is heated to a 
temperature above the critical temperature so as to render it austenitic 
ai ri t ” nsfe ?' ed t0 a salt bath held at a temperature between 150° 

.... 9 ' f 0r a tlme de P endin fl 011 the size of the article and the com¬ 

position of the steel. Finally the article is cooled in air or water. The 
a vantages ot this process over ordinary hardening and tempering are • 
first, a saving m time, and secondly, an improvement in the impact 

btrength, percentage elongation, and reduction of area for a given hard- 

. ness value. 


* ^ eh ? V f n %. ] n thlS treatment articles are heated to tempera¬ 
tures which while high enough to enable internal stresses set up by 

ST sses ’ either mechanical or thermal, to be relieved, is not 
gh enough to produce any change in the structure of the material. 

S r 1S - P ! a “ Carbon steels ^e still the most widely 
The clctlfT de \ plte the S reat increase in the use of alloy steels 

^ sh„™V,s„t g s , ; tage ot “ rbon - ^ 


Carbon 
Per cent 
0*2 
0*3 
0*4 

■ m 

0*75 


Annealing 
temp. ° C. 
.903 
890 
860 
840' 
810 


Ultimate strength 
Tons per sq. in. 
26-30 
29-34 
35-40 
45-50 
■ 50-55 


Elongation 
Per cent 

35-20 

28-18 

20-15 


Brinell No. 

111-126 

121-149 

159-179 

196-225 

225-255 





% elongation; 
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The effect of tempering at different temperatures after hardening is 

shown in Fig. 20 . a , 

When the carbon content ■£ 70-r— 1 °' 45/ o carbon steel, j 

exceeds about 045 per cent, o -; - i ! j 30 

the steel is inclined to be ^ 60 ; ult. strength? /\ 2 

brittle even in the annealed o ^ I ! 1 I . £ 

condition, and such steels j | j w 

are not used for structural jE 40 ^- "-^elon^tionI j 20 3 ' 

parts or machine com- z ° j V j ^ ' ¥ A \ I > 

ponents. _ ft 30 j /j j l 5 

As previously stated, plain ^ 2Q t-.-- 7 ^ 55 —I-. 10 5 

carbon steels are widely < _r'^' | ] j \ Q 

used, ' being cheap and g 10 j j j 1 o 

: having properties that make =» _ j j 1 j 

them quite suitable for a 0 100 200 300 400 soo eoo too 

: wide range of purposes. tempering temp. °c. 

v When the necessary physical Fig. 20 . 

properties cannot be ob- . , , 

tained in a plain carbon steel then an alloy steel most be used ; these 

are considered later. 

■ Mass Effect. The rate at which an article undergoing heat treatment 
can be cooled depends on 70 i -.—.- ; -, 


IOO 200 300 400 500 600 700 
TEMPERING TEMP. °C. 

Fig. 20. 


its size and mass, small 
articles of thin section being 
obviously easier to cool 
quickly than large, thick 
ones. The differences in 
the mechanical properties 
due to variation in size are 
shown in Fig.* 21, from 
which it will be seen that 
this mass-effect is much 
more marked in plain carbon 
steel than in the alloy steels 
and that in the plain nickel 
steel the Izod impact test 
value is adversely affected 
as the size increases. One 
of the objects sought in 
using various alloying ele- 
ments is the reduction of 
this mass-effect. 

Alloy Steels. An alloy 
steel is one in which ele¬ 
ments, other than carbon 

3 


. ULT. STRENGTH . 



PERCENTAGE_ ELOj^ A[1Q.N U 


-0-4 C. STEEL.. ‘ | 

-0-34C, 3*6 Hi, STEEL. -j- 

-- o*28C, 3*2 Ni, 0*8 Cr, STEEL, j 

_i_!_- J -*-5— 

ALL BARS QUENCHED FROM 840 C 
AND TEMPERED AT 630 *C. j 


2 3 

DSA.OF BARS 

Fig. 21. 
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and iron, are present in sufficient quantities to modify the properties 
of the material. The chief alloying elements are manganese, nickel, 
chromium, molybdenum, silicon, vanadium, tungsten, cobalt, and 
copper. In general these elements have two effects on the steel con¬ 
taining them. These are : (1) Indirect effects , and (2) Direct effects. 
The indirect effects are a raising or lowering of the temperatures at which 
the transformations from one type of structure to another occurs, or an 
alteration in the critical cooling rate that will give a certain structure. 
Thus manganese, chromium, molybdenum, vanadium, and tungsten all 
facilitate the production of carbides by combining with the carbon present, 
but nickel and silicon do not themselves form carbides and tend to 
decompose iron carbide. 

The direct effects are illustrated by the reduction in grain size pro¬ 
duced by nickel, the resistance to corrosion and oxidation brought about 
by chromium and the stability under high temperature conditions 
conferred by tungsten and molybdenum. 

The number of alloy steels available to the engineer is now so great 
that it is impossible in a book of this character to deal, even briefly, with 
all of them ; only the most important groups can be mentioned. The 
costs of alloy steels vary widely ; some are only a little more expensive 
than plain carbon steels, others are ten to twenty times as postly. Some. 
alloy steels require very carefully controlled heat treatments, others are 
easier to deal with in this respect. Thus alloy steels are used only when 
the necessary properties cannot be obtained in a plain carbon steel, for 
example, where very high mechanical properties or great resistance to 
corrosion are required or where high temperatures have to be withstood. 
The most important groups of alloy steels are : 


1 . 

2 . 

3 . 

4 . 

5 . 

6 . 


Manganese steels. 
Nickel steels. 


Nickel-chrome, nickel-chrome-molybdenum, and nickel-chrome-vanadium 

steels. 


steels. 

Stainless steels. 

Silicon steels. 

Tool steels and steels for magnets. 


Manganese Steels. All steels contain small amounts of manganese, 
this element being used to bring about deoxidation of the molten steel 
during manufacture and to mitigate the bad effects of any sulphur 
present. Manganese combines with sulphur and prevents or reduces 
the formation of iron sulphide which renders steel “ red short,” that is 
battle at forging temperatures. According to F. G. Norris A the value 
f , . Mn+0-048'. 

e ra 10 g^Q.jg'Q 1S tbe important factor; if that ratio is greater 

than 6-63 steel will never be red short, if the ratio is less than 3-30 steel 
will always be red short, while for intermediate values the heat treatment 


3 8 '' Factors Affecting Red Shortness.” Journal Iron and Steel Inst., Vol. 138, 
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will determine whether the steel will be red short or not. Manganese 
also improves the rolling qualities of steel and a small excess, up to about 
0-35 per cent, is generally provided beyond that necessary 7 to ensure 
proper deoxidation. The true manganese steels contain larger amounts 
and fall into two groups : 

(a) Those containing from 1 to 2 per cent of manganese , 

(b) Those containing from 11 to 14 per cent. 

The steels in group (b) contain from 1-0 to 1-3 per cent of carbon and 
before heat treatment are very hard and possess no ductility 7 ; when heated 
to about 1,050° C. and quenched rapidly they become tough and com¬ 
paratively soft but are rapidly hardened by cold working and then develop 
very great resistance to wear. This work hardening property makes 
machining very difficult and necessitates the use of tools which are kept 
very sharp, but it makes the steels eminently suitable for railway and 
tramway points, dredger buckets, stone-crusher parts, etc., which are 

subject to severe conditions as regards wear. __ , 

The steels in group (a) contain only from 0-25 to Ooo per cent of 
carbon and exhibit similar properties to the steels of group ( b ) but to a 
much smaller degree. In recent years low carbon, low manganese steels 
have been greatly developed and are being used by a number of motor¬ 
car manufacturers, particularly in America, instead of the more expensive 
alloy steels. Mild steels containing abouM j.eer^entiiLjDan^^eare 
also now being used for st ructural p ur poses ; for a j i ven jiugtilityJ-|S. 
n stren gth and better Izod figure than carbq n_ stee ls. 

Nickel SteelsT The plain nickel steels are widely used and may be 

divided into four groups : 

(a) Steels containing up to 6 per cent of nickel; 

(b) Steels containing 20-30 per cent of nickel, 

(c) Steels containing 30-40 per cent of nickel; 

(d) Steels containing 50 per cent or more nickel. 

The group (a) steels are used for parts of machines and structures^ that 
are highly stressed ; they contain 0-1-0-55 per cent of carbon 0-a 
per cent manganese, and 0-^6 per cent of nickel The steels of this group 

containing low percentages of carbon (0-1-0-25) are used for case- 

hardening and are dealt with later. , 

Nickel tends to produce graphitisation of the iron-carbide in stee a 
the manganese content is required partly to counteract this action and 
partly for the normal purpose of deoxidising the steel. Nickel helps to 
prevent excessive grain growth at high temperatures and thus enables 
ITgin steels to § be produced more easily; it also lowers the cntical 
temperatures slightly and thus makes heat treatment a little less severe 
The principal tributes of the nickel steels are thus great strength 
' together with considerable ductility and toughness. This is brought ou 
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by the curves given in Fig. 22, which show the properties of a 1 per cent 
and a 3|- per cent nickel steel after hardening by quenching in oil. from 
85CP C. and tempering at various temperatures up to 700° C. 

Steels containing about 04-0*5 per cent of carbon and from 20 to 
30 per cent nickel are austenitic in structure even when cooled slowly 
and, besides being extremely tough, are highly resistant to corrosion by 
sea-water, steam, and hot gases. They also have low coefficients of 
thermal expansion and are used for steam turbine blades, internal com¬ 
bustion engine valves, etc. They are non-magnetic, a property of which 



Fig. 22. 


use is made, and always contain about 1-4 per cent manganese and 0-5 per 

“ nt T . he ° nly heat treatment the y are given is heating to 

about 800 C. and coolmg in air to render them machinable. 

The steels hi group (c), containing 30-40 per cent of nickel, possess 
very low coefficients of thermal expansion and are used for measuring- 

rC>r rif'^ ° the - a PP^ cat ^ ons where this property is required. 

ability *** ^ rou ^ possess the property of high magnetic perme- 

3re Pr ° bably the m0St widely used 

nickel TfS vr Th 7 conaposltlons mainly used are": carbon, 0-1-0-55 ; 
mckel, 1-0-4-75 ; chromium, 0-45-1-75; manganese, 0-3-0-8. The 

steels contammg up to 0-35 per cent of carbon are used for case-hardening 
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and the others for general purposes where high mechanical properties 
are required. In Fig. 23 are shown the properties of a steel having the 
composition carbon 0-3, nickel 3*4, 
chromium 0*75 after hardening by 120 
quenching in oil from 830° C. and 1QQ 
tempering at various temperatures. 

The dip in the Izod curve that so 
occurs when the tempering tem¬ 
perature is between 250° and 60 

450° C. should be noted; it is ^ 
typical of these steels and those 
temperatures must not be used 20 
for tempering. The steels must 
also be cooled fairly rapidly from 0 
the tempering temperature or the 
impact test figure will be very 
low; this marked reduction in 
the impact strength when the cooling is slow is called temper brittleness 1 
and is indicated by the dotted line in Fig. 23. 

When the chromium content is over 1 per cent and the nickel content 
over 4 per cent the steel may be hardened by cooling in air from a 
temperature above the critical temperature. Such steels are called air- 
hardening steels ; they possess outstanding properties and are used for 
heavily loaded toothed gears and machine parts. 
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Fig. 23. 


Nickel-Chrome-Molybdenum Steels. The temper brittleness of 
the nickel-chrome steels is eliminated (but the dip in the Izod curve 
remains) by the introduction of 0-3-0-6 per cent of molybdenum and this 
>. addition also makes the mass effect much less pronounced, so that large 
pieces can be more easily heat treated. This property of molybdenum 
is very valuable because it enables large forgings to be cooled slowly from 
the tempering temperature ; they can therefore be straightened, while at 
the tempering temperature and the stresses set up by the straightening 
are subsequently relieved during the slow cooling of the forging. 

The addition of molybdenum to a nickel-chrome steel also enables an 
increased percentage of manganese to be used without producing any 
reduction of impact strength, while the increase in the manganese enables 
the nickel content to be reduced and thus makes the steel cheaper. Thus 
a steel having the composition, carbon 0*35, manganese 1*6, nickel 2*0, 
molybdenum 0*6, will have properties almost identical with one whose 
composition is carbon 0*35, manganese 0*6, nickel 3*0, chromium 0*8. 

In most respects the nickel-chrome-molybdenum steels are similar to 
the nickel-chrome steels and they are used for similar purposes ; a famous 
example is the Kayser Ellison “ K.E. 805 ” which has the composition, 
carbon 0*35, silicon 0*35, manganese 0*4, nickel 1*25, and molybdenum 0*3. 
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A steel containing from 0*25 to 0*75 per cent molybdenum as the sole 
alloying element (in addition to carbon and a small amount of manganese) 
is used for structural purposes. Like the silicon structural steel mentioned 
later on it gives a greater strength for a given ductility than a plain carbon 
steel gives. 

Nickel-Chrome-Vanadium Steels. Vanadium is never used as the 
sole alloying element in steels but in conjunction with nickel and/or 
chromium. It is a very effective deoxidising element and thus, by 
eliminating or greatly reducing the iron oxide content of steel, it improves 
the mechanical properties generally and the fatigue strength in par¬ 
ticular ; it also intensifies the effect of other elements and enables some- 
what smaller contents of those elements to be used without alteration of 
the physical properties of the steel. Its direct effect is to harden steel 
and it is not normally used in excess of about 0-2 per cent except in tool 


Stamiess Steels. There are several fairly distinct types of stainless 
steel but they all contain fairly large percentages of chromium and some¬ 
times of nickel. The chromium ranges from 4 to 22 per cent and the 
nickel from 0 to 26 per cent. The stainless steels are sometimes grouped 
into four groups, namely: (1) Martensitic, chromium 10---14 per cent- 
chromium 14-18 or 23-30 per cent; (3) Austenitic, chromium 
• 1 . i’io’ij 6 10 7 per Cent; ( 4 ) Hi S h austenitic, chromium 22-26, 

taSnl 1 H 1 tn er CCnt ' Pr i ° bably tbe m0St im P° rtant group is that con- 
taimng la-20 per cent chromium and 10-7 per cent nickel; a steel 

containing 18 per cent chromium and 8 per cent nickel is very widely 
used and is commonly referred to as 18/8 steel. The steels in the 18/8 
group are austenitic in structure even when cooled slowly and they are 
not amenable to heat treatment, except that they can be annealed bv 

arTha !f S Th' C ; and 3rC tben very tou & b 311(1 ductile. They 

are hardened by cold-work, the tensile strength being increased and the 


Ultimate strength 
Elongation 
Izod figure 


35—55 tons per sq. in. 
50-70 per cent 
80-100 ft .-lb. 


Z/'f V,' 1 "?*' “ ■Mintained fairly well at moderately high temoera 
to ea „ h Je the rmpaet strengti, is mailed « veiy l„Z2peZ ” 

r„iaSg plTrtiVrtS 0 ” 1 ',- i?'“ S ’“ IS ha ™ 

being heated to between hWlTod'W t ‘" Th.Vrnul/be k'"™”' aft " 

VlSfromAoutTS-fc th T“ U t bl j Ca ° h ° bV - a “ d '^’““ehiog 

r . Proceed 
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If the maximum ductility is required the carbon content of these 
steels must be kept low. 

For cutlery and general engineering purposes stainless steels commonly 
contain no nickel, the chromium content is 12-14 per cent, and the carbon 
0-3-0*55 per cent. These steels are amenable to heat treatment and may 
be hardened by quenching from about 950 J C., in oil for medium sections 
and in air for light sections. For cutlery the carbon is kept below 0*o5 
per cent and tempering is done at about 250" C. ; for general engineering 
purposes the higher carbon contents are used and tempering is done 
between 600° and 700° C., which gives the following properties : 

Ultimate strength ........ 60-70 tons per sq. in. 

Elongation.. 15-20 per cent 

Izod value.15—25 ft.-lb. 

Brinell hardness. 220-320 

The heat-resisting properties of this group are increased by the addition 
of about 3 per cent of silicon. 

When the carbon content is below 0*15 per cent the alloys are called 
stainless irons. 

Silicon Steels. Small amounts of silicon are frequently used in many 
alloy steels but the percentage does not usually exceed about 0*8. Mention 
has, however, just been made of the use of up to o per cent in heat- 
resisting stainless steels. A silicon content of 1*25-2*5 per cent (with 
: 0*5-0*65 per cent carbon and Q*6-0*9 per cent manganese) is frequently 
used in steel for springs, such steel having a high fatigue strength ; the 
springs are quenched in oil from between 857"' and 900 C. and are 
tempered between 475° and 525 u C. 

- Steel containing from 0*5 to 1 per cent of silicon and 0*/-0*9o per cent 
of manganese is now being used for structural purposes. These steels, 
like the molybdenum steel previously mentioned, give a greater strength 
and higher ductility than plain carbon steels. 

An iron containing less than 0*05 per cent carbon, about 0 *j per cent 
manganese, and 3*4 per cent silicon possesses extremely low magnetic 
hysteresis and is widely used for the laminations of electrical machines , 
this valuable property is much reduced by cold-work and this should be 
avoided so far as is possible. 

The table on pp. 47-49, gives brief particulars of a number of British 
Standard steels. The report from which this table is extracted is well 
worth study. 

Tool Steels. Plain carbon steels containing, from 0*8 to 1*3 per cent 
of carbon were at one time the only tool steels available, but their use is 
now very much restricted. The addition of 1—2 per cent of manganese 
to these steels reduces the dimensional changes that occur during harden¬ 
ing, which is done by quenching in oil from about 800 C. ; tempering 
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is done at about 200° C. These steels are used for press tools and appli¬ 
cations where the conditions are not severe. The cutting tool steels 
mostly used nowadays are the high-speed steels ; of these there are 
numerous varieties and the table below gives a number of typical com¬ 
positions. Roughly these fall into five groups, namely, 

1. The 18-4-2 group containing about 18 per cent of tungsten, 4 per cent of 
chromium, and 1—2 per cent of vanadium. 

2 * ^of cobak ^ gr ° UP ’ simikr t0 1}but cont ^ing 4-6 per cent 

3 ' ^cen^Tcobak! 1 §r ° UP ’ Si ” iIar *° h but containin S 10-18 per 

4. The high chromium group containing about 14 per cent chromium 
3. i ne molybdenum group. 


Molyb¬ 

denum 


8*5 

8*5 


Carbon 

0*78 

0*79 

0*79 

1*23 

1*61 

0*75 

1*2 


Man¬ 

ganese 

0*3 

0*3 

0*3 

0*39 

0*23 

0*3 

0*37 


Silicon Tungsten 


0*25 

0*25 

0*25 

0*37 

0*43 

0-25 

0*35 


18*5 

19*0 

19*0 

3*2 

2*5 

2*5 


Chro¬ 

mium 

4*2 

4*5 

4*5 

14*1 

13*7 

4 ; 2 


Cobalt Vanadium 


4-6 

10-18 


0-5 


1*1 

1*4 

1*4 


1*0 

1-75-2*5 


Tungsten steels containing smaller percentages of tungsten fun to 

PTr } T U f d / or cuttin s took, for less severe dutifs than those 
gnen above, and also for wire drawing dies. 

6So=?°S’ S 

to between 550 and 600 (- ^ a t r S 1S f crW b 7 a second heating 

8oo : c. *i„ m k h r* \ 

carbon stee/will f Ji ff hdness 1 but whereas the hardness of a plain 

the hieh-sneed JS ° & a f tem P eratures greater than about 250°-300° C. 

. ® P. ®teels retain their hardness up to about 600° C Th 

»rSn"L .„d ‘“"‘TV“ ’“•"I * 

throughout the mass. 231611 ^ Cobait tarb,dta distributed 

TV” 2 of «-»' 

hardening, followed bv seconds rv h ^ 0t ^ ers ^ ave ^ onn ^ that after 

a cyclical manner for considerable varies in 

the hardness can be stabilised at Th" h U 7 n ® tbds c y cbca l variation 

magnetic treatment given at a mome i? r * /° W ] ® Vel b y means of a 

_ * o ^t a moment when the cvdiocd ivn<4n * 

a maximum or a minimum as the case mav he A t hardness 18 at 

treatment (at about 1 nn° r \ u se may be. A low temperature 
* 100 C ’ ) Subse ^ uent to stabilising has also been found 
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beneficial. Improvements in the life of twist drills following these treat¬ 
ments have been found to range up to as much as 120 per cent. Cyclical 
variations in the hardness can also be started at any time, subsequent to 
hardening, by suitable thermal or magnetic treatment. For information 
on this matter the reader is referred to Herbert’s paper, Proc. L Mech . E., 
April, 1933. 

The S.A.E. Specification System. The Society of Automotive 
Engineers, of America, has standardised a range of steels suitable for 
various purposes and has designated these steels by numbers which 
serve, to some extent, to indicate their compositions. The first numeral 
represents the class of the steel according to the following grouping : 


Carbon steels' .. 1 Chromium steels . , . , . .5 

Nickel steels. 2 Chrome-vanadium steels . . 6 

Nickel-chrome steels .... 3 Tungsten steels ..... 7 

Molybdenum steels .... 4 Silico-manganese steels ... 9 


In the alloy steels, the second numeral (and third, if necessary) indicates 
the percentage of the principal alloying element. The last numerals give 
the percentage of carbon multiplied by 100. Thus S.A.E. 2340 indicates 
a 3 per cent nickel steel containing 0*4 per cent of carbon. S.A.E. 71360 
indicates a steel containing 13 per cent of tungsten and 0*6 per cent of 
carbon. 

Carbide Cutting Materials. High-speed steels have, to a large 
extent, been replaced by cutting materials which are not steel at all but 
are composed essentially of particles of the carbides of tungsten, cobalt, 
titanium, and tantalum held in a matrix of cobalt or nickel. These 
materials are known as cemented carbides. Tungsten and cobalt carbides 
are the most widely used and tungsten carbide is always the chief con¬ 
stituent ; the addition of titanium and tantalum carbides is made in 
order to eliminate a form of wear that occurs when a plain tungsten 
carbide material is used to cut steel. The addition, however, reduces 
the strength of the material. Since the impact strength of the cemented 
carbides is low and their cost is high they are invariably used as tips 
brazed on to tool steel shanks. The manufacture of the carbides is a 
difficult process which cannot be here considered, but it should be noted 
that by varying the manufacturing process different varieties of material 
can be obtained ; some of these are comparatively tough but not of 
maximum hardness, others are extremely hard but lacking in impact 
strength, while, as has been mentioned, some materials possess peculiar 
properties as regards the abrasion produced by the rubbing of steel chips 
on them. The hardness of these carbide materials ranges from 70 to 
85 on the Rockwell C scale ; it falls off slowly as the temperature rises 
but at 800° C. it Is still greater than that of high-speed steel at room 
temperatures. 
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Magnet Steels. Many materials have been developed for use as 
permanent magnets and the magnetic properties have been improved 
enormously in the last two decades. A steel containing 5-10 per cent of 
cobalt and 0-9 per cent of carbon has been much used, but steels having 
compositions 30-40 per cent cobalt, 04-0-8 per cent carbon, 1-5-3 per 
cent chromium, and 5-9 per cent tungsten possess improved magnetic 
properties. Steels containing high percentages of nickel and aluminium 
possess even better properties, an example of such a steel being Alnico 
which contains 20 per cent of nickel, 10 per cent aluminium, and 10 per 
cent cobalt. Steels containing 10-25 per cent nickel, 15-36 per cent 
cobalt, and 8-25 per cent titanium are now coming into use. 


Miscellaneous Steels . A steel containing 0*5 per cent of chromium, 
1-25 per cent manganese, 0-8 per cent silicon, and 0-2-0-45 per cent 
carbon is coming into use for structural purposes ; with 0-2 per cent 
carbon it gives a maximum stress of about 40 tons per sq. in. and with 
0-45 per cent carbon this is raised to about 65 tons per sq. in. A molyb¬ 
denum steel containing 0-2-07 per cent carbon and 0-15-0-25 per cent 
molybdenum as the sole alloying elements has recently come into use. 
This steel, which goes by the trade name of Arnold, is remarkable in that 
its grain size can be controlled very accurately ; it is made in four 
standard grain sizes ranging from a grain that is only just a little finer 
than that of an ordinary fine-grained steel to one that is so fine as to be 
almost structureless. Steels containing from 0-05 to 0-45 per cent carbon 
and up to 0-3 per cent sulphur have for a long time been used for lightly 
loaded parts such as bolts, set-screws, pins, etc.; they machine very 
readily and with a good finish and are known as free-cutting steels. A 
later development in such steels is the use of up to 0-2 per cent of lead 
instead of sulphur. The lead is merely mixed with the steel and does 
not alloy with it; it gives a free-cutting steel but does not reduce the 
physical properties of the steel to the extent that sulphur does. 

A material which goes by the trade name of Inconel is coming into 
extensive use because of its very high resistance to corrosion and oxidation 
even at high temperatures. Its composition is approximately 80 per cent 
mckel U per cent chromium, and 7 per cent iron, so that perhaps it 
should be regarded as a non-ferrous material; it can be cast, forged, 
ro led and cold drawn. It is not amenable to heat treatment except that 
it can be annealed by heating to about 1,000° C. Its tensile strength is 

tabfe bebr^ 0 ^ by C ° Id_Work and b > r Wing, as will be seen from the 


Condition 

Castings . 

Forgings 

Cold-drawn . , 

Cold-drawn and annealed 


Ultimate strength 
Tons per sq, in. 

28-32 

36-42 

70-80 

36-47 


Elongation 
Per cent 
(2 in.) 
15-10 
50-30 
10-2 
50-30 


Brinell 

No. 

160 

130-170 


Izod 


120 
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Inconel can be forged readily at temperatures between 1,000“ and 
1,300° C. but between 650° and 900”' C. it is brittle. 

Another nickel-chromium alloy, developed by Rolls Royce, Ltd., for 
the exhaust valves of aero engines, has the composition, carbon 0*09, 
silicon 0*65, manganese 1*24, nickel 77*7, chromium 18*7, and iron 1*1. 
It is air cooled from a temperature of 1,05Q u C. 

Surface Hardening. When a part has to withstand conditions tending 
to produce wear on its surface and at the same time has to possess con¬ 
siderable strength to withstand the forces acting on it, it is commonly 
made of a tough material and is given a hard surface by one of several 
available methods. The principal methods are : 

1. Carburising or case-hardening. 

2. Cyaniding. 

3. Nitriding. 

4. Flame hardening. 

5. The Tocco process. 

1. Carburising. The part is made in a plain carbon or alloy steel with 
a carbon content of not more than 0*25 per cent and a surface layer with 
a carbon content of about 0*9 per cent is produced by packing the part 
(after machining to within a few thousands of the finished size) in a car¬ 
burising material contained in a cast-iron box, heating to between 900 u 
and 950° C. and maintaining it at that temperature for several hours ; 
the time depends on the thickness of case required, the carburising 
material used, and on the actual temperature. The latter must be high 
enough to bring the iron of the steel into the y-form, this being the only 
form that readily absorbs carbon ; it must therefore be above the tempera¬ 
ture given by the line EG in the equilibrium diagram on p. 29, for the 
composition of the steel. The carburising boxes must be provided with 
lids and it is important that these should be made gas-tight by luting 
with clay. Usually several articles are packed in the same box and some 
care must be taken to see that each article is completely surrounded by 
carburising material. The latter is essentially a material that is rich in 
carbon which it can give up to the steel ; charcoal and mixtures of char¬ 
coal and barium carbonate and other substances are commonly used 
but the material is generally bought as a proprietary article. After 
the carburising operation is completed the article has a core with 
a carbon content up to 0*25 per cent, and a surface layer, usually from 
1 to 2 mm. thick, having a content of 0*9-1 *0 per cent of carbon. Cases 
thicker than about 2 mm. are not usually required or desirable since very 
thick cases lead to difficulties such as flanking and brittleness of the case. 
The article must now be heat treated so as to produce the maximum 
toughness in the core together with the maximum hardness of the case ; 
for the best results r a double treatment is generally required. The first 
is to refine the structure of the core which, as a result of the prolonged 
heating, is in a very coarse state, and the treatment is to heat the article 
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to a temperature just above that determined by the line GH (Fig. 19) 
for the core composition and then to quench it in water or oil. This 
treatment refines the core but leaves the case, and to some extent the 
core also, in a brittle condition ; the second part of the treatment is 
designed to eliminate this brittleness and to produce a hard case and a 
tough core. It consists in heating the article to about 760° C. (that is, 
above the critical temperature for the case composition point G in 
Fig. 19) and again quenching in water or oil. The heating should be 
slow up to about 600° C. and then rapid up to 760° C. and so two furnaces 
are commonly used. Occasionally a third treatment may be given, 
namely, a tempering at between 150° and 200° C., chiefly to eliminate 
any thermal stresses set up by the previous treatments. 

In order to reduce costs a single treatment only is often given, the part 
being quenched from a temperature about mid-way between those used 
in the double treatment; this does not give such good results as does 
the double treatment. Occasionally the articles are quenched imme¬ 
diately on being taken from the carburising boxes, but until recently this 
vas definitely bad practice ; because of the greater control over grain 
size now possible with modem steels it is now possible to get satisfactory 
results with direct quenching. * 

Xickel and nickel-chrome steels are widely used for case-hardened 
parts, the nickel, provided it is present to the extent of at least 3 per cent 
producing a greatly increased toughness in the core; this is partly due 
to the action of nickel in preventing undue grain growth during the 
prolonged heating operation. The nickel content rarely exceeds 5 per 
cent. The addition of chromium produces a better wear-resisting case 
ana makes the treatment of large parts easier; commonly used com¬ 
positions are carbon 0-08-0-2, nickel 3-5, and chromium 0-25-1-5 per 
cent Aickel-molybdenum steels with composition, carbon 0-15-0-25 
nickel l-o-2-O, and molybdenum 0-2-0-3 per cent are also used. Very 
good results can be obtained with these steels with a single heat treatment. 

In recent years and particularly for the continuous treatment of large 
numbers of articles, gases have come into extensive use as carburising 

rh7r?\ J Q, 11 ” g f/ whlch is mostJ y methane, and which is available in 1 
the United States of America where the process has been chiefly developed) 

and propane (which is a waste product of the oil industry) are the com- 
thrnn' gases ' he articles to be carburised are placed in or travel 
Jrte?i| ! ^ ge , muffl ® furnace s filled with the gases and heated either 

J biS if f a* article in a cyanide ba.h, 

unto 2 3 hn Pen ° ds rangin S frorfl about 15 minutes 

5 mt.Ttl i Tu At 95 T C - a Case °- 005 in - thi <* ^ obtained in about 
minutes but, because of the fall in the temperature of the bath when a 
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batch of work is immersed in it, the actual time .for a batch weighing, 
say, 50 lb. would be about 30 minutes, depending on the kind of furnace 
used. To get a case 0*030 in. thick in such a batch would require from 
2\ to 3 hours. The output can be greatly increased by pre-heating the 
articles in a separate bath or furnace. The salt used for the bath is a 
mixture of equal parts of sodium cyanide and sodium carbonate with 
small additions of barium, chloride and calcium cyanamide. The cyanide 
content must be maintained between 50 and 60 per cent, for if it falls too 
low the penetration will be slow and if it rises too high decomposition 
and fuming will occur. 

On removal from the bath the parts , are quenched in water or oil and 
are then sometimes reheated to 760° C. and again quenched. By placing 
the articles in a second cyanide bath (held at a temperature of about 
790° C.) before quenching, distortion troubles can be reduced. If the 
parts are in the bath for longer than about 2 hours then a refining treat¬ 
ment may have to be given to reduce the grain size. This is done after 
the first quench on removal from the bath and consists of heating the 
parts to about 900° C. and quenching in oil or water, the quench from 
760° C. then following. By quenching in special salt solutions parts may 
be given blue, brown, or mottled appearances ; quenching in aerated 
water gives a slightly brown, mottled appearance. 

One advantage of the cyaniding process is that the bright finish of 
machined parts can, if required, be maintained ; a second is that dis¬ 
tortion is more easily avoided, partly because of the more even heating 
and partly because the parts can be suspended vertically in the bath ; a 
third is that the change in hardness from the case to the core is more 
gradual and,....flaking of the case is eliminated. The hardness of the case 
is due partly to the absorption of nitrogen. Cyaniding is used chiefly 
for cases not exceeding in. in thickness, but special salt compositions 
are available which enable much thicker cases to be obtained if required. 
Because of the absence of scaling and the reduced distortion of cyanided 
parts the grinding allowance can be less than for work carburised in 
boxes. 

Nitriding. This is done by putting the article in ammonia vapour at- 
a temperature between 450° and 500° C. for periods up to 10 hours. No 
subsequent heat treatment is required and the core should be^brought 
to its toughest condition, by quenching in oil from about 900 w C. and 
tempering from about 600° C., before nitriding. 

Certain steels react to this treatment much better than others and an 
aluminium content of about 1 per cent seems to be desirable. Nitralloy 
steels, which are covered by patents, and which were developed for the 
process, contain 0*38—0*43 per cent carbon, 0*2—0*3 per cent silicon, 
q*4_0’6 per cent manganese, 1*6-1 *8 per cent chromium, 0*15-0*25 per 
cent molybdenum, 0*3—0*6 per cent nickel, and 0*8—1*25 per cent 
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aluminium.. The surface hardness is produced by the formation of very 
hard crystals of iron-nitride (Fe 2 N) in the form of needles. The thick¬ 
ness of the case does not usually exceed about 0*8 mm. Some cast irons 
can be successfully nitrided ; one suitable composition is carbon 2*6, 
silicon 2*6, manganese 0*61, chromium 1*7, and aluminium 1*4 per cent. 

Flame Hardening. This process is sometimes referred to as the 
Shorter process, having been developed by Mr. A. E. Shorter. It con¬ 
sists of heating the surface to be hardened by means of an oxy-acetylene 
blow-pipe flame, and immediately quenching the heated surface by means 
of a spray or jet of water that is directed on to the surface. The water 
ja and blow-pipe are mounted together so that the water jet follows the 
blow-pipe at a distance of about an inch. The heating is very localised 
and distortion is reduced to a minimum ; the process is therefore par¬ 
ticularly useful for such articles as large gear-wheels which cannot be 
quenched as a whole and for the local hardening of portions of articles. 
The process can be carried out with quite simple apparatus, but to facili¬ 
tate the operation and to enable consistent and reliable results to be 
economically obtained specially developed machines are generally used. 

The Tocco Process. This process, which was developed for the 
hardening of the crank-pins and main bearing surfaces of motor-car 
crankshafts, consists of heating the surface to be hardened 'by means of a 
high-frequency electric current and then quenching by a spray of water. 
The high-frequency current is passed through a winding enclosed in a 
block of metal that encircles the pin being hardened ; eddy currents are 
thereby induced in the metal near the surface of the pin and that metal 
is heated. The inner surface of the inductor block is grooved and, when 
the temperature of the pin has reached the proper value, water is circu¬ 
lated between the pin and the block. After hardening in this manner a 
lo^w temperature treatment is given; the result is an extremely fine¬ 
grained Martensite having a Brinell hardness of about 600 at the surface, 
the hardness decreasing steadily as the core is approached. This gradual 
reduction in hardness makes the danger of the hardened skin “ peeling ” 
very slight. The process requires much less time than case-hardening 
and there is no scaling of the surface of the article ; it requires special 
apparatus,^however,^and is not readily adaptable to a wide variety of 
articles, being essentially suitable for quantity production. 

Local Hardening.. When the carburising, cyaniding, and nitriding 
processes are used it is possible to harden certain selected portions of ' 
articles, leaving the remainder soft, by protecting the latter portions in 
someway so that they are not acted on by the carburising, cyaniding, or 
nitri^ ing agent. This protection is usually done by copper plating 1 the 
portions. ' . . 

Cast iron. The term east iron is used to describe a wide range of 
materials varying considerably in composition, but, roughly, cast iron 
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may be said to be pig-iron that has been refined in composition and 
structure by being remelted, usually with additions of steel scrap, and 
cast into moulds. Its composition is broadly similar to that of pig-iron 
but the total carbon and the manganese contents are less and the sulphur 
content is generally greater ; thus what has been said about pig-iron 
applies also to cast iron. 

For most castings a grey iron is required and this is obtained princi¬ 
pally by controlling the silicon content. Since rapid cooling tends to 
retain the carbon in solution and to produce a whitish iron it is more 
difficult to produce a satisfactory casting when there are wide variations 
in the thickness of its parts than when it is fairly uniform in thickness. 
If the silicon content is adjusted to keep the thin parts grey, then the 
thick parts may be too soft or may be porous or spongy. The behaviour 
of cast irons and the effect of silicon in this respect is shown up by 
casting test-pieces of varying thickness as in Fig. 24, in which the numbers 



TEST PIECE No. 
SILICON % 
TENSILE STRENGTH 
TONS /SQ. IN. 


I 2 

M 1-8 

17 14 

Fig. 24. 


3 

4 

2-2 

2-6 

12 

IO 


adjacent to the specimen outlines indicate the Brinell hardness of the corre¬ 
sponding portion of the specimen. Some control over the rate of cooling 
can be obtained by the use of chills (metal inserts placed in the mould) and 
by the careful placing of the pouring gates in relation to the mould cavity. 
For example, if the hot metal passes through the thin sections to get to the 
thicker ones then the thin sections will not cool down so rapidly as they 
would do if the reverse was done, since the hot metal will heat up the 
mould. In the last two decades, however, much progress has been made 
In controlling the structure of cast irons by means of additions of various 
elements,, of which nickel is, perhaps, the most important. The effect 
of nickel is somewhat similar to that of silicon in that it tends to keep the 
carbon in the uncombined or graphitic state and thus to make the iron 
grey and soft. This action, however, is not accompanied by such great 
reductions in the tensile strength as are produced by silicon, chiefly 
because when nickel is present the free carbon is better distributed 
throughout the mass of metal and the <£ flakes ” of graphite are much 
reduced in size ; it is the presence of large flakes of graphite that bring 
about the reduction in the tensile strength. A similar result can be 
brought about by the use of other elements than nickel; for example, ■ 
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calcium silicide, the use of which is covered by patents, the resulting 
irons being known by the trade name of Meehamie . The high qualities 
of Meehanite irons is, however, not due solely to the use of calcium, 
silicide but also to careful control of all the factors involved in the melting 
of the iron in the cupola and in the moulding of the casting. 

The effect of nickel on cast iron is shown by the test-pieces illustrated 
in Fig. 25 ; the information on which this figure is based was supplied 
by the Bureau of Information on Nickel. 

Irons containing up to about 2 \ per cent of nickel are not usually 
regarded as being high tensile or special irons ; the latter, which may 
show tensile strengths up to 35 tons per sq. in., usually contain rather 
larger percentages of nickel and are made by charging large percentages 
of steel scrap into the cupola, percentages up to 85 being not un¬ 
common. By these means the total carbon is kept low and the graphite 
is distributed throughout the mass of metal in a finely divided form, thus 


217 | 

228 | 

24! ! 

241 | ! 

L_ | 

24 1 j 

241 ] 

255 ] 

248 1 

364 | 

255 

269 1 

I 255 

h 

• 364 

286 ^ 

269 |j 

| 262 


NICKEL PER CENT - 1*49 2-12 2*82 

TENSILE STRENGTH 16 *6 -17 I&9 17*6 

TONS/SO. IN. 

Fig. 25. 

enabling the high strengths to be realised. Usually irons made with 
large percentages of steel scrap have to be poured at higher temperatures 
than ordinary irons and the operation of the cupola and the moulding 
technique require considerable experience and careful control if success 
is to be attained. 

Alloy Cast Irons. These, as stated, usually contain more than 2 to 
2 \ per cent of nickel and the effect of the increase is to harden and 
strengthen the matrix of the iron, enabling the structure to be made 
sorbitic or martensitic with rates of cooling that are practicable^ The 
iron can then be heat treated on similar lines to steel so as to modify the 
structure and obtain the increased strengths desired without undesirable 
properties such as brittleness. Heat treatment is thus frequently an 
essential part of the production of high duty cast irons. Percentages of 
nickel between 2Jr and 6 are commonly used in irons for ordinary castings 
and the heat treatment is usually a quenching in oil from a temperature 
of about 850° C. followed by a tempering at temperatures up to about 
350° C. for the irons containing the lower percentages (2-J-4) of nickel, 
while the irons containing the higher percentages are usually cooled 
slowly from about 700° C. to make them machinable and, after machining, 
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are’ heated to about 800° C. and cooled in an air blast in order to obtain 

the required strength. 

For certain special purposes, such as when corrosion or wear resistance 
is necessary, it has been found that austenitic steels and irons are the 
best to use. An austenitic structure can be produced in cast iron by 
using high percentages (up to 20) of nickel. The use of additional 
elements such as manganese, copper, chromium, and molybdenum enables 
similar results to be obtained with smaller percentages of nickel and thus 
reduces the cost. Thus Ni-Resist , which is a patented iron, has a 
composition as under: 


Total carbon .... 2*7-3*2 Phosphorus .... 0*4 max. 

Silicon .1 *0-2*0 Nickel.12-16 

Manganese.0*8-1 *5 Copper . . . . 6-8 

Sulphur ...... 0*12 max. Chromium .... 1*5-4 


The last three elements may conveniently be introduced into the cupola 
in the form of A.C.C. pig, which is a nickel-copper-chromium alloy. 
Nickel and copper may also be added in the form of monel metal (see 

p., ; 60). 

The austenitic irons, like the manganese steels but to a lesser extent, 
tend to work harden and this makes it necessary to use lower machining 
speeds than would otherwise be possible. The compositions and 
properties of a number of special irons are given in the table on p. 53 , 
which is based on information supplied by the Bureau of Information on 
Nickel. 

The addition of molybdenum to cast iron results in an improvement in 
the physical properties and percentages between 0-5 and 1*5 are com¬ 
monly used. When molybdenum is present the carbon content is 
generally kept down to between 3 and 3*25 and the silicon is limited to 
about 2*25 per cent. Molybdenum is also used together with nickel, 
thus the composition 


Carbon.3 *5-3 *8 Manganese .... 0*5-0*65 

Silicon . 2*2-2*35, Nickel.0-4-0-5 

Chromium ..... 0*8-1 *0 Molybdenum . . . 0-4-0-5 


has been used for the cast camshafts of motor-car engines. This iron 
has a tensile strength of about'23 tons per sq. in. 

Copper is also frequently added to special cast irons ; for example, the 
compositions used for the cast camshafts and crankshafts of Ford motor¬ 
car, engines are: 


Camshaft. 
Crankshaft 


Carbon Silicon 

3*3-3*65 0*45-0*55 
1-25-1*4 1 *9-2*1 


Man- Ckro- 

ganese miwn 


Copper 


0*15-0*35 0-0*2^ 2*5-3*0 

0-5-0-6 0*35-0*4 2*5-2*75 


Phos¬ 
phorus 
0*05 max. 
0*1 max. 
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Chapter 3 

NON-FERROUS ALLOYS 


The non-ferrous materials used in engineering are nearly ail alloys, the 
chief exceptions being copper and aluminium, which are used fairlv 
extensively in the unalloyed state. Non-ferrous alloys are very' numerous ; 

they are grouped thus : 


1. Brasses—alloys of copper and zinc. 

2. Bronzes—alloys of copper and tin. 

3. Special brasses and bronzes. 

4. Copper-nickel alloys. 

5. Bearing alloys. 

6. Aluminium alloys. 

7. Magnesium alloys. 

8. Miscellaneous alloys. 

Copper. 1 Three principal types of copper are used in engineering, 

namely, high conductivity (H.C~) copper, best select . copper > and arsenical 

copper . The three varieties may all be obtained free of oxygen, being 
then called “ de-oxidlsed 55 or “ oxygen-free ” ; but normally they contain 
a small-percentage of oxygen, and are then known as tough-pitch.. 
M.C. copper" is 99*9 per cent copper, and has the highest. electrical and 
thermal conductivities obtainable in the metal; best select copper contains 

small amounts of.various impurities, but is suitable for most purposes ; 

arsenical copper contains up to about 0*5 per cent of arsenic, which 

improves the mechanical properties. 

Copper can be, and is, cast, but its mechanical properties are greatly 
improved by rolling, forging, etc., and it is used chiefly in the cold- 
rolled and annealed state. Typical values for the mechanical properties 
are given in the table below : 


Condition 


As cast. 

* Cold-worked . 

* Cold-worked and annealed 


Ultimate strength 
Tons per sq. in. 
10-11 
20-26 
14-16 


Elongation on 2 in. 
Per cent 
25-30 
5-20 
50-60 


Brinell No. 

40-45 

80 - 100 * 

45-55 


* These figures apply to sections exceeding i in. in thickness. 


When heavily worked, as, for example, in wires, the tensile strength may 
be as high as 30 tons per sq. in., the elongation being then only 1-5 per 
cent. 


Brasses. These may be subdivided into 

(a) The a-brasses, containing up to about 37 per cent zinc ; 

(b) The a-jS-byasses, containing between 40 and 44 per cent zinc. 


i The information contained in this article is based on data contained m a 

publication of the Copper Development Association. 
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The x-brasses are capable of being cold-worked to a remarkable extent, 
and may be rolled, pressed, and drawn. They can also be worked hot, 
but not nearly so readily as cold, while the presence of .quite small 
amounts (0-1 per cent) of impurities such as lead will make them “ hot- 
short.” Two “ qualities ” of brass are commonly used, basis quality, 
containing about 63 per cent copper and 37 per cent zinc, and cartridge 
brass, containing about 70 per cent copper and 30 per cent zinc. A 
variation of the latter is Admiralty brass, whose composition is 70 per 
cent copper, 29 per cent zinc, and 1 per cent tin. In the annealed state 
cartridge brass has an ultimate strength of about 20 tons per sq. in., an 
elongation of about 70 per cent on 2 in., and a Brinell hardness of about 
60. Cold-working hardens the x-brasses and reduces their ductility; 
thus, hard-rolled sheet gives an ultimate strength of about 35 tons per 
sq. in., an_ elongation of about 12 per cent, and a Brinell hardness of 
between 150 and 200. Four “tempers ” are commonly recognised as 
being imparted to brasses by various amounts of cold-working ; they 
are .• (1) Soft ; (2) Quarter to half-hard ; (3) Hard ; (4) Extra or 

spring hard. 

The annealing of brasses is a re-crystallisation process, during which 
new small crystals are formed. This re-crystallisation does not occur at 
temperatures below 280° C., and heating to within this limit is done 
merely as a stress-relieving operation. At temperatures' over 400° C. 
grain growth may occur if the heating is unduly prolonged. Annealing 
is usually done at temperatures between 300° and 600° C and the 
material may be quenched in water, or cooled in air, afterwards, the rate 
or cooling being unimportant. 

Articles made of x-brasses that have been cold-worked often exhibit 
what is called season-cracking —the formation of cracks some time after 
manufacture and without the application of any external load. This is 
due to the internal stresses left in the material by the cold-working, and 
is accelerated by corrosive atmospheric conditions. It can be obviated 
>',. St ^ es r re ^Y ln g the articles by heating them to between 250° and 

r „ “ r Mf “ hour one hour - As mentioned above, this treatment 
has no effect on the mechanical properties of the brasses. 

Brasses do not show any well-marked yield point or elastic limit, and 
so it is common practice to specify a proof stress (see Chap. 1). 

The a-p-Brasses. When the zinc content exceeds 39 per cent a 
second constituent the (1-form) appears in the microstructure of brass 
This constituent makes the brass readily workable while hot. When the 
zmc content exceeds 49 per cent a third constituent (the y -form) appears 
but brasses containing this constituent are rarely used. TkS r « 
coning between 39 and 44 per cent of zinc are, howeveq widely uTed 
for ho -pressings stampings, etc. One of the bm known mid earlS 
examples is that known as Muntz metal, whose composition is approxi- 
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matelv 60 per cent copper and 40 per cent zinc. It is somewhat difficult 
to machine, but this can be remedied to a large extent by the addition of 
up to 3 per cent of lead. The lead, however, makes the metal hot short 
at about 550° C. and at temperatures above 750° C., so that it can be 
forged only between 650° and 750° C. Lead is not soluble in copper or 
zinc, and remains merely distributed throughout the mass ; trouble is 
consequently sometimes experienced from undue segregation. Muntz 
metal hot-stampings will give an ultimate strength of about 22-25 tons 
per sq. in. and an elongation of about 30 per cent on 4 in. Naval brass 
is approximately Muntz metal plus l-l\ per cent tin. ■ 

Bronzes. These are alloys.of copper and tin ; although up to 16 per 
cent of tin may be retained in solution in copper if the alloy is cooled 
very slowly, the amount that can be retained with practical rates of 
cooling is about 8 per cent. Bronzes containing up to 8 per cent of tin 
correspond, therefore, roughly to the a-brasses ; they can be cold-worked, 
but not so easily as the brasses. Tin contents greater than 8 per cent 
are used for castings and small amounts of phosphorus are sometimes 
added to help in the elimination of tin oxide and to improve the 
mechanical properties. Excess of phosphorus leads to brittleness and 
normally the content is only about 0-05 per cent; in true phosphor bronze 
the phosphorus content is from 0T to 0-5 per cent. In the form of cast¬ 
ings phosphor bronze will give an ultimate strength of about 18 tons 
per sq. in. with an elongation of about 4 per cent. The wrought' 
bronzes will give ultimate strengths of 22-24 tons per sq. in. with 
elongations of about 60 per cent in the annealed state, while in the 
worked condition the ultimate strength may be as high as 50-60 tons 
per sq. in. 

Gun Metal. This is an alloy of copper, tin, and zinc and is widely 
used for castings, particularly when they are of complicated form. A 
common composition is copper 88 , tin 10 , and zinc 2 per cent, and this 
will give an ultimate strength of about 17 tons per sq. in. together with 
an elongation of about 20 per cent. 

Special Brasses and Bronzes. Additions of manganese, nickel, iron, 
aluminium, and some other elements improve the properties of brass and 
bronze and are widely used. In brasses the resulting materials are 
generally known as high tensile brasses , but the name bronze is often mis¬ 
applied. An example of a high tensile brass is delta metal , which is 
an a-jS-brass containing about 2 per cent of iron and 1 per cent of man¬ 
ganese ; this alloy may be cast, may be worked hot (above 500° C.), is 
resistant to corrosion, and has mechanical properties that make it a useful 
substitute for mild steel. Another example is manganese bronze ; this is 
an a-j 8 -brass plus 1-2 per cent of manganese and, sometimes, 2-3 per 
cent of nickel and up to 4 per cent of aluminium. Tensile strengths 
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from 30 to 35 tons per sq. in., together with elongations of 10-35 per cent, 
can be obtained and the properties can sometimes be improved by heat 
treatment. Manganese bronzes can be forged and hot stamped between 
600" and 750° C. but are hot short at higher temperatures ; they are 
subject to undue grain growth if held for too long between 700° and 
800” C. and the mechanical properties are then greatly reduced ; this 
cannot be remedied except by re-melting. 

In recent years much progress has been made in the development of 
brasses that can be heat treated so as to be made soft for working and 
then hardened and improved in mechanical properties. One such alloy 
has the composition, copper 72 per cent, nickel 6 per cent, aluminium 
\\ per cent, and zinc 20£ per cent; it may be annealed by quenching 
in water from 850° C. and hardened by re-heating to about 500° C. and 

Elongation 
Per cent 

*60 
30 

11 

The aluminium content also improves the corrosion resistance. This 
alloy should be compared with the copper-nickel alloys on p. 60, 

Aluminium Bronzes. This name has been given to alloys of copper 
with up to 12 per cent of aluminium and, sometimes, nickel, manganese, 
and iron. The copper-aluminium alloys containing less than about 
7 per cent of aluminium possess great ductility; for example, an alloy 
containing 4 per cent of aluminium will give an elongation of 80 per cent 
on 2 in. ; these alloys may consequently be readily worked cold. Alloys 
containing from 8 to 12 per cent of aluminium are used for castings and 
will give a tensile strength of about 30 tons per sq. in. and an elongation 
of 20-40 per cent on 2 in. in the sand-cast state. When die-cast the 
tensile strength is some 30 per cent higher. The alloys are susceptible 
to a heat treatment consisting of quenching and tempering, as is shown 
by the tables below and which relate to an alloy containing about 9*5 per 
cent of aluminium. 


Quenching tempera¬ 

Ultimate strength Elongation on 2 in. 

Izod value 

Bnnelt 

ture c C. 

Tons per sq. in. 

Per cent 

Kg-m. 

No. 

(Slowly cooled) 

36-5 

33 

1*6 

175 

' 550 

37*0 

33 

1*7 

173 

650 

40*0 

43 

5*1 

160 

750 

45*0 

32 

4*1 

217 

850 

54*5 

17 

3*2 

218 

. 9S0 

58*0 

5 

5*2 

218 


cooling slowly. Its properties are shown in the table below : 


Condition 


Annealed. 

Heat treated ..... 
Heat treated after cold 
working. 


Ultimate strength Proof stress 
Tons per sq. in. Tons per sq. in. 

23 5 

36 22 


48 


45 
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Ultimate 

Elongation 

Proof stress 

Diamond 

Condition 

strength 

on 2 in. 

(0* 1 per cent ) 

pyramid 


Tons per 

Per cent 

t.$.i. 

hardness 

Hot worked and drawn . 

sq. in. 

33*4 

28 

15*4 

178 

Heated 1 hour at 900° C. 
and quenched . 

48-6 

29 

12*6 

187 

Quenched from 900" C., 
tempered 1 hour at 

400° C. . ^ . . . . 

48*5 

29 

13*7 

185 

Quenched from 900" C., 
tempered- 1 hour at 

600° C. . . . . . 

45*2 

34 

15*4 

168 

Quenched from 900 a C., 
tempered 1 hour at 
650° C. 

41*8 

48 

14*4 

150 


These alloys have excellent corrosion-resisting properties, being practi¬ 
cally equal in this respect to an 80/20 cupro-nickel (see p. 60); their 
corrosion-fatigue properties are also very 7 good. They are suitable for 
gravity die-casting but require special treatment when cast in sand 
moulds, partly because they have a very narrow freezing range and partly 
because they absorb gases and oxides rather readily when molten ; thus 
generous risers and non-turbulent gating are necessary 7 (see Chap. 4). 

The compositions of the more complex aluminium bronzes are 
commonly’aluminium 9-11, nickel 3-5, manganese up to 1, iron up to 
5 per cent, the balance being copper. In the form of sand-mould 
castings they will give the following properties: ultimate strength, 
35-45 tons per sq. in.; elongation, 30-15 per cent; Brinell, 120-150. By 
quenching from 850° C. and tempering at between 600" and 650" C. the 
ultimate strength may be raised to between 44 and 50 tons per sq. in., 

. the elongation being reduced to 15-5 per cent. 

Nickel Bronzes. These are" of two types : -(a) low nickel , and 
(b) high nickel. The former contain 3-5 per cent of nickel, 5-10 per 
cent of tin, and 0-2 per cent of zinc, and in the form of sand-mould 
castings will give an ultimate strength of 18-24 tons per sq. in. with an 
elongation of 20-10 per cent. The high nickel bronzes contain 15-60 
per cent nickel, 6—12 per cent tin, 1—2 per cent zinc, up to o per cent 
silicon, and 0*1 per cent magnesium. They will give, in the sand-cast 
state, ultimate strengths up to 30 tons per sq. in. 

Copper Leads or “ Lead Bronzes.” These names have been given 
' to a series of alloys of copper and lead with or without tin. They may 
be divided into three groups : (a) those containing 5-10 per cent of 
tin and 8-10 per cent of lead, which are used for castings for heavily 
loaded sliding members, slide-valves, bearings, etc. ; (b) those containing 
up to 35 per cent of lead and only about 5 per cent of tin ; these are 
.. sometimes called plastic btonzes y they have little strength and are used 
chiefly as linings to bearings, shells being used to support them. The 
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ni L'roup comprises the alloys in which very little or no tin is used 
and these are dealt with under Bearing Alloys on p. 62. 

_ Copper-Nickel Alloys. Nickel and copper alloy together in all propor¬ 
tions so that the range of copper-nickel alloys is extremely wide. The 
addition of nickel to copper improves the mechanical properties and 
increases the resistance to corrosion. Up to 2 per cent of nickel is 
consequently now commonly added to copper for such things as loco¬ 
motive firebox stay rods ; in special circumstances up to 12 per cent has 
been used. When the nickel content, is between 15 and 30 per cent the 
alloy has remarkable drawing properties, and is used for the sheaths or 
envelopes of rifle bullets ; these alloys are called cupro-nickels. A 70/30 
cupro-nickel is widely used for condenser tubes as it has been found 
to have outstanding resistance to corrosion and erosion. These tubes 
are produced by an extrusion ’process followed by cold reduction in 
dies. The mechanical properties of the alloy are given in the table 


Condition 
As drawn 

Drawn and annealed 


Elastic limit Ultimate strength 
Tons per sq. in. Tons per sq. in. 


28 


on 2 in. 
Per cent 
9 
44 


nnnell 

No. 

140 
90 


Its fatigue strength is±l 1-6 tons per sq. in. in the annealed'state and 
d tons P er sc b ln - a ft er cold working and stress relieving. 

Higher nickel contents, between 40 and 45 per cent, 'give allovs 
possessing exceptionally high electrical resistance ; for example Con- 

of” etaL Thi n iS 0ne T ° f the m0St wide, y used and remarkable 
of the nickel-copper alloys. It contains about 70 per cent nickel, up to 

4 per cent iron, up to 2 per cent manganese, and traces of other elements 
the balance being copper. It possesses very high corrosion resistance 
coupled with excellent mechanical properties, the latter, which are better 
than can be obtained with most other non-ferrous alloys, being well 
maintained at high temperatures. Monel metal can becast and can 
also be worked both hot and cold ; its mechanical properties are given 

be °Ii- , Recent researches have shown that, as with the 
nickel bronzes, additions of certain elements will make monel'metal 
amenable to heat treatment. The elements used are aluminium, silicon 
and beryllium and the hardening is a “precipitation” process which 
occurs briefly as follows. The elements combine with LkdVfbS 
compounds that are normally insoluble in the monel metal baseT 
ordmary temperatures but which can be retained in solution by raoid 
coolmg. When the compounds are in solution the alloy is sift L 
readily workable, but when they are precipitated out E b d 

between 400° and 500° C. and Jiing “ 

hardened and its mechanical properties are improved. Cold working 
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also increases the strength and hardness but, of course, reduces the 
ductility. The relative properties of ordinary and heat-treated monel 
metal are shown by the following table : 


Condition 

Ultimate 
strength 
Tons per 

Elongation 

on 2 in. 

Per cent 

Reduction 
of area 

Per cent 

Brinell 

No. 


sq. in. 




(Annealed. 

31*3 

50-0 

72 

120 

Cold drawn, 26 per cent. 





reduction of area . . . 

Cold drawn, 26 per cent, 
reduction of area, stress 

50*2 

19*5 

64 

200 

, relieved. 

52*3 

22*0 

60 

205 

r Quenched in water from 





800° C. 

Quenched in water from 

35*0 

45*0 

65 

143 

800° C. and reheated 
Water quenched, cold- 

6.0-0 

30*0 

45 

270 

drawn (15 per cent re¬ 
duction of area) and 





„ reheated. 

76-0 

20-0 

30 

310 

A—Ordinary Monel metal, 

] 

B — Heat-treatable Monel metal. 


In castings silicon is used to make the alloy heat-treatable and its effect 

is shown by the table below. 

, t Ultimate strength Elongation 

* ' °** Tom per sq. in. Per cent 


Ordinary monel metal .. 24 18 

,, ,, plus 2*75 per cent Si 38 16 

„ ,, plus 3*75 per cent Si 45 5 


The effect of rate of cooling with' these alloys is just the opposite to 
the effect with cast iron ; thus, slow cooling will produce the harder, 
stronger structures, while rapid cooling by means of chills will produce 
softer, weaker metal. 

The addition of aluminium, silicon, and beryllium to copper-nickel 
alloys containing up to about 30 per cent of nickel produces alloys that 
are heat-treatable and which have high corrosion resistance, though not 
to the same extent as monel metal. For example, an alloy containing 
30 per cent nickel, \\ per cent aluminium, and the balance copper, gives 
an ultimate strength of 27 tons per sq. in. in the annealed (water quenched) 
state, and this value is raised to about 48 tons per sq. in. by reheating ; 
if cold work is done on the alloy before reheating the strength may be 
raised as high as 56 tons per sq. in. The table below shows the effects 
of silicon and beryllium on an alloy containing 80 per cent copper and 
20 per cent nickel, and also the properties of an alloy containing only 
6| per cent of nickel. Generally speaking the corrosion resistance of 
the copper-nickel alloys improves as the precentage of nickel increases. 


Alloy 

Cu, 80% ; Ni, 20% ; Si, 0-24% 
Cu, 79% ; Ni, 20% ; Be, 1-0% . 
Cu, 92% ; Ni, 6i% ; Al, 14% . 


Ultimate strength Elongation Brinell 
Tons per sq. in. Per cent No. 

.35 65 140 

51 9 218 

44 20 — 
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Nickel Brass or Nickel 44 Silver.” These names, and also the 
name German silver , are applied to alloys of copper, zinc, and nickel ; 
the copper/zinc ratio is generally about 70/30 while the nickel content 
ranges from 5 to 30 per cent. The alloys have a silvery appearance and 
possess very good resistance to atmospheric oxidation and corrosion, 
hence they find a wide use in both engineering and commercial applica¬ 
tions. The table below gives some typical compositions. 


Copper 

65 

65 

• 64 

62 

55 

Zinc . 

. . 25 

20 

18 

33 

27 

Nickel . . 

, . 10 

15 

18 

5 

18 


Recently it has been found that, as with monel metal and the high tensile 
brasses, the addition of aluminium makes these alloys heat-treatable. 

Bearing Alloys. It has been found that the most suitable material 
for use in many bearings is one in which grains or blocks of a hard con¬ 
stituent are embedded in a matrix of comparatively soft material. This 
is because the soft matrix permits the bearing to deform sufficiently to 
conform to the journal or shaft, while the hard blocks keep the wear 
low. The soft matrix also absorbs any particles of foreign matter that 
may get into the bearing and thus prevents scoring of the journal. Most 
of the bearing alloys now in use have this type of structure. 

The structure is obtained in phosphor-bronze, but the matrix material 
is too hard for these alloys to be satisfactory in heavily loaded, high¬ 
speed bearings, such as big-end and main bearings of high-speed internal 
combustion engines. For lighter duties, however, phosphor-bronze is 
much used ; the tin content may range from 5 to 20 per cent but usually 
is between 10 and 12 per cent, phosphorus is between 0*05 and 1*0 per 
cent, and up to 20 per cent of lead may be included. Phosphor-bronze 
bushes are sometimes made by moulding a mixture of copper and tin, in 
powder form, in presses under heavy pressures (up to 40,000 lb. per 
sq. in.), heating up to about 700° C. } and cooling in air or quenching in 
oil. These bushes, being slightly porous, can retain oil in the pores, 
thus making them self-lubricating over long periods. Graphite may 
also be included in the mixture of powders. 

For heavy duty bearings white-metal alloys or copper-lead alloys are 
now generally used. The oldest white metal is Babbitt's metal , which 
contains about 85 per cent of tin, 5 per cent of copper, and 10 per cent 
of. antimony.. The antimony, in the form of a solid solution in some of 
the tin, provides the hard blocks or grains ; these blocks, being lighter 
than the matrix metal, tend to float to the surface, but this is largely 
prevented by the formation of a compound of copper and tin which, 
being present in the form of a mass of needle-like crystals, entangles the 
antimony-tin blocks and thus prevents undue segregation. Because tin 
is very expensive attempts have been made to develop white metals 
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containing smaller percentages than are used in Babbitt metal, and metals 
containing 75-85 per cent of lead, 5-15 per cent of antimony, and only 
5-12 per cent of tin are now in use. The percentage of antimony is 
generally between 10 and 12 and this element again provides the hard 
blocks in the structure. Broadly speaking the higher the lead content 
the less severe the duty the bearings can withstand. 

In recent years “ alloys ” of lead and copper (misnamed lead <£ bronzes ”) 
have been developed and have largely displaced white metals in high 
duty bearings. These alloys contain from 25 to 45 per cent of lead, 
from 60 to 75 per cent of copper, and small amounts of other elements ; 
for example, up to 1 per cent of tin or 1 - 1 -J per cent of nickel -and up 
to 0*5 per cent iron. 

Lead and copper do not dissolve in each other at all and lead bronzes 
are., merely mixtures of the two metals. Segregation is, therefore, a 
difficulty that is commonly met in. the production of copper-leads, but 
with suitable casting or melting techniques it can be avoided. 

Alloys of copper, lead, and silver have been used to some extent for 
bearings, and alloys of cadmium, silver, and copper are in fairly exten¬ 
sive use ; a typical alloy has the composition 97*5 per cent cadmium, 
2*25 per cent silver, and 0*25 per cent copper ; this alloy is said to have 
a higher fatigue strength than Babbitt metal but to suffer from liability 
to corrosion if organic acidic compounds are present in the lubricating 
oil. This corrosion trouble has also been experienced, to some extent, 
with lead-bronzes. A cadmium alloy containing about l\ per cent of 
nickel has also been used. 

The most recently developed bearing alloys are the aluminium base 
alloys such as the Ouarizal alloys developed in Germany and the alloys 
developed by Rolls-Royce, Ltd. The former contain from 2 to 15 per 
cent of copper ; the latter have the compositions : (a) Tin 5*5-7, nickel 
1*4-1 *7, magnesium 0*7-1, copper 0-6-0-9 per cent; and (b) Tin 4*6-5, 
nickel 1*6-2, magnesium 0*35-0*5, antimony 0*4-0*8, manganese O*7-0*9, 
and silicon 0*45-0*6 per cent, the balance in each composition being 
aluminium. The first composition (a) is used for big-end bearings and 
the second (b) for main bearings. These alloys are said to retain their 
hardness at the temperatures ordinarily met in bearings much better than 
other bearing alloys and their initial hardness is over twice that of the 
copper-lead alloys. 

Aluminium Alloys. Pure aluminium is too soft, and its tensile 
strength is too low, for it to find much use in engineering applications 
but it is extensively used in a 99*9 per cent pure state for such things as 
motor-coach body panels, trimming, and fittings, and for architectural 
and domestic purposes. Additions of certain elements, however, 
9 ' improve the mechanical properties so much that, weight for weight, 
aluminium alloys are equal in strength to the best alloy steels and are 
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consequently very widely used. The principal alloys may be grouped as 

follows : 


1. Aluminium-copper alloys. 

2. Aluminium-zinc-copper alloys. 

3. Aluminium-silicon alloys, sometimes with copper in addition. 

4. Alloys .1, 2, or 3 with additions of magnesium, manganese, nickel, 

or tin. 

5. Complex alloys, duralumin, Y-alloy, the R.R. alloys, etc. 


iron, 


The Aluminium-Copper Alloys. The addition of copper hardens 
and strengthens aluminium, the tensile strength increasing steadily with 
the copper content up to about 8 per cent of copper, beyond which point 
little improvement occurs. Up to 12 per cent is, however, used because 
the machining properties of the alloy are improved by the higher copper 
content. Two alloys in this group are widely used for castings ; one 
contains about 12 per cent of copper and the other from 6 to 8 per cent. 
The properties of the latter can be improved by a heat treatment con¬ 
sisting of heating to about 540° C. and quenching in water but the 
improvement does not occur until some days after the treatment. This 
delayed action is known as ageing and is characteristic of many aluminium 
alloys. The time required for ageing can often be reduced from several 
days to a few hours by heating the article in boiling water. The ultimate 
strength of the 6-8 per cent copper alloy in the “ as cast ” condition is 
about 11 tons per sq. in. and this increases after heat treatment and 
ageing to about 20 tons per sq. in. 

The explanation of ageing is generally accepted to be as follows : 
Copper can be retained in solution in aluminium to the extent of only 
1-2 per cent at atmospheric temperatures but to the extent of about 
6 per cent at 540° C. ; hence, a slowly cooled 6 per cent copper alloy 
will consist of crystals of aluminium, with about 1| per cent of copper in 
solution, surrounded by a network of a copper-aluminium compound 
fCuAI 2 ) containing a higher percentage of copper. By heating to 540° C 
for some hours a good deal of the compound will be broken up and its 
copper wi go into solution in the aluminium. By quenching in water 
this copper may be retained in solution, but not indefinitely, because the 
quenched alloy is unstable and the excess copper is ultimately precipi¬ 
tated in a very finely divided form ; this gives the resulting material its 
ST? r e , ChamCal p . ropertles - Magnesium, in the presence of silicon, 
so Jo! rtt C “ T C ° mbme j t0 form Mg 2 Si, acts in a similar manner and 

r d ^r If0n ten A, t0 Check the P reci Pitation but this action is 

reduced by the presence of silicon, which combines with the iron. 

AU ° yS - The addition of zinc also hardens 
, minium but when the percentage exceeds about 13 the alloy suffers 

om hot shortness and is thus unsuitable for castings. This hot short¬ 
ness can be eliminated by the introduction of 2*-3 per cent of copper 
and an alloy containing 13-14 per cent zinc and 2£-3 per cent copper is 
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widely used. It has an ultimate strength of between 11 and 16 tons 
per sq, in. 

Aluminium-Silicon Alloys. In these alloys the silicon content 
ranges from 5-15 per cent and the alloys possess work-hardening pro¬ 
perties. Thus aluminium-silicon sheets are supplied in three <£ tempers,’ 5 

hard, medium, and soft, according to the amount of work done on them 
during the rolling process. The properties of the three grades are 
shown in the table below. 

r-y j Ultimate strength Elongation 

Tons per sq. in. Per cent 


Hard.12-14 9-15 

Medium ..10-12 15-10 

Soft. 9-10 30-20 


When the silicon content is between 8 and 15 per cent the properties of 
castings may be improved by putting a small quantity of an alkaline 
metal, an alkaline-earth metal, or one of their compounds, into the molten 
metal immediately before pouring. Sodium is commonly used and the 
result is a great refinement in the structure of the material, the addition 
apparently checking the growth of the first crystals formed and keeping 
them small in size. The process is known as ?nodification. Thus a 
13 per cent silicon alloy cast in the ordinary 7 way might show an ultimate 
strength of only 6-8 tons per sq. in. and an elongation of only 0*5-1*25 
per cent. If modification is done then this alloy might show an 
ultimate strength of 12-16 tons per sq. in. and an elongation of 7-15 per 
cent. The modified alloys are very malleable in the as-cast condition ; 
they also shrink less than most other alloys during solidification and this 
helps in the production of sound castings. 

Examples of alloys coming in this group are Alpax, the alloy generally 
known as L.33, and the alloy known as Lautal. Alpax is similar to L.33 
which contains 10-13 per cent silicon and, when cast in sand moulds, has 
an ultimate strength of about 10 tons per sq. in. and an elongation of 
about 5 per cent. Lautal, which contains 4 per cent of copper and 2 per 
cent of silicon, does not age at room temperatures but requires to be 
heated for periods up to 16 hours at between 120° and 130° C. It is 
supplied by the manufacturers in four grades, the properties of which 
are tabulated below : 


Grade 


Normal . 
Unhardened 
Soft annealed . 
Hard rolled . 


Ultimate strength 
Tons per sq. in. 
24-27 
19-22 
14-15 
28-38 


Elongation 
Per cent 
25-18 
25-18 ' 
28-20 
15-3 


Brined No. 


90-100 

70-80 

50-55 

100-135 


The tensile strength in the as-cast condition is comparatively low and 
- the figures quoted above are for rolled sheets that have had considerable 
work done on them. The unhardened grade can be brought to the 

S 


N 


R 


f 
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normal condition by heating to between 120° and 130° C. for 16 hours. 
Annealing is done by heating to between 350° and' 400° C. and cooling 
slowly; annealed material can be brought to the unhardened condition 
by heating to between 490° and 510° C. and quenching in water. Other 
elements that are used in aluminium-copper, aluminium-copper-zinc, and 
aluminium-silicon alloys are magnesium, manganese, nickel, iron, and tin. 

Duralumin. This is one of the oldest and best known aluminium 
alloys and is widely used in the form of forgings, pressings, and rolled 

.sections but is not. suitable for castings. -Its composition is copper 

3*5-4-5, manganese 04-0*7, silicon about 0*4 per cent and, sometimes, 
magnesium 0*4-0*7 per cent. Iron is usually present but must be kept 
below 0*5 per cent. Duralumin can be worked readily at temperatures 
, -of about 500" C. and after quenching ages over a period of 4-5 days. 

-Alloy. This has the composition copper 4, magnesium 1*5, and 
nickel 2 per cent. It may be forged but is most widely used for castings. 
To develop its best properties it must be quenched in boiling water from 
a temperature of about 515° C. and then be aged at room temperature 
for about 5 days or in boiling water for about 2 hours. Its ultimate 
strength is about 14 tons per sq. in. in the cast and heat-treated form 
but chill castings, after heat treatment, may show a strength of 20 tons 
per sq. in. The alloy maintains its strength well at high temperatures 
and is widely used for the pistons of internal combustion engines. Heat 
treated forged Y-alloy will give an ultimate strength of 23-27 tons per 
sq. m., an elongation of 17-22 per cent, and a Brinell hardness of 100-105. 

- a o\ should never, in melting, be raised to a temperature higher 
than 750° C. 6 

The R.R. Alloys. These have been developed by Rolls-Royce, Ltd 
and are manufactured by High Duty Alloys Ltd. The chief alloys are 
tour m number and their compositions and properties, after heat treat¬ 
ment, are given in the table, below : . 


Alloy 


R.R.50 . 
R.R.53 . 
R.R.56 . 
R.R.59 . 


Cn Ni Mg Fe Ti Si 


ISO' 
2*25 
2*00 . 
2*25 J 


1*3 


f°’l 

I 1*6 

1 9*8 
11*6 


1*0 

1*4 

1*4 

14 


0*18 2*20 
0*10 1*25 
0*10 0*70 
0*10 0*50 


Ultimate 

strength Elongation 
Tons per Per cent 
sq. in. 

11 3 

24 1 

30 10-20 

24 8 


Brinell 

No. 

70 

130-150 

120-160 

130 


fep\ S ciaUv°ni st o n % USed re ? e f iv 4 for g en eral castings, die-casting f 
treatmelts Sven tn f? rgmgS ’ and for § ed pistons. The heal 

to between 510= and 540=°C fo lhTou^ Sim ° ar and . Consist of 
to between 155= anhlMc M^ m ™ ter > 

water. For the R R i l i v°1° h ’ finally aching in 
R.R.50 alloy the first heating and quenching are omitted. 
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The R.R.53 and R.R.59 alloys maintain their properties well at high 

temperatures. 

Classification of Aluminium Alloys. A useful method of classifying 
aluminium alloys is according to their mechanical strength and, when this 
is done, they are found to fall roughly into three groups as indicated in 
the Table below. 

ALUMINIUM ALLOYS 

| Loiu strength I Medium strength High strength 


Condition 


Sheets 
Extrusions 
Forgings . 
Castings . 


6 -S, 




C' 

6 


^ x? 


0 

2- 5 

3- 8 


5-9 | 5 7-27 11-30 2-25:14-21 20-27 

J-8 1 25-40 ! 7-14 111-24 i 15-25 | 14-27 i 18-33 

‘ — ! 7-19 j 12-25 i 8-25 1 14-26 ! 19-30 

7-161 0-101 6-13 | 7-17 \ 2-12 11-25 14-28 


8-15 

8-15 

6-20 

0-15 


Magnesium Alloys . The only magnesium alloys of any importance 
are those known by the trade name Elektrofi. Of these there are several 
compositions, eachused for certain particular purposes and each possess¬ 
ing special properties. One alloy, used for castings, has the composition 
aluminium 9-11, zinc less than 3*5, manganese less than 0*5, impurities 
less than 1*5 per cent, the balance being magnesium. This alloy has an 
ultimate strength of about 8 tons per sq. in. For rolling into bars an 
alloy is used which has the composition aluminium 11 per cent, zinc less 
than 1*5 per cent, manganese less than 1*0 per cent, impurities less than 
1*5 per cent. This alloy will show an ultimate strength varying from as 
high as 17 tons per sq. in. in the smaller sections down to about 14 tons 
per sq. in. in the larger sections. For extruding into bars an alloy 
containing not more than 0*2 per cent aluminium and not. more than 
2*5, 0*2, 0*2, 0*4, and 0*5 per cent respectively, of manganese, zinc, copper, 
silicon/and impurities is used. This will give a proof stress of 8 tons 
per sq. in. and an ultimate strength of about 15 tons per sq. in. with an 
elongation of about 2 per cent. For general forgings the composition 
aluminium 7*5-8*5, zinc 0*4-0*55, manganese 0*15-0*25 is used and will 
give a proof stress of 11-14 tons per sq. in. and an ultimate strength of 
18-22 tons per sq. in., a reduction of area of about 10 per cent and a 

Brinell hardness between 65 and 75. 

Elektron can be worked cold only to a very limited extent but at a 
temperature between 270° and 330° C. it may be worked readily. It is 
the lightest alloy known at present and is used extensively in aeroplane 
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construction. It is poor in resistance to corrosion and must be protected 
by some surface treatment such as, for example, the R.A.E. chromate 
treatment or by painting. 

Miscellaneous Non-Ferrous Alloys. Pressure Die-Casting 
Alloys. The principal die-casting alloys are those having zinc, aluminium, 
lead, or tin as the base metal; the first two are much more widely used 
than the last two. Lesser used base metals are copper and magnesium. 

Two commonly used zinc base compositions are : (a) copper 2-5-3-5 
aluminium 3-5-4-S, magnesium 0-02-0-10 per cent; and ( b ) Copper 
0-1 max., aluminium 3-5-4-5, magnesium 0-03-0-08 per cent, zinc forming 
the balance in each alloy. The alloy with the higher copper content has 
a higher tensile strength but is not so stable as the other alloy and its 
properties, particularly its impact strength, deteriorate as ageing occurs. 
Zmc base alloys are very susceptible to inter-crystalline corrosion and to 
avoid this impurities must be kept to a very low percentage ; it is neces¬ 
sary, therefore, to use zinc whose purity is at least 99-99 per cent Zinc ' 
bas_e alloys shrink dimensionally at first but then grow over a period of 
4-5 weeks; this sometimes prohibits their use but the effect can be 
eliminated by annealing at 100° C. for 4 hours, cooling in air. The alloys 
cannot withstand temperatures in excess of about 150° to 20,0° C. but they 
take a very' good finish and, being cast at comparatively low temperatures 
can be cast in soft, mild-steel dies. Thus they are cheaper, other factors 
being the same, than most other die-casting alloys. 

Several aluminium alloys are used for die casting, but four of the 
most important are the following: Aluminium-copper, aluminium- 
silicon aluminium - silicon - copper, aluminium - silicon - copper - nickel. 

1 ypical compositions for these are given below : 


Copper , — 

Silicon , 5 

Nickel .. — 


12 


1*5 

1*0 

2*25 


4*0 

1*75 

4*0 


! Aluminium 
j balance 


I he aluminium base alloys are more stable dimensionally, and will stand 

higher temperatures than the zinc base alloys ; they are also free from 

inter-ciystalhne corrosion and retain their strength well at temperatures 

1 T,r r0 - th( V ca f n S temperature is higher than that of zinc 

to be a us°ed’ 'Thf l * ^ ? Sh ° rter Hfe and an allo y steel may have 
_ be used. They also require larger dimensional tolerances and cannot 

be cast in quite such thin sections. 

f/h°!t erS M TheSe ^ e diV - iSible int0 tW0 £ rou P s : (*) soft solders, and 
6) hard solders. The principal soft solders are lead-tin alloys ■ thus 

tinsmitk s solder ranges from about 40 per cent to about 70 per cent tin 
A composition tin 63 per cent, lead 37 per cent-gives the eutectic 

? V 83 ’ C ' ““ Stmdatd G » de B “ ld “S 

the composition, tin 50 per cent, antimony 2-5-3 per cent, lead 47-5-47 
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per cent. This is the type of solder used for most manufacturing 
work. Plumber's solder has the composition, lead 70 per cent, tin 30 per 
cent; it freezes over a wide range of temperature and, being pasty between 
the beginning and end of solidification, is suitable for making “ wiped ” 
joints. Tinsmith’s solder is always used with a flux, whose function is 
to render fluid the oxides produced and to form a film over the surfaces 
being joined so that the oxides. can be kept away. The chief fluxes are 
“ killed spirits ” or zinc chloride, ammonium chloride, resin, and tallow. 
Cored solder, in which the flux forms the core or cores, is obtainable and 
is being more and more used. 

When hard solders are used the process is sometimes called brazing 
and the solder is then called spelter ; a common composition for spelter 
is copper 50 per cent, zinc 50 per cent, but up to TO per cent of silver is 
sometimes included. Another hard solder is that known as silver solder ; 
this consists of 10 per cent nickel, 40-50 per cent zinc, the balance being 
copper. The flux commonly used for brazing and silver soldering is 
powdered borax. For methods of soldering, see Chap, 7. 

Low Melting Point Alloys. Alloys which melt at low temperatures, 
ranging from 60° up to 2Q0 C C., are of great use for certain purposes and 
numerous alloys have been developed. One of the oldest and most used 
is Wood's metal which melts at 60-5° C. It consists of bismuth 50, 
lead 25, tin 12-|-, cadmium 12-J- per cent. Another is Rose's metal which 
is the same as Wood’s, except that the cadmium is replaced by tin ; it 
melts at 93-7° C. Cerromatrix , an alloy developed by the Cerro de Pasco 
Copper Corporation, has the composition, bismuth 48 per cent, lead 
28*5 per cent, tin 14*5 per cent, and antimony 9*0 per cent. It melts 
over the range of temperature 102*5°-227° C. and expands on solidification. 
Among other uses it is used for setting press-tool punches into their 
holders. 
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Chapter 4 

THE PRODUCTION OF CASTINGS 

Castings are made by pouring molten metal into moulds and allowing 
it to solidify. The mould is usually made by means of a pattern. Thus 
the making of a casting involves : 

1. The making of the pattern. 

2. The making of the mould. 

3. The preparation of the molten metal. 

In addition, all castings require some “ cleaning up ” before they can be 
sent to the machine shops; this cleaning up is known as fettling and 
forms a fourth operation in the production of a casting. Pattern making 
is a skilled trade in itself and a knowledge of its technique, though useful 
to an engineer, is not essential; space is not available to deal with it in 
this book and for information about it reference should be made to books 
on pattern-making. The art of making the moulds also forms a separate 
skilled trade but some knowledge of the technique involved is desirable 
if not essential for an engineer or designer, because moulding difficulties 
are sometimes limitations to which the designer must conform and also 
the designer can often, simplify the moulding process by modification of 
his design, and unless he is aware of the difficulties he cannot help the 
moulder in this way. Moulding technique will, therefore, be considered • 
it should however, be understood that the treatment of the subject is 
not intended to be adequate for an engineer whose work lies in a foundry 
but only for those whose designs and products involve the use of castings, 
to_ enable them to appreciate the moulder’s difficulties and to be able to 

Tin T "L a v P ° SSib ! e - The P re P arat i° n of the molten metal 
t ’ althou ^ consi derable progress has been made towards 

h haTnit L?T’ “S ’ 33 Wkh Pattem - makin g> and f or similar reasons, 
it b tffis book h ° Ugh neCeSSaiy ° r desirabIe t0 do m ore than touch on 

Moulds for Castings. These may be divided into two groups : 

1. Green-sand, dry-sand, and loam moulds. 

■ 2 * Permanent moulds. 

partlv°b^tL Pr ° dU ^ e ° nI / u Singk CaSting P er mould and are destroyed 

EZ wl P ° Unng ° f 1116 m0lten metal “to them and partly in the 
removal of the casting after it has solid,'fiM , p . y . 

its own mmilrf Tu 8 * j*rr* soliaitieci * Thus each casting requires 

g state, whereas the dry-sand mould is dried out before the metal 
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is poured in. The adjective 44 green ” has no reference to the colour of 
the sand, which may range from yellow through red and brown to black. 
Both kinds of mould are made up in the manners described below ; loam 
moulds are quite different and are considered subsequently. 

Permanent moulds are usually made of metal and can be used over 
and over again so that the one mould may produce many thousands of 
castings before it is worn out and has to be scrapped. At the present 
time, however, the use of permanent moulds is almost entirely confined 
to the production of castings in zinc-base, aluminium, and brass alloys, 
although one or two foundries do use them successfully for iron castings. 
Castings produced in permanent moulds are called die-castings and the 
process will be considered later on. 

Sand Moulds. The simplest sand mould is merely a depression formed 


in the surface of a level bed of 
suitable sand and into which the 
molten metal is poured and allowed 
to settle. Such moulds are known 
as open sand moulds ; they are used 
only for very simple castings and 
need not be further considered. 
The majority .of sand moulds are 
made in two parts in wooden, 
cast-iron, or pressed steel moulding 
boxes or flasks . Several types of 
moulding box are shown in Fig. 26. 
The boxes are generally used in 
pairs, one for the bottom part of 
the mould and one for the top ; 



Fig. 26. 


the two parts must be registered relatively one to the other and must be 
securely fastened together wiien the metal is poured in. Registration 


and fixing together ' of the boxes 
is done by making them with lugs 
and pins as shown in Fig. 27. 
Unless the pins fit the holes fairly 
closely the registration of the boxes 
may not be very good and when 
close-fitting pins are used they are 
sometimes difficult to engage, 



particularly when the boxes be¬ 
come distorted through use. These 
difficulties are largely avoided in 
the design shown in Fig. 28 which 
has been patented (see Proc. 

Vol. XXX, p. 539). To register the 
boxes short, ball-ended pins, A and 



Fig. 27. 


f 




Fig. 28. 
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B, are provided ; one of the ball ends engages a cylindrical hole, fitted 
with a hardened bush, and the other engages a slot fitted with a hard¬ 
ened liner. The slot allows for 
distortion of the box so that this 
does not upset the registration. 
To guide the top box, while it is 
being put on and lifted off, longer 
parallel pins CC are provided, but 
these are comparatively free in the 
holes of the top box and are not 
relied on for registration ; the pins 
CC take the cotters for fixing the 
boxes together. Large moulding 
boxes are made with ribs or webs 
(A, Fig. 27) against which bent rods B, called gaggers, may be placed 
in order to help support the sand rammed into the box. The ends of 
gaggers should not project-above the edges of the ribs or there is a great 
danger that they may be struck during the ramming, with consequent 
damage to the mould. 

A Simple Two-part Mould. The simple mould shown in Fig. 29 
consists of a bottom box A, called the drag, which has the whole of the 
cavity of the mould formed in the upper surface of the sand it contains, 

and a top box, called the cope, which 
merely forms the cover to close the 
mould formed in the drag. The cope 
has openings C and D formed in it; 
the former is where the metal is 
poured in and is called the runner 
or sprue and the latter is called the 
riser . The riser serves to allow the 
air inside the mould to escape and 
also to give warning of the filling of 
the mould, pouring being stopped 
t . 1 . • when the metal is seen to rise to the 

top of the riser. Risers may be used for another reason which will be 
considered later and may also be called headers. Several runners and 

mn^r ° r nS6rS ^ b f US6d “ a krge or com Plicated mould. The 
runner may sometimes lead directly into the cavity of the mould but 

more often is connected thereto by a short passage E called the ^ 

first making up of this mould will now be considered. The drag is made 

SIl ?? 8 r* em md p,acin « “ <*■>»». i wrS. 

f? on eiiher a level p an of lhe foun j 

a special board called a turn-over board, putting a moulding box round 
it, and ramming sand tightly round it until the box is full Tf° 
of the sand is then struck off level with theuppeim'ost'edges^of 6 the^ox ' 
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Fig. 29. 



The Production of Castings 73 

by working a straight metal bar across it and the box,, together with the 
turn-over board if one is used, is then picked up and turned over so that 
the pattern, which is still embedded in the sand, is uppermost. The 
top surface of the drag is then dusted with parting sand. This is sand 
which, through being burnt, lacks the property of cohesiveness and 
•which will prevent the sand subsequently put into the top box from 
adhering to that in the drag. Special parting materials are sometimes 
used ; for example, a mixture of tripoli and tallow. (This dusting 
operation is always necessary although in subsequent descriptions it may 
not be mentioned explicitly.) The top box, or cope, is next placed in 
position and fastened by means of the cotters. Conical wooden plugs 
are then placed so as to form the runners and risers and the cope is 
rammed up with sand. The upper surface is struck off level, the runner 
and riser plugs are removed, the cotter pins are withdrawn, and the cope 
is carefully lifted off. A metal spike is now lightly tapped into the pattern 
and is struck or rapped lightly all round so as to loosen the pattern in the 
sand of the drag. (This rapping is also always necessary, though it may 
not always be mentioned explicitly in subsequent descriptions.) The 
sand next to the pattern may then be moistened slightly with water put 
on with a brush and the pattern lifted or drawn out of the sand. This 
is done by n\eans of the rapping spike or by a special handle that is 
screwed into a bush provided in the pattern. Nails or sprigs are 
sometimes inserted into weak parts of the mould. Any damage that may 
have been done to the surface of the mould during the drawing of the 
pattern is now repaired, and the channel E is cut. The surface of the 
mould may now be painted or sprayed with a clayzcater solution or a 
blackwash , the cope replaced, and the cotter pins inserted. The mould 
is now ready for pouring, but a heavy weight or weights may first be 
placed on the top of the cope to prevent the pressure exerted by the head 
of molten metal from lifting the sand, and a feeding gate , pouring basin or 
cup H may be put on to assist in the pouring of the metal. A piece of 
perforated zinc is often placed on top of the runner to hold back the 
metal for a mqment. 

The parting surface between the top and bottom boxes must always 
be made to coincide with the largest 

cross-section of the object in the direction % | 

perpendicular to that in which the pattern % 

is drawn, in order that the pattern may be ^ g 

withdrawn from the sand. With most -| 

objects, therefore, the mould must be | ' j' r —, J I 
formed partly in the drag and partly in the | LI—XU-"' a | 

cope and with many objects a curved or I_ 1 

non-planar parting surface will have to be section on ab 
used as shown in Fig. 30. The parting p IG 3 q 

surfaces must, however, always be 

brought flush with the edges of the boxes all round, as shown in 
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—g<—e, In tiiese cases tne making up of the drag may be some- 

v;r.at awkward and several methods are used to circumvent, the diffi- 
cndith tnat arise. Three of these methods are illustrated in Fig. 31. 
X ^.e nr&t^ is to cut away the sand of the foundry floor until the pattern 
can be placed with the parting line lying in the plane of the floor, the 
drag being then placed round it and rammed up as usual. The second 
meLiod is to use a split pattern, the split being along the parting surface 
One naif of the pattern is placed, flat side downwards, on the turnover 
board, the drag is put on and rammed up, and the turnover board and 
box are turned over. The top box is then put on, the other half of the 
pattern is placed m position, and the mould completed as usual. The 
hah pattern is sometimes made integral with the turnover board These 
two methods are not usually practicable unless the parting surface is a 
p ane. The third method, which is commonly uSed when a fairly large 
number of castings is required off the same pattern, is to use an oddside 



HALF PATTERN ( 

TURNOVER BOARD 


VUWI uc. 

, Fig. 31. 

addi, , io ° al mouldi »g box which has been rammed up so 
oddside ,°d the tag of the mouid being made is WaSTmLtd 

^siisilisp 

of Paris or of wood * ' ? “ may 2180 be made of plaster 

hoS, ^£ g ! w Cd ”fT'tH C! “ t Un6s - c “ ,in8! «« 

moulding methods than the simn^ 6 ’ ° Ca ^ ^ or more elaborate 

these methods ate the use of (1) CoresWlVoTr ■ Amon S sl 
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moulded on its end, with the parting line running down the centre line 
PP, and the inside shape would be formed by a core. The pattern would 
be made as shown in Fig. 33, with 

projecting portions A, B, and C, P 

called core prints , integral with it. ^_ 

The mould, shown assembled in ~j".W -fpH- 

Fig. 34, is made up by the usual // A 

methods and, when the cope has been j !l / j \\ 

rammed up and lifted, the pattern r ii_ji^ J{ i \\ 

withdrawn, and any patching neces- * ' ' 5 i ^- 1 — 4 

sary has been done, a core of sand, Fig 32 

whose shape is equal to that of the 

inside of the object plus the core prints, is placed in the drag. The cope 
is then replaced and the 1 mould _ completed ready for pouring. When the 
mould is poured the, metal fills only the space 
between the core and the inside of the mould. : m 

After the casting has cooled and has been rj“ 

knocked out of the mould the core has to be 1 f * 

knocked out of the inside of the casting. Great i j 

care has to be exercised in placing the core in the ^ ^ 

mould and it must be held securely between the CJ — u j 

drag and cope, because if it is improperly placed, p IG 33 

or if it moves after the cope has been put on, then 

the casting will be unduly thin in some places and unduly thick in others 

and may be unserviceable. Cores ______ 

are commonly prevented from sag- ^ I—» ' | 

ging, or from lifting when the metal | ‘ 1 

is poured, by chaplets or studs in- % I, - ; -'"t-H P 

serted between them and the body ^--! ! j - 

of the mould. 1 _Ll_ Is 


Core Boxes. The core itself is | i_j ' | 

made in a wooden or metal mould I.' _:_ 1 

called a core-box , that for the example p ^ 

considered being shown in Fig. 35. 

It is made in two parts dowelled together so that one half is registered 
relative to the other half, and the shape of the core is formed as a recess 

in each half of the box. The core - jr - rr- 

is made by filling the core-box f -, 

with suitable sand and ramming it • 4 Q p _ f ij 

up as for a mould ; simple clamps / ' \ 

are used to hold the halves of the / \ 

box together during the ramming. / \ 

One half of the box is then lifted j » _ 0 

off so that the core can be re- Fig. 35. 
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moved. For this to be possible it is necessary for the dividing surface of 
the box to coincide with the largest section of the core ; with complicated 
cores a box made in several parts and with loose pieces may be required, in 
order to permit withdrawal of the core, or a core made in several parts may 
have to be used. The materials used for cores will be considered subse¬ 
quently, but it may be noted that cores usually are lacking in strength until 
they have been baked in an oven and they may consequently have to be 
supported on a metal plate or support, similar in shape to one half of the 
core-box, until the baking operation has been done. Wires and rods are also 
used inside cores to help strengthen them, these rods being put in during the 
ramming. 



Fig. 36. 


Three-part Moulds. It has been stated that the parting surface of a 
two-part mould must coincide with the largest cross-section of the 

pattern and this often necessitates 
the use of a non-planar or of a 
curved parting surface. With many 
castings it will be impossible, how¬ 
ever, to use a simple mould made 
in only two parts and a mould made 
in three or more parts may be 
necessary. An example of a three- 
part mould is given in Fig. 37 and 
the method of making it will now 
be described. The casting, an 
isometric view of which is given 
m Fig. 36, is actually hollow but for simplicity the cavity will be ignored 
and the casting will be regarded as being solid. 

The pattern, which is shown in the mould, is made in two parts, 1 
and 2, the division being along the surface seen as AB. After the' drag, 

which in this example is a 
very simple one, has been 
rammed up and turned 
over, the pattern is put into 
place and the middle box 
(called the cheek ) is put on 
and rammed up. Unless 
the middle box is equal in 
depth to the pattern the 
parting surface at the top 
will have to be formed as 
» • r t shown by the lines CDEF, 

sloping from the edges of the box down to the level of the top surface 
of the pattern. The top box is then put on and rammed up, the runner 
and riser plugs bemg put in as usual. The top box is then lifted and 
the part 2 of the pattern is drawn. This enables the middle box to be 
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lifted and the other part of the pattern to be drawn. The boxes are then 
re-assembled to complete the mould. If the bottom of the casting had 
been irregular in shape as indicated by the dotted lines then the pattern 
might sometimes be made In three 
pieces, the portion lying In the drag 
being separate so as to facilitate 
the moulding of the drag. It may 
be noted that If the recesses in the 
ends of the casting had been avoided 
by making the surfaces G flush with 
the ends H of the top, then the 
moulding could have been done in 
a two-part mould. 

An alternative method of mould¬ 
ing the above casting in a two-part 
mould is to use cores to form the recesses in the ends. The pattern 
would then be as shown in Fig. 38 where A and B are the core prints. 
The mould is shown in 
Fig. 39. The use of ex¬ 
ternal cores in this manner 
is very commofi and often 
a necessity, no alternative 
moulding method being 
possible, but even when an 
alternative method is avail¬ 
able the use of cores w 7 ould 
generally be preferred if 
any considerable quantity of 
castings was required because the mould could be made more quickly 
and hence more cheaply. 




The Use of Loose Pieces. This method would enable the casting 
shown in Fig. 36 to be moulded in a two-part box as will be seen from 
Fig. 40 which show T s the 
pattern in the mould. The 
flange portions at the top of 
the recesses in the ends of 
the casting are now made 
separate from the body of 
the pattern ; these loose 
pieces are seen at L and 
M, the casting being mould¬ 
ed upside down. The 
mould is made by placing 
the pattern, with the surface N downwards, on a turnover board, the 
drag being rammed up as usual. After the cope has been rammed up 



Fig. 40. 
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and lifted the body of the pattern can be drawn, leaving the loose pieces 
behind. Those pieces can then be withdrawn sideways, one at a time, 
as indicated for the piece M by the dotted outline, until they are clear 
and can be lifted out. For this to be possible the width y of the space 
left by the body of the pattern must be greater than the 
width x of the loose pieces. 

The bosses placed on flanges where bolt holes are 
situated have frequently to be made as loose pieces which 
are left behind when the pattern is drawn and are sub¬ 
sequently fished out with the aid of a bent piece of wire 
as is indicated in Fig. 41. In these cases the loose piece 
is often secured to the pattern by a pin that is withdrawn 
when sufficient sand has been rammed round the piece 
to keep it in place while the ramming is completed. Small loose pieces 
are best avoided if possible, because they not only make the moulding 
somewhat more difficult but are apt to get lost and 
so cause trouble ; they can sometimes be avoided 
by carrying bosses into the adjacent wall of the 
casting as indicated in Fig. 42. 

Fig. 42. 

Drawbacks. A drawback is a body of sand that 
is used instead of an external core in order to facilitate the moulding 
of undercut parts of castings. Since moulding sand is comparatively 
weak, drawbacks have to be provided with lifting plates by means of 
which they can be lifted out of the mould 
when necessary ; they are invariably placed 
in the drag. An example is shown in Fig. 43. 
The drag is rammed up and turned over as 
usual and the sand that occupies the space 
which will eventually be filled by the draw¬ 
back is cut away. After dusting the surface 
with parting sand the lifting plate and rod 
or rods are put in position and sand is again 
rammed in. The eye of the lifting rod is 
situated in the sand of the drawback just 
below its upper surface. After the cope has been rammed up and lifted 
the drawback, may be lifted out; the pattern can then be withdrawn. 

I he drawback is then replaced and the cope put on to complete the 
moul . In the example the face xy of the drawback must either be 
parallel to the side ah of the pattern or, preferably, be inclined at a 
smaller angle to.the horizontal, otherwise it will not be possible to lift 
the drawback out. 

. False ^ 0res ‘ Tiie use of a three-part mould, or of a core produced ^ 
m a core-box, may sometimes be avoided by using what is called a false 




f! 
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Fig. 41. 
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core as shown in Figs. 44 and 45, which shows a mould for a pulley with 
a curved nm. The false core A is made in green-sand and is a ring of 
sand of the section shown shaded. Since green-sand has little strength 
the green-sand core must always be supported during the making up of 
the mould, and the procedure is as follows. The bottom half-pattern is 
put on a turnover board upside down, and the drag rammed up and 



Fig. 44. Fig. 45. 


turned over as usual. The upper face of the drag is then cut away to 
the parting line CDEF and is dusted with parting sand. The top half 
of the pattern having been placed in position sand is rammed in to form 
the false core end is cut away to form the parting line CGHF. After 
dusting with parting sand the top box is put on and rammed up. The 
top box is then lifted and the top half of the pattern is drawn. The top 
box is then replaced, the complete mould is turned over, and the drag, 
which is now on top, is lifted. The bottom half of the pattern, now on 
top, is then drawn, the drag is replaced, and the whole mould turned 
over and made ready for pouring. The time taken by the above pro¬ 
cedure can be reduced by using a lifting ring or plate K (Fig. 45) for 
lifting the false core. This piate is put in after the drag has been rammed 
up and turned over and the parting surface has been formed, the false 
core being rammed up on top of it. After the cope has been lifted and 
the top half of the pattern drawn the false core can be lifted, on its plate 
by screwing rods into holes provided in the plate, and the bottom half of 
the pattern can then be drawn. The false core is then replaced and the 
cope put on to complete the mould. If any considerable quantity of 
these castings was required a core-box would generally be made and 
ordinary cores used. The pattern would then be made solid and would 
include a core print corresponding to the shaded section A in Fig. 44. 

Marking and Colouring of Patterns. The British Standards 
Institution have issued a specification (No. 467—1932) dealing with this 
matter. For iron and steel castings the pattern body is coloured black 
and the ends of core prints red. For non-ferrous castings the pattern 
body is made red and the ends of core prints black. The peripheries of 
the core prints are made the same colour as the ends if the cored hole is 
to be unmachined and are coloured yellow if the hole is to be machined. 
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The seats of all loose pieces and the backs of the loose pieces themselves 

are left natural colour and varnished. 

Moulding Sands. A satisfactory moulding sand must possess 

1. Cohesiveness, or the ability to retain its shape after the pattern 

has been removed and during the pouring and solidification 

of the metal. 

2. Refractoriness , so that it can withstand the heat of the molten 

metal without fusing. 

3. Permeability , which means that the grains of sand must be porous 

so as to allow the gases evolved during the pouring of the metal 

to escape. 

The mould as a whole must also be porous, that is, the grains of sand 
must not be packed too closely together and spaces must exist between 
them. The porosity of a mould thus depends largely on the degree of 
ramming and this is a matter on which the moulder has to exercise skill 
acquired by experience. The adequate venting of a mould, however, 
generally requires the provision of venting channels and these are formed 
by pricking the sand of the cope with a wire after it has been rammed 
up, thus, forming a number of small holes or vents. Th6 pricker is not 
carried quite down to the surface of the pattern. Cores also require 
careful venting and channels are sometimes formed in them by putting 
in a length of wax “ wire ” during the ramming ; this melts out during 
the baking of the core, thus leaving the required vent. This vent is 
carried through to the prints of the core and extra venting to the 
surrounding parts of the mould is arranged. 

Cohesiveness or bonding property is imparted to moulding sands 
chiefly by the presence of from 2 to 6 per cent of clay, although hydrated 
iron oxide which is sometimes present in natural sands, also assists. 
The necessary clay may be present in the sand when., it is dug out of the 
pit, the sand being then a natural moulding sand, but it is becoming 
more and more common to add colloidal clay to a washed sand in the 
proper proportions to give the required cohesiveness. Moulding sands 
made up in this way are called synthetic sands. Both natural and 
synthetic sands must contain moisture, normally up to about 8 per cent, 
and, when ready for use, must be free from lumps and foreign matter. 
The sands used for iron castings also commonly have about 8 per cent 
of coal dust mixed with them. The gases produced by the hot metal 
coming into contact with the coal dust form a “ blanket ” which protects 
the surface of the mould and prevents fusing of the sand grains, thus 
helping to produce a good surface finish or skin on the casting. The 
clay in a moulding sand is ideally distributed in the form of a thin layer 
on the individual grains and this distribution and the complete mixing of 
the water and coal dust additions is brought about by milling the sand 
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mixture in various types of mill. The sand is finally riddled by passing 

it through sieves. 

Bentonite, which is a colloidal clay of volcanic origin, has been found 
to be superior to ordinary colloidal clay in imparting cohesiveness to 
moulding sands and its use, either instead of or in addition to ordinary 
colloidal clay, is becoming widespread. Fuller's earth is also widely used 
to increase the bonding properties of moulding sand. 

The bonding strength and permeability of a moulding sand may be 
measured by means of suitable testing methods which have now become 
more or less standardised in most countries. Considerable research 
work is being done at the present time on the properties of moulding 
sands. The size and sharpness of the sand' grains are of importance. 
Thus seashore sand, whose grains are rounded, is unsuitable as a moulding 
sand. In general a sand of smaller grain size is used for brass castings 
than for iron castings because brass has an intense “ searching ” action 
and tends to penetrate between the sand grains. 

Core Sands. Cores' are made either from ordinary moulding sand to 
which additional binding material has been added or from a sand that is 
free from clay (seashore sand is often used) the bonding being provided 
by the addition of binders . The latter may be divided into three groups : 
(1) Water soluble binders ; (2) Oil binders ; and (3) Pitch and resin 
binders. In the first group the commonly used materials are molasses 
and wood extract concentrates ; wheat, rye, and barley flours ; dextrin 
and glutin ; these are used with ordinary moulding sand. In the second 
group are linseed oil, soya-bean oil, chinawood oil, and fish oils ; these 
being used with seashore or similar clav-free sands. Some of these 
materials leave a carbon deposit on the grains of sand after subjection to 
the heat of the molten metal and this deposit greatly impairs the bond 
given by subsequent additions of binder, consequently core sands are 
frequently used .only once. The strength of bond imparted by core 
binders is not developed until the cores have been dried in ovens, and 
so while cores are in the “ green 55 state they generally have to be sup¬ 
ported so as to prevent them from sagging. For this purpose, as has 
been already mentioned, core supports, roughly similar to one half of 
the core-box used to make the core, are used. The drying of oil sand 
cores is done at temperatures of about 200° C., temperatures low T er than 
about 175° C. resulting in prolonged drying periods and temperatures 
above about 250° C. in the weakening of the bond. Cores made with 
w r ater-soluble binders are dried at low T er temperatures, usuallv about 
175° C. It has been found that the green strength of cores can be 
improved by using a sand composed of grains of differing size instead of 
one composed of grains of uniform size. With all cores it is necessary 
that the strength of bond should be maintained until the metal has 
solidified but that the bond shall be destroyed by the time the casting is 
knocked out of the mould, otherwise difficulty will be experienced in 
getting the cores out of the castings. 

6 
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Dry- s and M ° ulds . These are made in the same manner as green 
sand moulds but are dried out before the metal is poured in. The drying 
may o e more or less superficial, being done by braziers placed insi d 7S 

mav t °H b a g3S t0rCheS ’ WhlCh givCS skin - dried moulds, or the moulds 
mav be dried m an oven. Dry-sand moulds are stronger and more 

porous than green-sand moulds, the increased porosity being lately due 

^ of the sand grains, and they are commonly Jed foTsS 

up b2 er a to e th°e P h er i; aI3 T C3StingS; f0r the f0rmer because&ejTstand 

2,7. h hlgher tem Perature and greater scouring action of the 
"?'7 «"d for <h. latter bL™ of .he sfarch„ ? 

“hi iSl „ G r-” d T"'* are ' h0W ™ r ’ »™.im=s leTfor 

such as cho^Xf 5 aa ^ d ?T 1 m t mlS ° f 3n ° rganic -^re, 
to mcrease the bonding properties and^partly to^giv^poroTity P The 

ample spaces being left between the ^h 1 -’l 03 ™ bemg USed aS mortar and 
for the core of the mould ThsKt’ , S °. aS t0 f ° rm a ^dation 
layer of loam and is Zjed f ^ plastered a 

central pivot about which it 7 a stn T cke ~b° ard > carried on a 

on the core structure drying being t S '™ ng : , When tlle loam has dried 
inside the structure ’it is black™?^? 611 ^ by . means of braziers placed 
the “ thickness,Cfll 0 !^^ , of ^ called 

of the object by means nL ® d on “** ls sha P ed to the outside shape 
hoard." 7^ 3 * he “ 

A thick laj'er of loam is then out o ° 7 ar ' d ji blackwashed. 
bedded down on to this layer a lift - *1 ^ a bricb stru cture is 
bottom and . n.n«r b^t^d afZ m*»' « the . 
out the whole of the cone strum,• vfj }^ hen thls loam has dried 
of loam is cut off the core A ftp 1S . 1 ted and the thickness layer 
has been done the core and coop r any . patcllln g that may be necessary 
■b. cope »n.«„7s7p n ^ P : 7“ d"£' d “S *** 
pourmg. The process n K,.- , f. d the m °uld is ready for 

whose Inside and Pf^'toobjects" 

parts which cannot be moulded bv Zl / revoIutlon - Details and 
formed by sand moulds made ?n h , ° f * strickle -board may be 
mould structure. The com and pn “ d mC0r P 0rated mto the loam 

separately instead of using a “ thickneL’Cd^bed aw" UP - 
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The Randupson Process. In this process, which was developed in 
France, moulds are made of a cement-sand mixture to which water is 
added, the mixture ultimately having a consistency and texture rather 
like that of the. oil-sand mixtures used for cores. The sand is a silica 
sand and the mixture is pushed, rather than rammed, round the pattern. 
Natural drying is used and takes from 48 hours with small moulds up to 
72 hours with large ones. The moulds are blacked after drying ; they 
are made in wooden boxes with a pronounced draft or taper and can be 
removed from the boxes before drying is completed, thus reducing the 
number of boxes that must be provided. The halves of the mould are 
held together by a number of clamps applied' round the edges and weights 
may be placed on the top of the mould to prevent it lifting. When this 
process is used "the half patterns are sometimes mounted on a board 
which is integral with the sides of the moulding box. The patterns are 
then similar to the plate patterns used with moulding machines (see 
p. 86). The chief advantage claimed for the process is that, owing to 
the fact that the moulds can be poured at a higher temperature than is 
feasible with ordinary green-sand moulds, castings of higher quality are 
produced. The sand from used moulds is reconditioned for further use, 
the cement-being eliminated. The process is used, at present, by only a 
few 7 foundries.. 

Centrifugal Casting. In this process, which is extensively used for 
the manufacture of cast-iron pipes and the “ pots ” from which piston 
rings are turned, the mould is carried in a chuck so that it can be rotated 
about its axis at a speed of . several hundred revolutions per minute. 
Whilst the mould is rotating, molten metal is poured in through some 
form of spout which distributes it along the length of the mould. Centri¬ 
fugal force keeps the molten metal out against the inside of the mould 
and makes the thickness uniform. When the metal has solidified, the 
mould is brought to rest and the casting is drawn out. The process is 
essentially one adapted to produce objects which are surfaces of revolu¬ 
tion. In recent years steel has been successfully cast centrifugallv ; 
the moulds in one example were made of a low carbon, chromium- 
molybdenum steel and rotated at about 350 r.p.m. The steel being cast 
had the composition carbon 0*35-0*4, manganese 0*65-0*8, silicon 0*3 
max., chromium 0*9-1 *1, copper 0-5—1*5. It w ? as melted in a 4-ton 
electric furnace and transferred direct to the moulds. Solidification took 
about 3 minutes. The castings were subsequently normalised. 

Malleable Castings. These are castings whose composition and 
structure have been changed by suitable heat treatment so as to make the 
iron more like wrought iron and consequently to increase its ultimate 
strength and percentage elongation. The untreated castings have to be 
cast in metal that will give white cast iron, and as this metal lacks fluidity 
that property has to be restored by the inclusion of comparatively high 
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phosphorus contents ; sulphur is also generally rather high and, in conse- 

quenee, the silicon content is high too. Two processes are used to 
maueabilise the white iron castings and these are known by the names 
Whit the art and Blackheart processes because they give castings which 
when fractured have relatively, white or black appearances. The white- 
heart process, which is used chiefly in England consists in packing the 
castings in haematite ore in boxes and heating them to between 800° and 
950'' C. for periods ranging up to 10 days and then cooling them down 
verv slowlv. Some of the carbon in the casting is oxidised and a ferritic 
structure is thus obtained in thin sections, while in thicker sections the 
structure is graded from a ferritic one to one composed of ferrite and 
pearlite with nodules or rosettes of graphite dispersed throughout. In 
the blackheart process, which is used chiefly in the U.S.A., the castings 
are again heated in boxes but the packing material is neutral and the 
temperatures used are somewhat lower, ranging from 700° to 850° C. 
The carbon is not reduced in amount but the cementite is broken down 
into ferrite and carbon and the latter is collected into nodules dispersed 
throughout the mass. 

The ultimate strength of malleable castings ranges from 10 to 25 tons 
per sq. in. and the percentage elongation from 10 to 15. 

Steel Castings. In general principle the production of steel castings 
is similar to that of iron castings but in practice steel founding is much 
more difficult,' and is consequently much more specialised, than iron 
founding. The chief difficulties are due first to the higher melting 
point of steel which makes it more difficult to get moulding sands that 
will stand up to the high temperatures involved, and, secondly, to the 
. greater contraction of steel castings in cooling which greatly increases 
the danger of cracks being formed during cooling. Also steel, unlike 
east iron, does not expand on solidification and so the production of 
clean, sharp castings is not so easy. Small castings are produced in 
moulds made of ordinary moulding sands, but larger castings are generally 
produced in “ compos ” moulds. Compos is a mixture of old crucible 
pots, old firebricks, and Sheffield gannister all milled up together with 
fireclay and some carbonaceous material such as coke or graphite. The 
moulds, when made, are painted with mould paints consisting largely of 
silica. flour and are smoke-blackened. It is frequently necessary to break 
down the mould almost immediately solidification has occurred in order 
to leave the casting free to contract, also cores must not be too rigid or 
they will cause trouble. To avoid cracking troubles during cooling, steel 
castings are provided with numerous webs joining the flanges and the 
walls ; these webs solidify fairly early on and then take some of the 
stresses set up during cooling. The provision of webs can, however, be 
overdone, with results just the opposite to those intended. Steel castings 
are almost always given a heat treatment after being knocked out of the 
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mould ; this treatment is often - extensive and with large castings may 
occupy several weeks. It is most important with steel castings to keep 
the section thickness as uniform as possible. 

Defects in Castings. The principal defects met in castings are : 
(1) Scabs ; (2) Blowholes ; (3) Hard spots ; (4) Porosity and Spongi¬ 
ness ; (5) “ Cold . shuts ” ; (6) Displaced cores ; (7)' Fins ; and 

8 ) Cracks. Scabs are due to portions of the sand forming the surface 
(of the mould being detached or broken away so that an excrescence is 
left on the surface of the casting. They may be due to faulty ramming, 
incorrect placing of gates, or the use of inferior sand. Blowholes are. 
commonly due to insufficient venting of the mould because of too severe 
ramming or the lack of risers ; they may be caused by the moisture 
content of the sand being too high or to faulty composition of the metal 
itself. Pouring the metal at too low a temperature is another cause. 
Hard spots are generally due to too rapid cooling of the metal in con¬ 
junction with unsuitable composition and will occur chiefly in the thin 
sections. The benefit obtained in this respect from, the use of nickel has 
already been mentioned. Porosity, which means that fluids will perco¬ 
late through the metal although no holes are visible even under magnifi¬ 
cation, is generally due to incorrect composition of the metal, too high a 
percentage of phosphorus being one cause ; it may also be due to the 
inclusion of dirt in the metal during pouring. Sponginess occurs mostly 
in the heavy sections of castings and is generally due to lack of sufficient 
headers to feed the section during solidification of the metal. “ Cold 
shuts ” are discontinuities produced by too slow pouring of the metal or 
by pouring at too low a temperature, the thin sections freezing before the 
mould is properly filled, or by the meeting of two streams of metal which 
are not hot enough to unite. Displaced cores are not uncommon and may 
lead to rejection of a casting because the metal at one side becomes too 
thin to be properly machined. In large production foundries elaborate 
gauges are used to check the setting of cores in the mould in order to 
obviate this trouble. Fins are due to the parts of the mould not fitting 
properly, to core prints being slack in the mould, and to cracks occurring 
in the drying of cores-. Cracks in castings may be due to faulty design, 
which makes no provision for the contraction of the casting during cooling, 
to too high a pouring temperature, or to too hard and rigid a mould. 

Fettling. After being knocked out of the moulds castings go to the 
fettling shop where the runners and risers are cut off and the castings 
are cleaned up by means of chisels, grinding wheels, and shot-blasting. 
The latter consists of projecting quantities of steel shot on to the casting 
by means of a blast of compressed air, thus effectively cleaning the casting. 
The castings may also be Brinell tested to ensure that they are not too 
hard to be machined and, where pressure tightness is important, may be 
tested under water pressure for porosity. They may also be inspected 
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■ v i if iinvt gauge# to ensure that they conform to the specification 

and to ensure that they will fit the machining jigs and fixtures 

curing their eaiiv stages in the machine shops. 


Mechanical AMs in Moulding. The most important mechanical 
appliances used to reduce the time and cost of making moulds are : 
*1; Sand sliders, and (2) Moulding machines . A sand siinger consists 
essentially of " a rotating impeller whose blades are arranged to impel or 
sling a succession of ii lumps of sand into the moulding box with suffi¬ 
cient force to pack it to the required degree and thus to eliminate, or at 
least greatly reduce, the hand ramming that has to be done. The 
impeller head can be moved about so as to direct the sand into all parts 
of the mould and the sand is brought to the impeller from a hopper by a 
belt conveyor. Sand slingers are used chiefly with large moulds and 
with moulds that cannot be handled easily on moulding machines ; they 
are built in three forms : (a) Portable, on a wheeled carriage that can be 
moved to any part of the foundry ; (b) Semi-portable, on a carriage that 
travels up and down a rail track ; and (c) Fixed, the impeller head being 
on the end of a swivelling arm carried on part of the foundry structure. 

Moulding machines are built in a wide variety of forms, ranging from 
small hand-operated machines for simple moulds up to- large power- 
operated machines capable of handling moulding boxes up to 6 ft. square. 
The simplest machines merely draw the pattern from the mould, the 
ramming being done by hand, while the larger machines ram the sand 
as well as doing the rapping and stripping of the pattern from the mould. 
Some machines also turn the mould over right side up ready for patching 
and delivery to a conveyor. Plate patterns are almost universally used 
with these machines, the pattern being either fixed to or made integral 
with a plate that is approximately the size of the moulding box being 
used and which is secured , to the table of the machine. The latter is 
provided with pins to locate and secure the moulding box. Except for 
simple objects that can be moulded entirely in the drag two pattern plates 
must be used, one for the drag and one for the cope ; the two plates are 
used concurrently in two machines. Fig. 46 shows a typical plate pattern 
in position on a moulding machine while a second example is seen lying 
on top of the moulding boxes in the middle of the illustration. On the 
left a rammed up box is. seen in position on the machine ; it is ready to 
be lifted off, the pattern plate having been withdrawn downwards. This 
particular machine only draws, the pattern ; the ramming has to be done 
by hand. Two methods of ramming the sand are used in moulding 
machines, one is called jolting and the other squeezing , whilst some 
machines employ a combination of both methods. Whichever method is 
used the table that carries the plate pattern is arranged to be lifted up by 
mechanical, compressed air, hydraulic, or electro-magnetic means. In 
jolt-ramming after the table has been raised a few inches it is allowed to 
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drop freely back against the frame of the machine and the inertia of the 
sand in the moulding box packs it round the pattern, and in the box. This 
method of ramming tends to produce a mould in which the sand next to 
the pattern is the most tightly packed and the density of packing decreases 
as the distance from the pattern increases, and this is not suitable for 
many moulds. In the squeezing method of ramming the raising of the 
moulding machine table brings the sand in the moulding box up against 
a fixed head, carried on part of the frame of the machine, and the sand 
is then squeezed by a steady pressure applied to the piston raising the 
table. This method of ramming tends to produce a mould in which the 
most densely packed sand is at the top of the mould (as it lies in the 
machine) and this is not the ideal form. A combination of the two 



methods gives better results than either method used alone and is conse¬ 
quently often used. When this is done the joking comes first and the 
squeezing second. Two methods of drawing the pattern from the mould 
are used in moulding machines ; in one the pattern plate is held fixed 
and the moulding box is lifted upwards, while in the other method the 
exact opposite is done. Occasionally a stripping plate is used ; this is a 
plate equal in dimensions to the moulding box and which has been cut 
away round the outline of the pattern. The stripping plate lies on top 
of the pattern plate and supports the sand in the mould while the pattern 
is being drawm away from the sand. 

An example, of a squeeze-strip type of moulding machine is shown in 
Fig. 47. It is manufactured by British Insulated Cables, Ltd,, and is 
electrically operated. The plate pattern is seen in position and is carried 
on a stool fixed to the head of a ram, the lower part of which is surrounded 
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by a solenoid winding. When this winding is energised the ram and 
pattern plate are raised up, together with the stripping frame, which 
surrounds the pattern plate, and the moulding box, which is carried by 
the stripping frame. The sand in the moulding box is thereby squeezed 
against the pressure head carried by the overarm. W 7 hen the solenoid 
current is switched off the ram and pattern plate (and also the registering- 
pins, which are carried by the pattern plate and which project through 



holes m the stripping frame) fall quickly back to the bottom position but 
the stripping frame and mould are held up by dash-pots (the pistons of 
w ic are fixed to the stripping frame) until the valve controlling the 
dash-pots is operated. This valve is seen in the centre of the illustration. 
1 he pattern is thereby stripped from the mould. During the stripping 
operation an e ectricaUy operated vibrator (seen on the left) vibrates the 
s * n PP i] P§» rame. When the pattern has been stripped the stripping frame 
can be lowered so as to permit the pressure head to be swung out of the 
way and the mpieted comould to be removed. The overarm carrying 
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the pressure head is braced at its right-hand end by the strain post, the 
lower end of which engages a recess in the pillar seen projecting upwards 
from the frame. 

A jolt-ram roll-over moulding machine made by Messrs. Macnab & 
Co. is shown in Fig. 48. On the right is seen the table to which the 
plate pattern and moulding box are fixed and which rests on the jolting 
ram during jolting. This is done by raising the ram, by compressed air, 
and letting it fall back on to the frame of the machine a number of times. 
After jolting, the surface of the sand is struck off and a bottom board is 
placed on the top of the moulding box and this board, together with the 
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Fig. 48 . 


moulding box, is clamped to the table by the pneumatic clamps seen at 
the ends of the table. The latter is also automatically locked to the roll¬ 
over arms, the pivot of which can be seen close to the letter C at the top 
of the frame on the centre line of the machine. These arms are cranked 
so that their ends lie under the table when the latter is on the jolting ram, 
but the arms are clear of the table during jolting. The roll-over arms 
then rotate through 180 degrees thereby inverting the mould and bringing 
it vertically over the stripping ram seen on the left. During the roll-over 
a vibrator vibrates the pattern plate. The stripping ram is then raised, 
pneumatically, until the four supports seen at its comers bear on the 
bottom board, which is now underneath. The supports are arranged so 
that they all bear equally on the bottom board. The pneumatic clamps 
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are men released so that when the stripping ram is lowered the mould is 
drawn downwards from the pattern plate, which is still fixed to the roll¬ 
over arms. The latter are rolled back to the starting position wrhere they 
are automatically released from the table when the latter is seated on the 
jolting ram. The stripped mould is lowered until it rests on rollers and 
can be rolled off for disposal. 

Methods of Melting Metals in the Foundry. For cast iron there 

are three methods, namely, in cupolas, in rotary or oscillating furnaces, 
and in air furnaces. The last method is used for special purposes such 
as the production of iron for malleable castings and will not be dealt with. 
The cupola is the cheapest method except for small quantities, but it 
cannot be controlled so well as can the rotary furnaces and the latter are 
consequently widely used for the production of special grades of iron. 
The general arrangement of a cupola is shown in Fig. 49 ; it is a 



cylindrical metal structure lined on the inside with firebrick At the 

bottom are doors through which access can be gained to the inside for 
the purpose oi patching the walls when necessary and there is also a hole 
through which the molten metal produced can be drawn off. At a height 
° ti a jTT m - abo p the botto f of Ao cupola is a ring of holes calfed 
n j f , ; t thCSe yer f ar ® formed in clings that are built into the 

“S Jh»TT 6 “ at the , 0utside the y open into a box, called the 
und box which is connected by a pipe to some form of blower. At 

a height ot from 1- to 20 ft above the level of the tuyeres is the charging 
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door through which the materials comprising the cupola charge are 
introduced. A platform is arranged at a convenient level for the men 
who charge the materials and elevators and lifting tackle are usually 
provided to facilitate this handling. The floor of the cupola is made up, 
after the doors have been closed and propped, by spreading burnt sand 
over it, this sand being sloped towards the tap hole as shown. When 
starting up the cupola a layer of kindling wood is placed on the cupola 
floor and then coke is charged in until it reaches just above the top of 
the tuyeres. The kindling wood is then lighted and the natural draught 
of the stack is relied on to ignite the coke bed. When the latter is 
thoroughly ignited charges of metal, coke, and sometimes limestone are 
put in in sequence until the level of the charging doors is- reached. 
The blast is then turned on and, in about 10 minutes or so, molten metal 
will start to trickle down past the tuyeres and to collect at the bottom. 
The metal charges consist of pig-iron, steel scrap, and cast-iron scrap, 
and the usual practice is to put the pig-iron round the outside, in contact 
with the cupola walls, the steel scrap in the middle, and the cast-iron 
scrap evenly on top of both. The weight of the coke charges, subsequent 
to that for the bed, is made sufficient to fill the cupola for a height of 
about 6 in. The metal charges are from eight to twelves times and, when 
used, the limestpne charges are about one-fifth of the weight of the coke 
charges. Unless the cupola is going to be operated for long periods the 
limestone charges may not be necessary. The blower supplying the 
blast maintains a pressure of from 6 to 24 oz. per sq. in. The molten 
metal and slag collect at the bottom 'of the cupola, the slag, being the 
lighter, floating on the top of the metal. When sufficient metal has been 
melted to bring the level of the slag to about 4 in. below the bottom of 
the tuyeres the slag is run off by unplugging the slag spout, which is 
situated opposite to, but a bit higher than, the tapping hole. In some 
cupolas two rows of tuyeres are used, one above the other, and several 
special types of cupola have been developed in recent years. Various 
forms of blower are used for supplying the blast, but an electrically 
driven centrifugal type fan seems to be the type most commonly used in 
modern installations. A medium-sized cupola with an inside diameter 
of about 3+ ft. takes about 3 hours to get started up and ready to supply 
metal. It "can be kept in operation for a period up to 10 hours or so 
but must then be closed down, cleaned out, and patched as necessary' 
before being restarted. In small foundries it is fairly common practice 
to light up the cupola some time in the morning so that moulds can be 
poured during the day, the cupola being shut down in the evening and 
the doors opened for cleaning out slag, etc.; the doors are left open 
during the night and so the cupola lining is cool enough for patching 
early next morning for the next day. In large foundries several cupolas 
would be in operation and would be shut down in rotation. Some 
cupolas are provided with receivers situated adjacent to but below the 
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tapping hole and into which the metal is run instead of running it direct 
into shanks or ladles. Additions of alloying materials are sometimes 
made in the receiver instead of being put in with the metal charges and 
passing through the cupola. 

During its passage through the cupola the metal picks up a certain 
amount of carbon and sulphur from the coke and loses some silicon. 
When no steel scrap is used the carbon content of the iron produced will 
generally range from about 3*4 to 3*8 per cent, but the use of steel scrap 
enables the carbon content to be brought down to as low as 2*5 per cent. 
Since the melting point of cast iron rises as the carbon content falls, 
when steel scrap is used the cupola has to be manipulated so as to produce 

the necessary increase in. temperature. The production.of iron, per 

pound of coke used in cupolas, ranges from as low as 6 lb. up.to as high 

as 12 lb. This is better than is possible with other methods of melting. 
Air furnaces, for example, achieve only about 4, lb. of metal per pound 
of fuel Rotary furnaces use more expensive fuels than coke and their 
melting costs are higher than those of the cupola but, as has been men¬ 
tioned, their great advantage is the facility with which the composition 
of the metal produced can be controlled. 

Melting of Non-Ferrous Metals. The copper alloys and, to some 
extent, the aluminium, alloys, are melted in crucibles that are placed in 
furnaces fired by coke, gas, or oil. A typical arrangement is shown in 

Fig. 50. The crucibles are 
made of plumbago. When 
coke firing is used contamina¬ 
tion of the metal charge by 
sulphur is sometimes difficult 
to avoid. When the metal is 
melted the crucible is lifted 
out and the metal is poured 
into a ladle. Tilting furnaces 
are also commonly used; 
these are usually gas or oil 
fired. Aluminium alloys are 
commonly melted in cast-iron 
pots heated by gas or oil. 
Because molten aluminium 
will dissolve iron precautions 
have to be taken to prevent contamination and the melting pot has 
to be painted at frequent intervals, sometimes daily, with a wash 
composed of whiting, waterglass, and water; this wash is sometimes 
put on top of a graphite-water wash and effectually prevents absorp¬ 
tion of iron by the aluminium. Oxidation of the surface of the 
charge always occurs to some extent but can be kept within hounds 
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by keeping the surface covered with a layer of charcoal. Most molten 
metals will dissolve gases such as hydrogen and nitrogen and this is a 
source of trouble in the production of castings ; since the quantity of gas 
absorbed increases with the temperature of the metal the latter should 
not be heated more than is necessary. Generally speaking stirring of 
the metal should be avoided as much as possible as it increases both the 
absorption of gases and oxidation of the metal. A lost metals have to be 
“ cleaned ” just before pouring into the ladles, by the addition of fluxes. 
For the production of comparatively small quantities of special alloys 
high-frequency electric furnaces are often used, since this type of furnace 
gives a very accurate control of the temperature and also the furnace 
conditions are such that oxidation and gas absorption are at a minimum. 

Die-Castings.. These may be divided into (a) Gravity die-castings, 
and (b) Pressure die-castings. The former are made by pouring molten 
metal into moulds which are essentially the same as sand moulds except 
■that they are made in metal, usually cast iron or steel. The parting 
surface is usually made vertical instead of horizontal, however, as is 
shown in Fig. 51 which illustrates a simple mould. The shape of the 



Fig. 51. 


object is formed as recesses in the faces of the two dies and the plane 
dividing them must contain the largest cross-section of the object just as 
in a sand mould. A runner and risers are arranged as shown and a 
number of small tapering grooves are cut from the edges of the recesses 
to the outside edges of the dies for venting purposes. The faces of the 
dies are painted with a w r ash similar to that used for the melting pots in 
which the metal is melted. In use the dies are placed on a metal table 
and after being heated to a suitable temperature by a gas torch are closed 
up and secured together, simple latches being provided for this purpose. 
The metal is then poured in from a ladle until the mould is full, the dies 
being sometimes tilted at the beginning of the pour and gradually 
brought horizontal as the metal fills the cavity. When sufficient time 
^has elapsed to permit the metal to solidify the catches are undone 
and the dies separated so that the casting may be removed. The 
dies are then closed up again and another casting is poured. The heat 
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necessary to keep the dies at the proper temperature comes, after the first 
few castings have been poured, from the molten metal itself, the gas 
heating being usually required only when starting a run. With small 
castings it is sometimes difficult to manipulate the' dies quickly enough 
to maintain them at the proper temperature and continuous gas heating 
may have to be used, while with large castings a pause may have to be 
made between successive pourings to prevent the mould from over¬ 
heating. It will sometimes take an operator a day or more to determine 
the right speed of operation. With complicated objects the dies may 
have to be.made in several parts and many cores may have to be used ; 
in these cases the dies may be very complicated and expensive to make. 
Cores generally have to be cooled, after each casting is poured, by dip¬ 
ping them in water. The life of the dies, on the other hand, may be 



Fig. 52. 

sufficient to enable up to fifty thousand castings ,to be produced, so that 
the cost of the dies per casting may be quite low. The labour cost per 
casting is also reduced to a small fraction of that for a sand-mould casting. 
Thus die-casting is essentially a process for large quantity production ; 
the minimium quantity for which the cost per casting will come out less 
than for sand-mould castings depends on the cost of the dies and on the 
saving effected in the labour costs ; it may be as low 7 as five hundred but 
usually is a thousand or more. The dies fail eventually because their 
surfaces craze/’ that is, they develop a network of fine cracks and 
ultimately break up. The life of the cores is generally much shorter 
than that of the dies themselves and the cores may have to be replaced 
several times during^ the life of the dies. A fairly complicated set of dies 
and cores is shown in Fig. 52. Occasionally sand cores are used in con¬ 
nection with gravity die-casting. 
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Pressure Die-Casting. This is very similar to the gravity’ process 
but the metal is forced into the dies under considerable pressure, ranging 
from 400 lb. per sq. in. up to 25,000 lb. per sq. in. The dies are 
frequently water cooled, partly to keep their tem¬ 
perature down and partly to equalise the tem¬ 
perature throughout them. The dies may be 
made of mild steel or a plain carbon steel, but 
alloy steels will give longer lives. Two steels 
that are commonly used have the compositions, 
carbon 0*45, manganese 0*75, chromium 0*85, 
and carbon 0*37, chromium 5*25, tungsten 4*5, 
and cobalt 0*5. The former is used chiefly for 
zinc base alloys, and for small quantity produc¬ 
tion. The latter stands up to the action of the 
aluminium base alloys and may have a life several 

times that of the former. The pressure process requires special machines 
and these are of two main types : (1) Machines in which'the metal is 
forced into the dies by means of compressed air acting on the surface of 
the molten metal in a closed pot that is connected to 
the dies by a spout, as shown in Fig. 53 ; and (2) 

Machines in which a piston or plunger is used to 
force the metal into the dies, as shown in Figs. 54 
and 55. One drawback of the first type is that the 
molten metal in' contact with , the compressed air 
absorbs gases which may subsequently cause porosity 
in the castings. In both types of machine the opening 
and closing of the dies is usually done by power, 
either hydraulic or compressed air or a combination 
of both, but cores and inserts have usually to be put in 
or “ set ” by hand, though automatic setting is sometimes arranged. The 
cycle of operations is sometimes automatic ; thus the closing of the dies, 
the injection of the metal, the pause for solidification of the metal, and 
the opening of the dies and the ejection of 
the casting all follow in correct sequence 
every time the operating control is actuated. 

In all machines the ejection of the casting, 
if it does not leave the dies naturally, is 
done automatically, but the ejector arrange¬ 
ments are chiefly a matter of die design. 

With fully automatic machines a production 
of 1,000 “ shots ” per hour can be achieved 
on small, simple castings and on fairly com¬ 
plicated castings rates of 200 per hour are attainable. On the other hand, 
a fully automatic machine cannot usually be operated economically on 
batches of less than about 3,000. 



Fig. 54. 
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When zinc base alloys are being cast the injecting cylinder and plunger 
may be submerged in the molten metal as in Fig. 54, which will run into 
the cylinder through suitable ports by gravity alone and then be forced 
into the dies by the stroke of the plunger. With aluminium base alloys 
and with higher melting-point copper alloys it is not practicable to have 
the injector cylinder submerged in the molten metal and so the metal is 
poured from a ladle, through a port, into the cylinder just before the 
moment of injection as in Fig. 55 ; alternatively, compressed air injection 
is used. 


The E.M.B. Pressure Die-Casting Machine. As an example of a 
typical pressure die-casting machine one of the range manufactured by 
the E.M.B. Co., Ltd., of West Bromwich, 
will be described. The author is in¬ 
debted to the manufacturers for the 
supply of photographs and information. 

The machine, which is shown in Fig. 56 a, 
is intended for zinc base alloys and the 
injection cylinder is submerged in the 
molten " alloy in the melting pot. The 
latter is carried in a housing which is 
supported on the main frame in such a 
manner as to insulate it thermally from 
the rest of the machine and to allow for 
any distortion that may occur through 
prolonged heating. Heating is normally 
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by gas burners but oil heating can be provided if required. The dies are 
carried on platens which are free to slide along four guide bars. The left- 
hand platen, adjacent to the melting pot, carries the sprue half of the die and 
its motion is restricted by collars on the guide bars to about half an inch. 
The right-hand platen is moved to and fro by a piston which operates 
through a double toggle linkage as indicated at b. The piston is actuated 
by compressed air and the air pressure is adjustable. The speed of 
actuation is regulated by an oil dash-pot (seen on the extreme right) 
which is fitted with valves controlled by the vertical operating lever seen 
near the right-hand end of the machine. This platen movement can be 
halted at any moment, during either opening or closing, by means of 
adjustable stops, for the purpose of setting or withdrawing cores or 
placing inserts. After such a halt the motion can be restarted by pulling 
the control lever forwards and moving it to left or right. The last part 
of the platen movement is used to operate the ejector pins of the die as 
may be seen from Fig. 56 b. Adjustment for different thicknesses of dies 
is obtained by nuts which regulate the position of the operating cylinder 
unit (which i's carried on machined ways on the bed) along the guide 
bars. The injection plunger is operated by compressed air acting in the 
vertical cylinder seen above the melting pot and this air pressure is 
independently adjustable. The injection is controlled by the horizontal 
lever, which is mechanically interlocked with the vertical lever controlling 
the platen movement, so that injection cannot occur until the dies are 
properly closed. During the first \ in. of the opening movement of the 
dies the left-hand platen is dragged along by the right-hand one and this 
breaks the sprue. The motion of the left-hand platen is then checked 
and the dies open. 

Advantages of Pressure Die-Castings. Pressure castings can be 
made to closer dimensional tolerances than are feasible with gravity 
casting, the minimum tolerances varying from 0-601 in. on small zinc 
base alloy castings up to four or five times that amount in copper-base 
alloys. Aluminium base alloys require roughly twice the tolerances 
practicable with zinc base alloys. The surface finish of pressure castings 
is .better than that of gravity castings and pressure cast metal has usually 
better mechanical properties than gravity cast metal. The actual time 
taken per casting is also generally much less than with the gravity process. 

■ Thus frequently a pressure die-casting will prove the cheapest method of 
production even though sometimes the cost of the castings, as they come 
from the dies, may be higher than the cost qf other types of casting, 
because of the reduction in machining. and finishing costs. Generally 
speaking the thinner the section of a pressure die casting (provided that 
complete filling of the cavity is assured) the sounder the metal will be, 
because of the more rapid cooling. It is better to use thin walls with 
stiffening ribs than to use thicker w T alls without ribs ; the rib spaces also 
7 
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assist the flow of the metal Sections as thin as ^ in. can be cast with 

zinc base alloys. 

External screw threads can be cast, in the zinc and aluminium base 
alloys provided they are of a form, such as the Whitworth Vee, which 
wilf permit the auxiliary dies used to produce them to be withdrawn 
readily and provided the pitch is not less than about 3"2 hr The use of 
auxiliary dies results in parting lines down each side of the screw and 
the slight fins produced may have to be machined away. This can be 
avoided by using a solid die which is inserted into the main die and 
which is removed with the casting when the dies are opened ; the die 
then has to be screwed off the casting. This method, however, slows up 
the production and machining the thread from the solid might be 
preferable. , 

Internal threads can be cast quite satisfactorily provided the hole is 
not smaller than about £ in. in diameter ; threaded cores are necessary 
and these must be screwed out of the casting before the latter is removed 
from the dies ; the unscrewing is frequently done by means of a lever, 
rack, and pinions. Small holes can, however, almost always be formed 
more cheaply by machining them from the solid and frequently it will 
prove cheaper to machine the threads of large holes rather than,to cast 
them. 

Pressure Casting Dies. The design of these is more difficult than 
that of gravity dies and it is best left to designers possessing the necessary 
experience. The remarks that follow are intended to do no more than 
introduce the reader to the elements of the subject. Dies may be divided 
into three classes : (1) Single ; (2) Multiple ; and (3) Combination. 
Single dies carry only one impression and produce only one casting per 
machine cycle or 44 shot.” Multiple dies have several impressions of the 
same article formed in them and combination dies have several impres¬ 
sions but not all of the same article. Multiple and combination dies 
obviously cost more than single dies, but when large quantities are 
required will give a lower cost per article. Dies are also classified 
according to the position of the sprue through which the metal is injected. 
If the sprue is cut partly in one die and partly in the other the dies are 
called “ split-sprue ” dies. If the sprue passes through one of the die 
blocks (invariably it would be the fixed one) from the back into the 
impression the die is called a tc solid-sprue ” die. The determination of 
the position of the parting surface of the dies in relation to the casting 
is a matter of importance. The concentricity or relative position of a 
boss and a flange can be guaranteed to very small limits if both are 
formed in the same die block, but if the boss is formed in the fixed die 
and the flange in the moving die mis-alignment may occur. The 
positioning of the ejector pins by means of which the casting is ejected" 
from the. die calls for experience and judgment. Badly placed pins may 
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give faulty ejection and hold up production or may result in distortion 
of the casting and damage to its surface. The provision of adequate 
fillets in the comers of both castings and.dies is important. The manu¬ 
facture of pressure die castings is much more in the hands of specialists 
than is the case with gravity castings. 

Die-Casting Properties of Alloys. The table below shows the 
characteristics of some of the common alloys in relation to die casting. 

Alloy Characteristics 

Gunmetal.Difficult to pressure cast. 

10 per cent aluminium bronze Difficult to pressure cast but excellent lor gra\ it\ 

process. 

70/30 brass.Cannot be die cast. 

60/40 brass.Good for pressure casting. 

L 3 .Unsuitable for pressure casting. 

L*S and L.ll ..... Poor for pressure but good for gravity casting. 
L *33 .Excellent for pressure casting. 
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Chapter 5 

FORGING PROCESSES. DROP FORGING. 
MACHINE FORGING 

Forging may be described, briefly, as the art of manipulating metals 
that have been heated until they are more or less plastic, by means of 
hammering, squeezing, and bending. Most forgings are made in steel, 
but other metals can be forged ; for example, some of the brasses and 
many of the aluminium alloys. A forged material nearly always has 
better mechanical properties than a cast one, the difference being usually 
marked as. regards toughness and impact strength. Also since most 
metals exhibit a grain flow ” or “ fibre ” after undergoing a rolling or 
forging operation, and then show a greater strength when tested “ along 
the fibre ” than when tested “ across the fibre,” the forging process 
provides a means of arranging the fibre so that the greatest strength is 
developed in the desired directions. As an example of this consider the 
gear wheel shown in Fig. 57 a, b, and c. In a 
the wheel has been turned out'of a rolled bar 
and the grain flow is everywhere parallel to 
the axis, hence the teeth are being loaded across 
the fibre and will not be as strong as they are 
in example c. In the latter the wheel has 
been made by enlarging a rolled bar by 
means of a forging operation.. known as 
upsetting, the result of which is to produce a fibre as shown and the 
important stresses m the teeth now act along the fibre. In b the wheel 

r ° Ut ° f a piece of rolled P late with Ae result that some 

of the fibres are in desirable directions but others are not. As another 



Fig. 57. 



example consider a simple crankshaft. If this is made by forging a block 
down to form the shaft portions and then cutting out the metal between 
the webs, as indicated in Fig. 58 «, then the grain flow will be poor If 

deTed A^the ' - S fl made M; bending a shaft t0 the ranked shape 
red then the gram flow will be as good as it can be. The grain flow 
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of a forging can be examined by taking contact prints (on a special paper) 
of its surface, after rough polishing and the application of a suitable 
reagent. These prints, when examined under low magnification (up 
to 10), will show the grain flow; this structural formation of the metal 
is referred to as the macrostructure to distinguish it from the crystal 
structure seen under higher magnifications, i.e. the microstructure. 

Since all forging operations start with the heating of the metal to the 
forging temperature this operation, will be considered first. Most 
forgings are made from billets or from pieces of bar material cut off by 
sawing or shearing. Billets are blocks of steel or other metal, usually 
rectangular or circular in cross-section, that have been made from cast 
ingots or parts of ingots, by hammering under steam hammers or squeezing 
under hydraulic forging presses. These forging operations on billets are 
usually done by the manufacturer of the steel. 

The.heating of billets requires careful control ; if the heating is too 

rapid in the early stages there will be a danger of some steels cracking, 
and so large billets may have to be heated up with the furnace or to be 
put first into a furnace at a low temperature and later be transferred to 
another one at a higher temperature. If steel is heated to too high a 
temperature it will be “ burnt ” ; its mechanical properties will be 
greatly impaired and cannot be restored except by remelting the metal. 
If steel is kept at the forging temperature for an excessive time grain 
growth will generally occur and again the properties of the steel will 
deteriorate ; they can, however, be restored by suitable heat treatment 
(normalising). Unless the atmosphere inside the furnace is carefully 
controlled the surface of the billet may be unduly oxidised or it may, if 
it is a carbon steel, be robbed of some of its carbon, or be decarburised in 
the surface layers. Oxidising and decarburising can occur simultaneously 
and, sometimes, instead of losing carbon, the steel may pick it up. Large 
billets are difficult to heat to a uniform temperature and unequal heating 
may mean that parts of the billet are overheated, which is most unde¬ 
sirable, and that other parts are insufficiently heated, which may make 
forging difficult and lead to the formation of cracks. 

I n smithying work (the phrase covering relatively small jobs made by 
hand hammers or small power hammers) the work is frequently heated 
in a fire built up on a hearth, and is directly in contact with the fuel, 
which is generally coal or a mixture of coal and coke. Combustion is 
maintained by a supply of air under pressure to a tuyere at the back of 
the hearth. The products of combustion are carried off, by natural 
draught, through a hood that covers the hearth and which is connected 
with the chimney flue ; alternatively a fan may draw the products down 
through the fire into underground flues. The determination of the 
temperature to which an object is heated in the smith's fire is a very 
difficult matter and considerable experience and skill are required to 
avoid overheating of the w T ork. 
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1 zme billets, and work produced on a quantity basis using drop 
hammers and forging machines, are heated in specially constructed 
furnaces. These are of two main kinds : (a) Intermittent , batch , or in 
and out ” furnaces ; and (b) Continuous furnaces. The first kind is 
essentially a rectangular box lined with refractory material and having a 
door or aperture at one end and gas or oil burners at the sides. In this 
type of furnace the work is put in, often by means of elaborate mechanical 
handling devices, and is left until it has reached the proper temperature, 
when ills removed. The continuous type of furnace is made in several 
forms, but in all of them the work is put into the furnace at one point 
and travels automatically, through the furnace until it reaches the exit 
point, the speed of travel being adjusted so that the temperature is then 
at the required value. The fuels used are again gas, oil, and pulverised 
coal One common form of continuous furnace is that in which the 
work enters at one end, travels in a straight line through the furnace, and 
leaves at the opposite end. In this type the work may be moved along 
by gravity, the hearth being inclined, be pushed through by a pusher 
mechanism at the entering end, or be carried through on a conveyor. 
The choice of method is not unimportant and many factors have to be 
taken into account, thus the tendency of billets to stick together when 
forced into contact at high temperatures may make the use of a pusher- 
type furnace impossible,, and "whereas this type might possibly be satis¬ 
factory with cylindrical billets it might be unsuitable for square section 
ones. For a full consideration of the problems involved the reader is 
referred to books dealing with furnace construction and operation. A 
second common type of continuous furnace employs a rotary hearth. 

In modem installations furnace temperatures.are, measured.by means 

of .....thermo-couples placed.......at......various points... throughout the furnace, and 

the indicating instmments for a group of furnaces are commonly grouped 
together in an instmment room. Temperatures are also measured by 

means of optical pyrometers.. The principles underlying the action of 

thermo-couples and optical pyrometers are outside the scope of this book 
and the reader is referred to books on physics and on such instruments. 
Furnaces can be, and sometimes are, automatically controlled so that the 
temperature is maintained at the desired value ; this, however, by itself 
does not ensure the work being heated to the correct temperature. This 
is because the furnace must be maintained at a higher temperature than 
is required in the work in order to keep the time of heating reasonably 
short, and so if the work is left in too long it will be overheated ; also, of 
course, if it is removed too soon it will be underheated. The pusher and 
conveyor types of continuous furnace are better in this respect since the 
time the work is in the furnace is determined by the speed of operation 
of the pusher or conveyor. In the gravity type the work must be removed 
at the exit end and fed in at the other end regularly, or the temperature 
of the work will vary despite the constancy of the furnace temperature. 
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Heating furnaces are sometimes provided with “ artificial atmo¬ 
spheres ” in order to prevent undue oxidation, carburisation, or decar¬ 
burisation of the contents. Among the gases used for this purpose are 
“ charcoal gas ” (a mixture of carbon monoxide and dioxide), cracked 
ammonia gas (a mixture of nitrogen and hydrogen), and gases generated 
from cast iron swarf, old carburising material, etc. The furnace atmo¬ 
sphere can also be controlled by varying the proportions of fuel and air 
admitted to the burners ; if the air is restricted then generally a reducing 
but decarburising atmosphere will be obtained, whereas excess air will 
give an oxidising atmosphere. 

The refractory linings of furnaces have to be patched up at .intervals 
and some furnaces are specially designed so that these operations can be 
carried out expeditiously, even, in some cases, while the furnace is in 
operation. 


Fig. 59. 


Common Forging Operations. The principal operations by means 
of which the smith transforms the billet into a forging are upsetting , 
drawing-down , bending, punching , 
cutting-out, and welding , and these 
will now be briefly described. 

Upsetting! s a process whereby,,.the 
cross-sectional area of a billet is 1 'a) (A 

increased, the length being corres- 
pondinglv reduced. . If a cylindrical 
billet is heated uniformly to forging temperature and. is then placed on 
end on an anvil under a hammer and is struck, it will be deformed as 
shown in Fig. 59 a. If only one end of the billet 
were heated then the deformation would be as - ' ' 

showm at b, and by heating in the middle only or, 
which comes to the same thing, by quenching the 
ends, an upset may be obtained at any point in a 
bar. The amount of upset that can be obtained 
is limited only by the tendency of the bar or 
billet to buckle sideways rather than to set sym¬ 
metrically. Upsetting is almost always one of the 
first operations performed in machine forging and 
is considered in greater detail in a subsequent 
section (see p. 116). 

Drawing down is roughly the opposite of up¬ 
setting, being a reduction of the cross-sectional 
area of a piece with a corresponding increase in 
length. But whereas there is a fairly definite 
limit to the increase in cross-sectional area than 
can be produced by upsetting there is almost no 
limit to the reduction that can be produced by Fig. 60. 
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drawing down. The operation is done most effectively by means of 
fullers or fullering tools , examples of which are shown in Fig. 60. The 
type shown at a is used for hand work, usually in pairs as indicated ; 

the type shown at b is used for power hammer 
forging, the work resting on the anvil. The 
fullering tool localises the effect of the ham¬ 
mer blow and enables the deformation in the 
direction xx (Fig. 60) to be made greater 
than that perpendicular to xx. When the 
reduction of cross-section is large the opera¬ 
tion may sometimes be done most economi¬ 
cal!} between rotating rolls. Setting down is an operation similar to 
drawing down, but usually the thickness only is reduced. It can be 
done entirely with a fuller, except for the final finishing operation which 
is done by a flatter as indicated in Fig. 61, a showing 
a hand tool and b a power-hammer tool. Setting 
down is, however, often started by gashing the billet 
with a chisel as shown in Fig. 62. In drawing down 
bars of circular cross-section no attempt should be 
made to keep the section circular as this leads to 
cracks or splits being formed at the centre of the bar ; the correct method 
is to work the bar into a hexagonal or octagonal shape'until the cross- 
section has been sufficiently reduced and finally to restore the circular 
cross-section by means of swages, a pair of which is 
s ^ 10 ^' n d 11 It will be noticed that the corners 

of the semicircular recesses are rounded off; this is 
important because otherwise there is a liability for fins 
to be formed as shown in Fig. 64, and as the work is 
turned round during the swaging these fins may get 
folded over as shown at b, thus producing laps which 
may result in the work being scrapped. Swages are 
made to produce other shapes than cylindrical and 
are commonly provided with a spring handle as 
indicated in Fig. 65. 

Little need be said about bending except to point out 
that a right-angle bend'as shown in Fig. 66a cannot 
be obtained simply by hammering a piece of bar round 
e comer 0 an anvil; the result of that operation would be as shown 
at k To get a bend as at a a bar must first be swaged down or upset to 
^ the shape shown at c; this type of bend should therefore 

be avoided if possible. Pipe bending is an important 
part of the work of some forges and is often done in a 
separate section. The chief difficulties in pipe bend- 
(1) Flattening of the bends ; (2): 'Keepmg 
the straight portions m their proper planes. The first difficulty cal 



Fig. 63. 



(a) (b) 

Fig. 64. 
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largely be obviated by filling the pipe with some soft material, such, as 
sand, lead, etc., before bending ; the second difficulty can be reduced.!A* 
magnitude by the provision of suitable jigs on which the pipes can be" 
bent, but great skill is required neverthe¬ 
less. .. Punching is used as a means of form- ... < | 

ing holes in forgings and consists simply {( 

in driving a punch of. the proper shape into i_i 

the heated, work while the latter is’ supported Fig, 65. 

on a block that has in it a hole slightly larger 

than that being punched. The punch is tapered and is not driven 
through entirely from one side since this would produce a tapered hole 
and a distorted plate as shown at a , Fig. 67 ; instead the punch is driven 

about two-thirds through and the work _ 

is then turned over and the punch driven L.... CZZTn I I 

through from the other side, thus pro- ^ | ! 

ducing a fairly parallel hole and avoiding <*■ U b. lJ c. 
distortion of the plate as shown at b. Fig. 66. 

Cutting out is the process of removing 

pieces of metal from a billet by means of a chisel so as to shape it as 
required. Chisels for hand use are commonly made with a bevelled 
edge as shown at a , Fig. 68, but for power hammer work they usually 



a. b.. hz, bs. 

Fig. 67. 


are shaped as shown at b. For cutting out the comers of recesses chisels 
are often made L-shaped. Cutting out, like punching, is usually started 
from one side of the work and finished from the other side. Welding , 
when done in the forge, consists in heating the 
parts to be welded up to the welding temperature, 
which is a good deal higher than ordinary forg¬ 
ing temperatures, and then hammering them a . ix 
together so that the crystal grains of the one are Fig. 68. 

united to those of the other. To get a good 

weld the surfaces of the joint must be clean and free from scale, and to 
ensure this a flux is generally used ; its function is to lower the melting 
point of the scale so that the latter may be squeezed out of the joint when 
the parts are hammered together. Common sand, borax, and a mixture 
of borax and sal-ammoniac in the proportion of 4 to 1, are the most 
common fluxes and these are sprinkled on the faces to be joined just 
before the parts are hammered. The flux is fused by the heat of the 
metal and forms a liquid covering for the faces being joined ; as the 
parts are hammered together this covering, together with any dirt or 



f 
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scale that may have been present, is exuded from between the faces. It 
is important, therefore, that those faces should be shaped so as to facili¬ 
tate this exudation ; they are consequently 
generally rounded, as shown in Fig. 69, and the 
hammering is started at the middle of the joint 
Fig - 69. and is worked out to the ends. The type of 

weld shown in Fig. 69 is the commonest and 
most satisfactory type ; it is called a scarf weld. Other types are the 
butt weld and the tee weld ; these are shown in Fig. 70 but are not very 
satisfactory types owing to the difficulty in getting scale and dirt out of 

_ _ the joint and in hammering the joint properly. 

j | j The strength of a forge weld is rarely equal 

to that of an unwelded bar of the same cross- 
_, J _ section. 


Fig. 70. Forging Presses. The hydraulic forging 

press consists essentially of a ram guided 
in the frame of the press and carrying the moveable upper anvil 
beneath which, on foundations, is the fixed lower anvil. Hydraulic 
pressure applied to the ram enables a slow “ squeeze 55 to be given to an 
ingot or * forging placed between the anvils. Low-pressure water is 
generally used for the idle motions of the ram and high-pressure water, 
supplied by a steam intensifier, for the actual working motion. Steam 
cylinders are often used for lifting the ram and anvil upwards. The 
hydraulic forging press is particularly suited for handling very large 
forgings such as gun tubes, ships 5 mainshafts, alternator rotor shafts, etc., 
because the effect of a hammer blow on a large mass of metal is felt 
chiefly at the surface and very little at the inside of the mass, whereas the 
squeeze of the hydraulic press produces a flow that is fairly uniformly 
distributed throughout the cross-section of the metal. With simple 
forgings of the type mentioned a greater dimensional accuracy can be 
obtained with the hydraulic press than with the steam hammer. 

Drop Forging. When a number of forgings have to be made to the 
same design the time required per piece can be reduced by making up 
special tools, bending jigs, etc., but the saving of time that can be effected 
by these means is never very great and so for large quantities drop 
forgings or machine forgings, wdiich can be produced much more cheaply 
than hand forgings, provided a sufficiently large quantity is required, are 
used In the process of drop forging, or stamping, the finished shape of 
the forging is obtained by stamping a hot billet of metal between an 
upper and a lower block of metal or d/e, in each of which an impression 
has been formed, the combined impressions being equal in shape to the 
forging required. The lower die block Is usually fixed and the upper 
one is lifted up and allowed to fall on to the metal which is placed on the 




Forging 107 

lower die. The operation is done in a machine called a drop-stamp or 
drop-hammer , of which there are three main types : (a) the strap or belt 
hammer ; (b) the board hammer ; and (c) the piston or steam hammer . 
An example of the first is shown in Fig. 71. The bottom die is secured 
to the anvil which is supported on extensive foundations ; these are 
insulated from the ground, as far as possible, as regards vibration and 
shock, so as to reduce the vibration of adjacent machinery to a minimum. 
Carried on the anvil block are guide frames between which the tup ” 



Fig. 71. 


that carries the upper die block is free to slide. The guide ^ frames 
serve to support the lifting gear seen at the top of the machine and 

which is controlled by a lever or cord conveniently placed for the 
operator. The lifting mechanism serves to lift the tup up to any 
position in the guides and to hold it there for short intervals ; on releasing 
the control the tup falls by gravity. The energy of the blow given to the 
metal between the dies depends, of course, on the weight of the tup and 
the height to which it is lifted. Drop hammers are usually rated by the 
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weight of their tups ; it .may be mentioned that the anvil and foundation 
block usually weigh about twenty times as much as the tup. Drop 
hammers are made with tups ranging up to 10 tons. Various types 
of lifting mechanism are in use but a friction band-clutch arrangement 



Fig. 72. 


tsSS 

seen m Fig. 72, ,s simdar to the strap hammer in general design, 
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the main difference being the lifting mechanism. This takes the form 
of a board (usually of hickory) that is fixed to the tup at the bottom and 
which lies between a pair of rotating rollers at the top of the machine. 
The rollers, being carried on eccentric bearings, can be made to grip the 
board and thus lift the tup. This type of hammer is widely used in 
America but is used only to a small extent in England. The third type 
of hammer is becoming popular both in England and in other countries 
and an example is shown in Fig. 73. It is built on the lines of an ordinary 



Fig. 73. 


steam hammer and the tup is usually integral with the piston rod. The 
blow 7 of the tup is augmented by steam pressure acting on top of the 
piston during the working stroke and thus, for a given weight of tup, a 
heavier blow can be given. This type of hammer also provides better 
alignment of the two dies than the other types and thus gives more 
accurate forgings. It should be noticed that aluminium alloys of the 
duralumin type offer about twice the resistance to deformation of ordinary 
steels and about one and a half times that of nickel-chrome steels, all the re¬ 
sistances being taken at the optimum forging temperature for the respective 
metal. Hence piston hammers are much used for aluminium alloy forging. 
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Methods of Drop Forging. Drop forging can be done in two ways, 
which may conveniently be treated separately. In the first method the 
, - dies have only one impression in 

f ' them, as in Fig. 74, and the heated 

\ metal,. having been placed between 

% single pair of dies, but for com- 

f V '^ gh ' jj v plicated shapes either the billet 
must be given some preliminary 
1 Jj§ shaping under an ordinary hammer 

i , ^ before it is finished in the drop 

hammer, or, alternatively, two or 
Fig. 74. more pairs of dies must be used. 

In the second method of drop 
forging any preliminary work that may be necessary is done between 
the dies in the drop hammer and these are provided with several pairs 
of impressions to enable this to be done, as can be seen in Fig. 75. 
In this second method the stock used is generally bar stock and the 
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Fig. 75 

forging is not severed from the bar until it has been finished by striking 
between the finishing impressions of the dies ; the cutting off may be 
done under the drop hammer. To prevent the forging sticking to the 
dies, particularly in the bottom die, a little sawdust, coal dust, or oil is 
sometimes put on the dies just before the actual blow is delivered. With 
aluminium alloys copious supplies of oil are sometimes used. 

D rop Forging Dies. It is probably obvious that the impressions in 
e dies must not be undercut at all or the forging cannot be removed 
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from the dies ; this sometimes means that the parting surface between 
the dies must be a curved surface. Whenever possible plane parting 
surfaces are used and curved surfaces can sometimes be avoided by 
forging an article flat and then bending it in a subsequent operation. 
The die impressions must also be given adequate draft, that is, the 
surfaces that lie approximately vertical must be inclined to the vertical at 
a small angle, which ranges from as low as 3 degrees up to as much as 
10 degrees for steel and 15 degrees for aluminium alloy forgings. A 
common draft angle is 7 degrees. Allowance must also be made for the 
contraction of the forging on cooling ; this is commonly made ■§• in. per ft. 
for both steel and aluminium alloy forgings, the higher coefficient of 
expansion of the latter being offset by the lower finishing temperature. 
In order to ensure the complete filling of the die impressions the billet 
used is made somewhat heavier than the ultimate finished forging. The 
excess metal is squeezed out between the faces of the dies and forms a 
fin or flash all round the forging at the parting line. This flash is removed 



THICKNESS OF FLASH 

Fig. 76. 

in a subsequent operation but it is necessary to allow for a definite thick¬ 
ness of flash when the depths to which the die impressions are to be sunk 
are being settled. Because the flash cools down much more rapidly than 
the body of the forging a large proportion of the energy of the last blow 
of the tup may be absorbed in the flash and it may be difficult to get 
forgings consistently to size. This may be obviated by sinking the die 
impressions full depth and providing a gutter for the flash as shown in 
Fig. 76. Hammering is then continued until the dies are heard to “ rap,” 
that is, until the die faces come into contact; this enables greater con¬ 
sistency to be obtained in the thickness of the forging. The centre of 
the impression should be at the centre of the face of the die block in 
order to keep the thrusts fairly central, and to eliminate tilting and conse¬ 
quent guide wear as much as possible the edges of the impression should 
preferably not be less than 2 in. from the edges of the die block. Opinions 
differ as to whether a multiple impression die is better than separate 
roughing and finishing dies ; the die sinking costs are rather higher for 
the multiple impression die but the cost of die steel is lower ; the risk 
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of the multiple impression die being scrapped is rather higher but the 
production times are generally lower. English practice seems to favour 

the use of separate dies, while American practice favours the multiole 

impression die. ulu P ie 

-Alter leaving the drop hammer the job goes to a trimming press to have 
the flash removed ; this is done by pushing the job through a die which 
has a hole m it whose shape is the outline of the job on the parting 
surface, by means of a punch carried in the moving head or ram 6f the 
pr^ The pend, fit, ,he hole in ,he die, le,™,/, smaU 
round and so when the job is pushed through the flash is sheared off 
rhe bottom surface of the punch may be shaped to fit the top surface of 
the job. Trimming is commonly done immediately after stamping but 
sometimes the job is allowed to cool first; this 
reduces the risk of the job being distorted by the 
operation. Trimmer dies are given a clearance angle 
as indicated m Fig. 77, which ranges from 18 degrees 
for thm dies up to about * in. in thickness, down to ' 
Fig. 77. 6 degrees for dies 3 in. or more in thickness. By 

«"• of the bloc „f 2 222* P "” h 
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nearly so readily as steels and the^tr^ * T ^ ese aI % s y*Iso do not flow 

greater than with steel the die life he; 6S Set ^ es are frequently 

’ the die life being correspondingly lower. When 
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in use the temperature of the die faces will range from 150' to 250 c C. in 
the heavy parts and up to 450° to 500° C. in thin parts and corners. The 
bottom die will generally run hotter than the top one because the hot 
forging lies on it during the idle time between the blows of the tup. 
Too little draft on the dies will cause the forging to stick in them and 
this will make them run hotter than normal and will result in more rapid 
wear. The life of a pair of dies is determined either by the occurrence 
of wear or “ growth ” so that the forgings become bigger than the prescribed 
limit, by the formation of “ checks ” or cracks at the corners of the 
impression, or, occasionally, by actual fracture of the die block. Dies 
have been found to give a longer life when used continuously than when 
used intermittently on small batches ; for example, a continuous run 
gave a life of approximately 15,000 forgings whereas, when producing 
batches of 100 at a time, the life was only 2,000 forgings. JThe rate of 
production will also increase considerably after the dies are first put into 
operation and as the operator gets used to them. 

In England the bottom die is usually secured to the anvil by four 
screws or “ poppets ” (these can be seen in Fig. 71) and so the bottom 
die can be aligned with the top one by adjusting the poppets. The top 
die is secured to the tup by having a dovetail formed on it, a corresponding 
dovetail being machined in the tup and a key being driven in to tighten 
up the connection. The bottom die is sometimes dovetailed and keyed 
to an adaptor which is held on to 
the anvil by the poppets. This 
eliminates most of the -wear on the 
anvil that occurs when an adaptor 
is not used. In America both the 
dies are usually dovetailed and 
keyed. “ Locked dies ” are some¬ 
times used, particularly in America, 
an example being shown, in Fig. 79 ; 
the locking faces are usually cir¬ 
cular in plan but can be rectangular 
if desired. Such dies help to prevent misalignment and consequent in¬ 
accuracy in the forgings. ' When the parting faces of the dies are non- 
planar locked dies are practically imperative. 

Materials for Dies. Drop forging dies are made either of a plain 
carbon steel, sometimes with a small percentage of vanadium in addition, 
or of a nickel-chrome-molybdenum steel. Four typical compositions are 



Fig. 79. 


given below : 

Carbon Manganese Nickel 

0*5 -0-65 0*6-08 — 

0*6 -0*75 0*2-0*4 — 

*0-75-0*9 Q*2-0*4 — 


Chromium Molybdenum 

0*5-1 *0 0*15-0*35 


* Plus 0*3 vanadium. 
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The British Standards Institute has formulated four standard composi¬ 
tions for die-block steels. These are given in British Standard Specifi¬ 
cation No. 224 —1938. The manufacture and heat treatment of die blocks 
requires considerable experience for success to be attained and is largely 
done by the steel firms who make the steel, blocks being sometimes 
delivered to the drop stamping establishment in a fully heat-treated 
condition ready for the machining of the impressions. The process may 
therefore be considered to be outside the scope of this book, but in order 
that the reader may realise the complexity of it a brief description will 
be given. The extent of the reduction of the billet in forging the die 
block is important because, unless considerable work is put into the billet 
the resulting die block will be poor in quality ; the cross-sectional area 
of the billet is therefore made about three times that of the required block. 
Die blocks should be thoroughly normalised before machining com¬ 
mences. After machining, the impressions are often checked by making 
lead casts of them and these casts are sometimes kept so as to enable 
the die wear to be checked. The die block is then heated up to the 
required temperature for hardening ; this heating, and all the other 
heatings also, must be done very carefully, the temperature being raised 
very slowly during the initial stages ; putting a cold die block into a hot 
furnace will ruin it. When thoroughly heated the block is removed from 

l ^ m f Ce an< ^ IS placed on a standing in water so that the base of 
the block is about half an inch below the water level. This hardens the 
back of the block sufficiently to prevent any spreading in use. The upper 
face of the block, which has or will have the impressions formed in it is 
then sprayed with water until the block is black for about one-third of its 
depth ; the block is then quenched in oil at 300° C. and is transferred to 
a furnace at the same temperature for tempering. Tempering is done so 
as to make the scleroscope hardness value for the impression face about 
58 torshallow impressions of simple design down to about 45 for impres¬ 
sions o m. or more in depth or of intricate design. 

Cost of Dies and Die Life. The first cost of a pair of dies may range 
from only a few pounds for very simple small dies, up to a hundred 
pounds or more for large complicated dies. The die life may range from 

nS T f 50 UP t0 25 ’°° 0 ° r more ' The cost of * drop forging 

rfeSve lTnf^T C ° St and Uf f ° f the di6S t0 a £ reat exte *> but if thf 
effective life of the dies is not wholly utilised the cost will depend on the 

pTjkJTtmlll' f AS “ eXa T 1S ° f thC 6ffeCt ° f q uanti V the cost 

trstp“ «»“• 1 ' 000 ' " d 300 ^ 

Production Rates of Drop Hammers. These can be indicated 
only very approximately. Sntall foi^t weighing only a few“ ' 
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can be produced at rates up to 200 per hour, motor-car connecting rods 
at about 100 per hour, while a six-throw motor-car crankshaft has been 
produced at a rate of 30-40 per hour. Production rates depend on many 
factors, of which the most important are the‘heating arrangements, the 
actual lay-out of the plant and the handling facilities. 

Machine Forgings. These are forgings that are made on a forging 
machine, an example of which, together with a pair of dies and a header, 
is shown in Fig. 80. The forging machine uses dies which are similar 
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in man}' respects to.those used in drop forging, but the majority of 
machine forgings have several operations performed on them by the 
forging machine and the dies have a corresponding number of impres¬ 
sions. One important difference between the drop hammer and the. 
forging machine is that in the latter the movable die or dies are actuated 
mechanically by cranks and connecting rods and cams, the result being 
that the forming action is more of a squeezing action than it is in the 
drop hammer. The difference is thus somewhat like 
that between the steam hammer and the hydraulic 
forging press. 

Most forging machines employ two principal movable 
members : a movable half-die and a “ header ” which 
carries a heading tool or piercing punch and which 
moves in a direction perpendicular to that of the half¬ 
die. The stock used is generally bar stock and it is put 
in from the end of the machine as indicated by the 
dotted lines in Fig. 81. One operation is very common 
in forging machines, namely, upsetting ; this may be 
divided into (a) unsupported, and (b) supported upsetts. 
The former is indicated in Fig. 82 ; the stock is gripped by the side or 
gripping dies and the heading tool moves up and upsetts the bar. The 
distance a, the length of the bar that is unsup- 
P~ d ported; should not (according to most authorities) 

j, - ^.. - 2 ^ exceed 2^-3 times the diameter of the bar. If 

hfvhvf this limit is exceeded the bar may buckle. In the 
Fig. 82 . supported upsett the sideways deflection of the 

bar during the upsett is limited because the 
deformation occurs inside a recess formed in either the dies or the header 
or both, as indicated in Fig. 83. In this type of upsett the diameter D 
of the upsett portion must not be greater than 1 
unless the unsupported length A is less than 3d. 
Also the dimension a must be greater than A/2 
or there will be a danger of the bar being muti¬ 
lated as shown in Fig. 84. Tubes can be upsett 
equally well as bars, particularly when the inside 
diameter is unchanged, the outside diameter being 
increased, a punch being used inside the tube. 
The increased wall thickness should not exceed 
about 1£ times the original wall thickness. Up¬ 
setts in the length of a bar can be made satis¬ 
factorily by using a sliding die as is indicated 
in Fig. 85, and two separate upsetts can also be 
produced simultaneously if required. The cutting off operation by which 
the finished forging is severed from the bar stock is generally done by a 
shearing blade carried by the movable die head and the final piercing ' 
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of a central hole in the forging may be done after the forging has been 

sheared off the bar, the shearing blade being used' to support the work 

during the piercing operation. ' Alternatively the stock 

may be made smaller in diameter than the hole to be f —] ; 

punched so that the punching operation also severs , » 

the job from the stock. The drawback to this method Fio. 84. 

(which must be regarded as obsolescent) is that many 

more upsetting operations may be required to get the necessary increase 

of stock diameter before punching. The dies used in machine forging have 

to withstand different actions from those used 

in drop forging ; the blow given is not so hard, ? j r l . i bn — -: . i ; 

but the hot metal is in contact with the dies /p fe r Tt 4^.. —^ 

for longer periods. 


Shell Forging. Shells are commonly pro- p IG § 5 

duced from billets sawn off circular bars in the 

smaller sizes, and from castings in the larger sizes, by means of a piercing 
operation followed by one or more drawing operations. The piercing 
operation is generally done in vertical hydraulic 

presses, but mechanical presses are occasionally ! ~ 77y .. 

used ; the billet is put into a blind die (closed Wtfy 

at the bottom) carried in a platen fixed to the 

frame of the press and the punch, which is carried >/!■ 

by the ram of the press, descends and pierces the t/lI y%/ 

billet, the metal of which is “ extruded 55 upwards 

between the die and punch. The forging then xlll | 

passes directly to the drawing press which is similar 

to the piercing press, except that the die is open / X . 

at the bottom. The forging is pushed through 

the die by the punch, the w^alls being reduced in Fig. 86. 

thickness and Increased in length by the operation. 

The shape of the end of the punch has a considerable influence on the 
w r ay in which the material of the billet flows during the piercing operation, 
a flat-ended punch having less 

“ piercing ” action and pro- ' | P j| f] 

ducing a more extensive flow | | | 11 __ J j |j || 

than a conical-ended punch, | 

as is indicated in Fig. 86. ^ ijfe ^ ] \ 1 |_Jj M 

Shells are also being forged by lBfl| jgjl| 1 j j 

an operation which is partly a ■ ||i| j/M 

piercing and partly an extrusion ^ pTl^ 

one ; the principle is indicated |J' A If If |Mj C II D 
in Fig. 87. The punch A serves ^ H 

to form the base of the shell gy 

“"in the early stages but recedes Fig. 87. 


Fig. 86. 


Fig. 87. 
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thereafter so that the base end is quite free during the last stages when the 

metal is being extruded through the space between the punch and the 
die C by the pressure exerted at the shoulder D. In America shells 
are commonly forged in forging machines by combined piercing and 
upsetting operations. 

Electrically Heated Upsetting Machines. For simple upsetting 
operations, on comparatively small diameter stock, machines have been 
developed in which the stock is gripped in a pair of slidable jaws and is 
pressed comparatively lightly against a fixed. head while a current of 
electricity is passed through the portion of the stock between the jaws 
and fixed head. That portion is consequently heated up, the tempera¬ 
ture being highest at the fixed head and decreasing towards the jaws. 
\^ Jien sufficient time has elapsed for the temperature to rise to forging 
temperature the pressure on the jaws is increased and those jaws move 
forward, thus upsetting the stock. This method of heating is extremely 
rapid and efficient. By using fixed gripping jaws which grip the stock 
only just firmly enough to give good electrical contact, and by applying 
a pressure at the free end of the stock so as gradually to force it through 
the jaws, the size of the upset can be made very much greater than 
by other methods. For example, a y-ths dia. rod can be upset for 
a length of 6 inches. 

The Accuracy of Forgings. Hand and hammer forgings cannot be 
held to close dimensional tolerances and these may range from as low as 
±-| in. in small forgings up to ±2 in. in large ones. Drop forgings and 
machine forgings can be held to much closer tolerances, but it should be 
remembered that close tolerances mean increased cost because the dies 
will not have such long lives and the percentage of “ wasters ” will be 
greater. The Drop Forging Association of America has established a 
set of tolerances for drop forgings. For dimensions perpendicular to the 

parting surface the tolerances range from 0*008 ^ or forgings U P t0 

0-2 lb. in weight, up to in. for forgings between 90 and 100 lb. ; 

these are the “ commercial ” tolerances. A set of “ close tolerances 55 of 
about one-half of the commercial values is also tabulated. * For dimen¬ 
sions parallel to the parting surface, and to allow for shrinkage and 

To An? 6 t ° 1 ! eranCeS ran £ e from ± 0 * 032 in * for forgings up to 1 lb. and 
±0*005 is allowed for each subsequent 2 lb. 

Machining allowances have to be made on those parts of forgings that 
have to be machined to size. These allowances range from as little as 

f m ' m sma!I dr °P forgings up to as much as 2 in. in large hammer 
forgings. & 

Defects in Forgings. The principal defects encountered in forgings 
may be summarised as follows: Burnt metal, decarburised metal, seams, 
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laps and cracks , “ corner ghosts” hair-lines and blowholes, and inclusions of 
dirt , slag, etc . Burnt metal is generally indicated by the presence of a 
large number of small cracks on the surface of the forging and is a defect that 
cannot be remedied, so that the forging has to be scrapped. Decarburised 
metal is not a very common defect; it is shown up by the Brinell test, 
since it will lower the test figure considerably ; it may not necessitate 
scrapping the forging. Seams and laps and cracks are due to incorrect 
forging practice and will usually cause the forging to be rejected. The 
fourth and fifth defects are ingot defects and must be blamed on the 
ingot maker. (Comer ghosts are fine cracks that are formed inside an 
ingot at the corners ; they lie more or less radially and may persist through 
several forgings.) Hair cracks are very fine cracks, usually invisible to 
the naked eye, in the surface of large forgings ; they may be due to 
incorrect heat treatment of the ingot during the cooling period ; they may 
also be due to too rapid heating of billets. 
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Chapter 6 

PRESS-TOOL WORK AND SPINNING 


Press-Tool Work. This phrase is used to describe a wide variety of 
processes by means of which articles are made from sheet material by 
cutting, bending, drawing, and stretching operations, ali of which are 
performed cold. A certain amount of cold pressing and bending is done 
in forges but such work is not regarded as coming under the heading of 
press-tool work. The material operated on in press tools is usually fairly 
thin, seldom exceeding 10 S.W.G. in thickness, and the operations per¬ 
formed may be roughly classified as : 

1. Piercing, blanking, and trimming ; 

2. Bending and forming ; 

3. Cupping and drawing ; 

but frequently all of these operations may be performed by a single stroke 
of the press used to produce an article. 



A 
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Piercing, Blanking, and Trimming. These operations are essen- 
tially ones in which portions of a sheet of material are cut away so as to 

shape the sheet to the required 
|—form. In Fig. 88 is shown a 
isimple piercing operation which 
is designed to cut a series of slots 
in a strip of material. The 
material or stock lies in a recess 
in the top of the die B which has 
formed in it a hole equal in shape 
and size to that required to be 
pierced. This die is mounted on 
, ^ . the table or platen of a press and 

a punch C is mounted m the ram or movable head of the press. The 
punch is a free fit in the hole in the die and its comers are ground square 

stock re ^ descent of the ram a hole is pierced in the stock. The 
stock tends to cling to the punch and would be lifted up with it, away from 

or thLTnT n0t f °T e Phte D Which has a de-noe hole 

for T PnCh ° P. ass tbr0U f h and which is secured t0 the die. Some 

Sr c ed holesTo 1 h f T Uld 3lS0 be Pr ° vided 80 as to enable A e 

£ Z S V FT at the Pr ° per distance a P art - In an operation 

piece ofZre T;A - thC P l er “ d Stri P that is required and the r/^, or 

Zre ofteTh k Z 1 “ thr0Ugh the die > that is scrap, but 

scra p_ S that 1S wan ted and the pierced strip that is the 
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The action is essentially one of shearing the material and dies are made 
of hardened steel and are ground to sharp comers along the cutting edges. 
When these edges become slightly rounded the shearing action will no 
longer take place properly and the edges of the work will be ragged ; the 
punch must then be reground on its end so as to restore its cutting edges 
and the top surface of the die may also have to be re-ground. The presses 
in which these dies are used are considered in a later section. 

The ram of the press is usually so adjusted that the punch enters the 
die for a short distance, but sometimes the end of the punch is brought 
just flush with the surface of the die. If the punch is adjusted so as to 
penetrate the material to a depth of not more than about two-thirds of 
the thickness of the material, and particularly if the edges of the punch 
are slightly rounded, the material will not be pierced but will have a 
recess formed on one side and a projection on the other 
side as indicated in Fig. 89. This kind of indentation 
operation is fairly common. . Fig. 89 . 

In Fig. 90 is shown a tool for producing circular 
blanks ; the blanking die A is held in the ram of the press and is formed 
with a recess slightly larger than the punch B which is fixed to the bolster 
plate of the press. A combined pressure 
plate and stripper C is used to grip the stock 
between itself and the bottom face of the 
die during the blanking operation and to 
strip the stock off the punch during the 
upward stroke of the ram and die. The 
blank, after being cut out, should remain 
on the top of the punch and is then removed 
v T hen the material is slid along to the position 
for the next stroke. It may, however, tend 
to stick inside, and be carried up with the 
die, and to obviate this a spring-loaded 
stripper or ejector or, alternatively, a positively operated knock-out may 
have to be provided. An example of the latter is seen in Fig. 92. 

Trimming operations are essentially 
the same as piercing and blanking opera¬ 
tions but are carried out on the edges of 
the stock or blank. 


Compound Dies. These are dies in 
which blanking and piercing are carried 
out during the same stroke of the press. 
An example is shown in Fig. 91, where 
A is the blanking die, B the blanking 
punch, and C is the pressure-plate and 
stripper, the construction being essenti- 
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ally the same as in Fig. 90. The punch D pierces a hole in the blank 
and is arranged to act slightly after the blanking punch and die have 

cut the blank out. The plate E acts 
j 4 -h as a pressure-plate during the piercing 

operation and serves to prevent the 
| j pierced blank being carried up by the 

Another example is shown in Fig. 92 
Tgjj pipf 3 where the parts are, in comparison 

C § RlB g I i with Fig. 91, inverted. The blanking 

-h . 1/ ' die A is now held on the bolster of 

A y _ E press and the blanking punch B 

|§P D in the ram. The pressure-plate C for 

j ' j , • the blanking operation is carried by 

I, th e punch holder. The piercing 

fY^.h! |ff |T punch is seen at D and the piercing 

!.| - die is formed by the recess in the 

J j 1 punch B. The ring E acts as a stripper 

I ciyyyy— and ejector for the piercing operation, 

! the pressure being supplied by a large 

coil spring F placed underneath the 
! j j bottom die. The spring F and its 

I j I abutment are frequently made part of 

CiJE ST" 1 TiilS rh the press and can be used with any 
^ die which may be put into the press; 
IG * 92 ' a rubber compression block may also 

be used instead of a coil spring. - The 
pressure-plate C acts as a stripper for the stock and a knock-out pad G 
is provided to eject the scrap resulting from the piercing operation. 
As the ram of the press approaches its highest position the upper 
end H of the knock-out spindle strikes a fixed stop and the scrap is thus 
ejected from the inside of the punch B. The knockout pad is kept in place 
by the cotter pin J. r r 

.. ^ ro £ ressiv ® Di f- or more operations may also be performed 
at a single stroke of the press by mounting separate tools in series as is 

a indicated for a simple blanking and piercing job in 
Fig. 93. The stock A is fed through the dies from 
_ right to left and is first pierced by the punch B and 
- is subsequently blanked out by the punch C on the 

next stroke of the ram. Thus, although each piece 
Fig. 93. requires two strokes to complete it, a piece is com- 

. . P leted 011 evei Y stroke of the ram. The stock 
must be positioned by suitable stops so that the pierced hole is centred 
properly relatively to the blanking punch C during the blanking operation. 
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Dies of this kind are called progressive dies and are usually much cheaper 
to make than are compound dies, but the accuracy of the placing of the 
pierced hole relative to the outline of the blank is rarely as high as when 
the compound die is used and for this reason the latter is sometimes 
preferred. 

Bending and Forming. A simple bending operation is shown in 
Fig. 94. At a is shown the initial shape of the wrork whose final shape is 



Fig. 94. 


to be as shown by the views h ; at c is indicated the method of bending. 
The blank is placed on top of the die and is positioned by shallow’ 
dowel pins which engage the holes C previously pierced in the blank. 
On the descent of the ram the punch bends the blank to the required 
shape. In this example the die can be made with a hole right through, 
but if the die is blind, i.e. closed at the bottom, or if the work has to be 
bent to some shape, such as a V, which precludes its being pushed through 
the die then some form of ejector may have to be provided. The width 
l of the punch must be less than the opening L of the die by an amount 
slightly greater than twice the thickness t of the blank. Commonly 
L=2£/+Z. 

If a piece has to be bent back on itself it will generally be necessary to 
use a more elaborate bending die with 
side sliding pieces which are moved 
inwards by ramps, carried by the punch, 
on the descent of the ram in order to 
complete the bending operation. Such 
dies are called side-bending or side-closing 
dies. 

A rather specialised bending operation is one in which the edge of a 
strip or sheet is formed into a loop as shown in Fig. 95a; 
this operation is known as curling and can be done in a 
simple die such as is shown at b. Curling can be done at 
the same time as piercing by using a punch with an inclined 
face as shown at c. The curl can be made to encircle a 
wire so that the edge is stiffened and the operation is 
then known as wiring. Fig. 96 shows a die for wiring the 
edge of a cup-shaped member. 

Cupping and Drawing. Cupping is the process of form¬ 
ing a flat disc or sheet, such as is shown at a in Fig. 97, into a cup as shown 
at b. Drawing is an operation that changes the cup shown at b into that 




{a) ip) 

Fig. 95. 





Fig, 98. 
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shown at c, the diameter being reduced and the depth increased. The cup 
need not be cylindrical but may be rectangular or, within limits, of any 

desired shape. A cupping operation differs 
essentially from a bending operation as will 
be appreciated when it is realised that the 
annular ring of material x, shown shaded in 
Fig. 97 a, must be changed in form to the 
ring y, Fig. 976, which is smaller in diameter 
than x ; the material must thus be caused 
to flow considerably during a cupping 
operation. It is quite possible, and in fact is usual, for the thickness of 
the wall c of the cup to be considerably greater than the thickness t of the 
original blank. Hence it is usual for the punch used for a cupping opera- 
tion to be made smaller than the die opening by an amount equal to about 
2i times the thickness of the blank, t, so that an allowance 
equal to \t is made for the thickening of the wall of the 
cup. The corners of the punch and die must be well 
rounded as shown in Fig. 98 and a lubricant such as 
tallow, lard oil, or soap suds is generally used. A cup 
whose depth is greater than about i| times its diameter 
(or about half the blank diameter) cannot usually be made successfully in 
one operation. 

W hen soft ductile materials such as cartridge brass are being worked, 
cupping can be done with a simple punch and die as shown in Fig. 98 
without any difficulty, but with harder and less ductile materials such as 
sheet steel, and with thin material there is always a liability of wrinkling 

occurring in the walls of the cup. This 
wrinkling can be largely, if not entirely, 
eliminated by using a pressure-plate or 
blank-holder during the operation. An 
example is shown at E in Fig. 99, which 
shows a combination die for performing 
blanking and cupping at a single stroke 
of the press. The punch A and die B 
first blank out the material and then the 
blank is drawn over the drawing punch 
C by the recess D in the blanking punch. 
During the drawing operation the edge 
of the blank is gripped between the 
pressure-plate E and the bottom face of 
the punch A, the degree of pressure being 
determined by the compression of the 
block of rubber F. This pressure has to be carefully regulated ; if it is 
too low wrinkling may occur, while if it is too high the end of'the cup 
may be tom away from the wall. When the holding pressure is supplied ■ ■ 



Fig. 99. 
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by a rubber block or a coil spring it must necessarily increase as the 
pressure-plate descends during the cupping operation ; this increase is 
not always desirable and it can be reduced to a very small amount by 
using an air cylinder, fitted with a piston, instead of a rubber block. 
The air cylinder is connected to a supply of compressed air and the 
holding pressure can easily be varied bv varying the air pressure. In 
the die shown the pressure plate E also serves to eject the cup from 
the die. 

The combination die enables the blank to be held during a drawing 
operation in a single-acting press which has only one moving part, namely, 
the ram or punch holder. For large drawing operations, however, a 

double-acting press is to be preferred. 

Shape of Blank in Drawing Operations. For cylindrical cups the 
blank must obviously be circular but for a rectangular 
box the blank is made to the shape indicated in Fig. 100 / 

and for other shapes of drawing the best shape for the f '* 
blank must often be found by trial. If a rectangular ^ J 

blank were used to produce a rectangular box the \ / 

corners of the latter would stand up above the level p IG |Q 0 . 
of the sides and the latter would be badly wrinkled. 

Multiple Drawing Operations. It has been mentioned that a cup 
whose depth is greater than about half its blank diameter cannot usually be 
successfully drawn in one operation. Deep cups must therefore be pro¬ 
duced in several operations and an example is shown in Fig. 101. The 







■ " a b c d e t 

Fig. 101. 

conical cap / is produced in seven operations, including the blanking 
operation which is not shown, and it will be noticed that not until the 
last operation is reached does the conical shape appear ; this is because 
provision has to be made in all the earlier operations for a pressure plate 
to grip the job, as indicated at c. This particular job is annealed twice 
during manufacture : after the second and fifth draw’s respectively. If 
an attempt is made to carry the drawing too far in one operation trouble 
will be experienced from cracking and tearing of the material. 

Double Drawing Dies. Cups whose depths are about equal to their 
diameters can, however, be drawn in. a single press cycle by using special 
dies which, in effect, enable two draws to be made successively for each 
stroke of the press. An example is shown in Fig. 102 which shows two 
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stages of the operation. A double-acting press is used and the blanking 
and holding punch A descends ahead of the hollow drawing punch B 
and blanks out the stock by entering the die C ; the blank is then held 



between the bottom of the punch A and the face of the bottom drawing 
die D. The punch B then descends and draws the blank into a com- 

t paratively shallow cup as shown at a. 

During this time the holder and ejector E, 
which is carried by the piston of a com¬ 
pressed air cylinder situated below the table 
of the press, also grips the blank lightly. 
Just before the drawing operation described 
is completed the flat portion of the blank 
comes into contact with the top of the 
second drawing punch F, and at this 
moment the pressure applied by the punch 
A is reduced and that applied by E is in¬ 
creased. The punch B then draws the blank 
over punch F as shown at b, the original 
cup being turned inside out. The holder 
E serves to eject the finished cup if it tends 
to stick on the punch F, while the ejector 
G acts if the cup sticks inside the punch B. 
F 10 As an example of the size of cup that can 

be produced in this way it may be mentioned 
u. __ , , ' *^at a CU P in. diameter by 54- in. deep has 

STo™ rii of 25 pcr ™ ,e bi » ks im “• di “ 
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Types of Press. The presses in which press-tool work is done may 
be divided into (a) hand-operated presses, and (b) power-operated 
presses. Hand-operated presses are very simple in construction and are 
generally used only for small batches of simple work ; an example is 
shown in Fig. 103. 

Power presses may be subdivided into (1) Single-acting presses, 
(2) Double-acting presses, and (3) Triple-acting presses. Single-acting 
presses are essentially similar to the simple hand-operated press in that 


v. 


> 


Fig. 104. 

they have only one ram ; the means of operating the ram are various. 
These means may be a crank, an eccentric or a toggle-lever mechanism. 
In Fig. 104 is shown a typical crank-operated single-acting press. The 
ram is guided in the frame and is actuated by a crankshaft through 
the medium of a connecting rod. The press is provided with a fly¬ 
wheel and may be driven either by a belt or by an electric motor. A 
clutch enables the flywheel to be coupled to the crankshaft when the 
^press is required to work ; this clutch may be arranged to disengage 
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automatically when the crankshaft has made one complete revolution and 
the ram has reached the top of its stroke, a brake being used to-prevent 
over-running or, alternatively, the crankshaft may be allowed to keep on 
revolving as long as may be desired. In the latter case the- feed to the 
stock must be automatic and the press must have additional mechanism 
to provide this automatic feed during the time that the ram and punch 
are clear of the work. Blanking, piercing, and trimming operations on 
strip material will generally be done with a continuously running press 



Fig. 105. 


and automatic feed, but second operation work must generally be put 
into the die by hand and then the clutch must be operated every time 
the ram is required to make a stroke. 

Because of the great danger to an operator’s hands which arises from 
the starting of a press cycle before the operator’s hands are clear of the 
dies all presses must, by law, be fitted with guards. These are arranged 
to push the operators hands away (if they are not already clear) as the 
press ram begins to descend ; the guard is clearly visible in Fig. 105. 
In addition some presses are arranged so that two levers have to be 
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moved simultaneously before the press will start and the levers are situated 
so that the operator must use both hands to move them. This, however, 
generally slows down production. 

- The use of an eccentric instead of a crank enables greater forces to be 
applied to the ram for a given diameter of shaft and is consequently found 
in presses for very heavy w T ork. Very large presses, such as are used for 
the production of motor-car body panels sometimes have four eccentrics, 
one at each corner of the “ ram,” so as to ensure an even pressure and to 
eliminate tilting. When very heavy forces must be used as, for example, 
in coin embossing, toggle mechanism is sometimes used, but this form 
of operation generally necessitates a comparatively short, working 
stroke. 

Single-acting presses are made either open fronted as shown in Fig. 104, 
the frame being C-shaped, or double sided as in Fig. 105. They are often 
inclinable so that gravity may be used to discharge the job clear of the 
dies. 

The double-acting press has two reciprocating parts, an inner member 
actuated usually by a crankshaft and connecting rod and an outer member 
actuated usually by cams carried by the crankshaft. Double-acting 
presses are used chiefly for drawing operations and the outer member is 
used to actuate the holder or pressure-plate, while the inner member 
carries the drawing punch. The use of cams makes it easy to arrange 
that the holder descends ahead of the punch so that the blank is gripped 
before the drawing starts and also to keep the holder at rest during the 
drawing. Double-acting presses do not usually run continuously. 

A triple-acting press is similar to a double-acting press but has, in 
addition, a third reciprocating member carried in. guides in the base of 
the machine so that a second punch can be made to draw the blank 
upwards into a suitably shaped recess formed in the top punch. They 
are used only for large w T ork such as motor-car body panels. 

Bulging Dies. A shape such as that shown in Fig. 106 cannot be 
produced by any ordinary punch and die and when such shapes are 
required they must be produced either by special bulg¬ 
ing dies or by spinning. In the former process the dies 
are made in two or more parts, as indicated in the figure 
(in order that the finished job may be extracted), and the 
bulging is done by placing a block of soft rubber inside 
the blank, after it has been placed inside the dies and the 
latter have been clamped together. The punch on 
descending compresses the rubber and sets up the necessary radial pres¬ 
sure to stretch the metal until it fits the dies. The life of the rubber 
is commonly from 600 to 1,000 pieces. For details of other uses of rubber 
in press-tools the reader is referred to an article by F. L. \ ovce in 
Machinery , September 11, 1941. 

9 



Fig. 106. 
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Sub-Presses. In an ordinary press-tool the upper member is carried 
by the ram of the press and the lower member is secured to the platen 

or table of the press ; mainten¬ 
ance of the alignment of the 
two members depends, there¬ 
fore, on the absence of any 
sideways or fore and aft move¬ 
ment of the ram relative to the 
platen, and as wear occurs in 
the ram guides misalignment 
and consequent damage to 
punches and dies may occur. 
This trouble is largely, if not 
quite entirely, eliminated by 
the use of sub-press tools. In 
these, an example of which is 
shown in Fig. 107, the bottom 
member is provided with two 
Fig. 107 . or sometimes three pillars that 

engage bushed holes in the 
upper member which is supported by springs. The alignment can be 
lost, therefore, only through the development of wear in the pins or 
bushes, and as a separate sub-press is used for each set of dies the wear is 
very small. The use of sub-presses makes the changing over from one job 
to another a much quicker operation and the idle time of the expensive press 
can thus be reduced. These sub-presses have, to some extent, been stand¬ 
ardised and can be purchased “ off the shelf ” from the manufacturers. 



Production of^Pressings in Drop Hammers. The development 
of all-metal aircraft has led to a great increase in the use of light alloy 
pressings and some of these are now being produced in special drop 
stamps using dies made of lead (containing 10 per cent of antimony) and 
of zinc. The zinc die is commonly made the bottom die and is cast from 
a wooden pattern ; it is then used as the mould for the lead upper member, 
the contraction of the lead making the necessary allowance for the thick¬ 
ness of the sheet being drawn. The shaping of the sheet metal is done 
by a succession of light blows rather than by a few heavy ones and a 
ubncant is used to reduce the friction between the metal and dies. The 
Ide of the dies is low, being of the order of two to three hundred stampings, 
so that the process is essentially one for small quantity production The 
drop hammers used are essentially the same as those used for drop 
forging but have larger, though lighter, anvils and more widely spaced 
tup guides so as to accommodate relatively large dies. 

Metal Spinning. In this process articles are brought to their final 
shape by gradually deforming a disc or cup-shaped blank by pressing a 
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suitable tool against it while it is rotating in a special type of lathe. The 
shape of the article is settled by a former, made of wood or metal, on to 

which the metal is spun. The 
process is indicated in Fig. 108 
in which A is the former, 
carried on the spindle of the 
lathe, and B is the blank, 
formed initially to the shape 
shown in the full line by a 
press-tool operation. The 
blank is held up against the 
end of the former by axial 
pressure applied through a 
ball-bearing “ pallet” C which 
is carried in the tailstock of the 
lathe. When the blank is 
rotating at a suitable speed 
pressure is applied to it by a forming tool which may be hand guided or 
may'be carried in a tool holder on the saddle of the lathe. The hand 
tools are made of metal and are provided with a wooden handle some 
2p-3 ft. long. The end of this handle is placed under the armpit of the 
operator who then uses the tool as a lever, the fulcrum being provided 
by a pin D placed in a suitable hole in a T-shaped rest E fixed to the 
lathe bed. In this way the operator is able to exert localised pressure on 
the blank and thus to w T ork it down until it fits snugly on the former, as 
indicated by the dotted lines. During the operation the fulcrum pin 
may have to be moved several times. In the early stages the blank is 
worked on to the nose of the former and assumes the shape shown inset 
in the figure. Lubrication of the contact between tool and work is 
usually necessary" and is generally provided by rubbing lard oil, tallow, 
or some other lubricant on to the work by means of a piece of rag. 

Clearly the shapes that can be produced by spinning are restricted to 
surfaces of revolution, that is, shapes whose sections by any plane per¬ 
pendicular to the main axis of the article is a circle.’ Also, when a solid 
former is used, the diameter at the open end of the article 
must not be smaller than any diameter nearer the closed end 
or the article cannot be removed from the former. By using 
formers that are built up of several segments shapes such as 
shown in Fig. 109 can be spun. The use of built-up 
formers can sometimes be obviated by using a rotating 
“ offset ” former, an example of which is shown in Fig. 110. 

The blank is held up against the chuck A by end pressure 
applied by the member B which is free to rotate on the arm. C carried by 
the spindle D which in turn is secured to the tailstock member E. A 
"formed roller. F is free to rotate on the outside of an eccentric bush that 



Fig. 109. 



Fig. 108 . 
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can be clamped in any position on the spindle D by means of clamp 
screws G. This enables the roller to be adjusted so as to bear against 
the inside of the blank, which starts with the shape shown in dotted 
lines. Another method of spinning such a shape is to start with a 



cylindrical blank whose diameter is equal to that of the opening of the 
finished shape and to enlarge it by applying a tool to the inside of it 
while a suitably shaped roller supports it outside. The process is then 
commonly referred to as a stretching process. It is indicated in Fig. Ill 
and is mostly used when the “ bulge ” in the article is comparatively 
small. J 

When a tool held in a holder in the saddle of the spinning lathe is used 
it generally takes the form of a roller that is free to rotate about its axis ; 
such a tool is indicated in Fig. 109. 

Any ductile metal can be spun, but brass, copper, aluminium, and mild 



steel are the most usual materials. Tin-plate is also a commonly used 
material but requires special skill in order to avoid piercing the tin skin. 
As with a drawing operation in press-tool work, the material work- 
hardens during spinning and may have to be annealed several times 
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between the start and finish of the operation. Some materials also have 
to be warmed up by means of gas jets during the spinning in order to 
render them sufficiently ductile. 

The formers and tools used in spinning are almost always quite cheap 
to make and so spinning is particularly suitable for the production of 
small quantities which could not economically be produced by press tools, 
and this is one of the principal fields for the application of the process. 

The Dewey Process. This is similar in some respects to a spinning 
operation and enables a parallel tube to be formed, cold, to a tapered or 
sinuous shape and to have its wall thickness varied along its length as 
may be desired, within limits. This is done by pressing rollers against 
it as it rotates and by applying an axial push or pull according as to 
whether the metal has to be compressed and the diameter and wall thick¬ 
ness to be increased or vice versa. The process has only recently been 
developed and for a description of it the reader is referred to Machinery , 
June 12, 1941. 
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Chapter 7 

FABRICATION BY WELDING, BRAZING AND 
SOLDERING 

The term “ fabricated ” is now used to denote articles that have been 
made from plates, angles, and other sections by welding, brazing, or 
riveting as opposed to manufacture by casting, forging, or press-tool 
processes. The essence of fabrication is the method used to join the 
pieces of which the article is built up, and as this is usually a welding 
process this chapter will be concerned chiefly with such processes. 

Welding Processes. These may be divided into two main groups : 

1. Pressure welds, 

2. Fusion welds. 

The characteristic of a pressure weld is that the metal being joined is 
never brought to a molten state ; it is heated up to a welding temperature 
and the actual union is then brought about by the application of pressure. 
In this group are forge welds such as have been described in Chap. 5 and 

,i resistance electric welding. 

The characteristic of a fusion w 7 eld is that the metal being joined is 
actually melted and the union is produced on subsequent solidification. 
In this group are gas welding and electric arc welding. 

j Resistance Electric Welding. There are several resistance welding 
! processes in use, the most important being butt, spot , projection , seam , and 
I flash welding. In all of them the welding temperature is obtained by 
j the heat generated by the passage of an electric current and the actual 
union is then brought about by pressure. In butt welding, which is 
used to join bars and plates together end to end, one bar is held in a 
fixed clamp in the butt-welding machine and the other bar in a movable 
clamp, the clamps being electrically insulated the one from the other and 
being connected to a source of electric current. The movable clamp 
with its bar is moved along so as to bring the ends of the bars into contact 
and the current is then switched on. Because of the higher electrical 
resistance at the contact between the bars the ends of the bars are heated 
up and quickly reach the welding temperature. During this stage the 
force pressing the bars together is kept comparatively low so as not to 
decrease the resistance at the contact between the bars. .When the 
welding temperature is attained the current is switched off and the force 
is increased sufficiently to bring about union of the bars. The machines 
used for this process are frequently semi-automatic, the heating time and 
the forces pressing the bars together being controlled by the mechanism 
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of the machine. This control may give either (a) a definite welding 
time, or (b) a definite welding current, or (c) a definite quantity of.energy 
per weld. The voltage applied across the clamps is a low one, from 2 
to 6 volts, and the current is usually alternating. If the bars being joined 
are different in cross-section the amounts they project from their clamps 
may have to be adjusted so as to modify the heat losses and ensure both 
bars being brought to the welding temperature simultaneously. This 
process is being used for welding such’ things as steel rails whose cross- 
sectional area is as much as 10 sq. in. 


Flash Welding. This is somewhat similar to butt welding, the chief 
difference being that the current is switched on before the edges of the 
plates, or the ends- of the bars, being joined come into contact. An arc 
therefore strikes between those edges as soon as they make contact, and 
they become molten^ Sometimes the edges are brought into contact and 
then separated in order to establish the arc, which is maintained, despite 

the ejection of burning metal, by moving the plates together. .After the 

arc has been maintained for some seconds the current is cut off and the 
plates are moved together so as to bring about the actual weld and this 
generally upsets the edges of the plates somewhat and produces a flash 
on each side. The process is used in the motor industry for the welding 
of .the several portions of car bodies together; the machines used for 
this purpose are comparatively costly and specialised and they are used 
only in large quantity production schemes. The process is, however, 
fairly widely used for joining bars and may be thought of as a variation 
of the butt welding process. 


Spot-Welding. This is very similar to butt-welding but is used to 
join sheet material using a lap joint. It is done in special machines, one 
being indicated diagrammatically in Fig. 112. 


The overlapping edges of the sheets being 
joined are placed between the water-cooled 
electrodes A and B of the machine and, on 
depressing the pedal E, the upper electrode 
is pressed down on to the plates by means 
of compressed air acting in the cylinder F ; 
simultaneously the current is switched on 



and passes from one electrode to the other 


through the plates. The latter are thus 
heated up in the region of the elec- 


Fig. 112 . 


trodes and, when they have reached welding 

temperature, the force pressing the electrodes together is increased 
and union of the plates occurs at a spot] the size of which will 
depend on the size of the electrodes, the magnitude of the current, and 
other factors. The plates are.then moved along a little and a second 
spot weld is produced, the process being repeated as often as may be 
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required. The spots may be made to overlap so as to produce a con¬ 
tinuous joint or may be separated by any specified distance. The 
machines are usually semi-automatic, the initial and final pressures and 
the heating time being controlled by the mechanism of the machine. 
Since the heating times are very short, ranging from ^0 up to 2 or 3 
seconds, the time control is comrrionly done by purely electrical means 
and the times are measured in terms of so many cycles of the (A.C.) 
mains supplying the current. In the Sciaky machines the initial pressure 
is high and the current low at first, the current is then increased and the 
pressure reduced, finally the current is switched off and the pressure is 
again increased. 

Satisfactory spot welding machines for plates up to \\ in. in thickness 
have been produced. 

In a multiple spot weld a number of spot welds are produced simul¬ 
taneously by using multiple contacts connected in parallel. In duplex 
spot welding two pairs of electrodes and two transformers, connected in 
series, are used to give two welds simultaneously. 


Projection Welding. This is similar to spot welding, but whereas in 
the latter the localisation of heating is brought about by using 
electrodes of small area, in the former this localisation is due to 
the formation of one or both of the plates, as indicated -in 
Fig. llo, and the electrodes are comparatively large. This 
type of welding enables plates of different thicknesses to be 
joined together more easily than by spot welding* 

Seam Welding. This also is similar to spot welding but the electrodes 
are replaced by rollers which are pressed together wfith a suitable force. 
One roller (or both) is driven by an electric motor so that the plates are 
moved between the rollers at a suitable speed and the current through 
the rollers is -intermittent, the ratio of the durations of the “ on ” and 
‘ off ” P enods ran gfrg from 1 : 1 to 1 : 10. Sometimes the current is 
merely “ modulated so that it varies from a maximum to a minimum 
value instead of being switched off and on. The roller speed is usually 
s uch as to give about ten spot welds per inch and a continuous seam 
results. The process is more restricted to special purposes than are spot 
welding and projection welding. 


n 

u~ 

Fig. 113. 


. . Ga f Weld ™£- In gas welding processes the edges of the parts being 
joined are made molten by playing a gas flame on them ; additional metal 
is usually provided by simultaneously melting a “ filler ” rod and the 
umon between the plates is completed when the molten metal resolidifies 
ihe various processes used are all essentially the same but may be 
^uped accordmg to the gases used ; these are oxygen and acetylene, coal 
gas, hydrogen and other gases, often hydrocarbons. The oxy-acetylene 
process is by far the most widely used and the gases are generally obtained, 
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from the producers, in steel bottles under several atmospheres pressure ; 
the acetylene is dissolved in a solvent, usually acetone, to eliminate 
explosion risks. Sometimes an acetylene generator situated close to the 
welding site is used to produce acetylene, at low pressure, from calcium 
carbide and water. 

Whatever the gases, they are used in a blow-pipe which is provided 
with control valves to regulate their flow and to enable the desired type 
of flame to be obtained. The blow-pipes are provided with interchange¬ 
able nozzles or tips of different sizes so that small and large flames may 
be obtained. The consumption of acetylene ranges from about 1 cu. ft. 
per hour with the smallest nozzle up to 200 cu. ft. per hour with the 
largest, and the size or “ power ” of a nozzle is frequently designated by 
its normal consumption rates ;' the gas pressure at the blow-pipe varies 
from 2 up to 8 lb. per sq. in. A typical blow-pipe is shown in Fig. 114. 
In use the acetylene is turned on first and the gas is ignited, the oxygen 



valve is then opened gradually until the desired flame is obtained. The 
flame alters slightly as the nozzle heats up so the final adjustment cannot 
be made until a minute or two after lighting up. Excess of acetylene 
gives a carburising or reducing flame which is highly luminous throughout, 
while excess of oxygen gives an oxidising flame which is characterised by 
a large luminous cone. A correctly adjusted neutral flame has a small 
luminous cone which is ' very clearly defined. In the neutral flame, 

. which is the one mostly used, the highest temperature occurs at the tip 
of the small luminous cone and in use this tip is kept between and ~| 
of an inch away from the surface of the metal being melted. 

The technique of welding can, of course, be learnt satisfactorily only 
by actual practical instruction and considerable practice, but its salient 
points will be briefly considered. 

Fusion Welding’Technique. There are two methods of welding by 
means of the oxy-acetylene blow-pipe. In leftward or forward welding 
the blow-pipe is held at an angle of 60-70 degrees to the job and welding 
proceeds from right to left as indicated in Fig. 115 a; the flame is thus 
^ _ directed towards the open or uncompleted part of the joint. In right - 
*ward or backward or backhand welding the flame is directed towards the 
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completed part of the joint and welding proceeds from left to right as 
in Fig. 115 h. The leftward technique is most suitable for thin material 
(up to about yg in.) and for all non-ferous metals, while the rightward 


PROGRESS OF WELDING PROGRESS OF WELDING 



technique is best for thick ferrous materials, its advantages being that it 
is quicker, more economical of filler rod, and produces sounder welds/ 
The enhanced soundness of the weld is largely because the flame plays 
on the deposited metal to a great extent and thus reduces the rate of its 
cooling ; this allows slag and gases longer to separate out and also reduces 
the liability to cracking of the' deposit. In leftward weld- 
* H 0 n * n g t ^ ie blow-pipe is given a definite oscillatory motion 
U U U t as indicated in Fig. 116, but for rightward Welding this 
Fig. 116 . motion is either very slight or is absent; the filler rod is 
given a circular motion. ‘The oxy-acetylene process, parti¬ 
cularly with the rightward technique, has been found to give very homo¬ 
geneous welds comparable with those produced by the atomic hydrogen 
process (see p. 144) and superior to ordinary arc welds (see p. 139). / 

The diameter of filler rod must be properly related to the thickness of 
plate being welded and the size of blow-pipe being used. Too small a 
filler rod will melt before the edges of the plates have become molten 
and this will ., result in a defect known as t£ adhesion ■the weld metal 
merely sticking to the parent metal instead of being properly fused to it. 
Too large a filler rod will melt too slowly and cool the molten pool too 
much ; this causes too rapid solidification and makes the top and bottom 
beads too small. The expressions given below indicate the proper sizes 
of filler rod and blow-pipe : 

D=|T+^- in. for bevelled plates ; 

D=^T for unbevelled plates ; 

F=90T+8 

W ^ re rPT^ amel:er ° f rod and T== thickness of plate in inches, 

W npk iT P ower blow-pipe in cubic feet of acetylene per hour. 

^|The filler rods used for mild steel plates are commonly mild steel, but 
for high carbon and alloy steels special rods are used/;, these will be con¬ 
sidered later. It may be noted, however, | that the rods for acetylene 
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welding are different from those used for arc welding ;f for example it is 
important that ferrous oxide should not be present in the rod as it 
causes splashing during the welding, also oxy-acetvlene rods usuallv 

rnhe'er 8 °1 mmganese t0 enabIe *"7 iron oxide in the weld metal 
to be eliminated by conversion to iron-manganese-silicate ; the slag thus 

produced also helps m the control of the molten pool of metal in the 

weld by increasing its surface tension. 

tvdd h me2Tmn? ene Pr0C6SS giV6S a Very l0W nitr0gen absor P tion bv the 
neld metal (0-02 per cent as compared with 0-2 per cent in unshielded 

brittleness “tV * “ -cess of nitrogen results in 

ran he , . The P r ° ce ss is also particularly suitable for thin plates but 

can be, and is, used for thick ones also/ 

In recent years the use of a double-flame blow-pipe, an example of 
ich is shown in Fig. 117, has become fairly common; the leading 



Fig. 117. 

pre-heating) flame is adjusted to have an excess of acetylene so as to 
give a carburising flame and this avoids any oxidation of the plates while 
the carbon absorption that occurs lowers the melting point of the metal 
and enables a comparatively small welding flame to be used. Contraction 
and distortion difficulties are thereby reduced and the speed of welding 
is increased. r s 

Arc Welding In arc welding, the heat required to melt the parts 
being joined is obtained by striking an arc between an electrode and those 
parts. Both direct and alternating currents are used but direct current 
is the commoner. Two kinds of electrode are used: (a) carbon, and 
(b) metal, and the latter may be (1) bare, (2) coated, or (3) cored. The 
metal electrode is by far the most widely used, the carbon arc process 
being now chiefly confined to certain automatic welding machines and 
for welds that require no filler metal. In direct current welding the 
electrode is usually made the negative pole and the work positive, because 
- Wltb a carbon electrode the electrode consumption is less and with a 
metal electrode the heat developed at the anode (the positive pole) is 
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greater than at the cathode (the negative pole). The choice of polarity, 
however, depends on many factors ; most coated electrodes weld better 
when connected to the positive pole; rods containing more than about 
0-9 per cent of manganese also generally behave better when the rod is 
made positive. Reversed polarity (rod positive) is also best for aluminium 
because it gives better control of the penetration on account of the lower 
temperature of the plate. The voltage applied across the arc ranges from 
18 to 30 with metal electrodes and from 80 to 100 with carbon electrodes ; 
it varies with the length of arc, and the current and the rate of deposition 
will vary accordingly. Some of the acquired skill of a good operator is 
directed to maintaining the arc length constant. The currents employed 
range from 20 to 300 amperes with hand-operated arcs but may be as 
high as 1,200 amperes in automatic welding machines. With metal 
electrodes the rate of deposition is roughly proportional to the current 
employed Metal electrodes vary between f 6 - and f in. in diameter and 
are usually from 12 to 18 in. long, while carbon electrodes are usually 
12 in. long and range from to 1 in. diameter. The remainder of this 
section is restricted to metal arc welding. 

The current used must be related to the size of electrode and the 
nature of the work being done. Too low a current is likely to result in 
poor penetration, the electrode being melted and merely dropped on the 
jo which is not properly fused. Too high a current results in over- 
ea mg o the electrode and a poor weld; it also causes excessive spattering 
and waste of electrode. Nevertheless it is better to use too high than too 
low a current. With coated electrodes too high a current tends to 
present the slag from covering and protecting the weld deposit, while 
too low a current produces a viscous slag and increases the risk of slag 

Z Hiring S °™ ° f C ™ used » e™ b J 


Gauge of electrode 
12 
10 
8 
6 
4 


Current, amps. 
80-110 
110-140 
130-170 
160-240 
180-280 


LT er ^ he , hrgeSt P racticable electrode will give the cheapest weld 

S t CleCtr0deS f ° r Ae of a mt*i-kyer 

butt weld (see p. 143) because of the restriction of space at the bottom 
of the gap between the plates being joined. 

Wddt b ; h r ;; kctro f es the metal » transferred from the electrode to the 

d^i the am totf ^ gI ° buIeS which tend t0 

the “ 7 t electrodes the globules are much smaller, 

rCf0re maintained more easily in a steady 
° f the advant ages of coated electrodes. Bare electrodes 
do not usually give such sound welds as coated electrodes ; porosity ^d 
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oxide and nitrogen inclusion, being greater, also, they cannot be used 
satisfactorily with alternating current. 

Coated electrodes may be divided into three classes : (1) Lightly coated 
or washed ; (2) Sena-coated ; and (3) Heavy coated . In semi-coated 
electrodes the coating forms 2-3 per cent of the total weight, while in 
■heavy coated ones it forms 10 per cent or more. The coatings have two 
mam functions : (a) They steady the arc, and (b) They help to improve 
the composition and structure of the deposit. The improvement in the 
deposit is brought about in several ways: firstly the coating melts rather 
more slowly than the rod and thus forms a protruding sheath round the 
end of the rod ; secondly, the coating may vaporise and form a blanket 
of gas round the arc and over the deposit; and, thirdly, the coating 
forms a slag on top of the deposit. All these actions prevent or reduce 
the oxidation of the weld metal and also its contamination bv nitrogen. 
In addition the layer of slag reduces the rate of cooling of the deposit 
and helps to eliminate brittleness and cracking. The stabilisation of the 
arc is due chiefly to the blanket of gas formed round it, but it has been 
found that the presence of certain substances in the coating, even in quite 
small amounts, has a marked effect in promoting stability. The slag 
produced by the coating is sometimes non-reactive, that is, it has no 
chemical effect on the deposit but sometimes it is reactive and affects the 
composition of the deposit by direct action with it. Coatings sometimes 
contain alloying elements designed to modify the composition of the 
deposit, but this-is not generally considered good practice as different 
operators achieve more variable results than when the alloying elements 
are in, or are deposited on the surface of, the rod itself. 

Cored electrodes, as the name implies, are hollow and contain non- 
metallic materials which serve to stabilise the arc and to protect.the weld 
deposit from contamination. They were developed, and are chiefly 
used, in Germany. It is claimed that they give welds equal to those 
produced with any coated electrode except the gaseous shield type, to 
require only two-thirds of the electrical energy per pound of deposited 
metal required with coated electrodes, and to enable more rapid and 
cheaper yielding to be done. 

Arc Welding Technique. The electrode is held at an angle of 
60-75 degrees with the line of weld and rightward weld¬ 
ing is usual. A “weaving” motion as indicated in 
Fig. 118 is commonly given to the electrode but is not \ \ \ H \ 
always necessary and is sometimes definitely detri- Fig. 118 . 
mental and therefore prohibited. In overhead welds 
the electrode angle is rather larger, being commonly between 60 and 90 
degrees. 

Welding Positions. Four welding positions are possible and these 
are indicated in Fig. 119 where the chain dotted outlines indicate the 
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the job being welded. The easiest to make is the 
;;-d and the most difficult the overhead weld and so the 
.iided so far as possible. In well equipped welding shops 
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Fin. 119. 


“ manipulators ” are provided so as to enable most if not all, the^eldmg 
to be done in the underhand position. The work is bolted, to the tab 
“f SetanipulMor, which «n then be opemed so ,» to b„„g .he weld 

into the desired position. 

Preparation of Joints for Welding. Thin plates, of about 18 gauge 
or lighter, may have their edges turned up as indicated at a m F,g. 120 


-#U 






and then no filler rod need be used. Thicker plates, up to about & to 
i in., can be left square as at b, but plates thicker than that must have 
their edges prepared in one of the ways indicated in Fig. 120 c-f. _ 1S 
can be done in the case of the simple bevel shapes either by machining 
or by oxv-acetvlene cutting, but tbe U preparation must be machined.- 
The'preparations c-f are known respectively as Single V, Double V, 
Single U and Double U and they are all used for butt welds, that is, for 
joining plates edge to edge. The angle 9 is usually between 60 and 
90 degrees. The smaller the angle the less the amount of filler rod or 
electrode required to fill the gap and the quicker the welding, but small 

1 Special blowpipes are now made by means of which the U-plate preparation 
can be obtained by a process akin to oxy-acetylene cutting. 
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angles make it difficult to get the weld to penetrate completely to the 
underside of the plate, increase the difficulty of keeping slag out of the 
weld, and may thus be the cause of poor welds. Oxy-acetylene welding 
usually requires rather bigger angles than arc welding does and one 
advantage of the rightward technique, as opposed to the leftward, is that 
it makes it possible to use smaller joint angles. The width of the gap 
o left between the plates is also of some importance ; too wide a gap 
allows the molten metal to fall .through and makes welding difficult, while 
too narrow a gap makes the penetration of the weld poor. The gap is 
usually about fe in- with thin plates, increasing up to about fs m. with 
plates 2 in. thick. The size of this gap and 
the angles and dimensions of plate preparation 
for metal arc welds are laid down in B.S.S. 538 
—1940, and for oxy-acetylene welding in 
B.S.S. 693—1940. Fillet welds are used to join 
plates at right angles, and in the lap welding of 
plates, as indicated in Fig. 121. For these 
joints the plates require no preparation. The 
choice of type of joint and of plate preparation 

must take into account the nature of the load on the joint and must 
balance the costs of plate preparation, filler rod, and welding time so as 
to produce the lowest total cost. 

It is not generally satisfactory to deposit a layer of metal greater than 
about is in. thick in one run, except in automatic machines, and so for 
plates thicker than about that amount the weld has to be built up of a 
number of layers or “ runs ” as shown in Fig. 122. Even in thm plates 



Fig. 121. 


(a) 


(b) 


W 



that can be welded with a single run a “ back run ” may be specified in 
order to ensure a sounder joint. It will be noticed that for a plate 1 m. 
thick the single Y preparation requires fourteen separate runs, while the 
double V requires only eight. In the former it is not practicable to 
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earn* the sixth and following runs right across the joint topause the slag 
would tend to solidify at one side while the other side washing operated 
on and slag inclusions and an unsound weld would result. In these 
mutli-Iaver welds the surface of each layer' should not be more than 
shehtiv convex otherwise there will be a tendency for slag to be trapped 
at the low comers ; a flat or concave surface can be obtained by pausing 
slightlv at each side of the run during the weaving motion, but no pause 
should be made at the inner sides of runs 6-14 in Fig. 122 d. The sizes 
of runs are usually specified by giving the length of the run to be laid 
down per electrode and the gauge of the electrode must, of course, be 
given ; thus a 10/6 run is one made with a No. 10 gauge electrode in 
such a manner that each (18 in.) electrode lays down 6 in. of deposit; 
this figure allows for a discard of about i\ in. from each electrode. 

Multi-layer welds have the advantage that each succeeding layer refines 
the structure of the preceding one and thus makes the weld as a whole 
more ductile. 

Atomic Hydrogen Welding. In this process a stream of hydrogen 
is passed through an arc that is struck between two tungsten electrodes, 
with the result that it is dissociated into its constitutent atoms. As the 
hydrogen atoms pass away from the region of the arc they reform into 
molecules and the energy that was absorbed in splitting the molecules 
originally is evolved as heat; this heat brings about fusion of the metal 
being welded. The hydrogen molecules subsequently combine with the 
oxygen of the atmosphere to produce water vapour and a small amount 
of heat is evolved thereby, a fan-shaped flame being formed. The prin¬ 
cipal advantages of the process are the almost complete elimination of 
contamination of the ’weld by the atmosphere, and sounder and more 
ductile welds, due partly to the comparatively slow cooling of the weld 
metal consequent on the liberation of heat in the outermost regions where 
the hydrogen combines with oxygen. The process is particularly suc¬ 
cessful on thin plates and on corrosion-resistant materials and can be 
performed by hand or in automatic machines. 

Automatic "Welding Machines. While the majority of arc welding 
is, probably, done manually quite a large amount is done in semi¬ 
automatic machines. These consist essentially of a head that is capable 
of travelling, at different rates, along the line of the required weld and 
which carries some form of feeding mechanism to feed the electrode and 
maintain the arc. The electrode is usually in the form of a continuous 
coil and the feeding mechanism is a small electric motor. Means of 
supporting and clamping the work are invariably incorporated in the 
machine. When the weld is circular the electrode head is usually 
stationary and the. work is rotated underneath it. The electrode feeding 
motor is controlled by relay systems operated by the voltage across the 
arc and electro-magnetic means for stabilising the arc are commonly 
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employed. Tlie welding current is conducted to the electrode by brushes 
or rollers that make contact with the electrode a few 7 inches aw 7 ay from 
the arc and bare electrodes have consequently hitherto been essential. 
Recently, however, satisfactory methods of feeding current to covered 
electrodes have' been developed ; one is to employ a small milling cutter 
to form a slit through the coating and thus enable a roller to make contact 
with the metal of the electrode. In another machine a bare electrode is 
used but a coating, made in strip form, is automatically wrapped on to 
it just above the arc. Welding machines enable the speed of welding to 
be increased, thus a current of 600 amperes can be used with a bare 
No. 12 S.W.G. electrode in a machine as compared with about 100 amperes 
with manual operation ; they also produce more uniform and consistent 
welds. Such welding machines can, however, generally be profitably 
employed only when fairly large quantities of an article have to be welded. 
In a recently developed process known as the Unionmelt , the speed of 
welding is greatly increased by feeding granular filler material to the 
w r eld ; this enables higher currents to be used than are practicable with 
ordinary metallic arcs and it is claimed that plates up to 3 in. thick can 
be welded in one pass at speeds ranging from 80 down to 3 in. per minute. 


Contraction Stresses and. Distortion. If a heated bar is clamped 
in rigid vices at each end and allowed to cool down, a tensile stress will 
be set up in it whose magnitude will depend on the temperature range 
through which the bar is cooled and on the coefficient of expansion of the 
material of the bar. Similarly if two plates are rigidly clamped and are 
then w r elded together a tensile stress will be set up in the plates and w T eld 
and may be of sufficient magnitude to fracture the w’eld metal. If the 
plates had not been clamped then no stresses, except purely local ones, 
w r ould have been set up. Hence it follows that, in general, 
tw r o parts that are being wielded together should be left 
quite free during the process ; this, however, is not ahvays 
possible. For example, Fig. 123 shows a frame which is 
built up of a number of comparatively rigid plates A welded 
to plates B and C which are themselves welded together 
at D. If the plates B and C w T ere separately wielded to 
A, it would be found practically impossible to make the weld at D, but 
if B and C are first welded together at D and are then welded at each 
end to A the job becomes quite straightforward. If two 
plates are welded together with a butt joint with single V 
preparation, then when they have cooled, down after 
welding they will generally not be flat but as shown in 
Fig. 124 a. This distortion can be obviated by starting 
with the plates in the position shown in Fig. 124 a 
which can be done by raising the plate edges on 
, packing rods as indicated. A “ back bead ” or run also will generally 
10 




Fig. 124. 
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bring the plates back into the flat. Such contraction stresses and dis¬ 
tortion troubles are sometimes very difficult to circumvent in welding 
jobs. Internal stresses can generally be eliminated by heating the welded 
article to a temperature of about 290-300° C., but this is often impractic¬ 
able. Local heating of the region of the weld also assists in eliminating 
stresses. However, prevention is better than any cure in this matter and 
ever}’ effort should be made to reduce the stresses set up and the distortion 
produced to the minimum, and to this end the following points should 
be borne in mind : (1) The size of the electrode and the current used 
should be carefully considered ; generally speaking, a small electrode and 
its correspondingly low current will produce less heating and distortion 
than a large electrode, but as regards internal stresses it has been found 
that while the small electrode gives the lowest stresses in the plate the 
large electrode gives the lowest stresses in the weld itself. (2) The use 
of rigid jigs for holding parts to be welded should be confined to “ tack' ” 
welding of the parts, which should be removed from the jig for the actual 
welding. (3) The order in which different parts are welded into the 
complete structure should be carefully considered and, as far as possible, 
the most rigid members should be welded in first and the more flexible 
ones last; the order should also be such that contraction is free to take 
place as long as possible and only the last welds should involve the joining 
of parts that are not free to move. (4) Pre-heating the job generally 
helps in the avoidance of internal stress and distortion. (5) For long 
continuous welds the “ step-back ” technique is helpful; supposing A, 
B, C, etc., to be equidistant points along the line of the weld, then welding 
proceeds from A to B, then from C to B, then from D to C, and so on. 
(6) The speed of welding is important because an unduly low speed 
means excessive heating and consequent distortion. 

The Inspection of Welds. This is a difficult matter and present 
methods leave a good deal to be desired in many cases. The methods 
that are available or which have been tried are : (a) Visual, (b) Acoustic, 
(c) Magnetic, (d) Electrical, and (e) by X-ray, and radium, shadow- 
photography. All welds are subjected to visual inspection and by this 
means many defects can be detected ; for example, undercutting, surface 
porosity, and badly burnt metal. The actual dimensions of fillet welds, 
can also be checked by means of gauges. Nevertheless a weld that looks 
quite sound externally can be defective because of internal faults, porosity, 
slag inclusions, cracks, etc. Acoustic, magnetic and electrical inspection 
methods have not, up to the present, proved very" satisfactory. X-ray • 
and radium photography are undoubtedly the most satisfactory methods 
at present available but involve the use of expensive equipment, which 
is rather slow in use, and the interpretation of the photographs obtained 
calls for considerable experience. The method is, however, gradually 
being adopted in engineering works for an ever widening range of work ; ~~ 
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for certain work, such as important pressure vessels, it is compulsory. 
X-ra\' inspection of fillet welds offers greater difficulties than butt welds 
do and corners are also difficult to deal with. 

At the present time the quality of welds in manufacturing practice is 
maintained very largely by indirect means. Great attention is given to 
the conditions under which operators have to work and even’ effort is 
made to enable as much welding as possible to be done in the underhand 
position. Extensile trials are made to determine the best electrodes for 
particular jobs. Operators are also tested at intervals by making them 
do test jobs that,are subsequently subjected to tensile, bend, and impact 
tests and to microscopical and chemical examination. In America electric 
arc welds are checked to some extent, as regards quality, by means of an 
instrument (the Ronay “ Arconograph ”) which produces a permanent 
record of the variation in the voltage across the arc during the progress 
of welding, it having been found that that voltage is related to the quality 
of the weld. (See Proc. I.A.E., May, 1939.) 

The Welding Properties of Different Materials. It can safely be 
said that there is little difficulty in obtaining satisfactory welds in mild 
steel, and in carbon steels whose carbon content does not exceed 0-3 per 
cent, with any process, unless the material being welded is in the form 
of very thin sheets ; in the latter case the oxy-acetylene and atomic 
hydrogen processes are satisfactory but the arc process is not. The 
difficulty of welding increases with the carbon content of the material 
and when this is greater than about 0*8 per cent welding is very difficult. 
This is partly because the deposited metal, particularly with the arc 
process, is cooled so rapidly by the parent metal that it is, in effect, 
quenched and the structure is modified accordingly. Some alleviation 
is obtained by pre-heating the job and this frequently overcomes the 
difficulty. 

Alloy steels also are frequently difficult to weld, not because the weld 
metal cannot be given the right composition but because it cannot be 
given the right structure ; in the deposited state it has a coarse ingotic 
structure and this cannot be refined by heat treatment but only bv 
mechanical work which cannot be done on a weld. Rods of suitable 
composition are essential to the welding of alloy steels. Generally speaking 
the rod will have approximately the same composition as the parent metal 
except that some elements will be present‘in larger percentages, in order 
to allow 7 for the losses that occur in transferring the metal from the rod 
to the w T eld, and the carbon content may be lower. 

The corrosion-resistant materials are sometimes difficult to weld and, 
generally speaking, better results can be obtained from the oxy-acetylene 
and atomic hydrogen processes than from the arc process. The medium 
chromium steels suffer from inter-crystalline corrosion after being heated 
between the limits 500''—900° C. and some metal, generally at a distance 
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of an Inch or so from the weld, is necessarily heated within that range. 
This effect can be greatly reduced, if not entirely eliminated, by the 
introduction of small amounts of titanium and tungsten into the material. 
Chromium tends to form a highly stable slag (Cr 2 0 3 ) and special fluxes 
are included in the electrode coatings to deal with it. There is also a 
loss of chromium between rod and weld, and a rod with an increased 
chromium content is often used ; for example, 19*5 per cent Cr rod on 
18 per cent Cr work. Very little loss occurs with the oxy-acetylene and 
atomic hydrogen processes however, but it is important, with the former, 
to maintain a neutral flame in order to avoid oxidation and carburisation. 
The austenitic corrosion-resistant materials are comparatively easy to 
weld. 

All the corrosion-resistant materials are comparatively bad conductors 
of heat and, sometimes, of electricity and they frequently have com¬ 
paratively large coefficients of thermal expansion. To allow for these 
factors the electrodes are usually discarded after about one-third of their 
length has been consumed and are allowed to cool off before being used 
again ; smaller currents and, in oxy-acetylene welding, smaller nozzles 
are used than for welding mild steel, otherwise over-heating occurs ; 
pre-heating to 150°-300° C. is also commonly done to reduce contraction 
troubles. 

* The nitriding steels and the creep-resisting steels containing molyb¬ 
denum and vanadium can be welded satisfactorily by the oxy-acetylene 
and atomic hydrogen processes. 

Cast iron is a difficult material to weld, largely because of the rapid 
cooling of the deposit; pre-heating is practically essential. If pre¬ 
heating is not practicable then successful welds can often be obtained by 
using a Monel metal rod. 

Copper can be satisfactorily resistance butt welded and arc welding 
with coated alloy electrodes is also practicable. Oxy-acetylene welding 
is regarded as the most satisfactory method on de-oxidised copper but is 
not very reliable on other grades. 

It is impossible to weld aluminium by the arc process using bare 
electrodes but with covered ones it is possible, though somewhat difficult; 
the electrode is made positive and should be held nearly vertical. Spot 
welding is quite satisfactory on aluminium but very high currents and 
very short welding times are necessary. By the oxy-acetylene and atomic 
hydrogen processes welding of aluminium is, however, fairly easy but a 
flux is essential and, with the former, a neutral flame or a very slight excess 
of acetylene is desirable. , The fluxes used consist of mixtures of sodium, 
potassium, and lithium chlorides and fluorides. A pure aluminium rod 
is found to give good results on sheet material and a 5 per' cent silicon 
rod on castings, while sheet material thicker than about in., and heavy 
castings, should be pre-heated to about 400° C. 

Monel metal .and Inconel are comparatively easy to weld by all 
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processes. With the oxv-acetylene process a flux consisting of boric acid 
powder is recommended for Monel metal while Inconel needs a special 
flux. In the arc process the electrode should be made positive and 
direct current is preferable to alternating current; special coated elec¬ 
trodes are necessary. 

The table on p. 149 gives particulars of some of the range of electrodes 
manufactured by Messrs. Metropolitan-Vickers Electrical Co., Ltd., 
Manchester, to whom the author is indebted for the information given. 

Brazing.. Brazing is a method of joining two or more pieces of metal 
together by means of a very thin film of suitable spelter which is fused 
and run into the space between the pieces. It differs from welding in 
that the metal surfaces being joined are not fused. The -pieces being 
joined should fit together fairly closely and the surfaces should be clean 
and free from grease. The spelter is used in the form of small particles 
and is placed on and adjacent to the joint; a flux is also similarly placed 
and then the whole is heated, either by placing it in a muffle type furnace 
or by means of some form of blow-pipe or fire, until the spelter melts 
and runs by capillary action in between the pieces being joined. Clearly 
the process can be used only for joining articles whose melting point is 
considerably higher than that of “the spelter. The compositions of 
spelters have been considered previously (see Chap. 3). The flux that is 
used is generally powdered borax and it may be used either as a powder 
or made up with water into a paste. 

Bronze “ Welding ” This name has been given to a process that 
has been introduced in the last few years and which is intermediate 
between brazing and welding. It is similar to brazing in that the parts 
being joined are not fused during the process and it is similar to welding 
in that the parts are not fitted together closely and considerable filler 
metal is used. The filler metal, as in oxy-acetylene welding, is in the 
form of a rod and is fused by means of an oxy-acetylene flame that is 
played more on the filler rod than on the articles being joined. Fluxes 
are necessary. _ The process can be used for both ferrous and non-ferrous 
materials and is quite satisfactory for cast iron. It can also be used on 
galvanised articles. The British Oxygen Company market three kinds 
of filler rod for use with this process. One is a copper-zinc alloy con¬ 
taining silicon and is suitable for joining brasses, bronzes, and copper * 
the second rod is a copper-zmc-nickef alloy and is intended for malleable 
iron and steel, while the third rod is a manganese “ bronze ” and is par¬ 
ticularly suitable, because of its great penetrative action, for cast iron. 
Two special fluxes are also marketed, one for the silicon bronze rod and 
for the nickel bronze rod on non-ferrous materials, and the other for the 
nickel bronze rod on ferrous materials. The melting temperatures of 
these rods vary between 875° and 910° C. The oxy-acetylene flame 
should be slightly oxidising and this may be judged by the length of the 
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inner cone of the flame which should be only half the length normal with 
a neutral flame. The blow-pipe is held at an angle of 30-40 degrees 
with the work and the leftward technique is used. 

Soldering. This Is similar to brazing but uses a low melting point 
alloy solder instead of spelter. The heat necessary for the fusion can be 
supplied either by warming the articles being joined by means of a flame 
(the operation being then known as “ sweating ”) or, more usually, by 
means of a heated copper soldering “ bit.” Another method of heating 
when “ sweating ” articles is to grip them between two carbon electrodes 
and to pass an electric current through them, somewhat on the lines of 
spot welding. A flux is essential for soldering and several kinds are 
commonly used ; for example, zinc chloride ( u killed spirits 5S ), resin, 
tallow, olive oil, etc. Zinc chloride is probably the most widely used 
flux but has the disadvantage that it is corrosive and if it is not thoroughly 
removed, after the soldering is completed, causes trouble. Resin is, 
perhaps, the next most widely used flux, being almost as effective as zinc 
chloride and non-corrosive. Tallow is used when soldering lead and 
olive oil for pewter. Aluminium is practically Impossible to solder 
although there are several proprietary fluxes on the market which are 
claimed to make soldering possible. The compositions and melting 
temperatures of solders have been considered In Chapter 3. 
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Chapter 8 

PLASTIC MOULDING 


Plastic moulding is a process whereby certain non-metallic substances, 
now generally called plastics, are formed while in the plastic state by 
pressing them in metal moulds. Plastics may be divided into classes 
according to the way in which they “ set ” or become non-plastic. One 
group, which is called the Thermoplastic group , comprises the materials 
which soften and become plastic when the temperature is raised to a 
suitable degree and which harden when the temperature falls again. 
Since the heating process produces little or no chemical change it may 
be repeated as often as is desired. A second group, called the Thermo¬ 
setting group, comprises the materials which are plastic at ordinary 
temperatures or which become plastic when the temperature is raised to 
a suitable degree, but which harden when the temperature is raised 
beyond a certain point or is maintained above a certain limit for a suit- 
able time. A third group comprises materials which are hardened or 
“ set ” by immersion in a suitable chemical bath. 

The chemistry of plastics is by no means simple ; it forms a special 
branch of the subject, one which is developing almost daily and which 
does not seem likely to approach finality for many years to come. How¬ 
ever, this book is not concerned with the chemistry of plastics but with 
their mechanical and engineering properties and with the engineering 
aspects of plastic moulding processes. 

It is convenient, at this point, to enumerate the more important 
plastics, grouping them according to the method given above. They are : 

r Cellulose-nitrate plastics. 

Cellulose-acetate plastics. 

Cellulose-acetate-butyrate plastics. 

Group I, ^ Benzyl-cellulose plastics. 

Thermoplastics '> Shellac plastics. 

Vinyl-resin plastics. 

Acrylic plastics. 

- Polystyrene plastics. 

Group 2, f Bitumen plastics. 

Thermosetting Phenolic plastics. 

plastics. Urea-formaldehyde plastics. 

Group 3. Casein plastics. 

The casein plastics are used chiefly for fancy and domestic articles and are 
not used for “ engineering ” purposes ; they will not be mentioned further. 

The materials listed above are seldom, if ever, used alone but almost 
always in conjunction with other materials as follows : 

(a) A plasticiser to soften the plastic and make it more easy to mould. 

' W Ajff/fcr to give strength, or other properties. 
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(c) Colouring matter. 

f d) A lubricant to facilitate the flow of the plastic during moulding. 
(e) A hardening agent . 

(/) An accelerator to hasten the action of the hardening agent. 

The blending of moulding powders is, however, done by the manu¬ 
facturers and not by the moulders or, if both operations are performed 
by one concern, then the processes are carried out in separate parts of 

the works. 

The basic plastic materia! is generally called the binder . With the 
exception of the filler, the added materials listed above are used in small 
percentages only, but the filler may amount to as much as 60 per cent of 
the total weight. Generally speaking the thermoplastic materials, except 
the shellac plastics, use comparatively small amounts of filler while the 
thermosetting materials use fairly large amounts. A typical wood-flour 
filled phenolic plastic moulding powder would have a composition as 
follows : 

Filler ... 45—50 per cent 

Colouring matter .......... 0-5 ,, 

Lubricant ............ 4—iy „ 

Accelerator . .. 5-1 ,, 

Binder .Balance 

Moulding ’Methods and Presses. The moulding of thermo¬ 
setting plastics is done in moulds (such as those described in the following 
article) in hydraulic or mechanical presses arranged with steam, hot-water, 
gas, or electrically heated platens. The moulds may be portable , in which 
case they are removed from the press on to a bench for filling and emptying, 
or they may be fixed to the platens of the presses. The moulding cycle 
for a portable mould will now be described. 

A measured quantity of moulding composition, usually in granular 
form but sometimes consolidated into a pellet, is placed in the lower 
“ force ” or half-mould and the mould is assembled and transferred to 
the press. A comparatively‘light pressure is first applied and this may 
be followed immediately by an increased pressure but frequently the 
mould is opened for a short “ breathing ,J period after the application of 
the initial pressure. When the mould has remained under the increased 
pressure for a sufficient time to bring about “ curing ” of the composition, 
the mould is removed from the press to the filling bench and the moulding 
is extracted. The mould is then cleaned by a blast of air and the cycle 
recommences. Two moulds are commonly used to a single press, one 
being emptied and recharged wdiile the other is curing. The procedure 
with the fixed mould is similar, but the mould is not removed from the 
press. The presses used are of two main kinds, upstroke as indicated in 
Fig. 125 and dowmiroke as in Fig. 126. In what is termed the 44 double 
daylight ” press an intermediate platen is provided between the upper 
and lower platens as indicated in dotted lines in Fig. 125. This enables 
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two moulds to be pressed at once ; one of these may be of the fixed type 

and the other portable. 

In some semi-automatic moulding machines the pressures and curing 
times are determined by the setting of the machine and in fully automatic 



machines the charge of moulding composition is weighed out by the 
machine. J 

The method of moulding described above is known as compression 
moulding. ‘ 


ypcs of Mould. The moulds used in ordinary compression 
moulding are of three types: (a) Flash, (6) Positive, and (c) Positive-flash. 

, The flash type of mould consists 



force relatively to the bottom one. 
removal of the moulding. 


of an' upper and a lower force or 
die, as shown in Fig. 127. These 
ultimately butt together at A, by 
which means the thickness of the 
article is determined. Any excess 
of plastic material is extruded 
between the faces B and C, into 
the gutter D, thus forming a 
“ flash,” or fin, that must be re¬ 
moved in a subsequent operation. 
Pins E fitting into hardened steel 
bushes serve to position the top 
An ejector F is provided for the 
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The positive type ot mould is shown m Fig. 12S'. It is characterised 
by the fact that the whole of the pressure exerted by the press on the 
forces comes on to the article being moulded, ’ 
whereas in the flash type of mould a large pro¬ 
portion of the pressure is taken on the flash. 

The positive mould shown consists of the top 
and bottom forces, or pistons, A and B and the 
bolster, or chase, C which, is made slightly less 
in depth than the sum of the depths of the forces 
and the thickness of the article. With this kind 
of mould the charge of moulding material must 
be carefully controlled, for any excess will make 
the article oversize, while any deficiency will result 
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flash mould) in a porous article with a bad finish, 
help to prevent scoring and wear due to 
trapped particles of moulding material. 

The positive-flash type of mould is 
intermediate between the. other two types. 

The principle is illustrated in Fig. 129. 

Although provision is made for a flash to 
occur, the full pressure is exerted on the 
article as soon as the primary flash has 
occurred. 

The flash mould is generally regarded as the best for quantity pro¬ 
duction. 

With recessed or undercut objects moulds made in several parts may 
be necessary ; commonly a top and bottom force are used in conjunction 
with a middle portion split Into two parts on the vertical centre line, and 
hydraulic moulding presses fitted with two horizontal rams are made for 
such moulds. 


UPPER FORCE JUST ENTERS LOWER 

Fig. 129. 


The vertical surfaces or, more accurately, the surfaces parallel to the 
direction of withdrawal of the mould, must be given a small amount of 
4t draw 5> ; 0*008-0-020 in. per Inch is the usual amount. The heat 
conduction properties of the mould are also important, the ideal being to 
obtain a uniform temperature over the whole surface of the impressions 
in the mould faces ; this can be tested by means of wax or low melting- 
point alloys and can be adjusted by varying the contact areas between 
the moulds and the press platens. Uneven heating may result In warped 
articles. The surface finish of the impressions Is important, because the 
plastic materials faithfully reproduce the features of the mould, including 
quite minute scratches. A high degree of polish is therefore usual on 
moulds and, after a little use, this finish becomes a high mirror polish. 
The shrinkage of the plastics on setting and cooling must be borne in 
mind in the design of moulds. 
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Injection Moulding, In this process, which has been developed in 
the last five years or so and which is used chiefly with the thermoplastics, 
the moulds are kept comparatively cold and the moulding material is 
heated in external chambers until it is plastic and is then injected into 
the moulds by means of a plunger. The material quickly cools in the 
mould which is then opened for the ejection of the article. The process 
will be seen to bear a great resemblance to pressure die-casting. The 
adaptation of the injection principle to the thermosetting materials is now 
proceeding. For articles such as tubes, rods, and sheets an extrusion 
process can be used. 

The Physical Properties of the Plastics. The chief properties 
that differentiate the numerous plastic materials now available and which 
make one suitable for one application and another suitable for another 
are the following. ■ Firstly, the temperature at which the material begins 
to soften or to char ; the thermoplastics soften at temperatures ranging 
from as low as 70° C, to as high as 180° C., whereas the thermosetting 
materials do not usually soften very- much before they begin to char. 
Secondly, the ability to obtain the material in any desired colour and 
shade and the degree of permanence of the colour on exposure to light. 
Thirdly, the extent to which the material absorbs liquids. Fourthly, the 
resistance to the action of chemicals and oils. Fifthly, the electrical 
properties such as specific resistance, power losses, liability to “ tracking,” 
etc. Sixthly, the purely mechanical properties such as the tensile, com¬ 
pression, and impact strengths and the modulus of elasticity. The chief 
plastic materials will now be considered very briefly from these points of 
view. 

Cellulose-nitrate plastic (celluloid) is easily fabricated by heating to 
between 70° and 110° C. It can be obtained in any colour, but has 
little strength and is used chiefly for fancy goods where strength is a 
secondary consideration. Its water absorption is low. 

Cellulose-acetate plastic is similar to the cellulose-nitrate material but 
has greater strength, is better under exposure to light, and is practically 
non-inflammable. It is, however, more water absorbent. It can be 
compression moulded at 140°-180° C. and 2,000-5,000 lb. per sq. in. 
pressure, being cooled under pressure. It can also be injection moulded. 
The cellulose-acetate-butyrate plastic is very similar to the acetate material 
but has better weather resisting properties and lower water absorption. 

Shellac plastic has good electrical properties and is extensively used 
for electrical purposes. It can be compression moulded at 120°-135° C. 
and pressures of 1,000-3,500 lb. per sq. in. It is widely used as an 
impregnating and binding material and in the form of varnish. 

The vinyl-resin plastics are widely used for a variety of purposes. 
They can be compression moulded at 120°-150° C. and 1,000-4,000 lb. 
per sq. in. They can be obtained in transparent form and can be bonded ^ 
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to glass, and are consequently used for making laminated ‘ £ safety ” glass. 
They can also be used as adhesives by being melted before application or 
by dissolving them in solvents. They are tough, possess good resistance 
to chemical action and have low water absorption. 

The acrylic plastics may be cast into moulds or may be fabricated by 
bending and pressing while at a temperature between 80' and 120” C. 
They possess good dimensional stability and resistance to weather and 
water, they can be obtained in transparent form, and have a much higher 
modulus of elasticity (i.e. are more rigid) than most transparent plastics. 

Polystyrene plastic is also highly transparent, has good water and 
chemical resistance, and a low specific gravity’. Its dimensional stability’ 
and electrical properties are also good. It may be injection moulded at 
150 c -250° C. and at pressures ranging from 3,000 to 30,000 lb. per sq. in. 

All the above materials can be said to be useful for purposes where 
strength is a secondary consideration, but intrinsically they have com¬ 
paratively" low strengths. 

Turning to the thermosetting plastics the bitumen plastic is widely 
used because it is comparatively" low in cost, has good heat and water 
resisting properties, and fair strength. It requires rather lengthy' curing 
times and is frequently moulded in cold moulds under pressure and 
cured in ovens after moulding. Cold mouldings shrink more than other 
types, the shrinkage amounting to as much as 0*025 in. per inch. They 
cannot, therefore, be held to such close tolerances as the other types. 
Amongst many uses of bitumen plastics a common one is for battery 
boxes. 

The phenolic plastics (the original Bakelite is one) are probably the 
most widely used of all the plastics—at any rate for “ engineering ” 
purposes, as opposed to fancy articles. This is because they" have out¬ 
standing properties. They can be obtained with exceptional heat and 
chemical resisting properties, low water absorption, good dimensional 
stability, and high mechanical strength ; though the optimum results for 
ail these attributes cannot be obtained simultaneously. The properties 
depend largely on the filler used. Thus wood-flour gives average pro¬ 
perties, asbestor filler gives heat resistance, small flakes or fibres of fabric 
give high shock strength and mineral fillers give water resistance. The 
type of filler determines, to a great extent, the ratio of the initial to the 
finished volume of the material (i.e. what is called the bulk factor), this 
ratio ranging from 2 with wood-flour filler up to 12 with fabric fillers. 
The mineral fillers are characterised by low contraction on setting; this 
ranges from 0*001 to 0*004 in. per inch as compared with 0*005-0*007 in. 
per inch for wood-flour filled compositions. The phenolic plastics are 
moulded, usually in hardened steel moulds, at 140 C -18G C C. and pressures 
of 2,000-8,000 lb. per sq. in. They require only from 2 or 3 minutes up 
to 15 minutes to harden, and lend themselves to quantity production. 
,w They can give a tensile strength up to 3-4 tons per sq. in. and a crashing 
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strength up to 20 tons per sq. in., while the elastic modulus (Youngs’ 
modulus) ranges from 300 to 350 tons per sq. in. 

The urea-formaldehyde plastics are used chiefly for articles where 
strength is a secondary consideration. Their one big advantage over the 
phenolic plastics is that they can be obtained in lighter shades and are 
more light resistant. They do not flow so easily in the mould, however, 
and are consequently more difficult to mould in intricate forms. They 
sometimes give trouble from staining of the mould, which may, in 
consequence, have to be chromium plated. 

Defects in Plastic Mouldings. One defect is failure to take a faithful 
impression of the mould and this may be due to too low a temperature 
or pressure or to the use of the wrong moulding composition. Another 
defect is blistering; this is brought about by the expansion of gases 
trapped in the material during moulding and can only occur if the 
moulding is still plastic to some extent when it is removed from the 
mould. . It may be due to incomplete curing or to the omission of the 
“ ladling ” period during the moulding cycle and it can also be due 
to decomposition of the moulding material following over-curing. 
Another type of defect is porosity ; this may.be due to the use of too low 
a moulding pressure, the omission of “ breathing,” or to bad design of 
the article. The latter is usually the use of too heavy sections in con¬ 
junction with light sections. Another defect is flow marks ; these may 
be due to.uneven heating of the mould, to the “ breathing ” being done 
too early m the moulding cycle, or to the use of too hot a mould which 

brings about surface curing of the moulding before the full pressure is 
applied. 
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Chapter 9 

CLASSIFICATION OF MACHINE TOOLS. 
GENERATING AND COPYING PRINCIPLES. 
ACTION OF CUTTING TOOL WHEN CUT¬ 
TING 

Machine tools are now so numerous in type that it is impossible to 
describe every separate type in a book of reasonable size ; nor is this 
necessary, since the difference between many of them are merely matters 
of detail and not of principle. It is possible to classify machine tools 
into a comparatively small number of basic groups and it will be suffi¬ 
cient to describe, fairly fully, an example of each group and to consider 
the chief variations within the group in rather less detail. The classifi¬ 
cation can, however, be done in several ways, although none of them 
gives absolutely clear-cut groupings. 

One possible classification is into three groups— single-purpose , multi¬ 
purpose , and special. A single-purpose machine is one that is designed 
to do one particular kind of operation but which is built more or less as 
a standard product by a number of machine tool builders. The single¬ 
purpose machine is not, however, restricted to one particular job ; for 
example, a shell turning lathe is designed specially for shell turning and 
is not adapted for general lathe work; it is not, however, restricted to 
one particular size or profile of shell. Single-purpose machines are 
generally simple in design and are often little more than standard multi¬ 
purpose machines stripped of all the “ frills 55 and simplified as much as 
possible.; they are consequently low in first cost. Unless they can be 
occupied for a reasonable percentage of their useful life on the job for 
which they are designed, it would generally be better to use a multi¬ 
purpose machine which can do other jobs as well. 

A multi-purpose machine tool is one that is capable of doing a number 
of different types of operation. For example, a sliding, surfacing, and 
screw-cutting lathe fitted with a taper attachment can do almost every 
lathe operation except such specialised ones as the relieving of milling 
cutters and hobs and the turning of non-circular sections. The multi¬ 
purpose machine costs more than the single-purpose one, but in most 
machine shops it can more easily be kept fully occupied and it is conse¬ 
quently the most widely used type. When the number of different 
operations possible is large, the multi-purpose machine may sometimes 
be referred to as universal. 

The special machine tool is one built specially for some particular job 
that is required in large quantities. It has to be specially designed for 
* That job .and is not usually capable of doing any other job, so that it must 
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be scrapped when the job ceases. It costs more than the single or multi¬ 
purpose machines but does the job in less time and thus is able to show 
a saving in total cost if the number of articles required is sufficiently high. 

A second method of classification is according to the kind of cutting 
tool used, though perhaps it would be more precise to say according to 
the size of chip removed. This classification gives two groups, namely, 
machines using ££ cutting tools ” which produce chips visible-as such to 
the unassisted eye and machines'using abrasives which produce “ chips ” 
so small that they can be recognised only with the aid of a microscope. 
Until a few years ago the first group could have been 'defined as machines 
using steel cutting tools, but cutting tools are now frequently not made 
of steel. ■ 

A third method of classification is according to the type of surface 
principally produced, e.g; surfaces of revolution ; plane, or ruled surfaces 
and miscellaneous surfaces. Thus lathes -are primarily adapted for 
producing surfaces of revolution and milling machines for producing 
ruled surfaces. This method is the least satisfactory of the three methods. 
considered but has some advantages. 

A table showing the grouping of the principal machine tools according 
to the above classification is given in Fig. 130. 


A 

Using “ cutting 
tools ”■ 
f Lathes. 

\ 1. Producing j 

| mainly J 

I surfaces of ] 

| revolution. j Boring machines. 

! L Drilling machines 

; _ Milling machines. Surface grinding 

j 2. Producing . Planing machines. machines, 

j dingle | mainly J Shaping machines. Spline grinding 

| purpose I ruled j Slotting machines. machines. 

| surfaces. j Broaching Lapping machines. 

Machine ^ Multi- j L machines, 

tools. purpose 

i ! ] Spur-gear cutters. Spur-gear grinding 

! 3. Gear- j machines. 

! , , . I cutting <' Bevel-gear cutters. 

Special j machines. [ Worm-gear Worm grinding ' 

1 f cutters. machines. . 


B 

Using abrasives 

External cylindrical 
grinder. 

Internal cylindrical 
grinder. 

Honing machines. 
Lapping machines. 


4. Miscel¬ 
laneous 

machines. 


[ Thread-milling Thread grinding 

! machines. machines, 

j Cam-milling Cam grinding 

j machines. . machines. 

) Die-sinking Cutter grinding 

j machines. machines. 

Sawing and filing .Die polishing 
l machines. machines. 
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Fig. 130. 










Classification of Machine Tools 


161 


Generating and Copying Principles. All machine tools use both 
of these principles, the essential difference between which can be illus¬ 
trated bv a simple example. Suppose it is required to draw a circle on 
a sheet of paper ; one way is to use a pair of compasses and this is a 
generating process ; a second method is to obtain a circular disc ot card¬ 
board or metal, to place it on the paper, and to trace round it witn a 
pencil ; this is.a copying process and the accuracy of the result depends 
directly on that of the “ former ” or “ template ” that is copied. Perhaps 
a better example of a generating process is the drawing of an elapse by 
means of an “ elliptic trammel ” ; this consists of a straight rod or bar 
whose ends are guided along two straight slots at right angles to eac.i 
other and which carries a tracing pencil at some intermediate point. 
When the ends of the rod are traversed along the slots the pencil will 
trace out an ellipse, the accuracy of which depends only indirectly on the 
straightness of the slots. 

The Action of a Cutting Tool. The precise action of a tool when 
cutting has not vet been fully investigated, but a considerable amount of 
research has been carried out in order to try to elucidate tne problem. 
Nicolson and Smith were among the first to earn- out experimental worn 
on the problem and Rosenhain and Sturney have confirmed and amplified 
their work. The last-named experimenters in their report to tht Cutting 
Tools Research Committee (see Proc. I. Mech. E., January, hat 

distinguished three types of chip and have 
given microphotographs of them. They call the 
types the “ tear,” “ shear,” and “ flow ” types 
respectively. Hans Ernst , in a lecture to the 
American Society for Metals (see Machining 
of Metals,” published by the .American Society 
for Metals, 1938), also distinguishes three types 
of chip which he calls respectively the “dis¬ 
continuous,” “ continuous,” and “ continuous 
with built up edge ” types. The descriptions 
given in the following paragraphs are based on 
the work of the above experimenters. 

Referring to Fig. 131 (which is based on 
Fig. 12 of Nicolson and Smith’s Book ‘ Lathe 
Design ”), the tool is shown cutting the edge 
of a disc whose face has been ruled with a 
series of radial and circumferential lines as 
seen at D. The tool is shown having just 
removed the metal within the triangular area AjBjA and this material, 
together with that in the area AB^, forms the chip E which, having 
sheared along AB, is now separated from the parent stock D. The tool 
then begins to act on the inclined face AB of the parent stock, but because 
IX 



Fig. 131. 
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the tool edge, however sharp it may appear to be, is actually rounded it 
at first tends to “ ride over ” the surface of the work and thus to nush 
the tool to the right and the work to the left. Actual measurement of the 
horizontal force on the tool shows that it gradually increases up to a 
maximum and then falls off again. The maximum value corresponds to 
the penetration of the edge of the tool into the material being cut and as 
soon as this occurs the material starts to “ pile up ” on the top’face of 

t ° oI j. Thls P lled U P material is severely compressed and distorted 
and it slips across the face of the tool in a succession of “jerks ” each 
jerk corresponding to the formation of a tear, extending approximated 
circumferentially from the tip of the tool, which tends to separate the 
chip from the parent stock. In the early stages the tears do not extend 

] e Jl- a , r ’f bUt 3S “r f nd more material Piles up on top of the tool the 
ertical force on the latter and its reaction on the chip increase, until 

finally one tear extends up to a point 
such that the shear strength of the 
section corresponding to AB is too 
small to sustain the load and shearing 
occurs. The chip is then separated 
from the parent stock and the action 
begins all over again. The variation 
of the vertical and horizontal forces 
on the tool is indicated in Fig. 132. 
As just described the action is that 
which occurs only at very low cut- 

? 5 -rjx- : 

so e m C ° mp t ? y S£parated from each other and would 
th? hu eS f ° r ? a contmuous nbbon except that as 
of the wA CUr S ° V6r 11: . butts U P against the surface 

of the work and the resultant bending action fractures 
Jt. The short lengths of “ ribbon ” produced are 

SiTacT’ MI ° f ^ ^ Cracks and are easi Iy broken 
Sed l°d It n °f eSSential!y different from that at slow 

of the tool and i-V ^ ° ^ cb ^ p ribbon over the face 
t the tool and the pressure at B (Fig. 131) is hirfi and 

»=ti»n is otTeTiTestt?, 



ROTATION of work 

Fig. 132. 
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is almost absent, so that chip separation is almost entirely due to shearing 
action along lines similar to AB (Fig. 131). - 

In the flow type of chip the metal flows by means of continuous plastic 
deformation and forms a long ribbon -which when examined micro¬ 
scopically shows no signs of any tears or other discontinuities. 

The “ Built-up Edge.” If a tool which has been working for some 
time under fairly arduous conditions of speed and cut is examined, it will 
frequently be found that at the extreme edge of the tool there is a little 
pile of material which firmly adheres to the metal of the tool and which 
can only be remowed by the application of considerable force. During 
the action of the tool this piled up material seems to form a <e false ” 
cutting edge to the tool and it is usually referred to as “ the built-up 
edged 1 The built-up edge appears to be formed by the adherence of the 
metal of the chip, because of the great pressure, to the face of the tool, 
followed by rapture and sliding of the chip material over the similar 
material which has adhered to the face of the tool. According to Ernst 
the built-up edge increases in height until the upper portion becomes 
unstable and breaks away, the building up process then commencing once 
more and the cycle being repeated many times per second. In the lecture 
referred to above he gives microphotographs showing part of the built-up 
edge adhering to the tool and part to the chip. For further information 
on this subject the reader is referred to the works listed at the end of 
Chapter 11 and especial.lv to “ Work-Hardening Properties of Metals,” 
by E. G. Herbert, Trans ~A.S.M.E., 1926. 

Cutting Speeds, Feeds, and Tool Life. Most of the experimental 
work carried out on cutting tools has not been of the fundamental nature 
of that mentioned above, but has been more immediately practical in aim 
and has sought to determine the optimum conditions of cutting speed, 
depth of cut, feed, tool angles, etc., to give a required tool life. It will 
be convenient, however, to defer consideration of the results of these 
researches until somewhat later. 


Chapter 10 

THE LATHE. METHODS OF HOLDING WORK. 
TYPES OF TOOL. LATHE OPERATIONS 

The lathe is a machine in which work is held so that it can be rotated 
about an axis while the cutting tool is traversed past the work from one 
end to the other thereby forming it to the required shape. Clearly any 
section by a plane perpendicular to the axis of rotation will be circular. 
The lathe is probably the oldest but is still the most important of all 

machine tools. t , 

A good example of a modern precision lathe is shown in big. lo4. ^ It 
is the Model C No. 10, built by Messrs. Holbrook Machine Tool Co., 



Fig. 134. 


Ltd., Stratford, London, to whom the author is indebted for the loan of 
photographs and for technical information. 

The lathe consists essentially of a bed, headstock , tailstock, .and saddle . 

The bed is a box casting with machined “ ways ” or “ shears 55 on its 
upper surface and is bolted to a heavy base casting which provides a tray 
to catch any cutting .fluid that may be used and also serves to house the 
driving motor and electrical switch-gear. The headstock A is secured 
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to the bed and carries the bearings in which the spindle B rotates, i hesc 
bearings are automatically lubricated by a mechanical pump and are 
designed to work satisfactorily under the extreme conditions of iowjspeed 
with heavy cuts and high speeds with light cuts. Twelve ditterent 
spindle speeds are provided ranging from 23 to 2,001) r.p.m. These 
speeds are obtained partly by electrical means—the driving motor oemg 
a three-speed one—and partly by toothed gearing. One gearbox, pro¬ 
viding two speeds, is built integral with the motor unit and is controilec 
by the lever C, while gearing housed in the headstock and controlled by 
lever D provides two further changes. The motor speeds are controlled 
by lever E and the drive up to the spindle is through V belts, the spmdie 

being relieved of the belt pull. _ , . , 

The tailstock F is free to slide along the bed ways but can &e .ocked 
in anv position by the lever G ; it carries the poppet H x inch can e 
adjusted in and out by the handwheel H x and a screw. The poppet is 

locked by lever J. . 

The saddle K is free to slide along the bed ways and carries the com¬ 
pound slide rest L, M, N while the saddle apron P carries the gearing 
giving the self-actuating feeds and also the lead-screw nut.. The sliding 
of the saddle along the bed is done by means of a spur pinion carried m 
bearings in the apron and engaging the rack Q fixed to the bed. ihe 
spur pinion can be turned either manually by the handwheel K or 
mechanically bv the feed shaft S, this latter drive being engaged and 
disengaged bv the lever T. The feed shaft S is driven from the head- 
stock spindle through gearboxes V and W which provide a range of feeds 
from 0-003 up to 0-020 in. per spindle revolution. For screw cutting t e 
saddle is traversed by the lead-screw which, like the feed shaft, is 
driven from the spindle through the gearboxes \ and \\. - sp d n ut 

carried in the apron can be engaged with the lead screw by means of the 
lever Y which is interlocked with the levers T and Z to prevent the nut 
being engaged while the feeds are in use. . t _ T , 

The compound slide rest consists of the cross-slide L, swivel M, an 
top slide X. The cross-slide is free to slide across the saddle perpen¬ 
dicular to the bed ways and is operated by a screw either manually by 
a handwheel or mechanically by the feed shaft, this drive. being 
engaged by the lever Z. A dial, graduated in thousandths of an inch is 
carried bv the cross-slide screw and enables accurate adjustments to be 
made Because of backlash between the nut and screw the dial gradua¬ 
tions can only be relied on if the adjustment is always made m the same 
direction, in or out ; if the slide is moved just a little too tar it must be 
brought back and then forward again, or vice versa. This remark app ies 
to practically all machine adjustments. The swivel M enables t e top 
slide to be set .at any angle from 0 to 90 degrees with the spindle axis. 
The top slide carries the tool post h in which the tool is held and is 
traversed by a screw that is' geared to the handle c. 
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A lever d carried by the apron controls the driving motor switch 
through a shaft and enables the motor to be stopped, started, or reversed. 

The tailstock is made in two parts, the upper portion being adjustable 
at right angles to the bed ways relatively to the lower part ; the two parts 
can be locked together after adjusting. 

Methods of Holding the Work. Several methods are available and 
the choice of method will depend on the nature of the work itself and of 
the operation to be performed on it. The most important methods will 
be dealt with in turn. 

1. Between Centres. This is a widely used method, particularly in 
engine lathe work. Centre holes as indicated in Fig. 135 are drilled in 



Fig. 135. 


the ends of the work by means of special ££ centre drills ” one of which 
is shown in the figure ; the operation may be done in an ordinary drilling 
machine, in a special centering machine or in the lathe itself. The work 
is then supported on two ££ centres,” one of which is carried by the lathe 
spindle and the other by the tailstock poppet. These centres are made 
of tool steel, hardened and tempered, and the portion A (Fig. 136) is 
made a standard Morse taper to fit corresponding taper holes in the head- 
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stock spindle and tailstock poppet, an 
adapter being generally necessary in the 
first position. The portion B is ground 
to the proper included angle which is 
Fig * 136 * generally 60 degrees but may be 75 

kT degrees. Flats may be provided to 

enable a spanner to be used to remove the centres. The centre 
carried by the spindle is called the ££ live ” centre because it rotates; 

it is sometimes ground true on the surface B while it is in position 

n e spin e, a small motor-driven grinding wheel being mounted 
in t e too post for that purpose, it then generally carries a mark 
^o enable it to.be put into the spindle always in the same position. 

he centre carried by the tailstock poppet is called the “ dead ” centre. 
Because of the clearance holes (seen in Fig. 135) the work does not bear 
n the extreme points of the centres; this is important because otherwise 

ho™;T g °M he W ° rk WiU be uncertain - Th e size of the centre 
of L? to K 6 ?! Iy P r °P ortioned t( > the weight of the job and the size 
between Ten ^ 7°. order to drive the work when it is mounted 

haS end InH 2 ” A (Kg ‘. 137 ) is secured to its left- 

a driving Dlate C Camer , ears aga ' nst a driving pin B that projects from 
g p ate C screwed on to the spindle nose. A driving plate can 
be seen m position in Fig. 134. g p can ~ 
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This method of holding work has the advantage that the work can be 
removed from, the lathe as often as may be desired and on replacement it 
will always “ run true,” that is, it will rotate about the same axis as 
before. Similarly the work may be transferred from the lathe to, say, a 
grinding machine and will 
again run true. The chief 
drawbacks of the method 
are that it is impossible to 
drill a hole up the end of 
the work ; it is not suitable 
for castings and forgings 
except very simple ones ; 
and lastly, in order to ma¬ 
chine the whole length of 
a bar the bar must be 
turned end for end after one 
end has been machined. 

The axial adjustment of the tailstock centre must be carefully made, 
since any slackness will result in untrue work and, possibly, broken tools, 
while too tight an adjustment will cause the dead centre to run hot and 
possibly, to seize. The poppet must be readjusted from time to time 
during the progress of the work in order to take up any slackness due to 
wear and at the commencement, and at intervals during the progress of 
the work, a little oil or grease must be applied to the dead centre. For 
heavy work b’all-bearing live centres are frequently used in the tailstock. 

2 . On a Mandrel The use of a mandrel enables a piece of work that 
has a hole through its centre, to be supported between centres. A mandrel 
is a bar with centre-holes at each end and whose surface is ground true 
to those centres. The bar is nearly cylindrical but has a very slight 
taper and its diameter near to the middle of its length must be equal to 
that of the hole in the work to be supported on it. The mandrel is 
driven into the work by means of a lead hammer and friction is relied on 
to drive the work, the mandrel being driven by a carrier in the ordinary 
way. Mandrels may be hardened or left soft and are frequently turned 
up from a piece of bar as required. Clearly the use of a mandrel enables 
the outside of a piece of work to be turned concentric with the inside and 
in general such work would have the hole finished first and the outside 
finished on a mandrel subsequently. An allied method is to grip a piece 
of bar in a chuck and to turn it so that the work can just be forced on to 
it; the work is then turned as if it were on a mandrel. Clearly the bar 
must not be removed from the chuck until all the pieces of work have 
been machined. The bar may be screwed if it is required to carry work 
having a screwed hole. 

3. In a Chuck . This method of holding work is of very'great importance 
since it is almost universal with capstan and turret lathes and automatic 



Fig. 137. 
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screwing machines and is also widely used with engine lathes. Briefly, 
a chuck is a vice adapted to be carried on the nose of the lathe spindle. 
Chucks are of three main types, namely, independent jaw chucks, con¬ 
centric or self-centering chucks and collet chucks. Independent jaw 
chucks usually have four jaws as shown in Fig. 138 ; the jaws are carried 



Fig. 138. 

in radial slots in the chuck body and can be adjusted in and out inde¬ 
pendently by means of screws operated by a chuck “ key.” The body 
of the chuck is provided with a screwed hole to fit the spindle nose of the 
lathe. The concentric chuck usually has three jaws as shown in Fig. 139, 
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and these are all moved in or out together by means of cams, a s.:r !. 
(this is a disc with a spiral groove cut on it;, or other mechanism ; conse¬ 
quently a cylindrical piece of work when held in such a chuck will auto¬ 
matically be centred so that its axis coincides with that of the chuck and 
thus with the spindle axis. 

Clearly the concentric chuck 
is unsuitable (unless special 
jaws are fitted) for irregular 
shaped articles ; for these the 
independent jaw chuck must 
be used. 

The principle of the collet 
chuck is shown in Fig. 140. 

The collet proper, A, is a forging whose enlarged end is machined to a cone 
B that fits a corresponding cone in the lathe spindle. The collet is hollow 
and at C is machined just a little larger than the diameter of the work to be 
held. The end D of the collet is screwed to take a tube E which passes 
down the spindle of the lathe and which has a shoulder that bears against 
the end of the spindle. The tube E is provided with a handwheel by 
which it can be rotated, while the collet has 
a slot that engages a pin projecting from 
the lathe spindle and which prevents it from 
turning relative to the spindle.. The collet 
has a number of slots F, usually three, and so 
by turning the tube E and drawing the 
collet into the spindle slightly, the end is 
closed in so as to grip the work. Clearly the 
variation in diameter of the work that can 
be gripped by any collet is quite small 

and so a range, commonly 16, of different sized collets must be provided. 

Collet chucks are used chiefly for holding bright drawn rods, but by 
providing suitable jaws on the end of the collet the principle can be 
adapted to accommodate irregular¬ 
shaped articles. Somewhat elaborate 
mechanisms are used to operate the 
collet chucks used in turret lathes 
and automatic machines ; these need 
not be described here but it may be 
pointed out that some of them tend 
to retract the bar slightly as the chuck 
is closed while others do not. The 
latter are sometimes called “ dead 
length ” chucks. 

4. On a Faceplate . A faceplate is a circular casting adapted to screw 
on to the spindle nose of the lathe and provided, as shown in Fig. 141, 
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with a large number of holes to take holding down bolts. They are used 
to hold irregular-shaped articles that cannot be held in chucks, and the 
articles are packed up on the face of the faceplate by means of packing 
pieces and are clamped by means of holding down bolts and straps. 
Angle plates are commonly used in conjunction with faceplates as shown 
in Fig. 142. When work is mounted on faceplates it is important that 
the whole mass should be approximately balanced and for this purpose 
balance weights, as shown, are bolted to the faceplates. 

Lathe Tools. The number of shapes and types of lathe tool that 
have been, and still are, used is very large despite all the efforts that have 
been made to standardise them and thus reduce their number. Tools 
may be classified as being either roughing tools or finishing tools according 
as they are designed to take heavy roughing cuts or light finishing cuts. 
The differences between the various types of tool are, firstly, differences 
in shape as seen in plan view, and, secondly, differences in the angles to 
which the surfaces of the tools are ground ; the former are very largely 
unnecessary and merely reflect the idiosyncrasies of different machine 
shops, the latter are of more importance and are due to the variety of 
materials that has to be machined. 

The nomenclature that will be used is that employed by the Lathe Tools 

Research Committee and 
shown in Fig. 143 : 

<z=plan angle. 

horizontal front clear¬ 
ance. 

c =front top rake. 
d= front clearance. 
e =front cutting angle. 
f=t rue cutting angle. 
.£=true top rake. 
h =side cutting angle. 

2 =side top rake. 

7 =side clearance. 
r=nose radius. 

Front Roughing Tools. These are designed to take heavy cuts and 
are traversed parallel to the axis of rotation of the work. Some common 
plan shapes are shown in Fig. 144, the cutting edges being shaded. The 
shape a is characterised by having an entirely curved cutting edge and 
such tools w ? ere widely used at one time, particularly in the United States 
of America, but are now not so much used. The other shapes all have 
cutting edges composed of two straight lines joined by an arc and differ 
in the magnitude of the plan angle. As will be seen later, the 30-degree 
tool can take cuts at higher speeds than the other shapes but, being very 
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liable to chatter, is not much used. The 90-degree tool has the advantage 
that it leaves the shoulder of the work square with the axis and it is 
widely used. The 60-degree tool represents a compromise between the 
30-degree and 90-degree tools and is also widely used. The shape at e 



is characterised by having a large nose radius and is a compromise 
between a roughing and a finishing tool. At / is shown a cranked tool. 

The clearance angles ensure that the tool surfaces do not mb on the 
work and should be as small as possible consistent with the attainment of 
that object; the horizontal front clearance is commonly between 
6 degrees and 15 degrees but, as the example e shows, may be as great 
as 45 degrees. The front clearance angle is commonly about 12 degrees 
and the side clearance angle between 6 and 12 degrees. The biggest 
clearances are used with the more ductile materials. The cutting angle 
varies more than the other tool angles and may range from as low as 
45 degrees to as high as 90 degrees, and may even sometimes be greater 
than 90 degrees. The best value for the true cutting angle depends on 
many factors, which are considered later on, but generally speaking it 
may be said that for the soft, ductile materials of low tensile strength a 
value of 45-60 degrees will be suitable ; for steels of medium strength 
and hardness the value should be 60-80 degrees ; for hard steels of high 
tensile strength and for cast steels the value should be about 80-85 
degrees ; and for cast materials, such as cast iron and cast brass, the 
value should be about 85-90 degrees, though some cast irons can be cut 
satisfactorily with lower values for the cutting angle. The values just 
quoted apply to ordinary carbon tool steels and to high speed steels ; 
cemented carbide tools generally have cutting angles somewhat larger 
than those used for tool steel tools, the top-rakes being about 20-30 per 
cent less for the carbide tools. The nose radius is sometimes zero but 
usually is between ys and £ in., depending on the size of the tool, i.e. its 
cross-sectional dimensions. 

The 44 Klopstock ’* Tool. This is a form' of tool in which the top 
surface, on which the chip impinges, is ground away so as to leave a 
narrow 7 lip all round the cutting edge. It was developed by Prof. Klop¬ 
stock as the result of experiments which were later confirmed by large- 
scale use in machine shops and is described in a paper to the American 
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Society of Mechanical Engineers, 1925. It is claimed to give increases 
in life of up to 50 per cent and reductions in power required of 25 per 
cent, but it does not seem to have been used anywhere except in 

Germany. 

Tools having a groove ground in their upper surfaces as shown on the 
right in Fig. 145 are, however, used fairly widely both in America and 
England. Such a groove is commonly referred to as a “ chip breaker” 
and is used generally as such, but its use is said to increase the tool life 
and to decrease the power required so that it may give a similar action 
to the Klopstock tool. 


Other Types of Lathe Tool. Besides front roughing tools the most 
important tools are: (1) Side-facing tools ; (2) “ Knife ” tools; 

(3) Parting-off tools ; (4) Screw-cutting tools ; and (5) Boring tools. 
The plan shapes of these are shown in Fig. 145. Finishing tools are 





commonly similar to roughing tools except that they have smaller nose 
radii, but there is a tendency nowadays towards the use of tools with an 
appreciable length of cutting edge that is parallel to the axis of the work 



as is indicated in Fig. 146. Such tools require very careful setting in 
the tool post. ■ 

Tangential Tools. Lathe tools are sometimes made so that the 
shank of the tool lies more or less tangential to the work as indicated in 
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Fig." 147. The chief advantages claimed for such tools are,, firstly, that 
they can. be reground many more times than 
ordinal}' tools and thus have a very long life 
and, secondly, that they are more rigid and 
can take heavier cuts. They require special 
holders and are used mostly in capstan and 
turret lathes, for which application they have 
the advantage that they do not project so far in 
the horizontal plane and so do not cause difficulties through fouling the 
cross-slide when the turret is rotated. 

Right- and Left-hand Tools. Most lathe tools are made in both 
right-hand and left-hand forms. Right-hand tools are designed to cut 
whilst traversing from right to left or, in the case of side tools and knife 
tools, on the right-hand face of a flange ; they are more widely used than 
left-hand tools. The latter are “ mirror reflections ” of the right-hand 
tools, the mirror being parallel to the axis of the tool shank. 



iGl 
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Fig. 148. 


Form Tools. Shapes other than those composed of cylinders and 
cones of small apex angle are frequently required and are generally 

obtained by means of form tools made to the required profile r _ 

so that the work is a direct copy of the tool. Such tools are ‘ ~ 

fed in radially and are not traversed at all. They are of three «-—„ 

main types and these are shown in Figs. 148, 149, and 150. f ^ 

That in Fig. 148 is made from a piece of flat tool steel whose 
edge has been formed to the required profile 
and which has been suitably backed off to pro¬ 
vide a front clearance. The type in Fig. 149 
has the profile formed on the face of a block whose back 
\ [ is provided with a dovetail by means of which the tool is 
! j held in a suitable holder ; this tool is thus a tangential 
tool. The cutter shown in Fig. 150 is turned in a lathe 
by means of a tool of the first type and is then gashed as 
shown so as to provide a cutting edge. It also has to be 
held in a special holder. Unless the face A is made radial 
the shape of the work produced will be 
Fj G 149, different from that of the tool used to pro¬ 
duce the cutter, while if it is made radial 
have no front clearance ; it is therefore 







j 


the tool will 

dropped below centre as shown and the shape of the tool 
is modified so as to produce the shape of work required. 

The first type of cutter is cheap to make and is used for 
small quantities, the other two types are much more 
costly and so are used only for large quantities. Since 
(with form tools) the total length of cutting edge that 
engages the work may be very long, the cutting speed usually has to 


Fig. 150. 
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be kept quite low in order to avoid chatter and to get a good finish on 

the work. 

Setting of Lathe Tools. It is important that lathe tools should be 
set with their cutting edges level with the axis of the work, because other¬ 
wise the cutting and clearance angles will differ from those intended and 
the tool will not cut so well, if it cuts at all. The effect of varying the 
tool setting is shown in Fig. 151. The necessary adjustment is made by 



placing packing strips between the tool and the tool holder, but special 
arrangements are sometimes used. The correct setting of the tool at 
centre height becomes of greater importance as the diameter of the work 
STwh' .^ lth t °° S SUch aS the 9 °- de gree front roughing tool, with 

of the work hlP th COi r eS i ^ approximatel y P arallel to the axis of rotation 
\ h , , k ’ the t0Gl setting is not so important and it is sometimes 
a visable to set the tool high because the chip is thereby made to curl 
outwards away from the work. The overhang of the tool beyond the 

deanng the'la he “ “ P ° S$ible C0I *patible with the tool rest 

clearing the lathe carrier, driving plate, etc. 

F J X ^™ ple of Lat he Work. Suppose the piece shown in full line in 

be rnad "” d ■" r op« wS 


Operation 

1. Cut off piece of bar. 

2. Centre ends. 

3. Rough turn one end A. 

4. Turn bar end for end. 

5. Rough turn other end R. 

6. Square out corners C. 

7. Turn bar end for end. 

8. Square out comers D. 

9. Turn semi-circular groove. 

10. Finish turn end A. 

11. Turn bar end for end. 

12. Finish turn end R. 


Tool 

Hack-saw or circular saw. 

Centre drill. 

R.H. front roughing tool. 

R.H. front roughing tool. 

90 front roughing tool or knife tool. 

As for 6. 

?™ und “ nosed Pacing tool. 

90 finishing tool. 

As for 10. 
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' Fig. 152. 


If an attempt is made to finish, turn one end before roughing out the 
other, it will almost certainly be found that when the second end is 
finished it does not run true with the first end. When a batch of pieces 
is to be machined, each operation 
will be performed on the whole batch 
before proceeding to the next opera¬ 
tion. This saves time because it is 
easier to take one piece of work from 
between centres and to-replace it by 
another, which has a carrier fixed to 
it in readiness, than it is to change 
one tool for another ; also the cross¬ 
slide graduated dial reading can be used to set the cuts and resort to 
measurement is largely eliminated. 

During the roughing cuts the various diameters will be measured by 
means of outside callipers set to a rule and the lengths between shoulders 
by inside callipers or by direct measurement with a rule. For the 
finishing cuts the diameters will be measured by means of a micrometer 
or a limit gauge (see Chap. 21) ; while using these the lathe must be 
stopped. The method used when the work is approaching the finished 
sffee is as follows. The work is measured and a cut sufficient to bring it 
to the desired size is put on by means of the cross-slide dial. The cut 
is started and when a length of about fr-fo in. has been turned the lathe 
is stopped, without disturbing the tool setting or disengaging the power 
traverse, and the work is again measured. If any adjustment is necessary 
the feed is disengaged, the tool returned to the starting point, and further 
trials made until the correct size is attained. 

The depth of the final finishing cut will depend on circumstances, but 
in ordinary engine lathe work it will rarely be less than 0*002-0*004 in. ; 
in precision lathe work the final cuts may be as small as 0*0002 in. It 
may be remarked that the setting of a tool from a “ nibbing position ” is 
a most unreliable method and unsuitable for finishing cuts. 

Usually the lengths corresponding to X in Fig. 152 are relatively 
unimportant and can be measured sufficiently accurately 
by means of internal callipers set to a rule or by a rule 
direct. If they are required to a higher degree of 
accuracy the face E should be finished first and the tool 
set to finish the face F by adjusting the top slide until 
a slip gauge can just be inserted between the face E and 
the cutting edge of the tool. If the perpendicularity of 
the faces E, F, with the axis of the w 7 ork is important, 
those faces should be finished by setting the tool as 
shown in Fig. 153, and feeding it radially outwards; the.accuracy will 
then depend on that of the lathe and not merely on the setting of 
- the took 



Fig. 153. 
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It will be seen that even the above simple job requires some four 
changes of tool. If the work is such that it must be held in a chuck, then 
all the operations must be done on each piece before removing it from 
the chuck (because of the difficulty of getting the work to run true once 
it has been removed) and all the tool changes would have to be done for 
each piece, thus causing much loss of time. The use of capstan and 
turret lathes avoids this loss as will shortly be seen. 


/ 


J Screw Cutting. In screw cutting the traverse of the tool has to be 
accurately related to the rotation of the work and also the traverse per 
j revolution of the work is usually large compared with what it is in ordinary 
/ turning; the motion of the saddle is therefore obtained from the lead- 
> screw - Lead-screws commonly have four threads per inch in medium- 
4 sized lathes and two threads per inch in large machines ; the thread is 
not a square thread but has slightly sloping flanks ; this is to enable the 
half-nuts to be disengaged from the screw by a radial motion, which is 
not possible with a square thread. The lead-screw has to be geared to 
the lathe spindle so as to give the requisite number of threads per inch 
on the work. 

If «=number of threads per inch in lead-screw, 

N=number of threads in screw being cut. 

Ehen * R.p.m. of spindle N 

R.p.m. of lead-screw n 

and the gear train connecting the spindle and lead-screw must be arranged 
with that ratio. In modem production lathes the gearboxes provided 
enable a wide range of pitches to be obtained without having to interfere 

with the gearing. 

The lead-screw having been geared up properly, a suitable single point 
screw-cutting tool is placed in the tool holder, being set correctly by 

means of a “ screw gauge ” such as is 
shown in Fig. 154. The saddle is then 
traversed to the right until the tool is 
about \ in. past the beginning of the 
portion to be threaded and the cross¬ 
slide is fed in until a suitable cut is put 
on. The spindle is then started up at 
* , , . slow speed and the lead-screw nut 

tiorSdf’-^T^ ^ t0<>1 t0 take a CUt If the ^aded por- 
the kSfL m rU a h dm ! f oove ” ( such as that at G in Fig. 152) 

, . h spindle need nit be stopped, but when the tool reaches the 

drat^afteTmarb Tt! ““S ^ disen S a g ed - The tool is then with- 
t , ^ f arkmg * e graduated dial on the cross-slide screw so that 

-SblTo r * - e8Ulated ° n the neXt -V and the saddle L 
traversed back to the starting point. Devices which enable the tool to ' 


.od 




r WORK . 1 

u 


gauge 




Fig. 154. 
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be quickly withdrawn without disturbing the setting of the cut are some¬ 
times provided. The tool is then fed in past the previous position by a 
suitable amount and all is ready for the next cut. But unless the number 
of threads per inch in the work is-an exact multiple of the number per 
inch in the lead-screw, precautions must be taken to engage the nut 
correctly with the lead-screw ; unless this is done the tool will not 
engage in the previously cut thread and the work may be spoiled and 
the tool broken. To ensure proper engagement of the nut, the followin 
procedure is followed. Before taking the first cut the saddle is traverse 
to the right, past the end of the work by about 1 In., and the nut is 
■'engaged. The spindle is then turned until the saddle has traversed 
s. distance of about f-A- in. and is then stopped ; a mark is made on 
some portion of the spindle so as to coincide with a mark on a fixed 
part of the headstock and similarly a mark is made on a portion of the 
lead-screw against a mark on a fixed portion of the lathe. A mark Is 
also made on the bed-way to record the position of the right-hand end 
of the saddle. The first cut is then taken as described. When the saddle 
is returned after the first cut, its end is made to coincide with the mark 
on the bed-way and, before tug aging tht nut. the spindle Is rotated until 
the mark on It and that on the lead-screw both coincide with their 
respective fixed marks ; -the spindle may be stopped when this coincidence 
is attained and the nut be engaged, but with practice the nut can be 
engaged just at the moment of coincidence without stopping the spindle. 
The second cut is then taken and the performance Is repeated for subse¬ 
quent cuts. Modem lathes are fitted with indicators which make the 
above procedure unnecessary. When the depth of the thread approaches 
the finished size, it is a good thing to feed the tool along by a very small 
amount by means of the top slide at the commencement of each cut; this 
causes the tool to cut on one side of the thread only and helps to produce 
a good finish. Threads are usually finished by means of a“ chaser ” since 
a single-point, tool cannot machine the radius at the crest of the thread ; 
but a die nut may be used instead. An example of a chaser 

~ A AftA/vvwv*, 

is shown in Fig. 155 ; it is substituted for the single point ! ) 

tool and the procedure is then as described until the thread u I j_j 

is down to size. Care must be taken to ensure correct j i ! 

engagement of the chaser with the threads of the work.. __! i._J 

This is done by engaging the nut and traversing the saddle Fig. 155. 
along, by revolving the spindle, until the middle of the 
thread is reached, the chaser being then place in the too! holder, and made 
to engage with the threads of the work by traversing the top slide. A 
similar procedure is necessary if the single-point tool, is removed from the 
tool holder during the cutting of the thread. If the thread is a short one 
it will generally be quicker to leave the nut engaged with the spindle and 
turn the lathe spindle backwards until the starting position, of the saddle 
is reached. This is particularly so if the spindle has a reverse motion. 
12 


O-f/q 
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If a quick-acting reverse drive is provided to the lead-screw, it can be 
used for the return of the saddle but only if the clutch by. which the 
drive is engaged or disengaged is capable of engagement in one position 

only. 

When a landing groove cannot be provided and the thread comes 
to a dead end, the lathe must be stopped when the tool approaches 
the end of the thread and the spindle pulled round the last turn or 
two by hand ; this emphasises the importance of providing landing 

grooves. 6 

Taper Turning. Tapered or conical parts can be machined in three 
different ways and the choice of method will depend chiefly on the magni¬ 
tude of the included angle of the taper and on whether a lathe having a 
taper attachment is available. For sharp tapers (i.e. having a large 
included angle) and for short slow ones the simplest method is to set the 
top slide round to the appropriate angle on the swivel and to feed the 
tool, by hand, along the top slide. For slow tapers an alternative method 



?ft s FF r 

“ Sh °™.“ F * I56 - 

todf b B,Whi 1r CylindricaI turnin S is clamped to the'saSlieFhe 

the slide B is unctaped f„ m td d„ ' 
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block F that slides in the adjustable slotted member E ; the latter is 
carried on a bracket H that is supported by, but normally is free to slide 
along, a machined face at the back of the lathe bed. When the taper 
attachment is to be used the bracket H is locked to the bed by a clamp 

indicated at J. During taper turning with this attachment the cut can 
be put on by means of the wheel D and screw C in the usual wav. The 
clamp at G must be released when the slide 
B is clamped to the saddle. 

Turning Long, Slender Work. When 
long, slender work is being turned, provision 
must be made to prevent the cutting forces 
from bending the work. If this is not done 
the work cannot be turned accurately parallel. 

To support the work steady rests are used ; 
they may be either stationary rests that are 
fixed to the lathe bed or travelling rests that 
are carried by and traverse with the saddle. 

Stationary rests have usually three supporting 
fingers as may be seen from .Fig. 157 ; travelling 
rests are commonly shaped as shown in Fig. 158 and bear on the work 
at two points just behind the cutting tool They are carried on the saddle. 
Stationary rests are frequently used to support one end 
of a long piece of work, the other end of which is held 
in a chuck ; this enables drilling and boring operations 
to be done on the end of the work. When a stationary 
rest is used a small length of the job must be machined 
for the steady arms to bear on ; this can be done quite 
easily if light cuts are taken. 

Special Lathes. These are machines which, while 
being fundamentally lathes, are adapted to be parti¬ 
cularly suitable for some operation which is of very 
frequent occurrence, or which calls for special arrange- Fig. 158. 
ments. Examples of such special lathes are axle lathes, 
railway-wheel lathes, crankshaft lathes, gun lathes, and multi-tool lathes. 
The latter are perhaps w T orth brief consideration here, but for the others 
space is not available. Capstan and turret lathes also are special forms of 
lathe, but they are of sufficient importance to deserve a chapter to them¬ 
selves. A typical multi-tool, high-production lathe is shown in Fig. 159. 
It differs from any ordinary engine lathe chiefly in being very massive so as 
to be able to take heavy cuts, without vibration, or distortion and in having 
a number of tool holders each of which can hold several, tools, all of 
which can be in action at once. These lathes are particularly adapted 
to turn short shafts having several diameters, a type of job that is of 




Fig. 157. 














The Lathe igi 

frequent occurrence, and Fig. 160 illustrates what this type of lathe can 
accomplish, the job shown being done in 4 mins. 40 secs". 



The "Vertical Lathe and Boring Mill. This is, basically, a lathe 
turned on its end but, as will be seen from Fig. 161 which shows a vertical 
lathe, there are actually several important differences. The tailstock has 
disappeared so that all the work done by the machine is held either in a 



Fig. 161 . 


chuck or by being clamped direct to the machine table, which corresponds 
to the faceplate of an ordinar} 7 lathe. The saddle and slide rest of the 
ordinary lathe are replaced by the cross-beam, and tool head of the 
vertical lathe and a revolving turret is provided by means of which 
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several tools can be mounted ready for use at any instant. The vertical 
feed of the tool is obtained by actuating the tool slide in the tool head 
saddle, the cross-beam being fixed in the machine shown. The tool 
slide can usually be set round at any angle so that tapers can be machined. 
This type of machine is made with work tables ranging in diameter from 
about 2 ft. up to as much as 40 ft. In the larger machines the cross¬ 
beam is usually carried on two columns and is adjustable vertically to 
accommodate different heights of work. One big advantage of the 
vertical lathe is that the centering of the work on the work table is rela¬ 
tively easy because the weight of the job has not to be contended with 
as it has to be when centering work on the faceplate of an ordinary lathe. 
Accessibility of the job is also somewhat better and probably accounts 
for the use of such lathes for small work. 




Chapter 11 

TOOL LIFE. EFFECT OF TOOL ANGLES, CUT¬ 
TING SPEEDS AND FEEDS. POWER CONSUMED 

If a tool is set to cut a bar of material under definite conditions of 
cutting speed, depth of cut, feed, etc., it will go on cutting satisfactorily 
for a time but, sooner or later, it will cease to cut properly and will have 
to be reground. The time required to bring about breakdown of the 
tool in this way is called the life or durability of the tool. The moment 
of failure is generally fairly well defined by changes in the appearance of 
the machined surface, but is sometimes indefinite. A sudden increase in 
the horizontal component of the force acting on the tool is said by some 
investigators to mark the moment of tool failure but this requires a 
dynamometer tor its measurement. The life of a tool has been found 
to depend on many factors but the following are the most important ones. 


1. The cutting speed. 

2. The physical properties of the material being cut. 

3. The area of the cut being taken. 

4. The ratio of the feed to the depth of cut. 

5. The shape of the tool and its angle. 

6. The chemical composition of the tool and its heat treatment. 

7. The nature and quantity of any cutting fluid used. 

S. The rigidity of the tool, work, and machine. 

Definitions. Referring to Fig. 162 the cutting speed is given by the 
expression wDN where N is the r.p.m. of the bar ; the depth of cut is d, 
the difference between the radius of the bar 
before and after taking the cut; the feed or 
traverse is the distance S travelled by the tool 
during one revolution of the work ; the area 
of cut is strictly the area shown shaded but 
is always taken to be equal to dx S, the pro¬ 
duct of depth of cut and feed. 



Fig. 162. 


Experimental Laws relating to Cutting 
Tools. Experimental work on cutting tools 
was started towards the end of the nineteenth 
■ century and still continues. Most of it has been directed towards the 
determination of the effects of the factors listed above on the tool life, 
but despite the large amount of work done only a few of the factors have 
been at all widely examined, and some disagreement still persists in 
regard to some of the results obtained. Because of the number and 
complexity of the factors involved it is very difficult to keep all except 
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one constant and anomalous results are frequently found. A biblio- 
graphy of the most important books and papers on the subject is given 
at the end of this chapter which is largely based on the results recorded 
in those papers. 

Tool Life and Cutting Speed. F. W. Taylor 1 as a result of his very 
extensive series of experiments, formulated a law relating cutting speed 
and tool life ; it is : 

VT«=C 

where V= cutting speed, usually in feet per minute ; 

T=life of tool, usually in minutes ; 

C=a constant whose value depends on the factors listed above. 

This law enables the appropriate cutting speed to give any desired 
tool life to be calculated, once the value of the constant C has been deter¬ 
mined by making a single experiment to find the tool life at one selected 
cutting speed. 

Taylor’s experiments were all made on comparatively heavy cuts and, 
for such cuts, have been confirmed by the Manchester experiments. 2 
Other workers, however, have found different values for the index of the 
life T, varying from -J- to xq. For light cuts the law does not hold at 
all; Dempster Smith and Arthur Leigh 3 found that for light cuts the 
tool life varied with the cutting speed as shown in Fig. 163. In some 



Fig. 163. 

experiments the number of c< humps ” was two and in other experiments, 
with different tools, three, and the number of humps seemed to be 
related to the number of humps found in plotting the hardness of the 
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tool, as determined by the Herbert pendulum test, against the tempera- 

ture, as shown in Fig. 164. 

As the feed was increased, keeping the depth of cut constant, the curve 
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Fig. 164, 

in Fig. 163 tended to move bodily to the left so that the number of 
humps decreased ; the use of a cutting fluid, however, tended to move 
the curves to the right. 

The Most Desirable Tool Life. What the tool life should be in 
order to achieve the most economical results depends principally on the 
time taken to remove the tool from the machine and replace it by another 
and on the cost of regrinding the too!. Generally speaking the simple 
machines such as engine lathes require a shorter tool life than the more 
complicated ones such as multi-spindle automatics ; operations such as 
gun boring also require lengthy tool lives. In the “ Manual on Cutting 
Metals 55 the following lives are suggested as being economically suitable : 

Engine lathe ..40 minutes with ordinary tool setting. 

120 minutes with accurate tool setting. 

Capstan and turret lathes . . . 120 minutes. 

Auto-lathe ....... 400 minutes. 

The Effect of the Physical Properties of the Material. It is well 
known that different materials vary greatly in their machinability and 
that the latter is not directly related to the tensile strength of the material. 
It is also fairly certain that some crystalline structures facilitate machining 
while others make it difficult, but sufficient knowledge is not available to 
enable any generalisation to be made. For a series of steels of similar 
composition but varying in tensile strength and Brinell hardness the 
Manchester experiments found the machinability to be related to those 
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quantities as shown by the graphs in Fig. 165, but it is now known that 
the machinability does not increase continuously as the Brinell hardness 
decreases, there being an optimum hardness below which the difficulty 
of machining increases. It is frequently easier to machine a material in 



the _ heat-treated ” condition than in the fully annealed condition. 
Again, the inclusion of small percentages of certain elements, notably 
lead and sulphur, m steels greatly facilitates the machining although those 
e ements, m the proportions used, have practically no effect on the tensile 
strength or Bnnell hardness of the steel. The austenitic stainless steels, 
because of their work-hardening properties, are somewhat difficult to 
machine and it is essential to keep the cutting tools sharp ; additions of 
su phur, selenium, silver, and zirconium are sometimes made to these 
steels to improve their machinability. 


Cutting Speed and Area of Cut. The early Manchester experi- 
ments, according to Nicolson and Smith,* established the following 
relationship between the cutting speed giving a certain tool life and the 
area of the cut : 


V= 


A +b 


+ € 


where A is the area of cut and k, b, and c are constants. Taylor, how¬ 
ever, stated that no simple relationship existed and this is confirmed by 

SESSST* ^ ManCheSter 5 Which S ave the stilts Plotted in 


The latter graph is somewhat remarkable 
minimum cutting speed, for a given tool life 


in that it shows a definite 
, when the ratio of feed to 
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depth of cut is slightly less than unit} - . This result is, however, to be 
expected because the “ crowding ” of the chip in the region of the curved 
nose of the tool produces a higher and more localised pressure on the 

220 i---:-:-•- i - 



AREA OF CUT SQ. INS. 
Fig. 166. 



Fig. 167. 


surface of the tool than when the chip is spread out along a greater length 
of cutting edge. Dr. Kronenberg, of the research department of the 
Cincinnati Milling Machine Company, however, states 6 that for practical 
values of the ratio, feed to depth of cut, the effect of variation of that ratio 
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is unimportant and he gives, and uses, the relationship V=CA~” ft. per 
min. where C is a constant whose value depends on several factors 
A =(area of cut in sq. in.) x 1,000, and the index n ranges from 0-28 to 
0-73 according to the material being cut. Kronenberg’s values for p 
and n are given in the table below. C 


Material 

Light alloy . 
Brass 
Cast brass 
Cast steel 
Carbon steel— 
SAE 1015 
1025 
1035 
1045 
1060 
Cr-Ni steel . 

CM. 100 Brinell 
150 „ 

200 „ 


Tool life 60 mins. 
no cutting fluid, or 

Tool life 

Tool life 

480 mins, with 

60 mins, with 

480 mins. 

cutting fluid 

cutting fluid 

cutting flui 

2,160 # 

_ 


575 

_ 


365 

_ 


131 

182 

91 

258 

360 

180 

206 

288 

144 

164 

230 

115 

131 

182 

91 

84 

118 

59 

141 

198 

99 

187 

260 

130 

119 

168 

84 

67 

94 

47 

* No cutting fluid used. 



n 

0-73 

0-62 

0-44 

0-36 

0*41 

0-41 

0-41 

0-41 

0*41 

0*57 

0*28 

0*28 

0*28 


f V3l T ° f , C A e f ° r 311 1 ^*~ 2 ^P 6 of high-speed steel tool; 

for other types of tool the appropriate value of C may be obtained by 

multiplying the value given above by the factors given in the table below 7 

Tool composition 
Cr 
4 
4 
4 
4 
4 
4 
4 


W 

14 

18 

18 

18 

18 

18 

20 


Cemented carbide tools 


Vc 

1 

1 

2 

3 

1 

2 

2 


C 

0*7 -0*8 
0*7-0*75 
0*8 -0*85 
0*85-1*1 
0*7 -0*75 
0*8 -0*85 
0*8 -0*85 


Co 

Mo 

Factor 

— 

— 

0*83 

— 

— 

0*94 

— 

0-75 

1*0 

— 

— 

1*08 

5 

0*5 

1*11 

10 

0*75 

1*28 

18 

1*0 

1*33 



up to 5 


amoved per minute is proportional to the 
produrt area of cut x cutting speed, it follows from the preceding para¬ 
graph that there is no simple relationship between the weight of metal 
removed per minute and the area of cut. Fig. 168 shows fome re^uJs 
obtained in the later Manchester experiments 5 and brings out the fact 
hat m general a deep cut with a fine feed removes more mftal per minute 
than a shallow cut with a coarser feed giving the same area of cut. 

thiftnnl^n^ttw ^f° 01 Variation in the true cutting angle of 

£ lvl? er ? Ct ° rS bemg constant > gave s the results Plotted in 
g- - i h a deep cut a well marked maximum occurs with a tool 





Tool Life 189 

angle of about 73 degrees but with a shallower cut, and coarser feed, the 

maximum is less well marked. The material being cut was a 0*39 
carbon steel but steels with other carbon contents gave similar curves, 

the optimum cutting angle being higher the greater the carbon content. 


z 




Fig. 169. 

The effect of variation of plan angle is shown in Fig. 170 the 90-degree 
tool having the lowest specific cutting speed. Nevertheless such tools 
are very widely used in practice because their use eliminates the separate 
operation involved in “ squaring out ” the comer of the work when tools 
with other plan angles-are used. Conversely the 30-degree tool is little 
used because it has a great tendency to “ chatter ” and unless the tool, 
work, and machine are all very rigid this chattering will prohibit the use 
’'of the tool. 
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The Power Consumed. This is affected by the cutting angle of the 
tool as ls shown by Fig. 171. It will be seen that, as would be expected 
the greater the cutting angle the higher the power consumed. It will’ 
also be seen that a deep cut with a fine feed takes more power than a 



too1 10 nu CUt 7 A 3 CO fT feed f0r the Same area of cut With a given 
cutting speed^ bemg CUt the P °' Ver taken varies' directly as the 

ofcuninAVr 11 f at u Vh ! k 2 great ded has been d6ne on the problem 
g os on y the fringe of the subject has as yet been explored, 
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and so the use of cutting tools in workshops remains much more of an 
art than a science, and this is likely to be true for manv years to come. 
Experience and repeated trial will thus always play a large part in the 
determination of suitable cutting speeds, feeds, etc. The experimental 
results quoted above will, however, enable the effects of any alterations 
m the cutting conditions to be visualised and should reduce"the amount 
tna : necessar T to establish the best conditions in any given practica 
example. A very large amount of empirical data has been accumulated 
throughout the last twenty years or so and a great deal will be found 
collected together m the “ Manual on Cutting Metals ” published bv the 
American Society of Mechanical Engineers, 1939. 

Diamond Cutting Tools. Suitably lapped diamonds held in special 
holders are extensively used for the accurate machining of such things 

as ig t ai. o> pisns and mr the tine coring of holes in boring machines 
ot me type described on p. 215. Diamond tools take onlv very hue 
.mismng cuts and tine feeds are always employed. Cutting speeds are 

a2ia _ nia - v ’ ran ? e u ? t0 P er min. ; the feeds are of the order 

or U-Utte in. per revolution. Mirror-like rinisfces and exceptional 
accuracy are possible with these tools. 
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carries a revolving tool-post turret A that can hold four tools at once. 
Any one of these tools can be brought into the working position by 
unlocking the turret by means of the lever C, and turning it round 
manually. The main turret B carries tools of various kinds in special 
holders that are bolted up to its faces, it can revolve about a vertical axis, 
and is locked and unlocked by the lever D. In the capstan lathe the 
turret is carried on the slide E which slides in the sub-bed F and the 
latter may be clamped to the main bed in any desired position ; in the 
turret lathe the turret is carried on a saddle which slides directly on the 
main, bed ; this is the essential difference between the two machines.; 

’ Most of the plain turning operations are done by tools held in the 
turret, the cross-slide being used for forming tools, tools for operating on 
the backs of flanges, and for parting-off tools, all of which cannot be used 
on the turret without making special arrangements. Parting-off tools- 
■ ■ 192 
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are generally held, in an inverted position, in a tool post provided at the 
rear of the cross-slide. In the. capstan lathe the turret may be operated 
by the capstan G manually or by a power feed ; in the turret lathe the 
power feed is mostly used and a high speed return motion is also provided. 
In both machines the turrets are arranged to turn automatical.lv, after 
unlocking, from one station to the next; in the capstan lathe when the 
slide E is moved to the extreme right and in the turret lathe when the 
lever H is operated. 

One of the principal points of difference between engine lathes and 
capstan and turret lathes is that the last two are fitted with adjustable 
stops to limit the motion of the saddle, cross-slide, and turret slide. 
Since four separate tools may be carried in the cross-slide tool post and 
since each of these tools will probably require the saddle to be stationed 
in a different longitudinal position from the others, four independent 
stops are provided ; these can be seen on the bar J that carries them in 
both Fig. 172 and Fig. 173. This bar is turned through one step each 



time the turret A is turned a step, the motion being produced auto¬ 
matically in the turret lathe and manually in the capstan lathe. The 
stops for the sliding motion of the capstan turret are carried on a spindle 
that can just be seen at KK and which is turned automatically from 
station to station as the turret is turned.; the stops for the sliding motion 
of the turret-lathe turret are carried on the bar L which also is moved 
synchronously with the turret. The stop bar for the cross motion of the 
cross-slide is situated on the saddle at M. 

\ Capstan and turret lathes are not usually fitted with, any lead-screw 
such as is found in engine lathes, and screw threads are usually cut bv 
means of die-heads tehich are considered later on. Short lengths of lead- 
screw called “chasing screws” are sometimes provided, these .being 
changed when different pitch threads are required. ■ 

Quick-acting chucks are generally used ; these are of the collet type 
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for bar work but for chuck work ordinary type chucks are used but are 
generally arranged to be operated by compressed air. The air cylinder 
for operating the chuck is seen at P in Fig. 172. 

It will be understood that once the tools in the turret holders have 
been set to turn the proper diameters and the stops on the stop bars have 
been set to determine the correct lengths for the turret turning tools, and 
the correct longitudinal or radial positions for the cross-slide tools, then 
the operation of the machine is comparatively simple and merely consists 
in selecting and engaging the right spindle speeds and correct feed rates 
for each operation in sequence and then operating the appropriate levers. 
This can be done by semi-skilled labour and capstan and turret lathes 
are extensively operated by such labour after they have been “ set-up ” 
by skilled men. 

Clearly the setting up of a capstan lathe will take some time ; this may 
be as little as a quarter of an hour but may be considerably longer ; with 
a turret lathe the setting-up times are longer still. Hence capstan and 
turret lathes cannot profitably be used in the manner described, that is, 
being set-up by skilled labour and operated by unskilled labour, unless a 
sufficient quantity of pieces is required to offset the setting-up times and 
the greater machine-hour rates. The minimum quantity is sometimes 
as small as a dozen but is generally two or three times that amount. 
Capstan and turret lathes, more particularly the latter, are sometimes 
operated on the lines of engine lathes, not being fully set up ; thus the 
stops are not used and greater use is made of tools held in the cross-slide 
turret for plain turning than would be done in good turret lathe practice. 
Lsed in this way the turret lathe can show savings over engine lathes for 
batches of only half a dozen or so. 

Box Tools. Turning may be done in capstan and turret lathes 
in two ways : (a) by tools held in the cross-slide and traversed as in an 
engine lathe, and (b) by tools held in special holders fixed to the turret 
faces; these tools are commonly known as 
box tools.” Generally speaking the second 
method is the one most used, the cross-slide 
tools being kept for necking and forming opera¬ 
tions, for facing cuts on shoulders and for 
parting-off, operations that cannot be done 
with tools held on the turret faces unless special 
and somewhat complicated fitments are used. 
The box tools used on the turret faces are 
always provided with steadies to support the 
work under the pressure of the cut and can consequently take much 
heavier cuts than is possible with tools held in the cross-slide tool post 
when no steady can be used. This applies particularly to bar work 
for which box tools are mostly used. The steadies also improve the 
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surface finish of the work considerably because they have a burnishing 
action. ^ Two examples of “ box tools ” are shown In Fks. 174 and 175. 
In the former the fingers A provide the steady and are held In a dovetail 
slot in the body of the holder, being locked 
by set screws B. The contact between 
the steady and the work is thus a sliding 
one. In the tool shown in Fig. 175 the 
steady takes the form of two rollers. 

Both holders are shown with tangential 
tools and both have a simple form of 
adjustment to enable the tool to be set 
to size. The steadies are generally ad¬ 
justed so that they just follow the cutting 
tool, but when a bar has been turned with 
one tool and then has to be reduced in diameter for a portion of its length 
ydth anotner tool tne steady for tiie latter may be adjusted to bear on the 
larger diameter just artead of the cutting tool ; this helps to ensure the 
concentricity of tne two portions or tne rar. Box tools adapted to carry 
1 W 0 or iiiree cutting tours m series, each to cut a different diameter, 
2 .it common!} used wrier, large batcties of work are being put through, 
but for small batches separate single cutter tools would be used because 
they could be set up in a much shorter time. 



Tho Die-Head. The die-head is the standard tool for cutting screw- 
threads in capstan, turret, and auto lathes and Is made In several forms, 
all of which, however, are 
similar in principle. A 
typical example is shown 
in Fig. 176. It consists 
essentially of a cylindrical 
body A, having four slots 
In which the chasers B are 
free to slide ; surrounding 
this body is a cam-ring C 
whose cam surfaces bear 
on the outer ends of the 
chasers B. At their back 
ends the chasers have slots 
that engage spiral ribs 
machined on the end of 
the cam-ring member. The 
latter thus controls the 
inwards and outwards position of the chasers. On turning the cam¬ 
ring round so as to close the chasers into the cutting position a pawl 
engages a tooth and holds the cam-ring in position. The pawl can be 
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released by pulling the body of the die-head, complete with chasers and 
cam-ring, forwards on the shank member D. The die-head is used as 
follows. The chasers are closed into the working position by turning 
the cam-ring and the turret in which the die-head is carried is moved 
up so as to press the chasers against the end of the work. As the chasers 
cut a thread they tend to pull the die-head along over the work and the 
turret slide is manipulated to allow this motion to occur until the end of 
the thread is reached, when the turret slide is checked. The chasers and 
body continue to travel on, however, with! the result that the pawl is 
disengaged from the tooth of the cam-ring and the latter, being spring 
loaded, turns round so as to open the chasers and free them from the work 

The die-head can then be withdrawn. A 
fine adjustment for the size of the thread 
is provided at E and, in some models, 
provision is made for taking a roughing 
cut followed by a finishing cut. Clearly a 
set of chasers is required for each different 
thread to be cut. 

A “ Tool-up ” for a Turret Lathe. 



Fig. 177 shows the component to be 
machined ; it is a steel forging for an aeroplane propeller hub and it is 
done, so far as the central boss portion is concerned, in two chuckings. 
The sequence of operations in the first chucking is (Fig. 178) : 


1 . 

2 . 


3. 

4. 

5. 

6 . 


8 . 


Load the forging into the special fixture mounted in place of a chuck. 

(a) Face the end of the boss to length, using the tool (2) in the cross- 

slide turret. 

(b) Rougli bore the taper hole to slightly less than 2ff in. diameter, using 

the boring bar (2) held in the face of the turret. 

Face the sides of the arms of the forging, using the same tool as for 2 (a) 
{a) Rough bore the 3|4 in. and the 4 in. diameter holes. 

Semi-finish the 3-Jf and in. holes. 

Finish bore the .3££, 4, and 4A in. holes. 

Form the 4*125 in. diameter recess with tool /i 

number (7) held in the cross-slide. /// 

Remove the forging from the fixture. 
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In the second chucking the forging is turned end for end and the 
iollowing operations are performed (Fig. 179); 

1 ' I ? Cation “ on ** previously machined bore and against 

t.ne lace machined in operation j above 

\t\ T a “ l 6 “, d . of f 6 **** T* “■>« tor> ‘ 'held the cross-slide. 

J) 1 Jm tne ** w. diameter boss with the “ knee ” t.vrk held in b-t nir-r 
arm. . 

'r; Step bore the taper hole and chamV- r* e- J 

Fmish *um the and 4-?S5 in. diamere^b'^se< - *-> r-^ t u - ■ 

the cross-slide. - - ^ in 

4. support the form-.j ’->• .rx.r.j of the rcvoivir.c 


and form the irr > .vea m ~h 
tool post of the cr<o?.—»*: de. 

5. Rough ’machine the tare.-bT- and re-chamfer 

6. 'a> Fm:sn maonir.e the tcper bore bv means of t 

* h ) Kacics corner rf b^s vdth tub VV v t -. r ~> 
7* Remove formnj from fixture. ‘ “ ‘ “* ^ ‘ 


:n the turret. 


as or :he tool- held in the back* 


te reamer 
o m 



The Automatic Lathe. The automatic lathe is the logical develop¬ 
ment of the turret and capstan lathes ; the general principles of all three 
are the same. The single-spmdle automatic lathe or, shortly, the “ auto- 
matic is very similar in arrangement to a turret lathe, as' will be seen 
from Fig. 180. The essential difference is that all the sliding movements 
of the turret cross-slide, etc., which in the turret lathe are controlled 
directly by the operator, are controlled and produced, in the automatic 
lathe, by a camshaft which forms part of the mechanism of the machine. 

Automatics may be divided into (a) bar..machines, and (b) chucking 

machines the former producing articles from lengths of bar stock and 
the latter being used for castings and forgings. They may also be divided 
into (1) Single-spindle machines, and (2) Alulti-spindk machines. In 
ar automatics the camshaft of the machine controls the opening of the 
chuck, the feeding forward of the bar, the closing of the chuck f and all 
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tue nio\ ernents of the turret and cross-slide and the operations proceed 
without an} attention from the operator other than occasional gauging of 
the product to verify its accuracy and 

the insertion of a new bar when one f*— — 323 —- ——' 

has been used up. The camshaft also ^ "”1 

controls the gearbox that varies the rate I 4 ~ ‘ T 

of travel of the turret and the mecha- j . ji-t- \ 

nism that changes the speed of rotation ^ ; dr s 

of the spindle. A B.S.A. bar automatic 388 — ^_—_.-T , ”* 

is shown in Fig. 181, where the cams , ‘ n . . . . , 204 ; 

controlling some of the motions will be ’ r I 

clearly seen, in the chucking automatic ij j 

the operator controls the opening of r < i - 

the chuck, the insertion of the work. Fig. 182w 

and the dosing of the chuck, but from 

men untL the macmxiing is nmsned the operations proceed just as in. the bar 
automatic. An example ot a tool-up tor a chucking automatic is shown 
:n Fig. lS2a and .6. The operations are as follows : 

1. 'a, Turn sides of dances with multi-tools held m special holder on front 
cross-Slide. 

X.B. in ^automatics the front and back cross-slide tool holders 
are independently operated. 

ib) -Machine the 140 mm. bore and the 204 and 400 mm. diameter flanges 

- , , . an< * h". mrn ’ diameter spigot. Form the 15 mm. radius comer 

- Machine the l,Q mm. diameter portion including the 30 mm. radius. 

I his is done by a tool held in a slide that can traverse across the turret 
.face and which is operated by the traverse of the turret in conjunction 
^ with a lormer held in the rear cross-slide and seen at 2 (a) 
u. Machine the 326 mm. taper portion by means of the turret'cross-sliding 
tool (3) and former (3 (a)). ' 

4. (a) Size the 140 mm. bore by a floating reamer cutter. 

(b) Finish turn the 345 mm., spigot. 




HHH 


Fig. 1826. 
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Multi-Spindle Automatics. In a single-spindle automatic, while 
the tools used for one operation are in action, all the tools used for the 
other operations are idle ; the multi-spindle machine is designed to 
enable all the tools to be kept working all the time. The underlying 
principle is that as many spindles are provided as there are operations 
to be performed, each spindle having its own individual drive. Sup¬ 
posing the spindles to be numbered, say, 1 to 4, and spindle number 1 



to be at the station A where the first operation is performed, then spindles 
2, 3, and 4 will be at stations B, C, and D, where the 2nd, 3rd, and 4th 
operations are done. At the finish of these operations the head carrying 
the spindles^ is indexed round so that spindle 1 comes to station B, and 
spindles 2, o, and 4 to stations C, D, and A. It will be seen, therefore 
hat a piece will be finished each time the spindle head is indexed and 
hat all the tools will be working approximately all the time. A five- 
spmdle bar automatic is shown in Fig. 183. Clearly if one operation " 














taKe s much longer than ali the others it will mean that the tools for all 
the other operations will be idle for considerable periods, hence the opera¬ 
tions should be planned so as to make them all occupy approximately 
the same time ; to this end a long length of plain turning can be split up 
into, sa\,-three sections, one being done at each of three separate stations. 

Multi-spindle automatic lathes for both bar and chuck work are made 
also in a vertical form, a chucking example being shown in Fig. 184. 
The head in which the chuck spindles rotate can itself be rotated round 
the central column of the machine up and down which the tool-slides 
move. The chucks can thus be moved from station to station until all 
the operations are performed. In chucking machines one station is used 
for loading and unloading, this veins' done by the operator. 

Multi-spindle automatics are built having from three up to eight 
spindles ; they take longer to set-up than a single-spindle machine would 
take and consequently cannot profitably be used for such small batches 
of work. Similarly the single-spindle machine requires larger batches 


than the turret lathe. 


















Fig. 185. 


Chapter 13 

THE MACHINING OF HOLES 

The consideration of the machining of holes may be divided into two 
sections according as to whether the hole has to be produced in solid 
metal or whether it already exists, because of coring in castings or 
punching m forgings, and merely has to be brought accurately to size. 

To form a hole in solid metal some kind 
of drill must be used and so types of 
drill will first be considered. 

Types of Drill. The oldest type of 
drill is the flat or spade drill, an example 
of which is shown in Fig. 185. It is 
easily .made by forging down a rod so 
that its end is suitably flattened and 
then grinding the cutting edges A and 
, A , , 10A , , . shoulders B. The angle B is usually 

made about 120 degrees but is sometimes only 90 degrees. The cutting 
e ges must be properly backed-off or relieved as shown by the section 
on SS, the angle a being usually about 15 degrees. In jobbing shops 

drills of this kind are commonly made 
np as required but in quantity produc- 
tion they are little used. A rather 
more elaborate type of flat drill is, 
however, much used for the drilling 
of deep holes where the depth exceeds 
five or six diameters. Such a drill is 
shown in Fig. 186 and consists of a 
separate blade A which is fixed jn the 
end of a tubular shank B. A pipe C 
brings a supply of cutting fluid to the 
cutting edges and the chips produced 
are washed away down the hollow 
shank. The grooves D serve to break 
U P tbe chip into a number of small 
pieces that are more easily disposed of than a long continuous chip would be. 

D-Bits. A simple D-bit is shown in Fig. 187. It consists of a rod 
. whose end has been jumped up so that it is larger than the remainder 
1C * a * er en ^ ar ged end has been machined truly cylindrical, 
has been cut away down to the centre line as indicated by the line OP in 
the elevation. The end of the bit is ground at some angle 0, less than - 


‘ 0 * 


B 

( 



Fig. 186. 
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90 degrees, to the axis XX so that the edge RS forms a cutting edge. 
Relief is obtained by grinding the face T at an. angle as shown. In using 

a D-bit the hole must first be 
started by means of a flat drill 
or a twist drill for a distance 
about equal to the dimension 
a and must then be bored 
accurately to the diameter D by 
means of a boring tool held in 
the slide rest. This gives the 
bit an accurate start and it will 
then go on, the cutting edge 
being guided by the cylindrical 
surface, and will produce a hr/e 

which will be more accurate, noth as regards size and straightness, 
and which will have a better brush, than a twist drill or hat drill can 
produce. The simp.e nit shown must be withdrawn from the hole at 
intervals to allow or removal of the chips ; but by making the shank a 
tube, on the lines of Fig. 186, chip disposal can be arranged and con¬ 
tinuous operation ensured. A more elaborate bit is shown in Fig. 188 ; 



Fl-: 



Fig. 188. 


it is for rifle barrel drilling. The shank is formed of a tube swaged down 
to a D section and is brazed to the bit itself. The shank senes to convey 
the cutting fluid to the cutting edges and the chips are disposed of by 
passing between the flat of the shank and the wall of the hole. Fig. 189 
shows, to a smaller scale, the way in which the drilling is done. 



Fig. 189. 
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The cutting fluid is supplied under a pressure of 800-1,000 lb. per 
sq. in. ; lower pressures have been found insufficient to wash the chips 
back out of the hole. In drilling rifle barrels made from 0-5-0-6 per cent 
carbon steel, the cutting speed ranges from 100 to 200 ft. per minute with 
a reed of about ■§ —f in. per minute. The feed rate is fairly critical. The 
cutting speed is determined largely by the nature of the macrostructure 
of the; material, steels showing an irregular structure, or a very fine one 
being much less machinable than steels having a regular, moderately 
coarse macrostructure. 1 The influence of the macrostructure has been 
found to apply to other types of cutting as well as to drilling. 


Twist Drills. These are by far the most widely used type and 
description is almost superfluous; however, Fig. 190 shows some 
examples. The cutting edges are usually inclined to the axis at 59 degrees 
but for special purposes, such as drilling light alloys and plastics,' smaller 
angles may be used. Usually two flutes are used and their helix angle is 
about 2= degrees, but again for special purposes, drills with three, four 
or five flutes may be used and the helix angle may be smaller or larger 
han the standard value. The lands of twist drills are generally relieved 
as m the examples a-f and sometimes a hole is formed in the body of 

mk d J 7, *1 m the exam P le c > t0 carr y cutting fluid to the cutting edges 
The drill shown at d is a “ core drill ” for drilling cored holes. For this 
work drills with only two flutes are not suitable as they will not produce 
round holes. It is important that twist drills should be properly ground • 
the cutting edges should be equal in length and equally inclined to the 
drill axis, otherwise the drill will not drill true to size. Also the clearance 
or relief of the cutting edges should all be the same. These results can 

nroLrlv i ^ a n Y ConsistentI y b y grinding the drills on a 

proper!} designed drill grinder. 


dr™n Uing K IaChineS ' J hefe 3re numerous variations in the types of 

cks es S rZT e mT ’ bn ? dly ’ thCy may 111 be S rou P ed ^ four 

classes, namely : (1) Sensitive ; (2) Pillar ; (3) Radial ; and (4) Multiple- 
£2*“ Tte and second g rou PS ^e similar in general 

tto A i» r hi “* ^ dri,is ”» 

^ j diameter and the pillar drill up to as much as 2 in. 

*° lts Slze - Sensitive machines are provided only 
a m P i! nd f f r b , Ut tbe piUar ty P e machine is frequently provided with 
dJingmlchine tk S; I 9 / Sh ° WS " typicaI ringle-spincUe pillar type 
up to norf n ’ Speeds can be ^ried from about. 100 r.pl 

vtded Tn° ; ; “ a number of different mechanical feeds is pro- 

dd ; ! n soneral purpose machines the range of speeds and feeds 

fn 0 manufecmrin 17 Wld h r ’ ^ changes are more readily effected, than 
m manufacturing machines. The mechanical feed is arranged to be 

A S ™ e ‘Machmability as Indicated bv Macrostructure’’ P P t, * • , 

C, T. Nesbit, Prod, I, Meek. E. 9 March, 1932 * E. Robmson and . 
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engaged automatically as soon as an axial pressure is applied to-, "the 
spindles by means of the hand-feed levers and the feed is also auto=- 
maticalh disengaged when the drill has been ted to anv desired depth. 
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lengths of drill and the work table is also adjustable for height to allow 
for varying size of work. Drills larger than f in. diameter are generally 
made with Morse taper shanks and fit, by means of adapters in the 
smaller sizes, the corresponding taper hole in the machine spindle. 
Drills smaller than about § in. diameter usually have parallel shanks and 



Fig. 191. 


are earned in chucks which may have taper shanks to fit the spindle hole 
or may be fitted direct to the nose of the spindle. Machines such as this 
are built with up to four spindles. Clearly the work vice or jig must be 
moved about on the work table so as to bring the axes of the holes to be 
drilled underneath the drill in turn. The larger sizes of pillar drill 
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sometimes have work tables which can be adjusted in two directions at 
right angles, as well as vertically. ‘When, the work is large and bulky 
it is not always convenient to move it about for the purpose of centering 
the drill and for such work the radial drill is used. An example is shown 
m Fig. 192 ; the spindle is carried in a saddle that can be moved along 



Fig. 192. 


the arm of the machine while that arm itself can be revolved, together 
with the column, up and down which it can be moved, about a vertical 
axis. Thus the drill can be brought to any desired position within the 
range of the machine. The saddle houses all the gearing, necessary to 
give the various spindle speeds and feeds and also carries the driving 
motor. All the controls are grouped so as to be within easy reach of the 
operator. The spindle of the machine shown cannot be inclined at anv 
angle other than 90 degress to the surface of the bed and so, if holes are 
required at different angles, the work must be tilted ; this can be done 
by means of a tilting work table but, again, for heavy work this method 
is not suitable and so universal radial drilling machines are made in which 
the spindle axis can be inclined at any angle, either bv making the saddle 
capable of swivelling relative to the arm or by making the arm capable of 
rotating about its longitudinal axis relative to the column. 

If a reverse drive is provided to the spindle, tapping operations can be 
easily performed, the taps being held in spring-loaded drivers which slip 
when the tap reaches the bottom of the hole. 
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When a large number of holes have to be drilled in a job of which a 
large quantity is required, the holes will be drilled all together in a multiple 
spindle drill, a comparatively simple example of which is shown in Fig. 193 
The various spindles, of which there may be a hundred or more are 
driven through universally jointed shafts and can be adjusted to any 
desired position, within limits; they can, sometimes, be. driven at 
different speeds but, since they are all carried by a single head which is. 
fed downwards, they must all receive the same feed motion and the drills 



Fig. 193. 


must be individually adjusted for depth of feed. A jig (see p. 218) is 
invariably used. More elaborate machines may have three or more heads, 
each having numerous spindles ; thus drilling may be performed on the 
top and end faces of a motor engine cylinder block simultaneously. In 
another form of multiple spindle drill each spindle has its own driving 
motor and feed gear, the machine consisting of a number of similar self- 
contained spindle heads placed just where required by the job and 
came by the frame of the machine ; such machines must obviously be 
designed specially for the job and are single-purpose machines. 
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The teeth of reamers are commonly spaced at unequal intervals hut 
generally each tooth has another diametrically opposite to it. Some qMi 
is required to get good results from reamers as it is fairly easy to produce 
bell-mouthed and tapered holes. A reamer will produce only one size 
of hole m a given material although the size produced by a given ream, 
m cast iron might be slightly different from that which it would produc 
m say aluminium alloy. For reaming blind holes “ bottoming reamers ” 
which do not have any taper at the end, except a slight bevel, are used 
Reamers for use m machines usually have fairly long bodies and taper 
or cylindrical shanks (Fig. 1945) while the toothed portion may be com 
paratively short They do not usually have any tapered portion except 
a shght bevel, but often have the teeth formed on the end as well 2 
a ong the body. Shell reamers such as that shown at c (Fig 194) are 
also used m machines being carried on arbors as shown at d R ose 
reamers are similar to shell reamers but their teeth are not relieved along 

cuSii en§ A h bUt 7 ° n thdr GndS ’ Whkh arC intCnded t0 do 311 thf 

diametp * J1 g-teamer is seen at e this has a cylindrical portion whose 
diameter is equal to the nominal size of the reamer and this fits in the 
us es of the jig m which the reamer is used (see p. 218) “ Bridge ” 

reamers are characterised by a long tapered portion a t the end and re 

B se s d N:.“r rL The dimensions ° f “ - d - s 

The number of reamers that must be carried in the tool store can be 
considerably reduced by the use of adjustable reamers - these have the 

the bo S dv of S the rmed by 3 T mb6r ° f S6parate bIades carried ^ slots in 
h , . • y tb r ? a ™ er and V3nous means are employed to move the 

bkdes in or out radially and to lock them in position. In badly TeslVed 

properly ’ 3djUStabIe reamers onl >- 3 ^ of the blades will usually cm 

*** hole, removing 

holes in billet?!, a preliLim tTforei,'? j clliefiy for “ it “ li ”e 
hollow shafts It l L ^ , u gg and in the manufacture of long 

of the lathe A ;c * j , g * ihe bar 1S earned in the saddle 

the woA is hdd in VT f d ° Se t0 the 6nd 0f tbe b y 3 steady; 
The trepanning bar fcfed fi™ ^ d , 3nd m a stead y at the other end. 
tools are carried in ** W ° rk is l;0tated - Six or more 

at A, and Too "Bm !? 1116 6Dd ° f the bar > one bein g ^own 
’away. Each tool takes P 0Vlded to enable the chips produced to get 
7 **cn tool takes a narrow cut, as indicated on the right of the ' 
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figure, and in the result a narrow annulus ot metal is cut awav and a solid 
core thereby removed, leaving the desired hole. As the bar is fed farther 



and farther into the work the overhanging weight is more and more 
supported on the rubbing pads C. Similar pads, inside the bar, are 
used to support the core. These rubbing pads are made of lignum vita.-, 
except those at the bottom, which are of hard brass. 

Small trepanning bars, made from the solid, are sometimes used in 
drilling machines. 


Counterbores and Spot-facing Cutters. Holes such as 
that shown in Fig. 197 have frequently to be machined and 
the usual method is by means of counterbores. The smaller 
diameter is drilled first and serves as a pilot hole for the 



Fig. 197. 




counterbore which is of the form shown in Fig. 198. 
When the depth of the counterbore is negligible and the 
counterboring tool is used merely to clean up the metal 
•round the hole so as to form a seating for a nut, the 
operation is called spot-facing , and may then be done 
by a simpler kind of cutter such as that shown in 
Fig. 199 where the blade is separate from, ^ 

and is inserted into a slot in, the shank, : ! ; ; 


Fig. 198. which itself acts as a pilot. Such spot¬ 
facing cutters are also commonly used, in 
an inverted position, to spot-face the undersides of bosses. 

_ Boring Operations and Machines. Boring opera¬ 
tions can be performed in a lathe or in a boring 



Fig. 199. 


machine, the principles and tools being the same in both cases; 
the boring machine is, however, specially adapted to this kind of 
operation and so boring operations in the lathe will not be speci¬ 
fically mentioned in this article. Before dealing with the operations-, 
it will be best to describe a typical boring machine and .a general 
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purpose machine is shown in Fig. 200. It consists of a bed which is 
bolted down on to a suitable foundation and whose upper surface is 
machined to take the work table. The latter usually is in two parts the 
table proper being carried on transverse ways on the lower portion • 'this 
provides an adjustment at right angles to the bed ways. At one end of 



he bed is situated a column whose face is machined to take the spindle 
head which is consequently adjustable vertically ; its weight is counter¬ 
balanced and it w provided with bearings for the spindle. This can 
rotated at a variety of speeds and can also be fed axially at various 
a es. . t the opposite end of the bed is a smaller column which carries 
a bearing to support the outer end of a boring bar, the other end of which 
.is carried by the spindle. 

The boring operations performed in such a machine may be divided 

into two groups, those done with 
overhanging bars or tools and 
those done with boring bars sup¬ 
ported at both ends. The latter 
will first be considered. Refer¬ 
ring to Fig. 201 suppose the hole 
shown in the work A is to be 
enlarged by boring ; the axis of 
_ -t « r „ the bole will be defined by circles 

th j 0n , e e ^ s oj ; the work and the first operation is to set up 
It wiImJ S ° t \ iS , aX * S C0 ^ nc ^ es w bh the axis of the machine spindle. 

nnSl 3SSUmed th f the b0tt0m of the has been machined in a 
s operation and that the axis of the hole is parallel to that surface. 
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Fig. 201 . 
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The work is placed on the machine table and clamped fehtlv and Ve 
spmdie head ,s adjusted until it is approximately at the rieht hei^" \ 

nTnl R 18 P f Sed thr ° Ugh the Wrk and » inserted the 
spmdie. By means of a piece of plasricene a pin or needle is attached m 

1 1 a f u madC t0 C ° indde one Doint of uCSbed 

circle on the end of the work. Rotation of the bar then shows vrheC 

' „ !rcde Conc , entnc v;uh the of the spindle and if i- : s ^ zh- 
sprndle head is adjusted vertically and the work table hoWTVaS 
concentricity is obtained at both ends of the work. The pin and wa^" 
cene are commonly referred to as the “ sticky pin.” To eeuhe dimer! o- 
h accurate an end gauge may be used between the surface or “!k 
table and the underneath of the boring-bar, the size of * au *e bei™ 
selected m conjunction with the diametehof the bar. Similar means can 
sometimes be used for the cross-setting of the work if a suitable sWetS 
i available on the work. Having got the work set properly i rf 

clamped down and the cross-adjustment of the work taWe is locked ?a 
locking device is provided. The spindle head is also locked to the column 
: ne TJ rt inserted into the boring bar which is rotated at a suitable 
P, e t d -, The sP^dle may then be fed axially until the cutter has passed 
right through the work or, alternatively, the feed may be obtained bv 
trayersmg the work table. The result will be a hok whose diameter 
will depend on the setting of the cutter in the bar. 

/ B A/ r J n ^ B f r < ? UtterS ' These are of two main types, single-ended and 

steel alTfi! V y ^ ^ fr ° m r0Und or rec tangular section tool 
sterf and fat into correspondingly shaped holes in the boring bar, behw 

. cured by set-screws or by more elaborate means. The double-ended 



Fig. 202. 


cutters must, of course, be made to the size of the hole to be bored and 
are usually ground to that size while in place in the boring bar, the grinding 
being done in a cutter grinder so that the proper amount of relief can be 
given to tie cutting edges. The single-ended cutters can be adjusted bv 
tapping them m or out with a hammer, a crude but effective method"- 
elaborate bonng bars with cutters that can be adjusted bv means of 
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vei^es, and similar mechanism, while the bar is rotated are sometimes 
used. A boring bar with several cutters mounted on it is commonly 
used to machine a number of holes, say the main bearing housings of a 
motor engine crankcase, simultaneously. 

For blind holes, and for shallow holes, overhanging tools held in a kind 
of chuck are used ; an example of a tool mounted in such a tool head is 
shown in Fig. 202. The tool can.be adjusted inwards and outwards 
radially by means of a screw and nut and a. setting dial, graduated in 
0*001 in., is provided. The head fits into the end of the machine spindle 
just as a boring bar does. 

The Use of Jigs and Fixtures. When a number of holes have to 
be bored in a job the spacing of them at the correct centre distances can 
be done by using end gauges in the manner indicated above, but much 
time can be saved by the use of jigs, and these, and fixtures which facilitate 
the holding of the work, are considered in the next chapter. 

Other Types of Boring Machine. The machine shown in Fig. 200 
is provided with a facing head, which is driven independently of the 
spindle, and which can be used for facing the end of the work at the 
same time as the boring bar bores the hole. When this is done the 
boring feed must, of course, be obtained by the axial motion of the 
spindle. The facing tools are held in tool holders which are adjustable 
radially across the facing head by means of a screw and nut ; this motion 
can be given while the facing head is rotating. The axial motion of the 
spindle being controlled by a lead-screw, screw threads can be cut when 
required. 

In the larger sizes of machine of this type it is not convenient to carry 
the work on a table that slides and traverses and so a fixed work table is 
employed. The column that carries the spindle head is then arranged 
to'traverse on ways formed on the main bed or on a subsidiary bed ; the 
alignment of the spindle and hole axis is then obtained by moving the 
spindle head up or down the column and the column to or fro on 
its bed ways. The boring feed is obtained by giving the spindle 
an axial motion or by employing a boring bar fitted with a travelling 
tool-head. 

For certain rather specialised work, such as the boring of motor-car 
cylinders and particularly for blind bores, vertical boring machines are 
employed, an example having six spindles being shown in Fig. 203. The 
centre distance between the spindles can, sometimes, be adjusted, within 
narrow limits, but all the axes must lie in the same vertical plane ; such 
machines are really single-purpose machines and they have been highly 
developed so as to be able to produce bores with an excellent finish and 
accurate to 0-0002 in. for roundness and parallelism. This result has 
been obtained largely by careful design of spindle bearings, the lubricating ~ 
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oil for which is sometimes maintained at a constant temperature by means 
of thermostatically controlled heaters, bv the use of ri?id constructions 
and by using relatively high cutting speeds (of the order of 350 h. per 
minute) with cemented-carbide tipped cutters. The exceotionallv 
accurate “ jig-boring machines ” also all have vertical soindles. 


nn 


i * 


Fig. 203. 

Another type of boring machine has been developed by the Heald 
Company and is now extensively used ; an example is shown in Fig. 204 . 
It is essentially a production, machine for the machining of parts in 
moderate and large, quantities.. ^ As will be seen the machine consists of 
a massive bed on which is the work table which is provided with a longi- 
_ tli dmal motion only. The work is carried in specially designed fixtures 
nn the work table, quick-clamping arrangements being used as seen in 


r 







216 Engineering Materials, Machine Tools and Processes 

Fb 20S which shows a 4-station rotatable fixture on a 4-spindle 
machine.’ The spindle heads are self-contained units and may be 
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adjusted on the ends of the bed so that their axes may be made to coin¬ 
cide with those of the holes to be bored. Overhanging boring bars are 
used with single-point tools and when once set to cut to size no adjustment 
is made to the tool setting until tool wear brings the holes below the limit 
permitted on the work. Machines of this type are made single-ended, 
as shown, and double-ended ; they may have from one to four spindle 
heads. The double-ended machines commonly take two or four piece- 
of work, those at one side of the work-holding fixture being unloaded and 
fresh pieces being loaded while those at the other side are being bored. 
For some work, such as small bushes, It Is more convenient to carry the 
work In chucks on the spindles and to mount the non-rotating tools on 
the central saddle ; this enables taper boring to be done since the spimhe 
axes can be set round at an angle to the traverse of the saddle. 

Accuracy Attainable in the Machining of Holes. The table below 
indicates the greatest accuracy ordinarily attainable at the present day in 
the machining of holes whose depth does not exceed about ten diameters. 


Method 

Round ness 
Inches 

Stmi^htntss 
Inches per foot 

Size 

Inches 

Drilling. 

0-005 

O-Oiih 

0-005 

Reaming ...... 

0-0005 

0-004 

f HJOl 

Broaching. 

0-0003 

1 H ?04 

o-: uj05 

Fine boring. 

0-0002 

0-0002 

? 1 -, ',0 j2 

Grinding. 

0-0002 

O-0O02 

o-ijoo: 

f *0 0 i' 52 

Honing. 

O-00O2 

0-ooo2 
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JIGS AND FIXTURES. JIG-BORING 
MACHINES. MARKING OUT 

The nature of a jig can best be explained by giving an example. 
Suppose a number of flanges like that shown in Fig. 206 have to be 
drilled as shown, and it is necessary that they shall all be interchangeable. 

Then the drilling would be done by means of a 
jig such as is shown at A in Fig. 207. It consists 
of a circular plate provided with a spigot to fit 
the pipe, or a recess to fit the edge of the flange, 
and with hardened steel bushes B in which the 
drill to be used is a close running fit. The jig 
is placed on the flange and is clamped to it by 
means of some form of clamp, the drilling being then done through the 
bushes. The accuracy of spacing of the holes then depends almost 
entirely on that of the jig and scarcely at all on the 
skill of the operator. 

The choice as to whether the jig in the above 
example should be positioned by means of a spigot 
entering the pipe or by having a recess to fit the 
edge of the flange will depend on circumstances, 
such as which surface is machined and with which 
it is the more important that the holes should be 
positioned accurately. 

If the holes had to be reamed after drilling, two 
sets of bushes would be used, one for the drills and 
one for the reamers ; the bushes would then be made a push fit in the 
body of the jig and would be prevented from turning by a peg fitting a 

recess in the flange of the bush. If the 
jig was to be used for a long period then 
the holes in the jig body would be lined 
with hardened liners to avoid wear due 
to the constant insertion and removal of 
the guide bushes. 

From the above description, it should 
be dear that the chief function of a jig is to guide the cutting tool The 
chief function of a fixture , however, is to hold the work while it is being 
operated on or to make the holding easier than it otherwise would be. As 
a simple example of a fixture, consider the job shown in Fig. 208. The 
bottom surfaces have been machined and it'is required to drill the holes B 
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Fig. 209. 


so that they are accurately perpendicular to the inclined face. A fixture 
such as is shown in Fig. 209 might be used ; this brings the face C hori¬ 
zontal and enables the drilling to he done easilv. The fixture is machined 
at E and F to take the work and at G to bear 
on the drilling machine table, while a clamp 
plate H is provided to hold the work to the ' ~ T TTc 
fixture. If this fixture is extended over the top ,* - 

of the work, as indicated by the chain do tied ‘ . “T 7 ^ ■*. 

lines, and if bushes are provided to guide the 
drills, it becomes a jig fixture . The term jig 
alone is, however, commonly used, and is used 
in what follows, to denote not only true jigs as i 
defined above, but also jig fixtures and, some¬ 
times, pure fixtures. 

jigs are used extensively in quantity production bet more with drilling 
and boring machines than with other types. ■ Fixtures, however, are 
extensively used with all types of machine because the problem of 
holding the work arises with all machines. Whether a jig shall or shall 
not be used for any particular operation will depend chiefly on the cost 
of the jig itself and on the number of pieces of "work that are to be pro¬ 
duced. Sometimes the use of a jig is imperative in order that the articles 
produced shall be interchangeable, but the tendency now, when small 
quantities of interchangeable pieces are required, is to machine them on 
jig-boring machines which can give the required accuracy without the 
use of jigs. When rigid interchangeability is not essential and the quan¬ 
tity required is not sufficiently large to justify the expense of a jig, then 
the pieces will be “ marked out ” for the guidance of the operator and 
the accuracy of spacing of holes will be obtained by the methods described 
in the previous chapter. The 
marking-out process is con¬ 
sidered below. 

Boring jigs usually provide 
support for both ends of the 
boring bar, as shown in Fig. 210, 
and in order to eliminate any 
trouble from misalignment of 
the jig and the spindle of the 
boring machine, the boring bar 
is connected to the spindle by a short intermediate shaft fitted with a 
universal joint at each end. 

The surfaces of jigs that are subject to wear due to the putting in of 
the work -are sometimes reinforced with hardened steel or cemented 
carbide strips. 



A few examples of jigs and fixtures are shown in Figs. 211-213. 
Generally speaking a jig is designed for a particular operation In a 
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particular machine and it remains with that machine, the work coming 
to it and, after the operation has been performed, passing on to the next 
machine which may employ another jig. When this procedure is adopted 
the piece of work will, so far as is possible, be located in all the various 



Fig. 213. 


jigs by means of the same surfaces, since by this means cumulative errors 
are avoided. The choice of the most suitable locating surfaces is a 

matter of great importance. 

An alternative way of using a jig is to let it travel with the work from 
machine to machine until all the operations have been done and the work 
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can be removed and the jig sent back to the first machine of the series 
to receive a fresh piece of work. When this system is employed a number 
of similar jigs will have to be provided so that mil the machines can be 
kept workingp the minimum number would be me greater than the 
number of machines. The jies are arranged so that they can quickly be 
located on the work tables of the machines and they may be provided 
with wheels so that they can be moved along runways from machine to 
machine. Such jigs are only used in large quantity production schemes 

Jig-boring Machines. Since the accuracy of a piece of work that 
has been produced by means of a jig cannot be greater than the accuracy 
of the jig itself, it is important that the jig should be made to a high 
degree of accuracy. Generally speaking the permissible errors in the 
jig will be only about one-tenth of those permissible in the work. In 
order to achieve this accuracy specially accurate jig-boring machines have 
been developed in which the greatest care has been taken both in the 
design and construction to promote accuracy. Thus the castings used in 



these machines are always kept for considerable periods before they are 
rough machined and then again before they are finish machined, in order 
to allow the castings to “ age/’ and to eliminate all internal stresses that 
might subsequently cause distortion ; or the same results are produced, 
by appropriate heat treatment. The fits of the various parts of the 
machine are closer than in normal machine tool practice and special 
methods are used to enable the movements of the work table, spindle 
heads, etc., to be accurately measured. These special methods are three 
in number. They are : (1) The use of a compensated lead-screw ; 
(2) The use of fixed end gauges ; and (3) The use of engraved scales 
read by means of microscopes. The principle of the first method is 
shown in Fig. 214. 

The work table A is moved by a lead-screw B which carries a graduated 
dial C. The index mark against which this dial is read is not, however, 
fixed but is marked on one arm D of a bell-crank lever, the other arm E 
of which is actuated through a lever F pivoted on a fixed pivot, by a cam- 
plate G fixed to the work table A. The contour of the cam-plate is 
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scraped by hand to compensate for the errors of the lead-screw so that 
the movement of the work table is the movement indicated by the dial. 
The principle of the second method is indicated in Fig. 215. The work 
table A is traversed by a lead-screw and nut in the ordinal*}' way but its 
movements are measured by means of end- 
j A I gauges (see Chap. 21) B which are supported 

t . . . 1 in a trough C between an anvil D carried by 

21 'the work table and a moveable anvil E carried 

by a fixed part of the machine. The anvil E 
Fig. 215. actuates a sensitive indicator F and enables the 

end pressure exerted on the gauges to be made 
always the same. To obtain any required movement of the work-table, 
gauges, length are placed in the trough and the table is moved until 
the indicator F reads zero. The gauges are then replaced by others whose 
length is L 2 where L 1 —L 2 =the required movement of the table, and the 
latter is moved until the indicator F again reads zero. The accuracy 
obtainable by this method depends largely on the sensitivity of the indi¬ 
cator F, but it can give more accurate results than the compensated lead- 
screw method can give. The third method is the one used on the latest 
model jig-boring machine made by the Societe Genevoise, whose machines 
ha\e a w or!d-wide reputation for accuracy. This machine will now be 
briefly described. 

The S.I.P. Jig-Borer. The general appearance of this machine is 
shown in Fig. 216. The work table B is carried on ways machined on 
the massive bed A and can move to and fro underneath the spindle C. The 
latter is carried in a saddle D which can be moved, at right angles to the 
bed ways, along the beam E which is adjustable vertically on the columns 
F to accommodate various heights of work. The relative positions of 
holes and surfaces are obtained by means of two adjustments : (a) of the 
work table along the bed, and (b) of the saddle across the beam, and on 
the accuracy with which these can be made will depend the accuracy of 
the work. The actual movements are made by hydraulic means for the 
work table, and by a screw for the saddle, but the measurement of the 
movements is done by means of scales, engraved on alloy steel, which are 
fixed respectively to the work table and saddle. These scales are observed 
by means of microscopes G and J built into the bed and beam structures 
respectively. Graduated drums H fitted with verniers are used to get the 
adjustments approximately right and the final adjustment to the nearest 
0*0001 in. is obtained by getting coincidence between a graduation on 
the scale and an index line in the eyepiece of the microscope. The steel 
scales are enclosed in hermetically sealed chambers to prevent the ingress 
of dust^ and moisture and thus the initial accuracy is retained indefinitely 
The spindle is provided with eighteen different speeds and a number of 
vertical feeds and the machine is capable of doing milling work as w T eli 
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Fig. 216. 


as drilling and boring. A circular table K increases the versatility of the 

machine. 

Marking Out. The marking-out or setting-out process consists, 
briefly, in marking or scribing sufficient lines on each piece of work, 
casting, forging, etc., to guide the machine operator in the subsequent opera¬ 
tions of setting up the work in the machines and in the actual machining. 
In many cases the accuracy of the work depends directly on ^ " 
the accuracy of the marking out, but frequently the latter is ' ^ 
merely an indication of the necessary machining and the accuracy \ « 

is determined by means of the adjustments of the machines 
and by the use of gauges in making the machine settings. t ; > * 

Perhaps the simplest marking-out operation is the centering 
of a circular bar by means of a pair of hermaphrodite or odd- 
leg callipers; as indicated in Fig. 217 the callipers are set 
to the approximate radius of the bar and, with the calliper ' IG * '' 
leg held against the edge of the bar at three equidistant points, 
three arcs are drawn ; the centre dot or pop marking the centre of the 





224 Engineering Materials, Machine Tools and Processes 

bar can then be put in the centre of the resulting triangle by eye or 
alternatively, the callipers can be readjusted until the three arcs intersect 
in a point. 

Another simple marking-out operation is the marking out of the 
positions of a number of holes which are to be drilled. The centre of 
each hole is marked by a centre pop and a circle is scribed to represent 
each hole, the diameter of the circle being made equal or slightly larger 
than the actual size of the hole. The circles, after being scribed, are 
usually centre-popped in four or more places in case the scribed line is 
effaced. 


In order to .render the marking-out lines more easily visible, it is 
common practice to whitewash castings, forgings, etc., either all over or, 
more usually, just where the lines are to be placed. Lines on machined 
surfaces are made visible by rubbing the surface with a slightly acid 
solution of copper sulphate (blue vitriol), a thin deposit of copper 
resulting. 

The marking out is generally done on a large surface plate or marking- 
out table whose surface is accurately flat and level and the chief instru¬ 
ments used are scribing blocks, vernier calliper gauges of the type shown 
in Fig. 311, dividers (both ordinary and beam type), set-squares, levels, 
and clinometer. The casting, forging, or other piece of work may be 
clamped to a box square if it is fairly small or may be supported on 
packing blocks, jacks, etc., if it is large. The cored holes of castings 
must be blocked by suitable pieces of plate wedged in and on whose 
surface the centre of the hole can be marked in order to enable the 
marking-out circle to be drawn with the dividers. 

In the marking out of castings and forgings, the marker out has to 
allow for the variations between the actual casting and one corresponding 
exactly to the drawing. For example, the cast¬ 
ing shown in Fig. 218, when marked out, will 
have a line X round the base to indicate the 
machined lower surface and circles Y and Z to 




Fig. 218. 


delineate the holes. If the line X were put in 
so that the thickness of the base t was right, with¬ 
out any further consideration, it w T ould probably 
be found that when the circles Y and Z were 
scribed they would be somewhat eccentric to the 


outsides of the bosses. By varying the thickness t, which is not a very 
critical dimension, the circles can be brought more closely concentric 
with the bosses and the marker out must effect the best compromise 
possible. 


The marking-out process is simplified, when a number of pieces have 
to be done, by the use of sheet steel templates. 
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Chapter 15 

THE MILLING PROCESS, CUTTERS, AND 
MACHINES. THE DIVIDING HEAD 

The milling process is very widely used and is second in importance 
only to the lathe. Essentially it con¬ 
sists of the use of a rotating cutter 
against which the work is fed as in¬ 
dicated in Fig. 219. The speed of 
rotation of the cutter is chosen so as 
to give a peripheral speed suitable 
for the material being cut, the type of 
cutter, the depth of cut, the rigidity 
of the work, and the machine used, 
etc. This speed may range from as 
low as 10 ft. per minute up to as high 
as 2,000 ft. per minute. The feed 
motion is comparatively slow, ranging 
from a few inches per minute up to 
about 25 in. per minute. 

The Nature of the Gut Taken. A little consideration will show that 
the path of the cutting edge of a tooth, relative to the work, is a looped 
curve, actually a trochoid, as shown 
in Fig. 220, and that the metal 
removed by the cutting edge in 
travelling from P to P| is as shown 
cross-hatched. In the diagram the 
travel of the axis of the cutter per 
revolution has been greatly ex¬ 
aggerated, and the cutter has been 
assumed to have only one tooth. 

The surface of the work is seen to 
be left with a series of hills and 
valleys, but it will be realised that 
with the feeds that are actually used 

p and with cutters having many teeth the height of 

^‘- the 44 hills ” is extremely small, being in fact un¬ 

measurable except with extremely delicate apparatus. 
The shape of the chip produced in practice is as shown 
Fig. 221. | E j?ig„ 221 and the thickness varies from nothing at 

the point P, where the surface of the work is finished, up to t at the end 



Fig. 220. 
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P f ; because the chip thickness where the surface of the work is finished is 
small it is possible with the milling process to take very deep cuts and 
yet obtain relatively excellent surface finish. 

An enlarged section of an ordinary milling cutter tooth is shown in 
Fig. 222. The face of the tooth is sometimes made radial but nowadays 
is more usually given a definite cutting rake and 
typical values for the angle a are given below. The 
clearance angle B ranges from 3 degrees in cutters 
for hard steels up to 8 degrees in cutters for light 
alloys ; 6 degrees is a common value. The width 
of the land L varies with the size of the cutter and 
is from about - 3 \ in. in small cutters up to 3 % in. 
in large ones. Since the cutters are sharpened by 
grinding the land, the width gradually increases. 
Fig. 222. The s P ace between the teeth has to accommodate 
the chip as it is removed during the passage of the 
cutting edge past the work. It is important that adequate chip space 
should be provided for, otherwise the cutter will not cut properly ; 
reduction of chip space due to repeated sharpening of the cutter is often 
the factor that determines the end of the useful life of the cutter. 



Material 
Steel 30-40' t.s.i. 

„ 40-50 „ 

„ 50-60 „ 

CM. . 

Copper 
Brass . 

Bronze 
Light alloy 


Angle a degrees 
20 
15 
10 
15 
20 
20 
15 
25 


Angle degrees 
7 

5 
4 

6 
6 


The Horizontal Milling Machine. This is made in several types, 
one of the commonest being the knee type shown in Fig. 223. This 
consists essentially of a massive column casting A which is provided with 
bearings for the spindle B and -which houses the driving motor and the 
gearboxes that provide the various speeds to the spindle and feeds to the 
knee, . saddle, and . work table. The face of the column is accurately 
machined perpendicular to the spindle axis and carries the knee casting 
C, the top face of which is machined to take the saddle F. The top of 
the saddle is machined to take the work table H. The knee assembly can 
be raised or lowered by means of a jack-screw D arranged underneath it 
and operated by the handle E or by power. The saddle can be moved 
on the knee and the work table on the saddle by means of screws and 
nuts either by hand by turning the handles G or ^respectively, or bv 
power. The mandrels or arbors that carry the cutters fit into a taper 
hole m the spindle and are held in place by a draw-bolt that passes 
through the spindle ; a positive drive is ensured by means of driving 
keys such as can be seen in the illustration or by similar means. The 
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cutters are positioned on the mandrels by means of spacing pieces, are 
* driven by a key, and are held on the mandrel by a nut on its outer end. 
A steady arm L serves to carry a bearing bracket to support the outer 
end of the mandrel and intermediate supports can sometimes be arranged 
as shown. While a cut is being taken the knee is damped to the column 
and, if the cut is at all heavy, to the steady arm also by means of the 
brace M shown. In some machines the front of the knee can be clamped 
to the base of the frame during cutting. These clamps must be released 
when it is desired to raise the knee in order to adjust the cut. In manu¬ 
facturing work it is common practice to get down to the finished size in 



a single cut, but in general work two or more cuts will be taken. The 
saddle can be clamped to the knee and the work table to the saddle, when 
required* Adjustable dogs K provide an automatic disengagement of 
the power feed to the work table and similar dogs are provided for the 
saddle and knee motions. 

Types of Cutter. Milling cutters are made in a large variety of shapes, 
but they may be roughly divided into cutters for horizontal machines and 
cutters for vertical machines' (in w T hich the spindle axis is vertical, as will 
be seen later). They may also' be divided into ordinary cutters and 
^ relieved cutters ; the essential difference between these will be dealt with 
later. The majority of horizontal milling machine cutters are used on a 
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mandrel and consequently have a central hole. Examples are seen in 
Fig. 224, A-H. The cutter A is a shell or slab milling cutter and is a 
widely used type ; it has helical teeth because these give a smoother 
cutting action than straight teeth parallel to the axis, but straight-toothed 





Fig. 224. 


cutters are used. .At B is seen a slot-milling cutter and at C a side-and - 
face cutter. Angular cutters are seen at D and E, while at P there is a 
face cutter ; this is mounted direct on the nose of the machine spindle and--, 
operates on the vertical side face of the work in a horizontal machine .and 
on the horizontal top face of the work in a vertical machine. 

Gang Milling. In this a number or gang of cutters, of different 
diameters, lengths, and shapes, is mounted on a mandrel as shown in 
Figs. 225 and 226 so that the surface of a piece of work can be brought 
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to the required shape in one pass underneath the cutters. The gang of 

cutters is sometimes kept mounted on its mandrel in the tool store in 
readiness for each batch of work as it comes along, but this may involve 
the uneconomic locking up of the capital represented by the cutters 
Care has to be observed in the grinding of ganged cutters so as to main¬ 
tain the proper profile on the work. Fig. 227 shows some typical profiles 
machined by gang cutters with particulars of the work, cutters, speeds, 
and feeds. 



1. Material—Cast Iron, Brinell 212 
Spindle speed—21 r.p.m. 

Dia. of largest cutter—105 in. 

Max. cutting speed—58 ft. per min. 
Feed—4 in. per .min., 0-19 in. 
per rev. 

2. Material; —Steel, Brinell 207 
Spindle speed— 21 r.p.m. 

Dia. of largest cutter—10-5 in. 

Max. cutting speed—58 ft. per min. 
Feed—1*25 in. per min., 0*06 in. 

per rev. 

3. Material —Cast Iron, Brinell 212 

Spindle speed—32 r.p.m. 

Dia. of largest cutter—6*5 in. 

Max. cutting speed—55 ft. per min. 
Feed—2*44 in. per min., 0*076 in. 
per rev. 


1. Material'—Cast Iron, Brinell 212 
Spindle speed-—21 r.p.m. 

Dia. of largest cutter—6 in. 

• Max. cutting speed—33 ft. per min. 
Feed—2*5 in. per min., 0*119 in. 
per rev. 

2. Material— Steel, Brinell 207 
Spindle speed—25 r.p.m. ■ 

Dia. of largest cutter— 8*5 in. 

Max. cutting speed —56 ft. per min. 
Feed—1*25 in. per min., 0-05 in. 

per rev. 

3. Material—Cast Iron, Brinell 212 
Spindle speed —21 r.p.m. 

Dia. of largest cutter—10*5 in. 

Max. cutting speed— 58 ft. per min. 

Feed — 2*5 in. per min., 0*119 in. 
per rev. 


The Lincoln or Manufacturing Type of Machine. For heavy 
manufacturing work the knee type of construction is not always rigid 
enough and the Lincoln or manufacturing type, of machine shown In 
Fig. 228 Is.then used. The work table slides on the top of the bed which 
is carried directly on'the .foundations and the distance between the spindle 
axis and the table is adjusted by moving the head that carries the spindle 
up or down the. column of the machine. The machine shown has only 
one spindle head, but by providing a second column a second spindle 
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Fig. 228. 


head can be arranged opposite the first. This enables a large gang of 
cutters to be driven from both ends or enables two face cutters to operate 
on the two sides of a piece of work simultaneously. This type of machine 
is not so convenient for general work as the knee type. 

Methods of Holding the Work. One common method is in a vice 
which is bolted to the work table and special quick-acting vices are made 

I-! ^or the purpose. The jaws of most vices tend to 

f I A 1—"\ lift slightly as the vice is tightened up and a piece 
| ij'-B-j ff . of work A, Fig. 229, which rests on a pair of parallel 

}_— - 1 strips BB before the vice is tightened up will generally 

\ ^ — not be in contact with the strips after tightening. 

Fig. 229 . The work must be brought down on to the strips 

again by hitting it with a lead hammer. To reduce 
the tendency to lift to a minimum, machine vices are made with movable 
jaws that have very long bearing surfaces on the vice body. A second 
method is by clamping direct to the work table by means of clamping 
bolts and plates and it is generally desirable to put a driving plate, as 
shown in Fig. 230, at the end of the w r ork to make the feed positive if 
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a heavy cut is to be taken. Bent or inclined holding down plates, as 
shown on the right in Fig. 230, are useful when holding down plates 

cannot be arranged on the top of 
the work. When the quantity of 
work is fairly large, specially de¬ 
signed work-holding fixtures are 
used and these are sometimes 
made double-ended so that a 
piece of work may be put into 
one end while the piece at the other end is being machined. Cylin¬ 
drical work such as shafts, twist drills, reamers, milling cutters, etc., is 
generally most conveniently held between centres and as such work 
frequently has to have a number of flats, key-wavs, gashes, or grooves 
milled in them, they are conveniently 7 held at one end bv an indexing or 
dividing head and at the other end by a tailstock as shown in Fig. 231. 



Fig. 230. 



Fig. 231. 


The dividing head enables the grooves, etc., to be spaced at the proper 
angular distance apart, as will be described in the next article. Work 
that is at all frail must be supported by packing pieces arranged under¬ 
neath it, or by small screw-jacks as shown in Fig. 231. It is sometimes 
necessary, with flimsy cover plates, for example, to have special holding 
lugs cast on, these being removed when the machining is finished. 

Indexing or.Dividing Heads. The simplest' dividing head consists 
of a casting that carries a horizontal spindle which at one end is provided 
with a centre and driving plate and at the other end with an index plate. 
The latter is a circular plate in the circumference of which is cut a number 
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of equally spaced wedge-shaped grooves. The casting carries a spring- 
loaded plunger or latch which engages the grooves in the index plate. 

The index plate thus enables the spindle and work to be turned through ", 
equal angles whose value depends on the number of grooves in the index 
plate ; Thus a piece of work may be “ divided ” into any number of 
divisions that is a sub-multiple of the number of grooves in the index plate 
The spindle can usually be clamped independently of the indexing latch 
or plunger in order to relieve the latter of undue stress. Such indexing 
heads are used for commonly occurring work in which the number of 
divisions is not greater than about thirty-two. For general work a 
umversal^dividmg head is used and the general form of this is indicated 
m Fig. 2d2. It consists of a short spindle A screwed at one end to take 
a chuck or driving plate and bored to take a centre and having a worm- 
wheel B fixed to it inside the casing. A single-thread worm C meshes 
with the worm-wheel and a handle D is geared to the worm shaft. The 



Fig. 232. 


handle D is slotted so that a spring plunger assembly E may be adjusted 
to any radial position along it. The end of the spring plunger can engage 
holes formed m the dividing plate F. The latter k a circular plate in 
1C ka\e been accurately drilled a number of circular rows of holes, 

Itt fT. a *^ erent number of holes. The dividing plate is 

attached to a short shaft carried in the boss G and can be locked to the 

Z7r ft e V eqU :T bUtWh ! Ch can also be dnven by the gear H from a 

nend J, h l ft f ’ figure ’ whose 3x13 is horizontal and per¬ 

pendicular to that of the worm-shaft. By gearing the shaft P to the 

Is seeTinT ^ 0n wbkh tbe dividin g head is mounted, 

lated toT Fl t‘ m ’ thC r , 0tatl0nal motion of the spindle A can be corre- 
lated to the linear travel of the work table and dividing head. Sup- 

the oW 'f a ’ T S ^ Pkte F > t0 be fixed then by disengaging 
J ft, t“^g the handle D until the plunger can be re-engaged 

lal ,e de JaC d h f ndlC D wiU be tumed through an angle whose 

value depends on the number of holes in the particular row of holes being 
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used. Supposing that number to be n, then the angle would be 

degrees. If the gear ratio of the worm and wheel is 1 to x t then the angle 

360 

turned through by the spindle A would be — degrees. If, Instead of 

engaging the plunger in the adjacent hole, it had been moved past several 
holes and engaged with the Nth hole from the starting hole (which is 
reckoned as number 0) then the angle turned through by the spindle A 

would have been . . Now x is almost always made equal to 40, 


Nx9 


and 



Fig. 233. 


hence usually the angle turned through by the work is given by 

n Is the number of holes in the row being used and N is the number of 
holes, or better, spaces, traversed by the plunger in the row. By choosing . 
N and n suitably almost any angular movement may be obtained. The 
accuracy of the movement of the spindle will depend on the accuracy of 
the spacing of the holes of the dividing plate and the accuracy of the 
worm, and wheel. Precautions, as described on p. 165, must be taken 
to eliminate, the effects of backlash. To obviate having to count the 
number of spaces traversed' by the handle D at each 
indexing a simple measuring device is used ; it consists 
of a pair of arms A and B (Fig. 233) the angular distance 
between which can be adjusted and which can then 
be locked together. The assembly is a light friction 
fit on a boss on the dividing plate and when an index¬ 
ing motion is to be made it is turned round until the 
arm A comes up against the plunger E; the latter is then 
turned until it comes opposite the hole X, which is indicated by the arm B. 

In most dividing heads supplied with universal milling machines the 
spindle A can be tilted about 
the axis XX (Fig. 232) so as to 
make any angle from 0 to 90 
degrees with the horizontal. 

This enables such jobs as the 
angle cutters shown at D in 
Fig. 224 to be milled. 

A tailstock is always supplied 
with a dividing head so that 
work can be held between 
centres. The means used to 
connect the work to the spindle 
must be such as to hold the 
work against either forward or 
backward rotation ; one driving 
arrangement is shown in Fig. 234. 
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Fig. 234. 


The carrier A is secured to the work 
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and its forked end B engages a ball C which is a sliding fit on the arm D 
of the driver E, which is mounted on the spindle nose of the dividing 
head. The two arms of the fork B can be drawn together by a screw 
F so as to eliminate any play. This arrangement permits the axis of 
the work to be out of alignment with the spindle axis, if that is required 
while ensuring that the work turns through exactly the same angle as 
the spindle. 1 

Compound Indexing. In some dividing heads the plate F (Fig. 232) 
can be left free relatively to the body and be positioned by a second 
spring plunger, carried by the body and entering the holes of the dividing 
plate from the back. This enables the handle D to be given a compound 
motion ; it being first moved forwards, by disengaging the plunger E 
and turning it, the plate F being stationary, and then moved either 
forwards or backwards by disengaging the back plunger and turning the 
plate and handle D together. Let n be the number of holes in the row 
engaged by the plunger E and let N be the number of spaces traversed 
by that plunger in the first motion. Let m be the number of holes in 
the row engaged by the back plunger and M the number of spaces 
traversed by that plunger. Then the motion of the spindle A is given by 



the plus or minus sign being used according as to whether the second 
component motion is in the same direction as the first motion or is in 
the opposite direction. This method of indexing enables some divisions 
to be obtained which w T ould be impossible by the ordinary method with 
standard dividing plates. It is, however, little used now, having been 
replaced by a better method which will now be dealt with. 

Differential Indexing. In this process the shaft H, Fig. 232, that 
carries the dividing plate F, is geared to the spindle A so that as the 
handle D is revolved, and the spindle A is turned, the plate F is moved 
in a direction which is either the same as or is the opposite to that of 
the handle D according to the arrangement of the gearing. The resul¬ 
tant motion of the spindle is then equal to one-fortieth of the algebraic 
sum of the motion of the handle D relative to the plate, and the motion 
of the plate F relative to the body of the dividing head. Suppose the 
gear ratio between the spindle A and the shaft H is p, that is, one revolu¬ 
tion of A would produce ^ revolutions of H, and suppose the gear train 

to be such that the plate F turns in the same direction as the handle D 
when the latter is turned. Then if n is the number of holes in the row 
engaged by the plunger E and N the number of spaces traversed in that 

1 See the author’s “ Mechanism and the Kinematics of Machines,” p. 279. 
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row, the motion of the spindle A will be given by t>= 


23 5 

degrees. 


«(40p—1) 

This result is easily proved as follows. Let the motion of the spindle A 
relative to the body be 8 degrees. Then the motion of the plate F, also 

0 

relative to the bodv, will be - degrees. But the motion of the arm D 

' . „ ^ P ~ 

relative to the plate F is-degrees. Hence the motion of the arm D 


. 7 j * 360N , 8 

relative to the body is-b ~* 

n p 


Hence the motion of A relative to the 


, a . 1 /360N , 8 \ , , . . ' , 

bodv is 77 :(-b- h but this is equal to 0 . 

40 V n pi 


Hence 


1 /J60N 
40V n 

. 360N/> 


Number of divisions 


n(40p— 1) 

^_360^__w(40/>- 


■ 1 ) 


8 J N> 

Optical Dividing Heads. Some years ago the Zeiss company intro¬ 
duced a dividing head in which the spindle A (Fig. 232) carried an 
accurately divided scale, a microscope being provided to enable the 
scale to be read accurately. No index 
plate is used, the motions given 
to the spindle being read directly off 
the graduated scale. This dividing 
head was considerably more accurate 
than any ordinary dividing head. 

Optical dividing heads are now made 
by Messrs. Cooke, Troughton and 
Sims, Ltd., of York, and by other 
makers. 

The Universal Horizontal 

Milling Machine. This is very 
similar in general ^arrangement to 
the plain type 'of machine shown in 
Fig. 223, as will be seen from 
Fig. 235, the principal difference Fig. 235. 

being that the saddle is made in 

two parts and the top part, carrying the work table, can be swung 
around about a vertical pivot relative to the bottom part, so that the 
direction of. the travel of the work table can be at other angles than 
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90 degrees to the spindle axis. This enables helical grooves to be milled 
which is not possible on a plain machine, in which the work table travel 
is set permanently at 90 degrees to the spindle axis. In some machines 
the knee can also be swivelled about a horizontal axis, parallel to the 
spindle axis. Vertical milling attachments which convert the horizontal 
machine into a vertical one (see p. 239) are also comnlonly supplied with 
universal machines. 

Milling a Helical Slot. Suppose it is required to cut a helical slot, 
such as the flute of a twist drill, in a cylindrical bar. The procedure is as 
follows : the dividing head is mounted on the end of the work table and 
its shaft H (Fig. 232) is geared to the w r ork-table lead-screw, as seen in 
Fig. 231, the gear ratio being determined as is explained later. G enerally 
a compound train of gears will be required and the intermediate gears 
are carried on an arm which is arranged to fit over the boss of the work¬ 
table lead-screw bearing. The work is mounted between centres as 
shown. If now the lead-screw is rotated then the work table will travel 
along and, simultaneously, the work will rotate. A fixed pointer would 
therefore trace out a helix on the surface of the work. 

Let the gear ratio of the gearing connecting the lead-screw to the 
dividing head be k , that is, let the ratio ■ 

R.p.m. of shaft H 
R.p.m. of lead-screw B — 


and let the number of threads per inch in the lead-screw be s. Then, 
since the gear ratio between the shaft H and the spindle of the dividing 
head is 40 to 1, one revolution of the lead-screw would rotate the work 
k i 

4 Q revolutions and, simultaneously, would traverse the work table - in. 

Hence the work table will travel - X -^ = -y inches for one revolution of 

$ k sk 

the work and this is consequently the lead of the helix traced by the 
pointer. If the diameter of the bar upon which the helix is traced is 
d inches, then the spiral angle a of the helix (the angle between the axis 
of the bar and a tangent to the helix at any point) is given by 


Tan a= 


Tid _jrdks 
Lead 40 


Example . Let the lead of the helix=7-5 in. 

diameter of work=2*5 in. 
No. of threads per inch in lead-screw=4. 

40 10 


Then 


7*5= 


4&~’ k 
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-0/ 


Hence the gear ratio between lead-screw and dividing head must be 
4 : 3 and a 40-tooth wheel might be used on the lead-screw and a 30-tooth 
wheel on the shaft H. An intermediate wheel may have to be used to 
make the “ hand ” of the helix correct. 


Then 


77X2*5 

Tan a= -^—=1*0472 

/o 

a=48 c 6*5' approx, 


SPINDLE 


PLANE OF CUTTE 



TANGENT ID HELIX 


I MANDREL 
-AXIS OF'WORK 

Fig. 236. 


The work table must be swung around on the swivel until the plane of 
the cutter makes this angle a, with the axis of the work, as is Indicated 
in Fig. 236. The shape of 
the groove cut, as seen in 
a cross-section by a plane 
perpendicular to the tan¬ 
gent to the helix, will then 
be the same as the shape 
of the cutter as seen in a 
cross-section -by a plane 
containing its axis, unless 
“ interference 55 occurs. 

What is meant by “ inter¬ 
ference ” will best be un¬ 
derstood by considering what would happen if an attempt were made 
to cut a helical groove having a section as in Fig. 237, a. The comers 
of the cutter at X and Y (b) would cut away the sides of the groove so 
that the shape of the groove would be 
somewhat as shown at c. This is known 
as interference and is due, of course, to 
the fact that the helix curves off to right 
and left, while the cutter is necessarily 
“ straight ” or plane. It is consequently 
impossible to mill a helical groove with 
a rectangular cross-section, but with semi¬ 
circular grooves interference seldom occurs. 

When one groove has been milled the 
work may be indexed round through 

any desired angle by disengaging the spring plunger of the dividing 
head handle and turning that handle the appropriate amount. A 
locking device is provided to lock the dividing head spindle but this, 
of course, cannot be used when milling a helix. In determining the helix 
angle different results will be obtained according to whether the diameter 
4y in the formula developed above, is taken to be the diameter at the top 
or bottom of the groove, and, since the cutter cannot be set at both angles 
simultaneously, it is generally set at the angle given by. using the mean 
diameter of the groove, i.e. half the sum of the top and bottom diameters. 



Fig. 237. 
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Relieved or Form Cutters. Cutters whose outline is wholly or 
partly curved cannot conveniently be sharpened if they are made like the 
cutters described on p. 228 ; instead they are made by a relieving process 
and the difference between them and ordinary 
cutters will best be understood by considering the 
principle underlying the making of a relieved 
cutter. Suppose a semi-circular cutter such as is 
shown at F, Fig. 224, is required. A lathe tool on 
the lines of Fig. 238, a , will first be made and 
by its.means the cutter blank will be turned up to 
the shape shown in Fig. 238, b . This blank, on 
the mandrel on which it was turned, will then be 
transferred to a milling machine and will be gashed 
as shown at c, all the faces of the gashes being 
made radial, as shown. The gashed blank will 
then be mounted, still on its mandrel, in a relieving 
lathe , and the original tool used for turning the 
blank will be mounted in the tool post. The slide 
rest of the relieving lathe has a cam A (Fig. 239) 
which is connected by shafts and gearing to the 
lathe spindle so that as the spindle, and thus 
the gashed blank, is rotated the tool is given an in-and-out motion and 
the blank is ultimately formed to the shape shown. The principle of the 
process is indicated, quite diagrammatically, in Fig. 239. The gearing 

connecting the cam A to the 
spindle must be such that the cam 
shown makes one revolution while 
the work turns through the angle 8. 
Actually a face cam having three 
or four “ rises ” is generally used 
and in that case the gearing must 

be such that the cam does - revo- 
n 

lutions while the work turns through 8 degrees, n being the number of 
tc rises ” of the cam. 

The top face of the tool, that is, the plane containing the cutting edge 
of the tool, must be arranged so that it always passes through the axis of 
the work. The result is that any section of a tooth of a cutter made by 
this process will, provided the plane of the section contains the axis of 
the cutter, have the same outline as that of the tool used to form the 
cutter. Relieved cutters must consequently be sharpened by grinding 
the faces X (Fig. 239) and care must be taken to grind those faces so 
that they are truly radial, i.e. pass through the axis of the cutter. Relieved 
cutters are seen at F, G, and H in Fig. 224. 
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Fig. 240. 


The Vertical Milling Machine. This differs from the horizontal 
machine chiefly in that the spindle axis is vertical instead of horizontal. 
Vertical milling machines are made in several forms ; the smaller sizes 
are generally of the knee type as shown 
in Fig. 240 and the knee, saddle, and 
work table components are frequently 
interchangeable with the corresponding 
horizontal machines made by the same 
maker. The column casting is, how¬ 
ever, adapted to the vertical position of 
the spindle. The latter is carried in 
a head which is adjustable vertically 
on a machined face on the column and 
this adjustment is used to “ put on the 
cut ” so as to bring the work to the 
correct size, the knee being moved only 
to allow for work of different heights. 

In some machines the slide carrying, the 
spindle head can be swivelled about a 
horizontal axis perpendicular to the 
knee-ways. This enables the spindle 
axis to be at any angle to the work-table surface and increases the 
versatility of the machine. 

The cutters used in vertical machines are almost invariably of the type 
shown in Fig. 224, J-O, and cut on the sides and ends ; they are conse¬ 
quently overhung from the spindle when in use ; they have tapered 
shanks" to fit the taper hole in the spindle, adaptor collets, or sleeves 
being used with the smaller sizes. The cutters are held in the spindle 
by various means but usually they are secured positively and not merely 
by friction. 

" The vertical milling machine can machine a flat surface either by using 
a relatively small diameter cutter and 
traversing the work under it several 
times, the saddle being fed across an 
amount slightly less than the cutter 
diameter between each traverse, or 
by using' a cutter of the type shown 
in Fig. 224 at P whose diameter is 
greater than the width of the work 
and traversing the work under the 
cutter only once. The latter is the 
more efficient method and can com¬ 
pete, in the matter of time required 

to remove a given quantity of metal, with the horizontal machine of 
equivalent size. The vertical machine is, however, chiefly used for 
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Fig. 241. 
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work that cannot be done on other machines ; for example, any non- 
circular projection or recess as indicated in Fig. 241. Clearly the radium 
of the cutter used for the final cut when machining a recess cannot be r 
greater than the radius r of the comers of the recess. It should also be 
quite obvious that a milling cutter cannot machine an internal corner 
that is not rounded off—a point that should be borne in mind by designers 
External corners, and internal ones too when their radius is large, may 
be milled in two ways. In the first, which is used when the profile of 
the corner is not required to be very accurate, the profile is obtained by 
operating the work table and saddle traverse mechanisms simultaneously : 
by hand usually. The second method is used for profiles made up of 
circular arcs and straight lines and involves the use of a circular table 
(an example being shown in Fig. 216, p. 223). This is a table, arranged 
with the usual T-slots to accommodate holding-down bolts, which can 
revolve about a vertical axis ; the work, say that shown in Fig. 241, b, 
is set up on the circular table so that the axis of rotation of the table 
coincides with the axis, O, of the profile to be milled. This is done by 
a “ sticky-pin ” method analogous to that used to set up work in the 
lathe and boring machine and described on p. 213. The table is then 
revolved, either by hand or pow r er, to give the feed. 

The usefulness of the circular table is enhanced if it is provided with 
a graduated scale ; it can then be used to enable two vertical faces to be 
milled at any required angle, the one with the other. One face having 
been milled, the table is unlocked and turned through the appropriate ] 
angle as indicated on the scale ; after re-locking the table the second 
face is then milled. In precision circular tables the scale is engraved on 
glass and read through a microscope as in the optical dividing head. 

Continuous Milling. By using a large circular table provided with 
a number of work-carrying fixtures round its edge and by arranging this 
table on the work table of a vertical milling machine so that the fixtures 
pass under the cutter the milling can be made continuous. The operator 
then merely has to take the machined pieces out of the fixtures as they ; 
emerge from under the cutter and to put in unmachined pieces. The 
cutter must be sufficiently large to straddle the work. Machines are ; 
built in w hich such a circular table takes the place of the usual work table. 

Profile Milling. W hen large batches of work having an irregular out- * 
line have to be milled special profile milling machines are used. These j 
are made in various forms but they all work on the same basic principle, 
which is indicated in Fig. 242. The work is secured to a work table 
wdiich can be traversed in the direction XY on the bed ways of the 
machine and the cutter, an ordinary end milling cutter, is carried in a 
head that can be traversed in the direction ST at right angles to XY. 
Fixed to, or made integral with, the cutter head, is a bracket that carries 
a follower roller A w T hich engages a former or copy fixed to the work > 
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table. The traverse motions of the work table and cutter head are 
manipulated so as to make the follower roller travel round the former, 
with the result that the cutter reproduces the shape of the former on the 
work. If the cutter is the same 
in diameter as the follower roller 
then the former will be made an 
exact* duplicate of the shape re¬ 
quired on the work ; otherwise, 
the difference in the diameters 
must be allowed for in the shape 
given to the former. The bracket 
that carries the follower roller is 
usually separate from the cutter 
head and the two parts are con¬ 
nected by an adjustable coupling ; 
this allows greater latitude in the 
setting of the work. The cutter 
head and follower bracket can be 
independently adjusted vertically, 
traverse mechanism of the work table and arranging a spring, a com¬ 
pressed air or hydraulic cylinder or a dead-weight which tends to move the 
table from Y to X, the operation of the machine when doing the portion 
ab of the profile may be reduced merely to giving the cutter-follower 
head a slow traverse motion from right to left. The portion cd can be 
done in a similar manner, the work table spring or dead-weight being 
arranged to urge the table from X to Y. For the portions be and da the 
traverse mechanism of the cutter-follower head may be disengaged and a 
spring or dead-weight be arranged to urge that head to left or right, the 
work-table traverse being re-connected and used. 

Other Forms of Milling Machine. The larger vertical milling 
machines are not made with a knee but have the saddle sliding directly 
on the bed ways ; the vertical adjustment of the cutter head is then made 
sufficient to allow for different heights of work. For very large work the 
Plano type milling machine is used ; this may be regarded as a planing 
machine (see p. 244) in wdiich cutter heads provided with spindles to 
carry milling cutters take the place of the tool heads and in which the 
table motion is a slow-speed motion as required for the feed. Another 
type of machine that has been used extensively in quantity production is 
the drum type milling machine. This consists essentially of two massive 
columns each carrying one or more horizontal spindle heads and of a 
multi-faced drum which is carried by a stiff shaft in bearings in the 
columns. The work is bolted to the faces of the drum which revolves 
continuously with a slow-feed motion; the work is thus caused to pass 
between the face cutters carried by the spindles and its end faces are 
16 


CUTTER AND FOLLOWER HEAD 



Fig. 242. 

By disengaging the screw and nut' 
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both machined simultaneously. The work is put on and removed 
without stopping the drum. 

4 4 Climb-cut ” Milling. This is a milling process in which‘the 
direction in which the work is fed relative to the 
cutter is just the opposite of that normally used, 
being as indicated in Fig. 243 instead of as shown 
in Fig. 219. The rotation of the cutter tends to 
drag the work underneath the spindle, and in a 
1 machine with ordinary feed arrangements this would 
-5 lead to excessive chatter, broken cutters, and bent 
Fig. 243. mandrels. When specially designed feed mecha¬ 

nisms are employed the method can be successfully 
used and is claimed to have advantages over ordinary milling. 

Cutting Speeds and Feeds. These are dependent upon similar 
factors to those that determine the life of a lathe tool but these factors 
have not, so far as milling cutters are concerned, been made the subject 
of any considerable experimental work and the selection of speeds and 
feeds is even more of an art and less of a science than w r ith lathe tools. 
As a general guide the values given in the table below r may be used, but 
it should be realised that such factors as the rigidity of the work itself 
and the power available to drive the machine must frequently be taken 
into account. 



FEED OF WORK 


Material 

Cast iron . 

Mild steel . 
Carbon steels . 
Cast steel . 

H.S. steel . 
Brass, rolled . 
Brass, cast . 
Aluminium \ 
Elektron / * 


Cutting speeds, ft. per ?nin. 


Roughing 

Finishing 

5Q-8Q 

80-100 

65-70 

90-100 

40-65 

60-90 

30-60 

50-80 

40-50 

60-75 

200-300 

250-350 

100-200 

150-250 


Maximum of machine 


Feeds 

In. per rev. of cutter 
0-050-0350 
0*020-0*050 
0-020-0-050 
0*010-0*030 
0*010-0-030 
0*010-0*040 
0-010-0*030 

0-005-0-025 


The above values are for high-speed steel cutters, for cemented-carbide 
tipped cutters they may be multiplied by 3—6. Feeds should not be very 
fine even for finishing cuts and may range from as low as 0*005 in. per 
revolution with aluminium up to 0*350 in. per revolution with cast iron. 
The feed per revolution depends to some extent on the number of teeth 
in the cutter. The povrer required by milling cutters varies considerably, 
but the following figures will give some idea of the magnitudes : 


70 ton steel . 

.0-4 

Mild steel . 

.0*9 

Cast iron 

.1*25 

Brass, rolled 

.1*9 

Aluminium . 

.3*0 


cu. in. per horse-power per minute 


3J 
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Thread Milling. This is a method of machining screw threads which 
is alternative to the use of a single-point tool, a die-head, or a tap. There 
are two distinct types of thread milling process, one of which is used for 
long external threads, usually of acme thread form, such as lead-screws 
for machines, and the other for the short, Vee-form, external, or internal 
threads used to enable one piece to be secured to another. The first 
type of machine somewhat resembles a lathe in which the saddle is 
replaced by a cutter head. The cutter, which is usually situated at the 
rear of the work, is a form cutter and the spindle head that carries it can 
be swivelled about a horizontal axis perpendicular to that of the work, so 
that the plane of the cutter can be made tangential to the helix of the 
thread being cut. The motion of the cutter head saddle is controlled by 
a lead-screw which is geared to the headstock spindle and thus to the 
work. The speed of rotation of the work is, of course, quite low since 
this motion provides the feed and determines the thickness of the chips 
removed by the cutter teeth. The work spindle is usually provided with 
an indexing device to facilitate the machining of multi-start threads.- 
The axial motion is sometimes given to the work table and work 
instead of to the cutter head, the only motion of the latter being then its 
transverse motion to adjust the depth of cut. 

The second type of thread milling machine uses a multi-ribbed cutter 
which is usually as long as, or longer than, the thread being milled. The 
cutter resembles a hob (see p. 261) except that its ribs are not helical. 
The cutter is usually fed in or out radially towards the work, the work 
is rotated slowly, and either the cutter or the work is moved axially in 
synchronism with the rotation of the work. Generally the work rotates 
only a little more than one revolution and the axial motion is therefore 
only little more than one pitch. This type of thread milling is eminently 
suitable for threads running up close to a shoulder and for internal threads 
generally. The cutter axis is usually parallel to the work axis, no tilting 
being found necessary 7 to accommodate the helix angle of the thread 
being cut. 





Chapter 16 

PLANING, SHAPING, AND SLOTTING 
MACHINES 

An example of a large modern planing machine is shown in Fig. 241. 
The work table A slides on ways on the bed B which rests on massive 
foundations. A special form of electric drive is employed to reciprocate 
the table ; the cutting stroke, which is from left to right as the machine 
appears in the illustration, can be at any mean speed ranging from 20 up 
to 200 ft. per minute. The return stroke is performed at a speed of 
110-220 ft. per minute. The reversal of the motion at each end of the 



Fig. 244. 


stroke is controlled by dogs C and D which can be clamped at any points 
along the edge of the table. The dogs operate electrical contacts which in 
turn control the main electrical contactors in the control panel E. The 
length of stroke is thus determined by the setting of the dogs € and D. 
The table can also be started, in either direction, and stopped, by means 
of a push-button control. An t£ inching ” motion is provided by means 
of which the table can be moved in short steps, if required. The special 
form of electric drive keeps the accelerations and decelerations at the 
reversals within bounds and also makes the demand on the supply mains 
less fluctuating. The cutting tools are held in tool-heads F, F and G, G, 
the former being carried on the beam H and the latter on the faces of 
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the columns JJ up and down which the beam, can slide. The beam is 
counterbalanced and, normally, is locked to the columns, being raised or 
lowered only to accommodate work of different heights. The tool 
holders are carried in slides in the tool-heads and these slides can be 
swivelled, so that the tool motion can be at any angle from 0 degrees to 
about 60 degrees to the vertical. This enables inclined surfaces, such as 
the V-ways of a machine tool bed, to be machined, the tool holder being 
■fed along its slide in the tool-head which is stationary on the beam. 
When machining a horizontal surface the tool-heads are fed across the 
beam and the tool holder slide is used to adjust the cut. The tool heads 
G, G are carried direct on the faces of the columns and the tools they 
carry work on the sides of the job. These side tool-heads can also be 
swivelled. The feed motion of the tool holder along its slide in the tool- 
head, or of the t<Sol-head across the beam, or up or down the column, is 
given intermittently at -the end of the return stroke of the table. The 
feed .motion, in conjunction with the motion of the 
table, generates the required surfaces on the work. 

The tools used are similar in general appearance 
to lathe tools and the cutting and clearance angles 
..'are usually about the same in both types. Planer 
■■tools, .however, are frequently made goose-necked, 

■ as shown in Fig. 245, in order to reduce the tendency 
of the tool to “ dig-in.” When the tool springs 
under the force of the cut the overhung portion 
turns approximately about- the point 0 and if the 
cutting edge were in front of the line OP this would 
cause it to dig in as indicated. If, however, the 
cutting edge is behind OP, then the spring of the 
tool will move it aw r ay from the-work and digging in will be avoided. If 
very stiff tools are used they need not be goose-necked. 

To avoid rubbing of the tool on the surface of the work during the 
return stroke the tool is carried in a clapper box (A, Fig. 245) which is 
pivoted to the tool slide on a pin at Q ; on the return stroke the clapper 
box pivots slightly and this enables the tool to ride quite lightly over the 
work. In the absence of the clapper box the rubbing would soon ruin 
the edge of the tool. In large machines the clapper boxes are actuated 
positively so that the tool is lifted clear of the work on the return, stroke. 

The clapper-box assembly .can itself be swivelled relatively to the tool- 
holder slide, as is indicated in Fig. 246. . The tool-holder slide is shown 
swivelled round so that its motion is in the direction XX. The clapper- " 
box assembly A has been swivelled on the tool-holder slide so that the 
axis YY of the clapper-box point pin is at a slightly greater angle to the 
horizontal than XX is to the vertical. The clapper box thus swings in 
the plane ZZ perpendicular to YY and the comer of the tool, swinging in 
a parallel plane, will, clear the machined surface, of the work. This point 
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must always be considered when machining surfaces that are not hori- 
zontal. 

The work is held on the table usually by means of holding-down plates 
and bolts, but special fixtures may be used and it is common practice to 

place a number of pieces of 

Z_ work end to end on the work 

table so that they can all be 
machined at once. Special 
attention must be paid to the 
endwise locating of work since 
the forces acting during reversal 
and when the tool commences 
to cut may be quite large. As 
in milling practice, frail parts 
must be adequately supported 
by packings or jacks. 

The setting up of the w r ork 
on the table may take almost 
as long as the actual machining, 
and in order to reduce the 
time during which machines 
are idle it is common practice to use tw r o subsidiary tables in connection 
with each planing machine. The work is set up on the subsidiary table 
alongside the machine while the work previously set up on the other table 
is being planed on the machine. When the machining is finished, the 
one table is lifted off and the other lifted on by means of an overhead 
crane. This reduces the idle time of the machine to that required to 
change over the subsidiary tables. 



BEAM 


Fig. 246. 


The Shaping Machine. The commonest form of shaping machine 
is that shown. in Fig. 247. It consists of a massive body casting whose 
face is machined to take the saddle A and whose top surface provides 
ways for the ram B to slide along. The ram is driven to and fro by a 
mechanical linkage housed inside the body and the length of stroke can 
be adjusted to any amount within the capacity of the machine. The 
position of the stroke motion relative to the w r ork can be adjusted bv 
unlocking the clamp D that couples the ram to the driving linkage, 
moving the ram in or out as required, and re-clamping. The driving 
linkage automatically provides a quick-return motion. 1 The work table 
C can slide across the face of the saddle A and the latter can slide up and 
down the face of the body, both motions being by means of a screw and 
nut. The saddle is moved up or down to accommodate work of different 
heights but is locked during cutting. The cut is usually adjusted by 
moving the tool holder E in its slide F and the latter can be swivelled 


1 See the author’s “ Mechanism, and the Kinematics of Machines,” p. 122. 
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round on the end of the ram ; this enables inclined surfaces to be 
machined by feeding the tool holder along its slide. A clapper box is 
provided and the tools used are similar to those used in planing machines. 
It will be seen that in shaping and in planing machines the motions of 
the tool relative to the work are identical although the actual motions, 



Fig. 247. 


relative to the frame, are quite different, the cutting motion being obtained 
by moving the tool in the shaper and the work in the planer and the feed 
motion being given to the work in the shaper and the tool in the planer. 
The work is very commonly held in a vice in shaping machines but may 
also be bolted to the top or side of the work table. 

The Slotting Machine. This machine, as will be seen from Fig. 248, 
also has a reciprocating ram B, which carries the tool, but the motion is 
now in a vertical direction although the ram slide can be adjusted so that 
the motion is in a direction making an angle of up to 5 degrees with the 
vertical. The ram is driven by a mechanical linkage and the upward, or 
return, motion, is performed at a higher speed than the downward cutting 
stroke. The length and position of the stroke are adjustable as in the 
shaping machine. The machine shown has a circular table D built as 
an integral part but sometimes the circular table, which is of great use 
with slotters, is an accessory and is bolted on to the work table when 
required. The table D revolves on a cross-slide E which is able to 
traverse left or right, as seen from the front of the machine, on the saddle 
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A. The latter can traverse forwards or backwards on the bed wavs 
The feed motion is given to the saddle, cross-slide, or circular table 



Fig. 248 


intermittently asm the planer and shaper. Tools similar to those used 
m shaping machines are sometimes used and are then held on the bottom 

face of the tool holder as shown in Fig. 249. 

RAM The work has usually to be raised up on 

I —-*j- . packing pieces A in order to allow the cutting 

^ b* Py ec % e the tool to over-run the bottom of the 
w °rk and to prevent the ram from fouling the 
-■—A — work table. The tools most used, however, 

_ n b 7 are s P ec ial to the slotting machine and are 

on the vertical face of the tool holder 
°* 49 ‘ as sil0WG in Pig- 250. Such tools can be 

„ t , Tn _ r * * f , T used t0 wor k on the insides of recesses, 

of -JL,, thc sIotter is particularly suitable. Tools made 

ot small section (*-| m. square) tool steel and held in a bar clamped 















Planing, Shaping, and Slotting Machines 249 


®tX] 


3 

w 

CLEARANCE ANCLE 
IVCUTTINC ANCLE 

> 

c=Q 


Fig. 250. 


to the face of the tool holder (see inset sketch) are also commonly 
used. 

The Special Field of the Planer, Shaper, and Slotter. The 

importance of these machines in engineering workshops has been greatly 
diminished since the development of the milling machine but for certain 
types of operation they still remain the best, while for some operations 
the slotting machine is the only suitable machine. Holes having sharp 
comers cannot be milled but can usually be done easily in a slotting 



Fig. 251. 


machine, although/ if they are to be done in large quantities, they might 
sometimes be broached, as described in the next chapter. A tapered 
hole or one having surfaces inclined to the axis cannot, however, be 
broached but can be done on a slotter having a tilting ram slide. Certain 
recessed surfaces, such as the T-slots in machine tool work tables and the 
V-ways of machined slides, can be milled only with end mills and planing 
and shaping machines can generally do such jobs in shorter time. It 
should, however, be noted that planing, shaping, and slotting tools can¬ 
not cut right up to a dead end so that a surface, such as that at A in 
Fig. 251 could not be shaped, at least by a tool moving in the direction 
XX. If a “ landing groove 99 x can be arranged, the operation becomes 
possible. 










Chapter 17 


THE BROACHING PROCESS 

Broaching is a process that has developed from being an operation 
carried out by fitters for occasional jobs to a machine shop process which 
increases in importance ever}' day and which has already replaced other 
machining methods for many jobs. The principle of the process will be 
easily understood by considering Fig. 252 which show's a very simple 



broaching operation. It is desired to produce a hole having two keyways 
as shown in the enlarged view at A. The hole is first bored to the 
diameter d and then the broach is pulled through it. At the end C ► 
the cross-section of the broach is in a circle, diameter d ; at the other 
end D the cross-section is that of the required hole. The shape of the 
cross-section gradually changes from that at C to that at D except that 
a short length X is parallel and all has the finished cross-section. The 
broach is formed with teeth as indicated and as it is pulled through the 
work each tooth takes off a chip, with the result that the shape of the hole 

gradually changes from the circular to the 
required shape. The speed at which the 
broach is pulled depends on several factors 
such as the material of the job and the 
shape of the hole, etc. ; it is not very 
high, ranging from as low as 5 ft. up to 
as high as 40 ft. per minute. The teeth 
of the broach are somewhat like those of milling cutters and an en¬ 
larged vxew is given in Fig. 253. The land of the tooth is ground to 
give a clearance angle 0 which is usually about 1 degree on the cutting 
teeth and 2 degrees on the sizing teeth, and the faces A are inclined at 
an angle a which varies from 0 degrees to 15 degrees according to the 
material being broached. The pitch P of the teeth ranges from 0-3 VI 
to 0-5VL in. where L is the length of the hole being broached and, 
m conjunction with the number of teeth, this determines the length of 
the broach, which ranges from as little as 1 ft. up to as much as 5 ft., ■ ' 
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the maximum, length being determined by maximum stroke of the 
machine in which the broach is to be used. The amount x by which 
each successive tooth is £< proud ” of the preceding one determines the 
thickness of the chip removed by the tooth and the space between the 
teeth, shown stippled, must be large enough to house the chip. The 
thickness of chip that is practicable is determined to a large extent by 
the load exerted on the broach and its cross-sectional area ; that load in 
turn depends on the material of the work, the perimeter of the tooth, and 
the number of teeth of the broach that are simultaneously engaged with 
the work, a factor that is determined by the axial length of the work and 
the pitch P of the broach teeth. The chip thickness x ranges, in practice, 
from 0-0003 to 0*020 in. A representative batch of broaches is shown 
in Fig. 254: 

The machines in which the broaching is done may be divided into 
orizontal machines and vertical machines according to the position of 








........ 





Fig. 254. 


the broach when working ; the horizontal machine is, however, rapidly 
being displaced by the vertical machine which occupies much less floor 
space and which obviates any trouble due to sagging of the broach under 
its own weight. Vertical machines are almost invariably hydraulic in 
operation although they are made self-contained by building the hydraulic 
pump, that supplies the necessary pressure fluid, into the machine. The 
horizontal machines were frequently mechanically operated by means of 
a screw and nut. Fig. 255 shows a typical modern broaching machine. 

The broach shown in Fig. 252 is an internal one and operates on the 
inside of a hole in the work, but external broaches are coming more and 
more into use; they are considered later. For internal broaching 
operations the work is not usually rigidly held in the machine, hwis 
generally held, in a simple fixture by the pressure of the cut and is some¬ 
times allowed radial freedom so that it can align itself with the broach. 
The cut, in the example .given, is a balanced one, the chip removed at 
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one side being balanced by that at the opposite side. Unbalanced cuts 
sometimes cause difficulties. 

Broaches are made usually of high speed steel and their first cost mav 
be quite high, up to two or three hundred pounds for example. Lons 
broaches also are liable to warp during the hardening and tempering 
process and may have to be scrapped for that reason. It follows that a 
broach cannot economically be employed for small quantities of a job 



Fig. 255. 


The life of a broach is, however, usually very long and may amount to 
as many as 200,000 pieces and so for parts which are required in large 
numbers broaching is generally the cheapest process. The accuracy 
and surface finish obtained by broaching are also very high; it is com¬ 
paratively easy to maintain dimensions to plus or minus 0-0001 and 
broaching is consequently sometimes employed for circular holes which 
could be bored or reamed. ' 






The Broaching Process 233 

External or Surface Broaching. The principle underlying external 
broaching is the same as in. internal broaching ; the broach A, Fig. 256; 
is dragged past the work B which is firmly clamped on the work table C. 
Clearly the cut is quite unbalanced and the broach must consequently 
be adequately supported against the force of the cut which tends to move 
it away from the work ; it is therefore carried in a' holder 
which is provided with long bearing surfaces where it 
slides in the frame of the machine. The work-holding 
fixture and work table must also be rigid enough to 
withstand the reaction of the cutting force without appreci¬ 
able spring. The teeth of external broaches are some¬ 
times perpendicular, but are sometimes inclined at a smaller 
angle than 90 degrees, to the length of the broach. External 
broaches of complicated cross-section are frequently built 
up of several sections since this greatly simplifies their 
manufacture. External broaches are also commonly divi¬ 
ded into sections lengthwise, partly because this also 
simplifies the manufacture and partly because it obviates 
the scrapping of the whole broach if a tooth is damaged 
or if some teeth have to be re-ground more frequently 
than others. 

The machines used for external broaching vary con¬ 
siderably in design, those intended for general purposes on 
a range of jobs are usually vertical. Many machines 
designed for a particular job, such as the top. surfaces of a V cylinder 
block, are horizontal however, and in these special machines it is some¬ 
times the broach that moves and sometimes the work table and work. 
In one machine the work is placed in fixtures carried by an endless chain 
and is thereby dragged between a fixed abutment and the fixed broach. 

The principal reasons for the greater accuracy and better surface finish 
of work that is broached as compared with work that is finished by other 
processes are first, that the broach teeth that take the finishing cut never 
take any roughing cuts and, secondly, that there is only one moving part 
in the broaching machine which directly affects the accuracy of the work, 
namely, the slide that carries the broach. The facility with wdiich 
accuracy and finish are maintained over long periods, and the low cost 
per piece when large quantities are dealt with has already caused external 
broaching to displace milling on many jobs despite the comparatively 
recent development of the process. 



Fig. 256. 





Chapter 18 
GEAR CUTTING 


■i 


The subject of gear cutting is a very wide one and space is available in 
this book to deal only with the general aspects of it. In order to under- 
stand the action of gear-cutting machines it is necessary to have some 
knowledge of the principles underlying the action of gear teeth, but this 
is beyond the scope of this book and it will be assumed that the reader 
possesses that knowledge. The principles are dealt with at length in 
the author’s book “ Mechanism and the Kinematics of Machines.” 

Toothed gears may be classified thus : 


1. Spur gears : (a) Straight toothed ; 

(h) Helical or double-helical toothed. 

2. Bevel gears : (a) Straight toothed ; 

(b) Spiral ” toothed. 

3. <£ Hvpoid ” gears. 

4. Skew gears. 

5. Worm gears : (a) Parallel type ; 

(b) Hindley or Globoid types. 


and gear-cutting machines may be classified in the same way except 
that there are no Class^ 4 machines, skew gears being cut on the same 
machines as either helical-toothed spur gears or worm gears. Gear- 
cutting machines can also be divided into : 

{a) Copying machines. 

{b) Generating machines. 

Machines will, be considered in the order set out above and copying 
processes will in each case be considered before generating processes." 

Spur Gears. The only copying process of any importance is the 
milling process using formed cutters whose shape corresponds to the 
shape of the space between the gear teeth. The cutting may be done in 
an ordinary milling machine using a dividing head to give the spacing of 
the teeth or in a specially designed machine. The profile of the tooth is 
a direct copy'of that of the cutter and, since the shape of a gear tooth 
epends on the number of teeth in the gear, it would be necessary, if really 
accurate teeth were required, to have a different cutter for every different 
number of teeth. In practice this was never done because it would have 
involved too great a cost for cutters and a set of eight cutters was made 
o cover all numbers of teeth m the involute system, while a set of twentv- 
four was used for cycloidal teeth. The involute cutters were numbered 
1-8 and were used as set out in the table below. Intermediate cutters 
increasing the set to sixteen in all can also be obtained. 

254 




Cutter number 1 2 3 4 5 5 

Xo. of teeth cut co-135 134-55 54-35 34-26 25-21 20-17 16-14 13 and 12 

Cutter number . 1 -|- 2 \ 34 - 41 -» 

Xo. of teeth cut 134^80 54-42 34X3G 25-23 20-19 16-15 l! 

The shape of each cutter is accurate for only the lowest number of teeth 
in its range and for the other numbers there is a discrepancy ■ when this 
is not permissible a special cutter for the particular number’of teeth to 

be cut can be obtained. 

In using formed cutters it is very important that the central plane of 
the cutter should contain the axis of the gear being cut, but it is not easv 
to obtain that setting accurately. Some methods of dome this will now 

be described. 

Setting the Cutter Central. One method is shown in Fi* ^la 
The knee is raised so that the cutter can be brought into Contact 
with the side of the wheel blank as shown by the full line circle, 



the actual contact is obtained by feeding the saddle across until the 
rotating cutter just touches the work. The readings of the saddle 
traverse and knee elevating dials are noted and the knee is then unlocked 
and lowered so that the saddle can be traversed across a distance some¬ 
what^ greater than x in the figure. The knee is raised to its former 
position and locked and then the saddle is traversed until the cutter makes 
contact as .indicated .‘by the dotted outline. The saddle dial is read again 
and the distance x is thus obtained. The saddle is then moved back a 
distance xj2 and the axis of the w 7 ork will then be in the central plane of 
the cutter. The drawbacks to this method are, first, that the amount of 
contact of cutter and work is not ■ definite to within a thousandth of an 
inch or so of saddle movement and, secondly, the backlash in the saddle 
traverse nut must be allowed for and this also cannot be established with 
an accuracy greater than about ±0*001 in. 

A second method is the same as the above in principle, but instead of 
bringing the cutter into contact with the work a straight edge held against 
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the cutter is made to contact the sides of a mandrel held in the dividing 
head, as indicated in Fig. 257 b. The distance x is thus established from 
the saddle dial readings and the saddle is traversed back the amount aj/2. * 

In this method backlash can be obviated by moving the saddle too far 
on making the second contact and then moving it back again. 

A third method uses a straight edge as in the second method, but 
makes contact on one side only of the work, the requisite saddle move¬ 
ment ? from the position of contact, being calculated from the 
measured dimensions d and t. 

The principle of a method developed by the author is indicated in 
Fig. 258. A device consisting of a bracket A which can revolve on a 

base B is clamped to the machine table and 
the spindle of the dial indicator C is brought 
into contact with the cutter so as to give a 
reading. The knee is then lowered and the 
bracket A is rotated exactly 180 degrees. This 
is determined by means of a pin D which 
engages diametrically opposite holes E, E. 
The knee is raised to its former position and 
the saddle is traversed until the dial indicator 
reads the same as at first., The saddle move¬ 
ment a; is obtained from the saddle traverse 
dial readings and the saddle is moved back half 
that amount. Backlash can be obviated as 
in the second method. It is important that the dial indicator spindle 
axis shall lie in the plane containing the axis 00 and the diameter EEj ! 
and that the latter should be perpendicular to the work-table ways. 1 

Formed gear cutters generally have the depth to which they must be 
sunk into the blank engraved on them and a first approximation to the I 
correct depth may be obtained by means of the knee elevating screw dial. 

For greater accuracy the depth is settled by measuring the tooth thickness 
of the gear or by taking a measurement across a pair of rollers placed in 
diametrically opposite tooth spaces. These and other gear measurements 
are considered in Chapter 19. 

Theoretically if a formed cutter is not sunk to the correct depth the 
tooth action will be imperfect, but in practice the depth does not seem 
to be very critical except for gears having small numbers of teeth. This 
is particularly so when both gears of a mating pair have the same kind of 
error, and this enables the backlash to be adjusted by varying the depth 
to which the cutters are sunk. The excess depths beyond the standard 
amounts should be made proportional to the numbers of teeth in the j 
wheels. To a first approximation the increase in the circumferential j 
backlash due to an increase a in the depth to which a cutter is sunk 
beyond the standard amount is ajl. * 7 
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Cutting Speeds for Formed Gear Cutters. These are generally 
low compared with those used in other operations because too high a 
speed involves the risk of serious damage to an expensive cutter and also 
mav reduce the accuracy of the product. It is also advisable to avoid 
having to disturb the set-up of the cutter relatively to the work until the 
job is completed. Cutting speeds are consequently only about 50-80 per 
cent of those used with ordinary milling cutters. 

Gear cutting by means of formed cutters is no longer used for large 
quantity production because the cost of production is too high and the 
accuracy obtainable is not high enough. For small quantity production 
it is the standard method and is widely used. When specially accurate 
cutters are used under favourable conditions the accuracy obtainable 
equals, and may exceed, that obtainable by any process except grinding 
with a formed grinding wheel 

The Rack-Cutter Generating Process. The underlying principle 
of this process is as follows. The blank, on which gear teeth are to be cut, 
is mounted on a mandrel which is geared to 
a slide carrying the cutter B (Fig. 259). The 
cutter is identical, except for certain small 
details, with the rack that would mesh pro¬ 
perly with the gear-wheel after its teeth have 
been cut. The slide carrying the cutter B 
can move in the direction XY and is placed 
so that the distance L between the pitch line 
of the cutter teeth and the axis of the blank 
is the correct distance. The gearing between 
the cutter slide and mandrel is arranged so 
that when the mandrel is rotated the cutter 
slide moves along exactly as it would do if 
the pitch circle of the teeth being cut engaged, 
without slip, the pitch line of the rack cutter. 

If the blank were made of a perfectly plastic 
material then, as the rack" passed under the 
blank its teeth would mould the blank into 
a wheel with teeth correctly shaped to mesh with the rack and con¬ 
sequently, provided certain conditions as regards the shape of the rack 
tooth are fulfilled, with any other wheel formed by the rack.. Since 
the blank is not,'plastic the rack has to be made to .cut it. The rack 
edges are made cutting edges and it is given a reciprocating motion 
in a direction perpendicular to the plane of the paper in the sketch ; that 
is, parallel to the axis of the blank. This reciprocation is at. a fairly high 
speed whereas the generating motion, that is, the rotation of the blank 
and sliding of the cutter in the direction XX., is comparatively slow and. 
is given intermittently during the return stroke of the cutter. The 

17 . 
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generating action will be evident from a consideration of Figs. 260 and 
261 in the former of which, in order to simplify the drawing, the blank 
has been kept fixed and the rack rolled round it just as if the rack 



Fig. 260. 



pitch line rolled without slip round the blank pitch circle ; the relative 
motion between rack and blank is exactly the same as when the blank 
rotates and the rack merely slides. 

The great advantage of the above principle is that in the involute 
system of gear teeth, which is the system almost exclusively used, the 

ra ck teeth are straight-sided and can be 
made with greater accuracy than any 
formed cutter. The system is also much 
more flexible as non-standard teeth can 
P frequently be cut perfectly accurately with 
standard cutters simply by varying the 
distance L between the rack cutter and 
blank axis. Again, only one cutter is re- 
Fig. 261 . quired for all wheels of the same pitch, 

regardless of the number of teeth. 

Machines embodying the rack-cutter principle were first developed by 
J. Parkinson & Son of Shipley, Yorkshire, and one of their latest machines 
is shown in Fig. 262. Because it is impracticable to use a rack cutter 
that is long enough to form all the teeth of a large wheel the cutters are 
made long enough to form only one or two teeth and a “ step-back ” 
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motion is used. In the generating motion the saddle C slides down the 
vertical face of the head D and when this motion has formed a tooth the 
head D is moved back along the bed E so that the cutter A is dear of the 



Fig. 262. 



work, the gearing between the blank mandrel F and the. saddle C is dis¬ 
connected, and the saddle is raised to its initial position. The gearing 
between the cutter saddle and mandrel is re-connected and the next tooth 
of the blank is generated. The amount of 
the 44 step-back ” motion must, of course, 
be an exact number of pitches. All the 
operations are performed automatically. 

The cutter is carried in a positively 
operated clapper box and the cutter slide B 
can be swivelled on the saddle C so that 
the line of stroke of the cutter can be at any 
angle with the blank axis from 0 to 60 p IG 253 

degrees. For cutting spur gears that angle 

will be 0 degrees. The ability to swivel the slide to other angles enables 
helical toothed gears to be cut as indicated in Fig. 263. 

In the Maag machines, which also employ rack cutters, the blank axis 
is vertical, the machine being .arranged rather like a slotting machine. 
The generating .motionis given, entirely to the blank, which is rolled past 





z 6 o Engineering Materials, Machine Tools and Processes 

the cutter, that is, it rotates about its axis while that-axis is translated 
parallel to the cutter pitch line. A step-back motion is given to the 
blank after each tooth has been formed. 

One of the advantages of the rack-cutter process, namely, the ease with 
which the cutter can be made accurately, is sometimes lost, to some 
extent, because an unsuitable design of tooth is used ; the defect is usually 
that too small a pressure angle is used in relation to the number of teeth 
in the smallest wdieel to be cut. This results in the occurrence of 
“ interference ” and necessitates a modification of the rack cutter tooth * 
the fault lies in the design of the teeth and not in the cutting process. 

The Pinion-Gutter Process. This is fundamentally the same as the 
rack-cutter process but a pinion cutter is used instead of a rack cutter. 
The pinion cutter is given a reciprocating cutting motion parallel to its 
axis and the tooth generation is obtained by rotating the cutter and blank 
just as they would rotate if their pitch circles rolled together without slip. 
Since the pinion cutter can make as many revolutions as may be necessary 
there is no need for any “ step-back ” motion. At the commencement 
of the cutting the cutter is clear of the blank ; it is then fed in radially 
until the distance between the cutter and . blank axes is the correct centre 
distance corresponding to the size of the gear being cut and of the pinion 
cutter. After being fed in to depth radially the cutter, and blank, are 
rotated slowly in synchronism until all the teeth have been cut on the 
blank. 

Most machines using pinion cutters are arranged with the blank and 
cutter axes vertical, the generating motion is given intermittently on the 
return stroke of the cutter, which may be either the upward or the down¬ 
ward stroke, and the cutter is relieved on the return stroke usually by 
moving the table carrying the blank spindle away from the cutter. 

The use of pinion cutters has two advantages and one disadvantage as 
compared with the use of a rack cutter. The advantages are that the 
machines are somewhat simpler because no step-back 
motion is required and that gears with internal teeth 
can be cut; the disadvantage is that the pinion cutter 
is more difficult to make than the rack cutter. Pinion 
cutters are standardised in two sizes of pitch circle, 

3 in. and 4 in. in diameter, the former being the one 
mostly used. The teeth are relieved so that their profile 
does not change on sharpening ; the tooth thickness, 
however, does change and this may sometimes have 
to be taken into account. Sharpening is done by 
grinding the face A, Fig. 264, which is a conical surface; the angle 8 is 
usually 85 degrees. 

Non-standard teeth can be cut with pinion cutters by varying the 
centre distance just as they can be with rack cutters. 
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' The Hobbing Process. A hob is really nothing more than a screw 
which has been gashed so as to give it cutting edges and which has been 
relieved like a formed milling cutter. If a screw is rotated about its 
axis, say XX in Fig. 265, for one complete revolution, the tooth outline 
ABCD will appear to travel to the right and will come to occupy the 
position EFGH. If the tooth' outline is made the same as that of the 
rack in the rack-cutter process then the mere rotation of the hob will 
give the equivalent of a rack which moves continuously parallel to the 
axis of the hob and this equivalent rack can be used to generate the 
teeth of wheels. The rotation of the hob, in conjunction with the gashing 
that provides cutting edges, also provides the cutting action. The hob 
is mounted on a spindle whose axis is placed so that the pitch line PQ 
(Fig. 26 5b) of the “ rack 55 teeth is tangent to the pitch circle of the blank. 
The hob spindle is geared to the blank mandrel so that when the hob is 
rotated and the <£ rack ” traverses along PQ the blank rotates just as it 



Fig. 265a. 


Fig. 2656. 


would do if its pitch circle engaged the pitch line of the rack without 
slip. The gear ratio is easily established. 

Let N=number of teeth in the wheel being cut. 
n =number of starts in the hob. 
s= r.p.m. of hob. 

S=r.p.m. of blank. 

Then SxN=sXw 


Initially the hob is to one side of the blank as shown in full line in the 
end view (Fig. 265 b), and it is fed slowly parallel to the axis of the blank 
until it reaches the position shown in dotted outline by which time all 
the teeth of the blank will have been correctly formed. 

Some typical hobs are shown in Fig. 266 ; they are usually ground all 
over after heat treatment so as to obviate any errors due to distortion 
during hardening. 

In the description given above it has been implied, more or less, that 
the axis of the hob is perpendicular to that of the blank but actually, 
because the hob teeth are disposed along a helix, the hob spindle is 
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inclined at the helix angle of the hob thread so that the tangent tn 
thread is parallel to the blank axis, as indicated in Fig 267 *° 

n'f IT 8 0f tk t hob “ is ,he sh “P' rf >»' teeth of ,h, hob Si t 
modified somewhat. It is possible, however, to design a hob that Jni 
generate correctly shaped teeth for any value of the afgle 9 that m Lf 
selected. It ,]so possible t0 the t00th thida J“ f TS t 
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Fig. 266. 
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Helical Teeth. Single helical teeth may be cut bv the formed cutter 
process in a universal milling machine. The work table m jst be swivebe * 
round through the helix angle of the teeth being cut so that Fer'Fe 
the cutter becomes tangent to the tooth helix. The "cutter"muT be 
selected to suit the shape of the tooth space on a section -'mi:': > *: e 
tooth helix. It can be shown that if the actual number of *eeth 
wheel being cut is N and the helix angle is x then the cutter sbouid *e 

that one suitable for a straight-toothed wheel having _iL_ ...1 

* ^COS X - " " 

gear having this latter number of teeth is called the equivalent si>:ir sear. 

In the Sunderland machine helical teeth may be cut by swivell-n^die 
cutter slide, B in Fig. 262, through the helix’angle of the teeth.*" Vhe 
normal pitch of the gear will then be equal to the pitch of the cutter 
teeth and, if the same cutters that are used for spur gears are to be used* 



WORK RIGHT-HANDED WORK RIGHT-HANDED 

HOB RIGHT-HANDED HOB LEFT-HANDED 

8= oC+p ©= jS-* 

Fig. 268. 

this must be a standard pitch. Special cutters with inclined teeth % 
similar to the cutters used to cut double helical teeth, may be used. In 
pinion cutter machines helical teeth can be cut only with special cutters 
and machines. The helical tooth form is obtained bv giving the cutter 
an oscillatory rotation as it reciprocates up and down. This oscillatory 
rotation is independent of, and is superimposed upon, the slow continuous 
rotation of the cutter that provides the generating motion, and it is 
obtained by means of a helical guide fixed to the ram that carries the 
pinion cutter and which engages a similar guide carried in the cutter 
head. The helix angle of the tooth cut is thus the same as that of the 
cutter ram guide, and as it is impracticable to have many different guides 
the helix angle of the gears that can be cut is limited to one of about 
three standard values. The teeth of the pinion cutter must also be 
helical and must have the corresponding helix angle. It should be clear 
that if - the teeth being cut are right-handed, those of the cutter must be 
left-handed. The pinion cutter process is consequently not nearly so 
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flexible, or so widely used, as either the rack cutter or bobbing proce^ 
for helical teeth. ‘ g 1 ° Cesses 

In the bobbing process helical teeth can be cut almost as easily a 
straight teeth. The hob has to be swung round so that the tangent t 
the hob tooth helix coincides with the tangent to the helix being cut but° 
as with straight teeth, this depends on the design of the hob. If the 
helix angles of the hob and work are respectively /? and a and the angle 
between the hob and work axes is 6 then, for most hobs, d=y„-{~R or 
a—/3, according as to whether the hob and the work are of the same or 
are of opposite “ hand.” This should be clear from Fig. 268. If g ; s 
greater than oc then, for opposite hands, 0=yS—-oc. 

The speed or rotation of the blank now depends not only on that of 
the hob but also on the rate of feed of the bob parallel to the axis of the 
blank and on the helix angle a of the tooth being cut. 

Let N= number of teeth in wheel being cut. 
n =number of starts in the hob. 
s= r.p.m. of hob. 

S=r.p.m. of yyheel. 
a=helix angle of tooth being cut. 

A=feed of hob, parallel to work axis, in inches per minute. 

^ 2 =feed of hob in inches per revolution of the hob. 

P real diametral pitch of teeth being cut. 

D=pitch circle diameter of wheel in inches. 

Then, if A were zero we should have S 1= g as before . If> however, , 

were zero, then the only rotation of the work would be due to the feed 

A ot the hob and we should have 


S _ M tana PA tan a 
2 7rD 77 "N 

When the hob both rotates and feeds the speed of the blank 

algebraic sum of S } and Si. Hence we have 
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The plus sign Is used when the axial feed and the rotation A fty * 
both^rotate the blank in the same direction and the minus 
rotations due to hob feed and rotation are opposite in direction ^ ^ 

Double Helical Teeth. In regard to cutting these, ihev mav be 
divided into two types ; those In which the right- and left-handed tr o"h 
portions are separated by a gap and those In which the two"pordoma^ 
joined together and form a continuous tooth. The former can be cut hr 
any method suitable.for single helical teeth provided the gap"between 
the toothed portions Is sufficient to provide clearance for the cutters * in 
general, bobbing will require a wider gap than cutting bv other processed 
The second type can be cut only on special forms of rack-cutter Imd 
pinion-cutter machines or by end milling. The rack- 
cutter machines employ two cutters, AB and 
In Fig. 269, one for the left-hand toothed portion 
and one for the right-hand portion ; these cutters are 
carried In slides which are inclined to the axis of the 
gear at the helix angle of the teeth and this angle is 
made a fixed quantity. The cutters reciprocate in 
synchronism, one cutting while the other is doing- 
the return stroke, and they are made with their Fig. 269. 
teeth parallel to the line of stroke as indicated In 
Fig. 269. The strokes of the cutter slides must be adjusted so that 
the cutting edges of the cutters come just flush with the centre line 
LM between the two tooth portions at the ends of the cutting strokes. 




Fig. 270. 


The tooth generation is obtained by sliding the head earning the cutter 
slides in the direction LM and a step-back motion Is used as when cutting 
straight teeth. 

A Sunderland machine for cutting double helical teeth is shown in 
Fig. 270. 
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The pinion-cutter machine also employs two cutters. These are 
carried on spindles A and B, Fig. 271, in a common head C that recipro¬ 
cates parallel to the axis of the blank. The 
spindles A and B are provided with helical 
guiding surfaces that engage corresponding 
surfaces in the frame of the machine so that 
as the cutters reciprocate they are also ro¬ 
tated and thus cut helical instead of straight 
teeth. The helix angle can thus be altered 
only by changing the guides. The cutter 
teeth must also be helical. The stroke of 
the head C, and the distance apart of the 
cutters, must be arranged so that the cutting edges just reach the centre 
line LM on the cutting strokes. The tooth generation is obtained by 
giving the cutters and the blank a slow continuous rotation ; this motion 
is, of course, superimposed on the rotary oscillation of the cutters. 

The End-Milling Process. This employs an end mill which rotates 
about an axis perpendicular to that of the blank and which is slowly 
traversed parallel to the axis of the blank. The profile of the cutter is 
made to the correct shape of the tooth space being cut and, by giving 
the blank a rotation in synchronism w T ith the axial traverse of the cutter, 
the tooth can be made helical, or double or triple helical, as may be 
desired. The process is a very slow one and the accuracy attainable is 
not very high. The method is, consequently, practically obsolete, but it 
is the only method by which triple helical gears can be cut. 


L 



Gear Shaving. In recent years a method of finishing spur and helical 
gear teeth has been developed in which a very small amount of metal is 
removed by cutters which somewhat resemble broaches ; this process 
has been called gear <£ shaving.” If a straight¬ 
toothed gear wheel, A in Fig. 272, is rolled on a 
rack having inclined teeth the natural direction for 
the motion would be perpendicular to the axis XX 
and motion in that direction would not involve any 
sliding between the teeth of the wheel and rack in 
the direction XX. But if the gear is forced to roll 
in the direction YY, then sliding between the teeth 
in the direction of XX must occur; the motion 
from C to D, for example, is equivalent to a 
££ pure roll ” CE and a “ pure slide” ED. Con¬ 
sequently, if the rack teeth are formed with cut¬ 
ting teeth on the lines of a broach, metal can be 
removed from the surfaces of the gear teeth. It is immaterial whether 
the axis of the gear remains stationary and the rack reciprocates beneath » 
it or whether the rack is stationary and the gear moves bodily in the 
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direction YY. Since a similar sliding motion, parade! to the gear te-th 
occurs in skew gearing, the rack in Fig. 272 may be replaced by a second 
gear as indicated in dotted outline, having suitable cutting edges, rotating 
about a fixed axis ZZ. .Machines are made on both oHncbles and are 
much used by the automobile industry, particularly in‘the United States 
of America. 

Bevel Gear Cutting Machines, These can also be classified as 
either copying or generating machines. The principle of the copvino- 
type of machine is illustrated in Fig. 273. The blank being culE "is 
mounted on a spindle F that is free to rotate in the bracket B and to "which 
is fixed an arm D. That arm carries a former P which bears against a 
pin Q which is fixed to the frame of the machine. The bracket B Is 
pivoted on that frame at C and the apex of the pitch cone of the gear E 



is made to coincide with the point C. The cutting tool H is carried in 
the.ram A which reciprocates, in a guide in the frame of the machine. A 
pinion G enables the bracket B to be moved upwards or downwards. A 
chain is attached to the arm D at a point J and passes over a pulley so 
that a weight on its end serves to keep the former P up against the pin 
G* The cutting edge of the tool should have the same shape as the pin 
G ^d its edge must be adjusted so that all its points lie on lines drawn 
from C to the corresponding points of the pin. 

If the tool shape, is different from that of the' pin Q then the shape of 
the former P must be modified from that of the tooth required so as to 
allow for the difference. 

The gear having .been gashed with a parting, tool which is fed in radially 
(by using a former P which is a straight line) the teeth are finished to 
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shape by substituting a side tool for the parting tool and a properly 
shaped former for the straight one. One side of a tooth is machined a"t 
a time and all the teeth are finished on one side before starting on the 
other sides. Each tooth side is done as follows. The bracket B is 
lowered until the blank is clear of the tool and the ram A is reciprocated 
The bracket B is then slowly moved up until the tool reaches the bottom 
of the tooth space, the bracket is then lowered to its starting point, the 
blank is indexed round one tooth relative to the arm D, and the whole 
process is repeated. When the other sides of the teeth are to be done 
the former P must be changed round so as to bear on the opposite side 
of the pin Q. , Clearly the outline of the tooth is a direct copy of that of 
the former. 

A variation of the above arrangement is to keep the blank fixed and to 
move the slide carrying the cutter. 

Copying machines of the types described above are still used to some 
extent but have been largely replaced by generating machines. 

Bevel Gear Generating Machines. The underlying principle of 
these is similar to that of spur gear generating machines. In bevel 
gearing the crown gear is the equivalent of the spur gear rack. A crown 
gear is a bevel gear whose apex angle is 180 degrees and whose pitch 
surface is consequently a fiat disc. The teeth of this crown wheel are 
made straight sided and the teeth of bevel wheels are generated by rolling 1 
the blanks with the crown wheel. The teeth thus obtained are known 
as octoid teeth. The crown wheel, with which the blank is rolled, is 
mostly imaginary, but one of its teeth is represented by a cutting tool 
and the machine has to produce the same relative motion between the i 
tool and the blank as would occur if the crown wheel were actually 
present and the completed blank rolled on it. This relative motion may 
be obtained by keeping the tool fixed in space (except for the reciprocating ! 

motion which enables it to cut) and moving the blank, or by moving 
both blank and tool. A third possibility which, so far as the writer 
knows, has never been adopted, is to keep the blank fixed and give the 
whole of the motion to the tool. The first of these arrangements is ! 
illustrated in Fig. 274 which shows, diagrammatically, the main features 
of the Bilgram bevel gear generating machine. The blank B is fixed on 
a spindle C which is carried in a bracket M that is free to rotate about 

the vertical axis XA. Also fixed to the spindle C is a sector of a cone N I 

whose apex lies at A, which is also the apex of the pitch cone of the 

blank. The cone N has the same apex angle as the pitch cone of the | 

blank and its edge rests on a flat portion of a bracket Q, which is pivoted 
to the framework of the machine on a horizontal axis through A and which 
represents the pitch surface of the imaginary crown wheel which is going 
to roll with the blank B to generate teeth on the latter. Slip between N j 

and Q is prevented by two steel tapes R and S. It follows that as the ? | 



Gear Cutting 269 

bracket M is rotated about the axis XA the pitch cone N rolls without 
slip on the crown wheel pitch surface Q and the blank sets the same 
motion as it would do if its pitch surface rolled without slip on a hat 
disc representing a crown wheel pitch surface. The tool T is made with 
straight cutting edges to represent a tooth of the imaginary generating 
crown wheel and it receives a reciprocating motion along a line parallel 
to the line AZ. The blank is fed relatively to the tool V rotating the 
bracket Q, and this feed motion goes on until the line AY coincides^vith 
the line of stroke AZ of the tool point, and the tooth shape is then 



generated by the rolling motion of the blank due to the rotation of the 
bracket M. When one tooth space has been generated and the bracket 
Q has returned to its initial position the blank is indexed round one 
tooth relative to the cone N and the whole process is repeated. 

The second arrangement, in which the relative, motion between the 
blank and the imaginary generating crown wheel is obtained by moving 
both the tool and the blank, is used in the Gleason straight bevel gear 
generating machines. The machine is shown diagrammatically in 
Fig. 275. The blank B is fixed on a spindle G which can rotate about 
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the axis OAO in fixed bearings in the frame. Fixed to the spindle C is 
an arm N which carries a toothed sector P which represents an enlarge¬ 
ment of the gear B being cut. The toothed sector P meshes with a 
second toothed sector Q, which represents part of a crown wheel whose 
axis is the horizontal line AX. The sector Q is carried by an arm L 
which is pivoted to the bracket M on the axis, AX. The arm L carries 
a slide for the tool T which is again straight sided and represents a crown 
wheel tooth. Suitable mechanism is provided to reciprocate the tool 
head along its slide. The bracket M and arm L can be rotated about 
a vertical axis through A in order to enable the tool to be gradually fed 
into the blank to the proper depth. To enable this to be done the sector 
Q is actually separate from the arm L and is connected to it by a sliding 
joint. When the tool has been fed in to the proper depth the line of 
stroke of the corner of the tool will move parallel to the line AY at the 



bottom of the tooth space, while the axis AX will be perpendicular to 
the pitch cone of the blank. The generating motion is given by 
raising and lowering the arm N ; this rotates the blank about the axis 
OAO and the tool, that is, the imaginary crown wdieel, about the axis AX, 
the relative motion being regulated by the sectors P and Q so that it is 
the same as would occur if the pitch cone of the blank engaged the pitch 
surface of the generating crown wheel without slip. Actually two tools 
are used, one for one side of a tooth and the other for the other side. 
The tools are reciprocated in synchronism, one performing its cutting 
stroke while the other makes its return stroke. The two tools are both 
carried on slides on the arm L and receive the generating motion together. 
The tool slides are adjustable relative to the arm L to allow for the 
variations in the angle <f> with teeth of different pitches ; they are also 
adjustable, separately, about a horizontal axis through A to allow for 
variations in tooth thickness. 
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Spiral Bevel Generating Machines. In principle these differ from 
straight bevel generating machines merely in employing a generating 
crown wheel whose teeth are either curved as indicated in Fig. 276, a, 
or are straight but not radial, as indicated at b. 

The curved teeth may be circular arcs as shown 
or some arbitrary shape. The realisation of the 
principle in an actual machine is not altogether 
easy. Considering teeth of the type given by the 
crown wheel b in Fig. 276, such teeth could be 
generated in a machine of the type indicated in 
Fig. 274 merely by swivelling the tool slide round 
so that its line of stroke no longer passed through 
the apex A but, so far as the writer knows, such 
a machine has never been made. Teeth of the 
type given by the crown wheel a in Fig. 276 
could be obtained in machines of the types 
indicated in Figs. 274 and 275 by superimposing 
on the generating motion of the blank a rota¬ 
tion that is synchronised with the reciprocation of the tool Such 
machines have been used but are of very little importance at. the present 
time. The only machine that is of any real importance now is the 
Gleason. This employs an imag¬ 
inary crown wheel whose teeth 
are circular arcs as at a in Fig. 276. 

The teeth of this crown wheel are 
straight sided and are represented 
by continuously rotating cutters. 

The arrangement is indicated 
quite diagrammatically in Fig. 277. 

The cutter is carried in the face 
of a disc B which can rotate about 
an axis ZZ so that the tool sweeps 
across the face of the blank. The 
cutter head is carried in an arm C 
which is pivoted about the hori¬ 
zontal axis OX which is the axis 
of the imaginary crown wheel. 

The arm C is geared to the spindle 
carrying the blank so that the 
relative motion is the .same as 
would occur if C were fixed to the Fig. 277 . 

imaginary crown wheel and the 

pitch surface of the latter rolled without slip on the pitch cone of the blank. 
The generating motion is given by rotating the arm C up and down. 
The blank is carried in a saddle D which is pivoted to the frame on a 
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vertical axis passing through O. This enables the cutter to be fed into 
the blank to the required depth ; when this has been done the axis ZZ 
must be perpendicular to the line OY drawn through the bottom of the 
tooth space and the axis OX must be perpendicular to the pitch cone 
OS of the blank. In the actual machine the cutter head has twenty to 
thirty cutters, half of which generate one side of a tooth and the other 
half the side of the adjacent tooth. 

Hypoid Gears. Consideration of these is beyond the scope of this 
book, but it may be remarked that from the manufacturing point of view 
they are closely related to spiral bevel gears and are cut on similar 
machines. Hypoid gears are used chiefly by the motor industry and 
their production is a much more specialised thing than spiral bevel gear 
production although that is largely done by specialist firms. 

Skew Gears. These, from the point of view of manufacture, are 
identical with either helical toothed spur gears, or worm gears, and need 
not be separately considered. 

Worm Gears. These may be divided into parallel type worm gears 
and hour-glass or globoidal type worm gears. In respect of volume of 
production the latter is at present relatively unimportant and will not be 
considered. The parallel worm is a form of screw" and can be cut in a 
lathe just like any other screw, but although small worms, such as are 
used in instruments, etc., and wdiich have helix angles of the order of 
80 degrees are cut in that way the worms used for power transmission 
and wdiich have helix angles ranging from 45 to 75 degrees, are all cut 
on special worm milling machines. These consist of a bed whose top 
surface provides ways for the work table to slide on and which also 
carries the cutter head. The latter can be adjusted in and out perpen¬ 
dicular to the work-table ways and carries a swivelling head in which is 
mounted the cutter spindle. The work table carries a headstock, in 
wdiich is mounted the work driving spindle and which houses change 
gears for varying the speed of rotation of the work, and a tailstoek—-the 
work being supported between centres. The work table motion is con¬ 
trolled by a lead-screw which is geared to the headstock spindle. The 
axial travel of the work is thus related to ,the rotation of the work so as 
to give the correct helix angle. The work is cut by a rotating milling 
cutter carried on the cutter spindle which is driven by a suitable mechanical 
drive, while the spindle axis is tilted, by swivelling the cutter head, so as 
to bring the plane of the cutter tangential to the helix being cut. The 
headstock incorporates indexing mechanism so that when one thread 
has been cut the work can be indexed and the next thread cut. The 
worm, after heat treatment, is subsequently ground on a similar type of 
machine but having a grinding wheel in the place of the milling cutter. 
The worm wheel is cut by means of a hob which differs from the worm 
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only in having a slightly greater outside diameter fso as to provide o 
clearance at the bottom of the wheel tooth space), in beine tapered at 
one end, and, of course, m being gashed and 
relieved. This hob is mounted at the correct 
centre distance L from the blank, as shown 
in full line in Fig. 278. External gearing 
connects the hob and blank spindles and the 
hob is rotated so as to give a suitable cutting 
speed. The hob is then fed axially until it 
reaches the position shown in dotted outline. 

The gear ratio between the hob and blank 
spindles must take into account the number of teeth in the wheel hem* 
cut, the number of starts in the hob, and the axial feed of the hob oer 
revolution. r 

Let N=number of teeth in wheel 
n =number of starts in hob. 

S= speed of wheel in r.p.m. 
s =speed of hob in r.p.m. 

A=axial feed of hob in inches per minute. 

a —axial feed of hob in inches per revolution of hob. 

L=Iead of hob in inches. 

Then, if"the hob rotated but did not move axially, 

e n 

b 1= 5X^. 

While if the hob moved axially but did not rotate 

S 2 =A'-r circumference of wheel 

= ___ A _ 

N x Circular pitch of wheel teeth 
__ nA 
N x lead of worm. 


Hence, 


and 


sn ! nas 
= N“NL 


S 


s ”( 


a '• 

~L ! 


I he plus or minus sign being used according as the rotations due to the 
rotation and feed of the hob are in the same or in opposite directions.. 


18 







Chapter 19 

THE GRINDING PROCESS. GRINDING WHEELS 
ABRASIVES, AND BONDING MATERIALS’ 
TYPES OF MACHINE, AUTOMATIC SIZING* 
CENTRELESS GRINDING 

The grinding process is a method of machining articles by means of 
abrasive wheels ; it is similar in one respect to the milling process in that 
it uses a rotating cutter having numerous cutting edges. An abrasive 
wheel is composed of a large number of abrasive particles held together 
by a bonding material rather as the aggregate is held in concrete but 
with the difference that the abrasive wheel has, by design, a number, 
which may be large, of voids in it. At the periphery of the wheel the 
particles project, somewhat like the teeth of milling cutters, and these 
projecting particles remove small chips as they pass over the surface 
being ground. The chips are usually quite invisible, as such, to the 
unassisted eye but can be recognised under a microscope. The particles 
are arranged in the wheel purely by chance and will not, in general, be 
presented to the -work at the best angle, nor will their cutting “ edges ” 
have proper clearances ; nevertheless they do their work remarkably 
well. In due course, however, they become “ blunted 55 and the force 
that acts on them while they are removing a chip becomes greater than 
when they were “ sharp.” In a well designed wheel the bond should be 
strong enough to hold the particles while they are sharp but should allow 
them to be torn out when they become blunted, so that other sharp 
particles can take up the cutting. If the bond is too strong the blunted 
particles will not be torn out and the wheel will not cut properly ; if the 
bond is too weak the particles will be torn out too soon and the wheel 
will wear away too rapidly. 

The principal factors entering into the design of abrasive wheels are 
thus: (1) The nature of the abrasive particle, (2) their size, (3) the 
nature of the bonding material, (4) the quantity of bond in relation to 
the number of abrasive particles, and (5) the “ structure ” of the wheel; 
this depends on the proportion of voids in relation to the quantity of 
bond and number of particles. 

Abrasives. The abrasive particles must obviously be harder than the 
materials they are going to cut and they must have sufficient strength to 
resist fracture under the suddenly applied forces of the cuts taken. In 
engineering practice the materials used for abrasive wheels are : 

1. Aluminium oxide, A1 2 0 3 . 

2. Silicon carbide, SiC. 

3. Diamonds, in the form of “ dust.” 
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fhe aluminium oxide abrasive is found in nature * it forms about 
70 per cent of emery and 90 per cent of corundum ; the main supply 
however, is synthetically made in the electric furnace. The silicon 
carbide abrasive is not found in nature and is all made synthetically. 
The synthetic materials have been given a large variety of trade names." 

Silicon carbide is harder than aluminium oxide but is not so tough ; it 
is consequently used for very hard materials of medium and low tensile 
strength, while the tougher and softer aluminium oxide is used for the 
softer and tougher materials of higher tensile strength. The aluminium 
oxide material is easier to manufacture and is more widely used than the 
silicon carbide ; it is made in various “strengths.” Diamond dust is 
used only for special purposes. 

The larger sizes of abrasive particle ...are graded into sizes by means of 
sieves and their sizes are denoted by the number of meshes per inch of 
the sieve they will just pass through. These numbers are referred to as 
grit or grain numbers and range from 8 to 240. Particles finer than 240 
are graded by flotation and precipitation methods and are known as 
flours ; they are also given numbers according to their fineness. The 
range of grit sizes marketed by the Norton Company is given below : 


Very coarse 

Coarse 

Medium 

Fine 

Very fate 

Flours 

' 8 

12 

30 

70 

150 

280 

to 

14 

36 

80 

180 

320 

— 

16 

46 

90 

220 

400 

— 

18 

60 

100 

240 

500 

— 

20 

— 

120 

— 

600 

— 

24 

— 

— 

— 

— 


The grain sizes used in abrasive wheels for engineering purposes mostly 
lie within the following limits : 


Roughing.20-36 

Commercial finish.46-SO 

Ultra-fine finish. 100-500 


Bonding Materials and Bonds. These are five in number, namely : 

1. The vitrified bond. 

2. The silicate bond. 

3. The rubber bond. 

4. The shellac bond. 

5. The bakelite bond. 

The vitrified bond is composed of certain clays (felspars and kaolin) 
which when heated fuse into a glass-like mass. The process is a lengthy 
one and may take up to six weeks to complete but, nevertheless, this 
bond is the one chiefly used for the abrasive wheels used in grinding 
machines. It is generally rather more open in structure than the silicate 
bond. The silicate bond is composed of silicate of soda and the process 
is a comparatively quick one, manufacture being possible in as short a 
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time as four days. The silicate bond is closer than the vitrified bond 
and gives wheels having a milder action ; it is consequently used for 
fine-edged tools, razors, etc., but is little used for the wheels used in 
machine shops. Very large wheels are usually silicate bonded. The 
rubber bond is composed of vulcanised rubber and is the strongest of 
all the bonds ; it is consequently used for thin wheels subjected to side 
forces. The shellac bond is also used for thin wheels and where a fine 
finish is required. The bakelite bond is also a very strong bond and is 
used for the fettling wheels used in foundries and for very thin cutting-off 
wheels. 

The “ Grade ” of an Abrasive Wheel. The quantity of bonding 
material used in relation to the quantity of abrasive particles is the 
principal factor determining the force necessary to wrench the particles 
out of a wheel and this determines the grade of the wheel. When the 
particles are easily torn out the wheel is a “ soft ” one, when much force 
is necessary the wheel is “ hard.” The grades of wheels are indicated 
by letters but different firms employ different systems. The Norton 
Company’s grading is as follows : 


Very soft 

Soft 

Medium 

Hard 

Very hard 

E 

H 

L 

P 

T 

F 

I 

M 

Q 

U 

G 

J 

N 

R 

w 


K 

0 

S 

z 


while the Carborundum Company’s is given in the table below: 



Vitrified 
and silicate 

Shellac 

“ Redmanol ” 

Rubber 

Verv hard 

D, E 

— 

_ 

A 

Hard . . 

F, G, H 

1, 2 

3, 4, 5 , 

B, C, D 

Medium . 

. I, J, K, L, M 

3, 4, 5 

6, 7, 8, 9, 10 

E, F 

Soft . . , 

. N, 0, P, R, S, T 

6, 7, 8, 9 

11, 12, 13, 14, 15, 16 

_ 

Very soft . 

U, V, w 

10 

17 

— 


Grading of wheels is not actually done on a composition basis but by 
means of an indentation test which need not be here considered. In 
general the harder the work being ground the softer the grade of wheel 
that is used ; this is seen to be reasonable when it is remembered that 
the harder the material being cut the sharper must be the cutting imple¬ 
ment and the sooner the cutting edge will be blunted. 

Wheel Structure. This depends on the proportion of voids to bond 
and abrasive and on the degree to which the materials are packed together. 
Generally speaking an open structure gives a softer wheel than a close 
structure, other factors being the same. An open. structure facilitates 
rapid stock removal because it allows room for the “ chips ” removed 
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and reduces the tendency i>*? tLt e] n ' n v , , , %- 

Company designates their structures as id.Hov,-,; : 

Close spacing ... C t ? 

Medium spacing . . . , . _ ± C 

Wide spacing . . # t 7’ ,C , - , < « < n 

the structure number following, and the grit number nrccMm • me 
grade letter. Thus 46-P.5 designates a wheel of 46 sprits* P cade arc 
number 5 structure. A letter following the structure number*.---'CaC 
letter indicates the type of bond used, while a number preceding tCC: 
number indicates the kind of abrasive panicle "err,cloved. "'Thd 
3S60-L.5.B indicates the use of number 3b “ alundum ” ; APO ; ■ abrasive 
(a harder, more brittle kind than the standard tvpe), and the letter E Tc 
use of the B-type vitrified bond. Other bond letters are: R for rubber, 
L for shellac, T for bakelite. The absence of a bond letter indicates the 
use of an ordinary vitrified bond and the absence of a number in front 
of the grit number indicates the use of the ordinary grade of alundum." " 

The Speeds of Grinding Wheels. The speed at which an abrasive 
wheel can safely be run depends primarily on the strength of the bond. 
For the vitrified bond the maximum is about 7,000 ft. per minute 
(peripheral speed) but segmented wheels may be run up to 0,000 ft. per 
minute. The shellac, rubber, and bakelite bonds may be run at speeds 
up to 16,000 ft. per minute. Most wheels have the safe speed marked 
on them in addition to the grit and grade symbols. It is generally con¬ 
sidered that wheels should be run at the maximum safe speed, but some 
authorities state that the speed should be lower the longer the arc of 
contact between the wheel and work. Id. II. Asbridge * qnotes the 
following speeds as desirable : 


External grinding : (a) large wheel, small work . . 5,000-6,000 ft. per min. 

(b) Work larger than wheel . . 3,500-4,500 

Internal grinding.. 2,000-3,000 

burface grinding. 3,000-4,000 ” 


Mr. Asbridge makes no mention, however, of the depth of cut, which 
determines the arc of contact. It should be remembered that the stress 
in a wheel due to its rotation varies at the square of the peripheral speed. 
Wheels are carefully balanced by the makers and should run true when 
mounted in the grinding machine, within a few thousandths of an inch 
or so ; the final truing to prepare the wheel for grinding work is done by 
a diamond held in a fixture on the work table of the grinding machine 
and traversed across the wheel face until the latter has been trued all 
over. The diamond cuts through the abrasive particles much as a lathe 
tool cuts through metal. The truing diamond should not be extremely 
pointed or the wheel will be finished with a series of ridges (unless a very 

1 Proc. I. Mech. E. Vol. 41, page 40. 
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slow traverse is used during truing, which would waste time) and the 
initial wheel wear will be high. Also, after truing it is sometimes bene¬ 
ficial to give the wheel a rub with an oil-stone slip ; this removes any 
slightly loose particles which might otherwise get jammed between the 
wheel and'the work and cause scratches. The wheel must be trued at 
intervals because accurate work with a good finish cannot be done with 
an untrue wheel. 

The Cylindrical Grinding Machine. Abrasive wheels, are used in 
grinding machines and these may be classified in the same way as machines 
using “ cutting tools ” ; thus the cylindrical grinding machine is the 
abrasive wheel equivalent of the lathe. Cylindrical grinders are made in 



Fig. 279. 


several different forms, but these can be roughly divided into (a) plain, 
and (b) universal machines, the former being simplified versions of the 
latter and capable of only the simpler operations. The plain machine is, 
however, more robust than the universal one and can take heavier cuts 
and produce work at a more rapid rate ; it is consequently the machine 
used for the general run of work in quantity production. 

A universal cylindrical grinding machine is shown in Fig. 279. It 
consists of a heavy bed whose upper surface is accurately machined to 
form ways upon which the work table, made in two parts, can slide to 
and fro. In modem machines the reciprocation of the table is obtained 
by hydraulic mechanism as this gives a smoother motion than the rack 
and pinion drives formerly used. In the machine illustrated the speed 
of traverse can be anything from 6 to 240 in. per minute. The upper 
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part of the work table can be swivelled about a vertical axis relative to 
the lower part in order that tapered work may be ground. The .maximum 
included angle that can be ground by this means is not usually greater 
than 15-20 degrees. The work table carries a headstock with a live 
spindle at the left-hand end and a tailstock with a spring-loaded, or some¬ 
times an hydraulically operated, poppet at the right-hand end. both units 
being adjustable to any position along the table. The headstock consists 
of two main portions the upper of which, carrying the spindle bearings 
and variable speed driving motor, can be swivelled through anv angle up 
to 90 degrees relative to the lower part ; this enables tapers with an 
included angle greater than 15-20 degrees to be ground if the work can 
be held in a chuck. The wheel spindle is carried in bearings in the wheel 
head, the bearings being specially designed to reduce the working clear¬ 
ance to the minimum. The wheel head is supported on a compound 
slide. The top portion carrying the wheel spindle can be swivelled on 
an intermediate member which can slide along a lower member. The 
latter in turn can be swivelled on the bed of the machine. The cross¬ 
feed of the wheel-head can thus he arranged at any angle to the work¬ 
table ways ; also the wheel spindle axis can be at any angle to the wheel- 
head slide. The feed to the wheel head may be given, either by hand 
or by means of a mechanically operated ratchet mechanism, at one end 
only of the traverse of the work or at both ends. The reversing mechanism 
of the work-table traverse motion can be arranged to provide a “ dwell ” 
at one or both ends of the motion. An internal grinding spindle-is 
permanently mounted on the wheel head and may be swung into the 
working position in a few moments. A tank to contain coolant and a 
pump to supply it to the work-wheel contact are provided. 

In plain machines neither the headstock nor the wheel-head slides can 
be swivelled, and the work table may not be capable of swivelling either. 
The wheel spindle axis can usually, however, be set round at any angle 
to the work- table ways. Thus plain machines may not be capable of 
grinding tapers except by the method described in a later section. 

In very large machines the wheel head is generally carried on ways so 
that it can be traversed to and fro instead of traversing the work table. 
The headstock and tailstock are then secured directly to the bed of the 
machine. • # . 

Methods of Holding Work. These are very much the same as in 
lathe work ; the principal method is. between centres, but hollow work 
may be held on a mandrel and short work in a chuck. 'Long slender 
work must be supported. by means of steady rests ; the parallelism of 
such work depends primarily on the skilful adjustment of the steadies. 

Plunge-Cut and Traverse Grinding. The work may be ground to 
size in two ways : one method, which is known, as plunge-cut grinding, 
uses a wheel whose face width is equal, to- or slightly greater than the 


280 Engineering Materials, Machine Tools and Processes 

length of the surface being ground, and feeds this wheel in radially 
towards the work, which is not traversed at all although the wheel mav 
sometimes be given an axial oscillation of about in. amplitude. The 
cylindricality of the work then depends directly on that of the wheel 
This method is used chiefly in quantity production on plain machines 
and wheels up to 18 in. in width may be used. The second method uses 
a wheel whose width is only a fraction of the length of the work and 
traverses the work to and fro past the wheel or, alternatively, the wheel 
head past the work. In this method, which is the more common one 
the cylindricality of the work does not depend directly on the truth of 
the wheel, but although an untrue wheel might be made to produce 
accurate work it would take an inordinate time to do so and would be 
hopelessly uneconomic. 

The Accuracy attainable in Traverse Grinding. At first glance 
it might be thought impossible to produce really accurate work when the 
cutting implement, the grinding wheel, must wear away during the cut¬ 
ting operation. It can easily be seen, however, that wheel wear does not 
limit the accuracy attainable in the least degree. 
Consider a piece of work C, Fig. 280, and sup¬ 
pose the wheel to be fed in an amount a? at the 
beginning of a traverse from A to B. When 
the wheel arrives at B it cannot have worn away 
by more than the amount * or it would not be 
touching the work at all. Hence by making the 
u cut 5 5 x as small as we please we can reduce the inaccuracy due to wheel 
wear to as little as may be required. The accuracy attainable depends 
primarily on the accuracy of the machine and on its proper manipulation. 
Tolerances of ±0-0002 are easily worked to on any good machine. 

Work Speeds, Cuts, and Rates of Traverse. Considering the last 
of these factors first it should be such that the traverse per revolution of 
the work is equal to about three-quarters to seven-eighths of the width 
of the wheel being used. If a low speed of traverse is\sed (in relation 
to the work speed) the cutting will be concentrated on the edges of the 
wheel, which will tend to become rounded or crowned. A very slight 
crowning will produce a spiral marking on the work which is objection¬ 
able. On finishing cuts the rate of traverse is usually reduced consider¬ 
ably, but since the cuts then taken are very small no trouble is experienced 
from crowning. 

The work speed and depth of cut have been shown by J. J. Guest 1 to 
be bound up together so that they cannot rationally be considered 
separately ; for a full consideration of the theory of grinding evolved by 
Guest, the reader is referred to his book ; only an outline can be given 

1 tc Grinding Machinery.” J. J. Guest. Edward Arnold & Co. 
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here. Fig. 2S1 shows a grinding wheel taking a o;‘. •; ■ ;.„ 

has been greatly exaggerated. The length or the arc r.f , "A Z. 
be shown to be given by 

, . D fUdi 

Arc AB = / —— 

V 

and the angle a by J A? . / approximately 

where D=diameter of wheel and d= dia¬ 
meter of work. 

The plus sign applies to external / 'AofiiT 

grinding (as shown) and the minus sign I 

to internal grinding. Suppose the abra- P / ; ; L A 

sive particle which sweeps out the path "AAd 

AB is followed by another particle C V " / 

which will sweep out the path DE ; then , \. s , L 

the interval of time T between the '"wheel'" \ /’ 
moment when the particle A was at B 
and the moment when C and E both Fig. 2S1. 

arrive at B is given by T=arc BE r 

where © is the peripheral speed of the work. But this interval is easily 

seen to be equal to the interval during which the particle C moves to A. * 


GRINDING 

WHEEL 


Hence 


and thus 


— where V= peripheral speed 


BE=©T=£. AC. 


Now, referring to Fig. 282, the maximum thickness of the chip is BF 
and, assuming BEF to be a right-angled triangle, BF=BE sin a or, 
since a is, actually, quite small, 

BF=BE . a •' . 


— y-AC.a _P _ / j \ O 

.Acxii J^r, 

\ V dD ^ e'<r * ! 

But the projecting portions of the A 7 E*’A/ 

abrasive particles are, on the average, 'Xj' 

approximately triangular in shape Pig. 282 . 

and so the cross-sections of the cuts 

they take are also approximately triangular. Hence the cross-sectional 
area of the cuts is proportional to the square of the thickness of the chip. 

i hat is, maximum cross-sectional area of chip 

A -> 2 fm D > ,1 

vu dn • 
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where k is a constant whose value depends on the spacing of the abrasive 
particles in the wheel. The force acting on the particles may be assumed 
proportional to the cross-sectional area of the chip, and if that force is 
too great the abrasive particle will be torn out. Hence the expression 1 
(kv 2 t\ /i±D\ 

U T2 )\ dO f 


affords a criterion for determining whether the abrasive 


particles will be torn out while they are still sharp or whether they will 
remain held in by the bond. If the value of the expression, which maybe 
called Gues fs criterion, exceeds some amount depending on the strength of 
bond of the w r heel the latter will wear excessively. On the other hand, 
if the forces acting on the abrasive particles are too small the particles 
will never be tom out and the wheel will glaze ; hence there is a minimum 
value for the expression below which glazing will occur. If a wheel 
tends to wear too rapidly the conditions (work speed v and depth of cut t) 
must be changed so as to reduce the value of Guest’s criterion ; this may 
be done by decreasing either v or t but, since the criterion depends on 
the square of v and on only the first power of t, a given percentage 
reduction in the w r ork speed is more effective than the same percentage 
reduction in the depth of cut. Similarly if the wheel tends to glaze then 
either v or t must be increased. 

The rate at w T hich metal is removed from the work is equal to ziw 
where to is the width of the wheel, and the power absorbed can be assumed 
proportional to the rate of removal of metal. Now the power available 
is limited by the power of the driving motors of the machine and has a 
fairly definite maximum value. Hence the expression vtw must not 
exceed some value C depending on the power supplied to the machine. 

C 

Therefore, assuming full power to be used, and, on substituting this 

^ Supposing the best value 

for this criterion (that just below the value giving excessive wear) to be 
E then 

/*Co\/J±Dj 


in the criterion it becomes 


vjV 2 J\ dD 


and 


/wEV Af dD \ 

\ kC /UtD/' 


Thus for a given wheel and a given work diameter the work speed 
depends on the power supplied to the machine, the greater that power 
the lower the work speed. This may seem anomalous until it is remem¬ 
bered that vtw=C and so the reduction in work speed v consequent upon 

1 As deduced by Guest the criterion does not contain the term V 2 in the 
denominator, but this is, I think, because he is assuming V to be made as great 
as considerations of strength, etc., permit, and is not regarding it as being a variable 
capable of being changed in order to vary the action of the wheel. 
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the increase in the power factor C involves a greater increase in the 
depth of cut t. Again, supposing all-the other conditions to remain 
unchanged, an increase in the wheel width w will necessitate an increase 
in the-work speed v accompanied by a corresponding decrease in the 
depth of cut t. 

Considering the effect of work and wheel diameters it will be seen that 
in external grinding, where the work diameter d is usual.lv much less 
than the wheel diameter D, Guest’s criterion becomes, approximately, 


kl' 2 t 

^ which indicates that'as the work diameter decreases the value of 

v ~a 

the criterion increases and, in order to keep it within the upper limit beyond 
which wheel wear will be excessive, the work speed or depth of cut, or 
both, must be reduced. In internal grinding, where D is smaller than 


d the criterion approximates to 


hoH 

V 2 D 


which indicates that with a small 


wheel the work speed and depth of cut may have to be reduced to avoid 
excessive wheel wear. 


For a fuller consideration of the theory of grinding the reader is 
referred to Guest’s book and also to a paper bv R. V. Hutchinson in 
Trans. S.A.E., March, 1938.. 

In practice work speeds range from' 10 to 70 ft. per second, and for 
finishing cuts are sometimes made 25-50 per cent higher than for 
roughing. The cuts taken during roughing range from as little as 
0*0005 in. on small work up to as much as 0*005 in. on large work and 
with heavy machines. Finishing cuts are of the order of 0*0005 in. or 
less and the last three or four traverses of the work may be given without 
putting on any cut; the wheel will generally take a very fine cut during 
these final traverses because of the very slight spring of the work and the 
machine under the forces due to the preceding cuts. This procedure is 
sometimes referred to as “ sparking out ” because the sparks due to the 
cutting action of the wheel gradually fade out during the last few 
traverses.. It has been established that when a wheel is only just 
s< sparking ” the cut it is taking is only about 0*00001 inch. 

In cylindrical grinding the directions of rotation of the work and 
wheel are usually as indicated in Fig. 281, but sometimes the work 
rotates in the opposite direction to the wheel. The allowances left on 
turned work for removal during grinding are usually about 0*005 in. to 
0*020 in. depending on its diameter and length and on the kind of finish 
left by the previous operation. Work is frequently rough ground on one 
machine and finish ground on another; the finish, grinding allowance 
will then usually be about 0*002 in. 


Examples of Cylindrical Grinding Work. In Fig. 283 a method 

of grinding a taper on work held between centres is shown. The wheel- 
head slide A is swung round through the semi-apex angle of the taper a, 
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and the wheel is traversed to and fro parallel to the face of the taper by 
the cross-feed mechanism. The cut can be put on, and the size regu¬ 
lated, by moving the work table ; normally the work table is locked while 

taper grinding by this method is done. 
In a plain machine in which the wheel 
head can be swivelled, but not the 
wheel-head slide, the example just con¬ 
sidered could be done only by employ¬ 
ing a wide wheel and taking a plunge 
cut. Fig. 284 shows two methods of 
grinding a shoulder or flange at the 
same setting as the cylindrical part of the 
work. At (a) the wheel axis is parallel 
to that of the work and the squareness 
of the shoulder with the shaft depends 
largely on the accuracy of the dressing 
of the side of the wheel. Better results 
can be obtained by slightly recessing the 
side of the wheel and then finishing the shoulder by cross-feeding the 
wheel head. In these methods the arc of contact when grinding the 

shoulder may be very long and this may cause 
trouble through overheating ; it is not un¬ 
known for hardened work being ground in this 
way to be softened by the heat or even for 
fiB pieces to break out of the surface. The 
method shown at (b) is much to be preferred ; 
here the wheel axis is swivelled round and 
the wheel is dressed to the angular shape 
shown. If the face X of the wheel is wide 
enough then the shoulder can be finished by 
a plunge cut, but otherwise the cross-feed of 
the wheel head must be used. For special 
purposes where numerous shoulders must be 
Fig. 284. ground plain machines are built with the 

wheel axis set round at 45 degrees to the 
work-table ways. Special wheels, which are in effect two wheels as 

f[ 
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indicated by the dotted line in Fig. 284a, are obtainable and are some¬ 
times used, when fillets and shoulders have to be ground, in order to 
reduce the amount of dressing necessary on the corner of the wheel 
Figs. 285 and 286 show two examples of plunge cut grinding on semi¬ 
automatic machines. The former is done in 12 secs, and the ktterTr. 
17 secs. 

_ Grinding. This can be done on ordinary cylindrical grinders 

if they are fitted with an internal grinding spindle, but just as the boring 
machine is better adapted for boring operations than is the lathe so the 
internal grinding machine is better able to do internal grinding than is 
the ordinary cylindrical grinder. 



Fig. 287. 


Internal grinding machines may be divided into two groups : (a) in 
which the work rotates, and (b) in which the work does not rotate. An 
example of the first type is shown in Fig. 287. The work is held in a 
chuck on the spindle of the work head seen at the left, while the wheel 
spindle is carried on a slide which can move across the saddle which is 
seen on the machine bed. The saddle can travel to and fro on the bed 
ways and is actuated hydraulically. The universal machine differs from 
the plain one illustrated- chiefly in that the work head is carried on a 
swivel so that the axis of rotation of the work can be placed at an angle 
to the bed ways and thus taper holes can be ground. In these machines 
the work head is sometimes carried on a cross-slide at right angles to 


Ui 
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the bed ways while the wheel spindle is carried direct on the saddle 
In inadunes of the second type, group b, the work is held on a tahle 
which can be traversed to and fro parallel to the axis of the wheel spffid 
wh.ch rotates m bearings in a large cylindrical member which itself Z 
rotate in bearings in the frame of the machine. The axis of rotat on 
the member carrying the spindle bearings is made to coincide with the 
axis of the hole being ground and means are provided to enable the 
distance between that axis and the axis of rotation of the spindle tob 
varied so as to regulate the size of the hole being ground. The 
wheel in these machines thus has a planetary motion and the machine 
are sometimes called “planetary type” machines; they are obviousff 
best ada p te<i^t° the grinding of holes in asymmetrical bodies whTch 

(se°e U Chaptefl8) * r ° tate ’ ^ ^ iS n ° W COmmonly “ honed ” 

j!r rnaI gr “ din ^. wheeI must necessarily be smaller than the 
hole being ground and thus very small wheels are often inevitable and 

Tom‘i7 c V£'"t- be ray higk ’ som " i ™ 

30,000 r. P .m These high speeds, m conjunction with the limited space 
\ ailable, make the design of internal wheel spindles very difficult Ld 
considerations of ng.dity limit , he depth of hole that cZ sati.faclo* 

anaSi* f ? ff° Ut -m 8 d \“'" OT ' ®« 70 iid this limit the aceutac’v 

attainable falls off rapidly and so deep holes are not usually ground but 

th^ t0a ? atIC F Zi ? g ' In recent y ears much progress has been made in 

time manv n mlh machines automatic and at the present 
time many machines, particularly internal ones, are fully automatic 

except for the insertion and removal of the 
work. In order to obtain automatic opera¬ 
tion it is necessary to have a device to regu¬ 
late the size of the work and to maintain it 
within the prescribed limits regardless of 
wheel wear ; some of these devices will now 
be described. 

The principle of the “ Precimax ” auto¬ 
matic sizing mechanism developed by John 
Lund, Ltd., of Keighley, is indicated in Fig. 
288. Abell-crank lever A is pivoted at Band one 
arm, provided with a diamond rubbing tip, bears 
t . on wor k being ground. The other arm is 

^ged to intercept the rays of light passing from a source C, which other¬ 
wise would fall on the photo-electric cell D, when the work reaches the right 

LLw T 1 * 1011 ° f „ the ll§ht fayS P roduces a chaia ge of current through 
poo e ectric cell and, after amplification, this change is used to 



—[pi 
o 

CD 

-- 



U 



Fig. 288. 
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stop the In-feed of the grinding wheel and to bring about the withdrawal 
of the wheel head. If It Is desired the work can be made to perform 
any specified numbers of traverses after the wheel feed has been stopped, 
in order to enable any slight spying of the work and machine to be 
eliminated and the. wheel to " sparkout.” With this device work can 
be obtained to limits of i0*0001 with great regularity and speed ; the 
wheel must be dressed occasionally bv the operator In order to maintain 
a good finish on the work. 

In the Heald Internal grinding machines the work size is automatically 



Fig. 289. ' 

kept constant by feeding the wheel forwards by a very small amount, 
just before the final traverses are given, and dressing it by a diamond 
whose position relatively to the axis of the work spindle is fixed according 
to the size of the hole being ground. By giving a fixed number of 
traverses after the wheel had been dressed the work size can be maintained 
within close limits. 

In another system the In-feed of the wheel is made automatic and a 
plug gauge with two steps is automatically, and at short intervals, pressed 
against the back end of the hole, being ground ; when the first step of the 
gauge enters the hole the in-feed of the wheel is stopped, the wheel Is 
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dressed by a diamond, and then the in-feed is started again and continues 
until the second step of the gauge enters the hole ; the machine then 
stops. The principle of the Solex pneijmatic gauge (see p. 310) has 
recently been applied in an automatic sizing mechanism. 

Fig. 289 illustrates the Pratt continuous gauge now being used exten¬ 
sively on cylindrical grinding machines. It enables a continuous 
indication of the work size to be observed during grinding. 

Surface Grinding. Machines for grinding plane surfaces are very 
widely used and may be divided into two distinct groups : (a) Those in 



Fig. 290 . 


which the edge of the grinding wheel is used, and (b) Those in which the 
face of the wheel is used. 

In the first group the wheel is narrow compared with the work and 
the plane surface is obtained by traversing the work to and fro beneath 
the wheel and by feeding the work (or sometimes the wheel) across 
perpendicular to the direction of traverse, by an amount nearly equal to 
the width of the wheel, between the traverses. This type of machine is 
built in several forms ; a typical small machine is shown in Fig. 290. 
The work table reciprocates on ways on the saddle which itself slides on 
ways on the bed in a direction parallel to the wheel spindle. The latter 
is carried in a head which can slide up and down long vertical ways 






The Grinding Process W7 

formed on the back of the bed casting, in r..:r.t-r kr-.-r — 

work table slides directly on the bed wavs ai;b the vhe.-h c~—w 1 • 

head that can be moved horizontally peroer.dicuhr w - *- t . * 

The wheel head in turn is carried in a saddle that can .hiie w an.l f ' n 
the face of a column fixed to the bed. For certain .--wjuI T * ,~k £ M 
piston rings, circular saws, and discs, etc., the work take h n.aie eirchw 
and rotates instead of reciprocating. Verv Lrve machines - the M n- 
wheel type are built rather like planing machines vdth a cr w-hearn 
carried on columns on either side of the work table. 

In the second group the wheel diameter is made urwvr dm:: tre 
width of the work being ground and the work is traversed :•; w.d fr 
past the wheel which is fed axially Ithat is, perpendicularly t , the * wane 
being ground) in order to put on the cut and V, revidate the vhn f tl c 
work. In this type of grinding the arc of contact between t.w vhecl 
and the work may be very long compared with the lengths met in ad w- 
wheel grinding. Long arcs of contact generally imply grew hemtmc a: 
the work unless special precautions are taken, and in vwrhw rnvLr „ 
with face wheels the supply of coolant must be plentiful and ccume grit, 
open structure, soft grade wheels must be used. Seumeuw; vhmdskre 
veip* commonly used. Face-wheel surface grinding is much c nicker than 
edge-wheel grinding and it is used chiefly for quantity production manu¬ 
facturing work ; it is not usually considered capable of rrouucinu work 
to such narrow limits as are possible with edge-wheel grinding. 

Face-wheel surface grinders are built in several forms. In me form 
the wheel spindle is vertical and is carried in a head that is adkisUblc 
vertically on the column of the nikchine ; the work table reciprocates on 
the bed ways. In another form the work table again reciprocates hut 
the wheel spindle axis is horizontal and the work is ground on its vertical 
face. In a third form the work table is circular and rotates about a 
vertical axis underneath the wheel, whose axis is also vertical ; machines 
of this kind have been built with two wheel spindles, tire reward nr cut 
taken by one wheel being followed immediately by the ifrdshirr cut ex' 
the second wheel. 

Holding the Work in Surface Grinding. The commonest method 
is by means of a magnetic chuck; this is nothing more than a multi¬ 
polar magnet whose surface is accurately flat to receive work and which 
is adapted to be clamped to the machine table. The magnet is usually 
an electro-magnet but, with the development of improved magnet sleek* 
permanent-magnet magnetic chucks . can now be made satisfactorily. 
The chucks are bolted to the tables of the machines and hold the work 
by .magnetic attraction. In some machines the magnetic chuck is built 
in as an integral part of the work table. Magnetic chucks are some¬ 
times- used on cylindrical grinding machines. Generally speaking, work 
that has been held on a magnetic chuck must be demagnetised on a 
19 
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demagnetising fixture after grinding. Other methods of holding the 
work are similar to those used in shaping and planing machine practice. 

Centreless Grinding. In this process the work is supported bv a 
support blade and is held up to the grinding wheel by a regulating wheel 
as indicated in Fig. 291. The speed of rotation of the work is deter¬ 
mined by that of the regulating wheel and may range from 50 to 200 ft. 
per minute. The supporting surface of the support blade is inclined to 
the line OP joining the centres of the two wheels at some angle x as 
shown and this angle varies with the work being ground, but is usually 
between 3 and 20 degrees. The support blade is positioned so that the 
axis of the work lies slightly above the line OP except in machines 
operating on long bars or rods, when the work centre is kept below the 
line OP. Raising the axis of the work speeds up the rounding action, 



which occurs roughly as follows. Suppose the yvork to have a high spot 
on it, then, when that spot comes into contact with the regulating wheel 
the work will be pushed towards the grinding wheel and a low spot will 
be formed on the other side of the work, but, because of the inclination of 
the support blade surface and because the axis of the work is above the line 
OP, the low spot will not be quite opposite the high spot nor will the 
depth of the “ recess ” formed be as large as the height of the “ bump.” 
When the high spot comes round into contact with the grinding wheel 
the previously formed low spot wdll not be in contact with the regulating 
wheel and so the high spot will be ground off. Now consider a body 
having a low spot on it. When the low spot comes round into contact 
with the support blade the work will sink slightly and, since the grinding 
and regulating wheel surfaces are closer together at RS than they are at 
TU, the grinding wheel will grind away the work slightly. Thus, 
whether the work has high or low spots on it, it will ultimately be brought 
to a circular cross-section and, actually, the process is a rapid one. 

The regulating wheel is usually a rubber bonded grinding wheel of 
fine grit (about 80) and strong bond, but vitrified wheels are also used 
although they do not give such good surface finishes. The grinding 
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wheels are selected according to the same general principles as in other 
grinding operations. 

Centreless Grinding Methods. There are two distinct methods of 
operating centreless grinding machines. One, which is often called the 

through-feed method, keeps the regulating wheel axis fixed in position 
relative to the grinding wheel and feeds the work through between doe 
wheels parallel to their axes. At each end of the support blade the work 
is supported in a \ -shaped trough, that on the ingoing side having an 
inclined portion so that the weight of the work resting on it will auto¬ 
matically feed the work in between the wheels. Once the work has been 
entered between the wheels it is fed through 
automatically because the regulating wheel axis 
is, actually, slightly inclined to the grinding wheel 
axis and support blade surface ; hence, as is in¬ 
dicated in Fig. 292, the tangential force between 
the regulating wheel and the work has a com¬ 
ponent / which can feed the work through. 

Because of the tilt of the regulating wheel, axis 
that wheel is not made cylindrical; its shape is 
actually that of a hyperboloid of revolution, but 
it is obtained quite simply merely by feeding the 
dressing diamond parallel to the work blade sur¬ 
face. This results in line contact between the regulating wheel and the 
work whereas, if the former were cylindrical, the contact would be only 
point contact. 

In the second method of centreless grinding the regulating wheel is 
moved back to allow the work to be inserted and is then fed forward 
slowly until the work is ground to size, when it is moved back again 
and the work is removed.' This method must be used whenever'the 
work has a shoulder or is not .a plain cylinder. It is commonly called 
the in-feed ” or u plunge-cut ** method. By suitably dressing the 
wheels to shape, quite complicated shapes maybe ground by this method ; 
an end stop is then required in order to position the work axially. Simi¬ 
larly, by providing suitable external work supports quite heavy and 
awkward objects, for example, the tubular ends of a motor car rear axle 
casing, may be centreless ground. 

The accuracy attainable in centreless grinding is equal to that obtain¬ 
able with ordinary grinding but when very close limits are specified it is 
generally necessary, for the best economic results, to put the work 
through several machines thereby reducing the corrections to be made 
in each machine. A motor-car gudgeon pin, for example, might receive 
three roughing passes each removing about 0*005 in. of stock and then 
five finishing passes, the stock removed ranging from about 0*0015 in. 
on the first pass down to 0*0003 in. on the last pass. Such pins are 
commonly held to limits of ±0*0002 in. 


GREDING WHEEL 
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Centreless grinding machines sometimes produce work which though 
it is constant in diameter is not cylindrical. A three-sided figure of 
constant diameter is shown in Fig. 293, but the work 
occasionally produced on centreless grinders will generally 
have a greater number of “ sides.” The lack of cylindri- 
cality of such work is at once apparent if it is tested, by 
means of a dial indicator, while it rests on a V-block, as 
Fig. 293. indicated in Fig. 315, p. 308. 

The Heald Company has produced an internal centreless 
grinder in which the work is supported between three support wheels. 

One advantage of internal centreless grinding is that concentricity of 
outside and inside surfaces is automatically ensured. 

Tool and Cutter Grinding. These two branches of grinding practice 
are distinctly separated not only from the machine-shop grinding hitherto 
considered but also from each other. By tool grinding is meant the 
sharpening of single-point tools of the lathe type and by cutter grinding 

the sharpening of all forms of cutter 
of the milling type, including reamers 
and twist drills. Tool grinding is 
nowadays done chiefly “ off-hand,” 
this term signifying that the tool is 
held up to the grinding wheel by 
hand although it is usually supported 
on some sort of a rest, as indicated 
in Fig. 294, which shows a modern 
four-wheel tool grinder ; the rest may 
be set so as to determine the angle at 
which the surface of the tool is 
ground. Grinding is done on both 
the periphery and on the side or 
face of the wheel; the former 
method is faster than the latter and 
is less likely to introduce trouble due to overheating of the tool but it has 
the drawback, which may be serious with cemented carbide-tipped tools, 
that it involves undercutting of the cutting edge as is indicated in 
Fig. 295. Tool grinding is done both wet and dry, 
k~ — 1 (h— 1 | but when water is used it should be plentiful in j 

JjV — ' '-' quantity ; a restricted supply is worse than useless and ..j 

wiM introduce a great risk of cracks being formed. 
effective clearance ancix | n grinding cemented carbide-tipped tools it should i 

Fig. 295. always be remembered that the tip material is com- j 

paratively weak in tension and anything likely to set j 

up tensile stresses should be avoided ; for example, grinding a tool with 
the tip at the bottom as shown’in Fig. 296, It is also important that 



Fig. 294. 
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tipped tools should not be id! \t d to become ^r: Tv i^bei : fmwri: 

light regrinding is much more economical toon infrequent beam urmdina. 
Special wheels are made frr crinihj vvw ted ewb ; :e- t oi V 

the wheel makers 5 recommendations shov'd ‘v rolbovcb ; ' __ 

grinding them, with ordinary wheels is an nmatisfactor/ , F=— 
procedure. It is important that the grind in 2 wheel shvhd 
run true and the grinding machine be rigid and free from * ; ‘ 
vibration. In all off-hand grinding operations it is desirable to keen 
the work moving on the face of the wheel. 

Gutter Grinding. This is done on special cutter grinders which mav 
be relatively simple in construction but which tend to become more and 



Fig. 297. 


more complex as the range of types of cutter they can undertake is 
extended. A typical machine is shown in Fig. 297. The amounts of 
metal that have to be removed in 
cutter sharpening are comparatively 
small and so cutter grinders are com¬ 
paratively light in construction ; it 
is important, however, that vibrations 
should not occur. Most machines 
work dry, and soft, free-cutting 
wheels are used in order to avoid 
drawing the temper of the cutter 
edges. Both the peripheries and. the 
faces, of disc wheels are used and cup wheels are also employed ; it is im¬ 
portant that they should be used in such a manner that the shape of the land 



TRlWEL OF CUTTER PEJTOOC-’iAH TO FWPQT 
JaJ tNGQRRBCT . {b) CORRECT 


Fig. 298. 
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of the cutter being ground, and its clearance angle, depends primarily on 

the setting of the machine and not on the accuracy of truing of the wheel 

or on the way. the wheel wears. 
Fig. 298 indicates incorrect methods 
at a and correct methods at b. The 
correct clearance angle is obtained by 
setting the cutter properly in relation 
to the grinding wheel and this is 
done by means of tooth rests , against 
which the cutter teeth are held by 
hand, in conjunction with the verti¬ 
cal adjustment of the work table in 
relation to the wheel axis, as is indi¬ 
cated in Fig. 299, from which it is 
seen that H, the difference in level 
of the wheel and work axes, is given 
by H=R sin oe where R is the radius of the wheel and a is the desired 
clearance angle. 

In grinding with the cup wheel the tooth being ground should be set 




so that it intercepts the hollow part of the w 7 heel as indicated by the line 
XX in Fig. 300, and not as indicated by YY. With long cutters, as for 
example reamers, the cutter axis GO (Fig. 301) 
must be set slightly out of square with the wheel 
axis so as to make the wheel cut on one side 
only. The necessary clearance angle is obtained 
by the setting of the tooth rest in relation to 
the axis of the cutter, as indicated in Fig. 302. 
The height h is given by h=r sin a where r is 
the radius of the cutter. 



Twist Drill Grinding. It has been men¬ 
tioned that it is important that the 
cutting edges of a twist drill 
should be equal in length and 
equally inclined to the drill axis ; 
the clearances behind the cutting edges should also be 
equal although, provided the clearance is sufficient, this is 
a secondary matter. Numerous drill grinding ‘machines Fig. 303. 
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are now available which ensure correct grinding of twist drills, but after 
grinding on these machines it is generally desirable to thin the drib 
point as indicated in Fig. 303 by off-hand grinding on a cutter erinder. 

Miscellaneous Grinding Machines. Special machines are made 
for grinding crankshafts, camshafts, worms, screw-threads and eear- 
wheel teeth and splined shafts. Crankshafts are ground by the plunge- 
cut method and wheels are trued to the correct radii at the corners so as 
to grind the fillets between the pins or journals and the webs ; rent large 
wheels are used partly in order to provide sufficient clearance and partly 
to increase the output. 

The underlying principle of the camshaft grinding machines is shown, 
diagrammaticallv, in Fig. 304. The camshaft A rotates between centres 
in a bracket B, which can swing about a pivot 
C in a bracket D which is part of, or is bolted 
to, the work table of the machine. The drive 
to the camshaft is through a short shaft 
carried in the bracket B and on which are 
mounted master cams E which are held up 
against a follower roller F by a spring acting 
on the bracket B. The master cams then 
swing the bracket to and fro so that the grind¬ 
ing wheel grinds the cams to the correct pro¬ 
file. The shape of the master cam is not 
merely an enlargement of that of the cam being 
ground, but must allow for the swing of the 
bracket B and for the difference in size of the 
follower F and the grinding wheel. If the 
size of the latter departs appreciably from the size for which the master 
cam was made the profiles of the cams ground will be inaccurate. I he 
master camshaft has as many cams as the shaft being ground and the 
follower roller is moved along into contact with the appropriate cam as 
the shaft is indexed along so as to bring the .cams successively m line 
with the grinding wheel. The machines are made fully automatic except 
for the loading and unloading. The master cams can be ground to 
shape by substituting a prototype cam for the camshaft, a steel disc for 
the grinding wheel and a grinding wheel for the follower roller and by 
other methods. 

There are several methods by which screw-threads can be ground ; 
one uses a grinding wheel having a single rib formed to the shape of 
the thread space and the work is traversed past the wheel several times. 
The work is, of course, geared to the lead-screw of the work table. Cuts 
: of the order of 0*010 in. deep may be taken, but the crest radius must 
be ground as a second operation using another wheel. By using a wheel 
having two or more ribs the crest radius can be ground simultaneously 


r 
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with the rest of the thread. If a wide multi-ribbed wheel, which is 

tapered at one end, is used the work need make only a single traverse 
past the wheel Comparatively short threads can be machined bv a 
plunge-cut method using a multi-ribbed parallel wheel equal, or slwhtlv 
greater, in width to the work. The latter rotates quite slowly and makes 
only a little more than one revolution ; this method is most suitable for 
threads that run close up to a shoulder. Many problems have had to be 
solved during the development of the modern thread grinding machine. 
The chief of these have been the evolution of satisfactory wheels and 
suitable methods of dressing them to shape. The latter may be done in 
three main ways : first, by means of a diamond which is guided bv a 
large former or template whose size is reduced by means of a pantograph 
mechanism ; this mechanism is built as part of the machine and can be 
brought into action without taking the work out. Secondly, by means 
of a diamond carried by a fixture on the tailstock of the machine and 
which is moved in and out, in synchronism with the movement of the 
work table, by a cam which is geared to the work-table lead-screw. 
Thirdly, by pressing hardened rollers against the wheel and revolving it 
slowly ; the rollers are ground to shape by means of wheels formed by 
one of the preceding methods. Internal thread grinders are available 
and most machines are fitted with projection enlargers which throw an 
enlarged <c shadow ” of the thread profile being ground on to a screen 
so that the operator can see the progress of the work. In grinding threads j 
from the solid the greatest wheel wear is on the crests of the ribs and to ! 
reduce the amount of wheel dressing two wheels mounted a short I 
distance apart on the same spindle may be used or the work may be put j 
through separate machines for roughing and finishing. In the latter case j 
registration of the work with the wheel of the second machine may be 
obtained by keeping the driving carrier on the work when it is transferred j 
from the first to the second machine. Thread grinding machines have 
reduced the times required for the production of accurate threads on ! 
hardened work to a few minutes and have enabled work to be machined 
which cannot be done by a die-head. 

For a review of the development of thread grinding machines and 
methods the reader is referred to a paper by S. J. Harley, Proc . I. Meek E n ; 
Vol. 141. 'I 

Gear tooth grinding machines may be divided into copying and 
generating machines. The former use a "wheel which is shaped to corre¬ 
spond to the tooth space and the wheel is traversed to and fro parallel to 
the axis of the gear being ground. The gear is usually indexed one tooth 
between each complete traverse of the grinding wheel head so as to avoid 
local heating and to distribute the errors due to wheel wear. The wheel 
is trued by means of diamonds which are guided by master formers and 
pantograph mechanism ; the truing mechanism usually operates auto- j 
matically just before the final cut is taken. One advantage of the formed 
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wheel type of machine is that modifications t .> Wi* tree hr 
shape are easily made. Generating gear tooth grinders ;d: 
shaped wheels whose faces are made to represent the strait 
rack tooth. This imaginary rack tooth is roiled in svr.ehrordsm with the 
gear being ground just as the cutter is rolled in the rack cutter type 
machines. The generating machines may he divided into those 
employing extra large wheels, and (b) those employing small wheels in 
conjunction with special truing devices. In the former the wheel is 
made large so as to reduce its wear, while grinding a single eear, to 
negligible amounts and the use of large wheels makes it unnecessary, 
with the gears that are normally ground, to provide anv traverse parallel 
to the axis of the gear. The generating motion is usually triven entirely 
to the gear being ground. This type of machine cannot zrind the smaller 
of two integral wheels if those wheels are close together. In the machines 
using small wheels, of which the Maag machines are the principal repre¬ 
sentatives, it is essential to provide some compensation for wheel wear. 
In the Maag machines this is done as follows. At frequent intervals s 
“ feeler ” diamond is, automatically, moved up until it comes into contact 
with the operative edges of the wheel. If the latter has worn since the 
previous dressing by more than a certain amount, the increased travel of 
the feeler diamond closes electrical contacts which causes the wheel to be 
fed axially by a small amount and then to be trued by a diamond whose 
position ensures that the face of the wheel is kept coincident with the 
side of the imaginary rack tooth. Two wheels are used in the Maag 
machines, one operating on one side of the teeth and the other on the 
other side. Each wheel has its own compensating device. The 
generating motion is given entirely to the gear, which is also traversed to 
and fro axially. 

Splined shafts are usually ground by means of formed wheels. 






Chapter 20 


HONING, SUPER-FINISHING AND LAPPING 

Honing is akin to grinding in that it uses the same abrasives held by 
the same bonding materials, but otherwise it is very different. In honing 
a surface a block of bonded abrasive is pressed against the surface with a 
more or less constant force and the block is then slid to and fro at a 

comparatively slow speed. The action 
is a cutting one, the abrasive particles 
taking minute cuts very much as in grind¬ 
ing, but the amount of metal removed is' 
generally quite small and the process is 
essentially one for eliminating local irregu¬ 
larities of the surfaces operated on rather 
than shaping the surface as a whole. 
Honing was first applied, in machine 
shops, to the finishing of internal com,- 
bustion engine cylinders and is still mainly 
used for internal cylindrical work although 
it is also used for external work. 

, Two typical hones are illustrated in 
Fig. 305 and a honing machine in Fig. 306. 
They consist essentially of a body member 
provided with a number of slots in which 
the stone-carriers are free to slide radially. 
The stone-carriers can be pressed out¬ 
wards by two conical portions of a shaft 
situated inside the body and operated from 
the upper end of the hone by mechanical 
or hydraulic means. The stone-carriers 
are held against the regulating cones by 
coil spring circlips. The hone body is 
connected to the spindle of the honing 
machine by means of two universal joints 
Fig. 305. so that the hone is not constrained, except 

as regards rotation, by the spindle but is 
positioned and guided entirely by the hole being honed. The hone is 
rotated at a speed which, during any particular operation, is constant 
and is reciprocated in and out of the hole at a constant number of strokes 
per minute. The stroke is such that about one-third of the length of 
the hone stones emerges at each end of the hole. When a blind hole 
is being honed the machine can be set to provide a dwell while the hone 
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Is at the bottom of the hole. During honing the stones are flooded with 
a lubricant, usually paraffin. As a general practice the operation is 
carried on for a definite time which is established by trial. 

The honing process is not really suitable for correcting the shape of a 
hole although it will gradually reduce the errors in circularity and, more 
rapidly, that of taper ; hence it is important that the work should be 
rough machined to fairly close limits, the honing being used to produce 
the final surface finish only. The amount of stock generally removed is 



Fig. 306. 


about 0*0005-0*005 in. The speed of rotation is such that the surface 
speed of the hone is from 200 to 300 ft. per minute, while the axial move¬ 
ment is at an average speed of about 70 ft. per minute. As has been 
pointed out-in the previous chapter the chief advantages of honing over 
internal grinding are that the accuracy attainable does not depend appre¬ 
ciably on the depth of the hole and, secondly, the time required to remove 
a given amount of stock and to produce a given finish is less. 
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Super-Finishing. This name has been given to a process for finishing 
the surfaces of parts which was developed at the Chrysler motor-car 
factor}* in America some years ago. It has been described by D. A. 
Wallace in Trans. S.A.E., February, 1940, from which paper much of 
the following information is taken. The process consists essentially of 
rubbing very fine grit abrasive stones over the surface of the work under 
very light pressures and with a flood of lubricant, while the stone is given 
a rapid oscillation of small amplitude (about in.) at right angles to the 
direction of motion of the work. 

Silicon carbide has been found to be the best abrasive for use on cast 
iron, and aluminium oxide for steels. The grits used are 320, 400, 500 
600 and 1,000. The bond used is the vitrified bond and, as in grinding, 
the harder the steel the softer the bond used, but even on soft steels the 
bond is only a medium one. The pressure between the stones and the 
work ranges up to about 20 lb. per sq. in. 

The work speed ranges from 15 to 40 ft. per minute for the early 
roughing stages and from 50 to 100 ft. per minute for finishing; parts 
are, however, commonly finished in a single operation and the work 
speed then ranges from 40 to 70 ft. per minute. For short parts, not 
exceeding about 2-3 in. in length, the stones are made as long as the part 
and receive only the oscillatory motion ; for longer parts a longitudinal 
traverse is superimposed on the oscillatory motion. This traverse is at 
the rate of xg-f in, per revolution of the work. 

The amount of stock removed during the process varies from 0*0001 
to 0*0020 in. and depends chiefly on the degree of finish left by the 
previous operation. 

The time taken for superfinishing a surface depends of course, on the 
finish required and the finish left by the previous operation. It depends 
also on the length of the part. For short ground parts the time is of the 
order of 10-60 seconds. 

The measurement of the smoothness or roughness of surfaces is a 
matter that has only come to be considered in recent years and the 
methods used cannot be described here, but it will be found that although 
different methods and instruments give somewhat different results a 
given instrument can give consistent results and can grade a number of 
surfaces in order of increasing smoothness. In the Profilometer the unit 
in which the reading is obtained has been named a “ micro-inch ” ; it is 
actually an arbitrary unit. Using a profilometer the following readings 
are typical of various surfaces : 

Surface finish Profilometer readings 

Rough turned. 100-200 

Finish turned.50-100 

Rough ground.15-50 

Finish ground.10-25 

Honed ........ 2-8 

Lapped . . 2-12 

Superfinished , . . . . 2-10 
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The Advantages of Superfinishing. The p.-ir.drsi ddm r.ni- rhr 

superfinishing is that it greativ reduces the mbiT r , r *•' ^ 

where motion occurs j a secondary claim is that it **£ ‘'’em'- *=■» -v-mm- 

between the parts. Undoubtedly* these claims are ; nstfi7d 

the process is not at aii costly, it’will undoubted'v beconw wWW u^em 

Mother advantage is that localised annealing of hirueneisluTbruj'*: 

about by overheating during grinding is shown up. the armeliei'srots 

appearing greyer than the unannealed parts. 

The reason why a superfimished surface wears less than others is 
thought to be partly, if not wholly, due to the rrieta!lurches! conuithn of 
the surface layers and Fig. 307, which is taken from 'D. A. Wallace’s 



THICKNESS OF .LAYERS IN ANGSTROM UNITS 
S ANG5TR OM UNIT * \/^CM. 


Fig. 307. 


# 

paper, previously mentioned, shows the difference between ground, 

lapped, and superfinished surfaces. 

The chief differences between the ground and superfinished surfaces 
are seen to be (a) a great reduction in the thickness of the layer 2 (Fig. 307) 
of loose fragments, (b) a great reduction in the thickness of the layer 3 of 
strained crystals, (c) the elimination of any overheating of the strained 
crystals, and (d) the absence of any trapped abrasive. 

Lapping. This is a process by means of which two surfaces are made 
to conform, the one to the other, as closely as is possible of achievement 
by any means. Briefly it consists in nibbing the surfaces together, with 
a very thin layer of very fine abrasive between them, until the surface 
irregularities are removed and the two surfaces fit closely. Lapping is 
also used for only one surface of a mating pair, for example the.shaft 
2 nd not the bearing brass, but in this case, the place of the mating body 
is taken by a separate' lap and the lapping process makes the surfaces of 
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the lap and shaft conform and brings each of them to cylindricality. 
This is, perhaps, the commonest form of lapping and it will now be 
described. 

Laps are made of various materials but cast iron is most commonly 
used ; wood is fairly common and steel, brass, and lead rather less 
common. An external lap is shown in Fig. 308. ' It Is 
split by a saw cut and can be closed in by tightening one 
or more screws A. The diameter of the hole D is made 
the same as that of the piece to be lapped and the hole 
is, of course, bored before the saw cut is made. Internal 
laps are made to expand, various means being used to 
achieve this result; as the amount of adjustment required 
is very small indeed quite primitive expanding devices 
will serve. 

The abrasives used are silicon carbide and aluminium 
oxide in flour form, natural-emery flour, diamond dust, rouge (ferric oxide, 
Fe 2 0 3 ), green rouge (chromium oxide, Cr 2 0 3 ), boron carbide B 4 C, and 
crocus powder. Lapping usually starts with a comparatively coarse emery 
flour, is continued with finer flours, and is finished with rouge or crocus 
powder. The abrasives are used in the form of a paste, oil, paraffin, or water 
being used for the binding medium and the consistency being usually that 
of thick cream. The abrasive paste is put on to the work or lap by hand 
or by coating a flat plate and rolling the work or lap on it. External laps 
can be charged by rolling a bar (smaller in diameter than the lap) on a 
charged surface plate and then rolling it inside the hole of the lap. The 
lap is then transferred to the work and is closed' down until it can be 
moved only by a light effort. It is then moved to and fro over the work 
with a kind of figure of eight movement. After this has gone on for about 
10-20 seconds the lap is rotated slightly to a new position and the motion 
restarted. The process is continued, with new changes of the abrasive 
paste at intervals, until the surface approaches the required size ; the 
abrasive is then changed for the finer grades so as to improve the surface 
finish until finally the work' is brought to the required size and is left 
with the desired surface finish. The process may take anything from a 
few minutes up to several days. 

Lapping should be distinguished from polishing. The surface left by 
lapping does not usually have a bright shiny appearance but a matt one, 
whereas the essence of polishing is to produce a shiny surface. Lapping 
definitely removes metal from the lapped surface although the amount 
may be only a few ten-thousandths of an inch, whereas polishing does 
not as a rule remove any appreciable amount of metal. Lapping improves 
the geometrical shape of the body lapped both generally and locally, 
whereas polishing does not. Lapping is essentially a cutting process, 
while polishing consists of producing a kind of plastic flow of the surface 
crystals so that the high spots are made to fill the low spots. 



Fig. 308. 
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hen lapping the ends of slip or block gauges and measuring- rods it 
is necessary to use some device to enable the lapsed surface to he -fen* 
square with the axis of the block or rod ; Fig. 309 shows such a device!' 
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Fig. 309. 


Machine Lapping. Lapping by hand is too slow to be used much 
commercial!} and is confined to the manufacture ot stances and snecia'" 
equipment. Lapping has, however, been converted from a pureh* hand 
operation to one which is partly or wholly a machine operation. In the 
lapping of the plungers and barrels of diesel-engine fuel-injection pumps" 
for example, the lap is continuously rotated by power and the hand" is 
used merely to move the plunger or barrel to and fro axiallv. In this 



way the time required for lapping is reduced to a matter of minutes 
instead of hours and the plungers are obtained accurate to ±0*001)05 in. 
Gudgeon pins for internal combustion engines are now lapped hv a 
purely machine process. A number of pins are placed between two 
plates, A and B in Fig. 310, whose surfaces have previously been lapped 
flat. The pins are placed in slots in a holder C so that their axes XX are 
not quite radial. The plates A and B are rotated and the holder C is 
given an oscillation of about 1 in. amplitude. A stream of paraffin in 
which fine abrasive flour is suspended is fed to the centre of the plates 
and flows outwards and the pins are thus gradually lapped to size. 




Chapter 21 

METHODS OF MEASURING. MEASURING 
INSTRUMENTS AND GAUGES. LIMIT 
GAUGING 

The methods used for making measurements in machine shops and 
gauge rooms are very diversified, ranging from the use of ordinary steel 
rules to the use of extremely accurate measuring machines. The in¬ 
creasing complexity of modern mechanisms and the advances made in 
their loading have resulted in the allowances and tolerances allotted being 
gradually reduced until they are only a fraction of what they were ten 
years ago. This in turn has made the necessity for accurate measure¬ 
ment greater than ever and methods which were once used only in metro¬ 
logical laboratories are now in common use in gauge rooms. The method 
to be adopted for making any particular measurement depends primarily 
on the accuracy required and an attempt has been made in Table I 
below to give an indication of the order of accuracy possible with various 
methods of measurement. 

In order to fix our ideas let us consider a specific measurement, namely, 
the diameter of a cylindrical plug about 1 in. in diameter. 

The principal methods available are listed below : 

1. Graduated scales and tapes. 

2. Callipers set to graduated scale. 

3. Callipers set to a plug gauge. 

4. Sliding vernier callipers. 

5. External micrometer used direct. 

6. External micrometer set to plug or block gauge. 

7. Dial indicator or other magnifying instrument. 

8. Measuring machine using graduated scale. 

9. Comparator. 

The use of a graduated scale is only practicable if the end of the plug 
is square with the axis of the plug and if the corners are sharp, and this 
method is obviously not susceptible of very great accuracy. Similarly 
the use of a graduated tape would be absurd for making this measurement 
but if the diameter were, say, 10 or 20 in. or more the graduated tape 
might be the best method, the circumference being measured and the 
diameter then calculated ; special tapes with suitable end fittings can be 
obtained for this purpose. A correction for the thickness of the tape 
might be necessary. 

In the second method a pair of callipers is adjusted to just pass over 
the plug and then is laid on an ordinary steel rule so that the setting 
can be read off; the simplest way is to set one leg against the end of the 

3°4 
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rule and to read off the graduation opposite the other leg. The errors 
involved in this kind of measurement are of two main kinds: firstly those 
due to the varying tightness of the calliper setting to the plu» and 
secondly, those made in reading the calliper setting against the rule ; the 

second errors will generally be the larger. 

In*the third method the callipers are set to the plug and are then tried 
on standard plug gauges until one is found which gives the same “ feel ,J 
Generally, however, this method is used the other way round so as to 
enable the work to be made equal in size to a given plug gauge. Here 



Fig. 311. 


the errors may be due to differences in the feel of the callipers on the 
gauge and work and, also, of course, errors in the gauge itself. With • 
practice the feel of the callipers can be made very closely the same on 
both work and gauge and the method is much superior to the previous one, 

A pair of sliding vernier callipers is shown in Fig. 311 (2nd from top).' . 
They are provided with a vernier by means of which readings to 0*001 in. 
may be obtained. Sliding callipers are not very suitable for measuring 
cylindrical work because the “ feel ” of these instruments is not very 
delicate and errors may arise through the straining of the jaws. Another 
20 
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source of error is the tilting of the sliding jaw, and a third is displacement 
of the zero ; the latter can be eliminated by observing the reading when 
the jaws are closed. Sliding callipers, when fitted with a suitable fixed 
jaw so that they will stand on a surface plate and when provided with a 
scribing point as shown on the right in Fig. 311, are extremely useful for 
marking out purposes. Vernier sliding callipers violate the “ principle 
of alignment ” which, briefly, states that the scale ought to be made to 
coincide with the dimension being measured or, if that is not practicable 
and it is not usually practicable, it should be placed in the same straight 
line as the dimension. British Standard Specification No. 887—1940 
deals with vernier callipers. 

An ordinary external micrometer is shown in Fig. 312 ; it is probably 
the most widely used measuring instrument o"f 
any. Most micrometers are graduated to read 
thousandths of an inch, the barrel or thimble being 
graduated with twenty-five divisions and the mi¬ 
crometer screw having forty threads per inch. 
The graduations on the sleeve are therefore tenths 
of an inch divided into four. By adding vernier 
lines to the sleeve the readings may be taken off to 
0-0001 in., but the accuracy of measurement is 
seldom as good as that. The errors in measure¬ 
ments made by micrometers are due (a) to a zero 
error being present—this is easily checked and 
allowed for ; ( b ) to the pressure of the micrometer 
on the work being excessive ; (c) to the spindle 
being bent or the anvil being out of square; and 
(d) to errors in the micrometer screw thread and 
graduations. Attempts have been made to elimi¬ 
nate the errors due to varying pressure, by pro¬ 
viding some form of friction or spring drive to 
the thimble, but these attempts have not been very successful. This 
source of error is, however, largely eliminated in the Zeiss indicating 
micrometer; here the anvil is not fixed to the frame but can move 
slightly and its movement is communicated, after magnification by a 
lever system, to the indicating pointer ; by making the indicator pointer 
always coincide with the same graduation the anvil pressure can be main¬ 
tained approximately constant. Alternatively the indicator pointer can 
be used to show the variations in size of a number of pieces all of which 
are nominally, the same ; for this purpose the micrometer spindle is 
locked. A micrometer can also be used merely to compare the work 
with a gauge and in this way all errors except those due to variation in 
feel ” and, of course, errors in the gauge, may be eliminated, 
i Next t0 the ordinary micrometer the most widely used measuring 
nstrument is, probably, the dial indicator or clock gauge, commonly 
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referred to as “the clock.” An example is shown in Fig. 313 i t 
consists essentially of a plunger which can slide in a guide in the body 

of the instrument and whose motion 


is transmitted through a magnifying 
mechanism to the indicating pointer. 
The degree of magnification varies 
but in the most commonly used 
instruments the dial has 100 gradua¬ 
tions and each one represents a 
plunger movement of either 0-001 
or 0-0001 in. The dial may be 
graduated from 0 round to 100 clock¬ 
wise or from 0 to 50 both ways. 
The dial is movable so that it can 
easily be set to zero and is some¬ 
times provided with a clamping 
device. The total plunger move¬ 
ment varies with the type of 
magnifying mechanism and the 



Fig, 313. 


degree of magnification and may be as little as 0-05 in. and as great 
as 0-5 m. The magnifying mechanisms used are roughly divisible 
into two kinds, rack and pinion mechanisms and lever and toothed arc 
mechanisms, and these are indi¬ 


cated diagrammatically in Fig. 314. 
The first type usually permits of 
a greater total plunger motion. 
The accuracy of dial indicators 
depends on many factors, the 
primary ones being the accuracy 
of cutting of the rack and pinion 
teeth and the elimination of the 
effects of backlash. Secondary 
causes of error are inaccuracy in 
the 'graduation of the dial, eccen¬ 
tricity of pointer and dial, and 
excessive friction. 




Fig. 314. 


The dial indicator cannot be used by itself but needs certain accessories 
and it is not, strictly, a measuring instrument at all but only a means of 
comparing a piece of work with a : gauge. When used “for gauging 
purposes the indicator is mounted on some kind of a stand having a 
suitable platform or table on which the work to be gauged can rest and 
is adjusted so that a gauge, equal in size to the work being gauged, 
produces a suitable spindle movement; the indicator dial is set to zero 
with this gauge in position. The work is then gauged by passing ii 
beneath the indicator and observing the pointer, readings. The opera- 
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tion is greatly facilitated if the indicator dial is fitted with two adjustable 
pointers to mark the upper and lower limits for the work piece. 

When measuring cylindrical work it is often most 


& 



Fig. 315. 


convenient to place the work on a V-block which is 
fixed relatively to the dial indicator as in Fig. 315. 
This increases slightly the sensitivity of the indicator. 

Thus, an d if R increases to R+SR 

sin u 

then L increases to L+8L=(R+8R) D so 

sm 8 

that gL=SR ^ Sm . g f t) ; an d if '0=45 degrees, 
sm 6 ° 

8L=2*48R approximately, whereas if the work had 

rested on a flat support, 8L would have been equal 

to 2SR. If 8 is made 30 degrees, then 8L=3*0SR. 

In the Krupp “ Mikrotast ” gauges the magnifying 

indicator is combined with a Y-support piece as in¬ 


dicated in Fig. 316. It is easily seen that SL=8R^ . S ^ ^ . 

sm u 


Dial indicators are widely used for setting work in machines. In a 
lathe, for example, work may be set true by clamping the dial indicator 
to, say, the tool post, adjusting it so that the spindle bears on the work 
and then adjusting the work until the indicator reading does not vary as 
the work is rotated. In a milling machine the 
edge of a piece of work may be set parallel to the 
work-table traverse by mounting a dial indicator 
on any convenient fixed part of the machine, 
arranging the indicator spindle to bear on the work 
edge and then adjusting the work until the indi¬ 
cator reading remains constant when the work 
table is traversed to and fro. In a boring machine 
the face of a piece of work may be set perpendi¬ 
cular to the spindle axis by clamping a dial indi¬ 
cator to an arm fixed to the spindle, adjusting it 
so as to bear on the face of the work, and then 
rotating spindle, arm, and indicator all together, 
the work being adjusted until the indicator reading is constant. 

It will be seen that the dial indicator is a most useful and versatile 
instrument. 

It may be noted that most dial indicators will repeat a given reading 
with a greater degree of accuracy than they will indicate a variation by a 
change of scale reading. This is because in the former operation errors 
due only to backlash and excessive friction enter into the result whereas 
when the scale reading varies other errors, such as those due to the cut- 
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ting of the rack teeth and the eccentricity of the scale and pointer axis, 

also come in. 

Other Magnifying Indicators. The gradual but steady 
increase in the accuracy demanded, of the machine shop 
has* produced a demand for indicators of greater sensitivity 
than the ordinary dial indicator and many different types 
have been developed during the last twenty years or so. 

A few of these will be briefly described. 

The Hirih minimeter was one of the earliest instruments 
having an accuracy higher than that of ordinary dial indi¬ 
cators. It used a purely mechanical magnifying system 
which is shown, diagrammatically, in Fig. 317. It is 
made with various sensitivities, scale graduations of 0*001, 

0*00025, 0*0001, and 0*00005 in. being available. 

Fig. 318 illustrates the f< Optical Comparator ” made by 
Messrs. Cooke, Troughton and Simms of York, England. 

It uses an optical magnifying system ; movement of the 
plunger tilts a small mirror and this deflects a beam of 
light so that the image of a cross-wire is moved over the 
scale and indicates the plunger movement. The scale 


readings in the instrument shown are 0*0001 in., the magnification 
being approximately 1,000. 
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indicator having scale graduations of 0-00005 in. and guarantee it to 
±0*00001 in. ; l the “ Ultra-Optimeter ” made by Messrs. Zeiss has 
0*00001 in. graduations and is accurate to 0*0000025 in., while the Zeiss 
“ Interference comparator ” has an accuracy of 
0*0000005 in. These last three instruments are 
for gauge room use and necessitate a temperature 
controlled room if their inherent accuracy is to 
be fully utilised the problem of temperature 
variation is considered later on in this chapter. 

Fluid Gauges. The Prestwich fluid gauge, 
shown in Fig. 319, has its upper anvil carried by 
a flexible diaphragm which forms the wall of a 
chamber filled with fluid. A capillary tube com¬ 
municates with the chamber and movement of 
the anvil is shown, greatly magnified, by the 
movement of the column of fluid in the tube. 
A bracket, seen on the left, carries three pointers, 
the upper two of which define the limits for the 
work being gauged while the bottom one should, 
normally, coincide with the top of the fluid column 
when the upper anvil is free. If, because of a 
temperature rise, the fluid expands then the 
bracket carrying the pointers is merely moved 
up slightly until the bottom pointer again coincides with the fluid column 
when the anvil is free. The gauge is set by means of block gauges equal 
to the smallest and largest permissible work. Its scale graduations 
represent 0*0001 in. approximately. 

The Solex Pneumatic Gauge. The principle of this gauge is as 
follows. Suppose that air under a constant pressure Pj is supplied to a 
closed chamber through a small hole or jet J, as indicated in Fig. 320, and 

escapes to the atmosphere, pres¬ 
sure P 3 , through a second jet K. 
Then the pressure P 2 will settle 
down to some value intermediate 
between J?i and P 3 and this value, 
P 2 , will depend on the relative 
pressure p 2 sizes of the jets J and K. This 

Fig. 320. will easily be seen when it is 

realised that the same quantity 
of air passes through each jet per minute and that this quantity depends 
on the difference in pressure at the two sides of the jets and, of course, 
on the size of the jets. Hence if the size of the jet J is fixed while the 
of the jet K varies, then the corresponding variation of the pressure P 2 
could be used to indicate the variation in the size of the jet K. 


AIR AT CONSTANT ATMOSPHERIC PRESSURE 








Fig. 321. 
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Fig. o21 indicates one application of this principle to the gauging of 
machined parts. The second jet K is now formed bv the gap K between 
the top of the plunger Q and the end of the boss B, the hole 
H being made so large in relation to J and K that the pres¬ 
sure drop across it is negligible. Clearly variation in the 
size of the work varies the size of the jet K. 

Fig. 322 shows, diagrammaticaliy, the complete equip¬ 
ment as applied to the measurement of motor engine 
cylinders. It consists essentially of the pressure regulator 
A, the intermediate chamber B; and the gauge plug G. 

The supply of air to the pipe D is regulated by a valve 
until there is 1 a continuous small escape from the bottom 
of the tube E, and in this way the pressure Pj is maintained 
constant, its value depending on the dimension H. The 
outlet “ jet ” is now formed by the clearances between the faces of the 
bosses L, L and the surface of the cylinder being gauged. The pressure 
P 2 in the intermediate chamber B is indicated by the reading h on the 
gauge tube F. The gauge plug is connected 
to the intermediate chamber, which is com¬ 
bined with the pressure regulator, bv several 
feet of flexible tubing. The magnifications 
obtainable may be as high as 20,000. 

Electrical Gauges. Electrical methods 
of magnification are used in the Pratt and 
Whitney “ Electrolimit ” gauges. In these 
the anvil movement displaces an armature, of 
magnetic material, which lies between the 
pole pieces of two inductances and this Fig. 322. 

upsets the balance of an alternating current 

bridge-circuit of wiiich the inductances are part; the resulting out 
of balance current is rectified and passed through an ammeter whose 
scale is suitably graduated so as to record the anvil movement. The 
instrument is made with various magnifications (this depending prin¬ 
cipally on the magnitude of the air gaps between the armature and the 
pole pieces of the inductances) and the scale readings may be 0-0001 or 
0*00001 or 0*000005 in. An advantage of this instrument is that the 
indicating unit may be placed at a considerable distance from the 
measuring unit; disadvantages are that it takes some 15. minutes to 
reach its working temperature, and necessitates a suitable power supply. 

Measuring Machines. These may be divided into two groups: 
(a) those in which the measurement is read directly off a graduated 
scale and which may be called scale-type machines, and (by those in which 
a fixed gauge of some kind is compared with the piece being measured ; 
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this type may be called the comparator type. An example of the first 
type is shown in Fig. 323. It consists essentially of a heavy bed A at 
one end of which is a fixed anvil B and whose upper surface is accurately 
machined to form ways upon which the saddles C and D can slide. The 
saddle C carries a cross-sliding support E which is free to slide relative 
to C and perpendicular to the main bed ways. The saddle or carnage 
D is provided with an anvil F, the standard scale, and a pressure or 
contact indicator. The standard scale cannot be seen in the illustration 
but is housed inside the carriage ; it is visible through a window G and 



SiP 

mage tN'svmzERj 


Fig. 323. 

can be read by means of the microscope H which is fixed to the bed. 
The contact indicator serves to keep the anvil pressure constant at 1 lb. 
The standard scale is graduated with 0*45 in. divisions (or in millimetres) 
and these are subdivided by the micrometer eye- 
/ / —ip piece of the microscope. An enlarged view of this 

|| is given in Fig. 324 ; the scale K is moved by a 

|k j jC II micrometer screw and knurled wheel M until the 
J V double index lines O straddle one of the standard 

^ sca i e H ne s L and the reading of the pointer on the 

Fig. 324. scale and tiie readin § of tiie micrometer dial, 

are observed. The micrometer dial readings are 
0*00005 in. and the divisions of the scale K represent 0*005 in. A cali¬ 
bration chart appertaining to the particular scale fitted to each machine 
is supplied and enables measurements to be made to 0*00001 in. For 
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measuring the pitch of a screw the ball-ended feeler K i< used j n con¬ 
junction with the indicator L. The jaws seen a: the extreme left of the 

machine enable internal measurements to be made. 

The comparator type of measuring machine is similar in general 
appearance to the scale type ; the movable anvil actuates a contact 
indicator and this motion is used to measure the difference between the 
work being measured and a gauge of known, and approximately equal, 
length which is substituted for the work after the measuring carriage has 
been adjusted and the contact indicator reading noted. The accuracy 
attainable depends principally on the accuracy of the contact indicator 
and its scale since, as will be seen later, the gauges can be obtained 
accurate to ±0-0000025-0-00001 in. according ''to their length. If the 
contact reading is made the same on both readings, by selecting a gauge 
exactly equal to the work, the accuracy attainable wifi be slightly better 
than if the contact indicator scale readings are different. 

Table 1 

ORDERS OF ACCURACY IN MEASUREMENT 


Callipers set to a foot-rule ...... ±0-01 

Callipers set to-a plug gauge.±0-0025 

Sliding vernier callipers.±0-f301 

External micrometer used direct . . . ■ . ±0 0005 

External micrometer set to slip gauge . . , ±0-0002 

Dial indicator using its scale . . . . . ±0-000!-0-0G0S 

Dial indicator using “ null ” method . . . ±0-00005-0*0002 

Solex pneumatic gauge.±0-0001 

Zeiss “ optotest ” . . .±0-00004 

Zeiss “ optimeter ” . .±0-00001 

Zeiss tf ultra-optimeter ”.±0-0000025 

Zeiss measuring machine (on 2 in.) .., . . ±0-00003 

Zeiss “ interference comparator ” . . . . ±0-0000005 

Ordinary dividing head.±2-3 mins. 

Optical dividing heads.. . ±20 secs. 

Angular measurements with “ sine bar ” . . ±5 secs. 

“ Slip gauges/’ guaranteed to.±0-000001-0*0000025 


The above table is intended to give only a general ideal of the order of accuracy 
attainable in the measurement of a block about 1 in. in size. Cylindrical objects 
cannot be measured in measuring machines to such a high degree of accuracy as 
rectangular objects and internal cylindrical measurements are still less accurate. 

The Level Comparator, This instrument, which is illustrated in 
Fig. 325, enables the lengths of tw r o pieces to be compared with a very 
high order of accuracy. It • consists essentially of a rotatable platform A, 
Fig. 326, whose upper and lower surfaces have been lapped accurately, 
parallel, and of a spirit level B provided with two hall feet a short distance 
apart. The column and bracket, in Fig. 325, serve to support the level B 
only when it is not resting on its feet. The principle involved is indicated 
in Fig. 326. The level is placed with one foot on a gauge X and the other 
on a second gauge Y and the bubble reading is observed. The level is then 
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Actually the level bubble tube i« nnt grad’iafeJ at a'! bur * ! -f 
position is read off against a separate graduated scale r-XF • 
silvered mirror which enables the scale and the refiectioM Y 
to bejseen simultaneously. The scale is graduated so that the di' 

X—Y is given by 


3 X 5 

bubble 

a halt- 
babble 
Terence 


Y_y_ d *ff erence in babble readings 1 

-.. 2 — —Xp 

mrfnnn F “» ^ l vhich de P ends on L and R > but which is commoniv 
1 00,000. Because the magnification provided is very great the range of 
the instrument is correspondingly small, the maximum difference 
can be measured being 0-0001 in. Gauges that differ by more than this 


B h s M (2) 



Fig. 326. 


amount can be compared by wringing block gauges to them so as to 
reduce the difference to less than 0 * 0001 . 

For descriptions of other comparators the reader is referred to F. H. 
Rolfs comprehensive book “ Gauges and Fine Measurements.” 

Temperature Control. In what has been said above no mention has 
been made of temperature effects, but it is obvious that as the order of 
accuracy of measurement is increased so the effects of variation of 
temperature become more and more important. The coefficient of 
expansion of steel is about 0*00001 per degree Centigrade so that a varia¬ 
tion in temperature of 1 degree will produce, in a 10-in. gauge, an 
alteration in length of 0-0001 in. However, since the work being 
measured generally has a coefficient of expansion not very different from 
that of gauge steel the temperature does not usually have to be taken 
into account until measurements are made to a higher degree of accuracy 
than 0*0001 in. It is important, however, that the work and measuring 
instrument should be at approximately the same temperature. When 
measurements are being made to less than 0*0001 in. the operation should 
be carried out in a temperature controlled room and the work should be 
brought into the room a sufficient time before making the measurement 
to ensure, its being at the room temperature. The temperature at which 




-i6 Engineering Materials, Machine Tools and Processes 

gauges, etc., are, by agreement, standardised is 62° F., or 16f° C., and 
gauge rooms are commonly maintained at that temperature by thermo¬ 
statically controlled heaters ; this temperature is called the “ temperature 
of adjustment.” By international agreement the materials used for the 
scales of measuring instruments are required to have a coefficient of 
expansion of 0*000015 per degree Centigrade. The more sensitive 
measuring instruments are generally shielded from the heat of the 
operator’s body by means of sheets of special non-conducting glass. 

Standards of Length. The measurements made in any country must 
be in terms of some standard laid down by the laws of the country. This 
standard, the Primary standard, must obviously be kept very carefully 
and cannot be used at frequent intervals, consequently copies of it are 
made ; these are called Secondary standards ; they are compared at rare 
intervals with the Primary standard and are used only for comparison 
with the Tertiary standards. The latter, of which there are quite a 
number, are kept at laboratories which are authorised to undertake the 
checking of gauges, etc., and to issue certificates of measurement. The 
Tertiary standards are used, at comparatively frequent intervals, to check 
the Working standards in everyday use in the metrological laboratory. 

A somewhat similar system, but much less elaborate, is used in engi¬ 
neering shops. The workmen’s gauges are in daily use and are checked 
against reference gauges at intervals ranging from daily to monthly. The 
reference gauges in turn are checked at longer intervals usually by means 
of standard block or slip gauges but sometimes by direct measurement on 
a measuring machine. The block gauges are usually the ultimate 
standard so far as an engineering works goes. 

Block or Slip Gauges. A set of block gauges is shown in Fig. 327. 

They are rectangular blocks of steel, 
hardened, ground, and lapped so 
that their ends are optically flat, 
parallel, and spaced apart by the 
amount engraved on the face of the 
block (on the ends in the smaller 
sizes), to a high degree of accuracy. 
Such gauges were first made by 
Johansson, in Sweden, and are some¬ 
times referred to as Johansson gauges. 
During the T914-18 war a method 
was developed at the National 
Physical Laboratory, Teddington, 
by which the time and cost of manu¬ 
facture were much reduced. Such 
gauges are now marketed by a number of firms. They can be “ wrung ” 
together by holding them one in each hand, bringing their ends into 



Fig. 327. 


i 
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contact and then twisting them, to and fro while applvins a slum: end 
pressure. Hence a composite gauge of any desired length, within the 
range of the set, can be built up and the accuracy of the combination 
will not be appreciably different from that of the individual blocks. The 
adhering of one block to another has been shown to depend on the pre¬ 
sence of a film of moisture or grease between them; chemically clean 
blocks cannot be wrung together. Blocks should always be carefully 
wiped before wringing and a chamois leather is generally used. 

The sets commonly used in workshops enable any dimension up to 
about 12 in. to be built up, the minimum step being (>0001 in. They 
are now obtainable in several different qualities ; the highest Quality 
blocks are guaranteed to be accurate to within ± 0*000002 In. per inch, 



Fig. 328. 


while the second and third qualities have errors of two and four times 
that amount respectively. 

Accessories are also obtainable which facilitate the use of the gauges ; 
these are shown in Fig. 328. Thus for measuring holes, blocks which 
are longer than the ordinary’ blocks and which are suitably rounded on 
one side as seen at the right-hand bottom comer in Fig. 328, can.be 
clamped in a special clamp with a pile of blocks between them thereby 
producing the equivalent of a sliding calliper gauge. A scribing point 
(6th from right in Fig. 328), in conjunction with a suitable fixture (bottom 
left, Fig. 328), produces the equivalent of a scribing block for marking 
out purposes. Blocks formed with conical points as shown (8th from, 
right in Fig. 328) are also useful. 

The wear produced by wringing the blocks together is very small 
indeed. In a test made at the National Physical Laboratory and. quoted 
by Rolt sets of eight 0*25-in. blocks were wrung together 200 times and 
their combined length was measured after each wringing. . It. was found 
that, the average wear "per Mock after the 200 wringings was about two- 
millionths of an inch for the set finished with an extra fine finish and 
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four-millionths for the set having a comparatively coarse finish. In the 
finely finished set the wear occurred chiefly during the first 100 wringings, 
the rate of wear thereafter being extremely low—less than the probable 
errors of measurement. The wear of the “ coarsely ” finished set was 
still measurable after the first 100 wringings, the combined length of the 
eight blocks changing 0*000005 in., approximately, during the second 
100 wringings. Chromium-plated block gauges are now on the market, 
and it is claimed that, for similar usage, they wear only about as much 
as unplated gauges. 


Limit Gauges. A limit gauge is a form of gauge which, when properly 
used , will ensure that any given dimension of a piece of work will lie 
between two specified amounts, the smaller of which 



is called the low limit and the greater the high limit. 
Fig. 329 shows three forms of limit gauge: the 
upper one is called a “ double-ended snap gauge ” 
and is suitable for checking a male piece of work, 
the middle gauge is a rather more convenient form 



of gauge, while the bottom one is a double-ended 
plug gauge for female work. The dimensions x 
are greater than the dimensions y and the ends of 
the double-ended gauges are labelled Go and Not 
Go as shown. If the work is such that the Go end 
passes over it and the Not Go end will not do so, 
then it must lie between the limits x and y and it 
would be accepted. The amount x—y is therefore 


Fig. 329. the amount the workman has “ to play with ” or, 


alternatively, it may be regarded as the greatest 
variation in the dimension of all the parts made that can be tolerated; it 


is consequently called the tolerance. 

A snap gauge cannot be made absolutely rigid and so will pass over a 
larger piece of work if a heavy pressure is applied to it than if only a 
light pressure is used. The International Standards Association defines 
the size of a snap gauge as the size of a disc over which the gauge will 
just pass under its own weight. In practice the weight of the work is 
often used by fixing the gauge in a clamp with the jaws uppermost, and 


applying the work to it. 


The Nominal Dimension. This is the size a part is desired to have 
and from which it will differ only because, for economic reasons, the 
workman must be allowed a tolerance. The tolerance permitted can, 
however, be made (a) all positive, ( b ) all negative, or (c) partly positive 
and partly negative ; when it is all positive or all negative the system is 
said to be a unilateral or one-sided system, whereas a system in which 
the tolerance is partly positive and partly negative is called a bilateral 
one. Both systems are in use in workshops, but the engineering standards 
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TnMh* 5 / 11 ™ St countries recommend that the unilateral system 
should be adopted wherever.possible. On a bilateral system a part would 

be dimensioned on a drawing as .W* while on a unilateral system i: 

would be dimensioned either r + 0 ' 00 0° or 


I: the 


-~C 

_ J -c vx - -0-0000* 

tolerance is the same m both cases then c=a+b C'ea-'- v *V- 

required to lie between the same absolute limits, sVd " T* D 
then y=D_, s=D^, and i.e. 

It is convenient in a umlateral system to make the nominal dime-sio- 
correspond with the maximum permissible size for a male nan and the 
minimum permissible size for a female part ; this is sometimes referre * 
to as specifying maximum metal.” 

The Determination of Tolerances. The question, What should the 
tolerance be.- is one that is difficult to answer and wic'" ; s = e **V : 
ultimately by experience. Clearly the greater the tolerance permitted"on 
an article the easier and cheaper it will be to make the article • conse¬ 
quently lt is desirable that the tolerance shall always be as large as Possible 
it, however the tolerances are too large then parts whidTshouId mate 
together will either not do so at all or the fits will be so slack as to unset 
the working of the mechanism of which the members are parts. In* the 
first case the parts will either have to be rectified bv additional machining 
or will have to be fitted by hand, both of which procedures will increase 
the costs tremendously. . In the second case the mechanism is, in effect, 
Morn out as soon as It is made. Hence there is an upper limit to the 
tolerances that can be permitted and the present tendency Is towards a 
overrng of this limit; one of the problems confronting production 
engineers is how to keep production costs down in spite of the steadv 
reduction in. tolerances. The permissible tolerance thus depends on the 
kmd of fit that is desired between mating parts and this matter must now 
be considered. 


• 9f aiitieS ^ owan ces. Consider a shaft that Is going to work 

inside a bearing ; it is obvious that the diameter of the shaft must be 
s ightly less than that of the bearing or it could not be inserted, but the 
amount it should be less depends on the conditions in. which the assembly 
will be used. If the clearance between the shaft and bearing were very 
small the fit of the parts might be described as close running, whereas if 
it were quite large, the fit might be called, a slack one. Similarly a plug 
that can only just be pushed into a hole might be said to be a push lit in 
the hole, whereas If the plug were definitely larger than the hole so that 
it could only be forced in by, say, an hydraulic press, the fit might be 
called a force fit. All these terms are, however, somewhat vague and 
their meanings are, to some extent, matters of opinion. It Is better, there¬ 
fore, to avoid using them and to- specify the kind of fit required by laying 
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down the maximum and minimum clearances that are permissible. Since 
in the case of force fits the “ clearance ” is.negative the term allowance 
has been introduced to denote the difference between the dimensions of two 
mating parts which is specified in order to obtain the required kind of fit 
between them. An allowance may thus be either positive or negative ; it 
is positive when the male part is smaller than the female and negative 
when the male part is larger than the female. Allowances should be 
distinguished from tolerances; an allowance concerns two mating parts, 
a tolerance concerns a single part. If, however, any one of a number 
of male parts, for which a definite tolerance is laid down, is mated with 
any one of a number of female parts, also made to a specified tolerance, 
then the clearance, or allowance, may vary between an upper and a 
lower limit as will be seen on examina ion of Fig. 330. At a the largest 



permissible shaft, diameter d m!tx , is shown mated with the smallest per¬ 
missible hole, diameter D^, thus giving the minimum allowance, 

D . —d . At b the smallest shaft is mated with the largest hole, 

ram XQcLX 

giving the maximum allowance as D ma3t — r 

If the values of the maximum and minimum allowances consistent with 
proper functioning are known then the sum of the tolerances permissible 
on the parts is settled, being given by the difference of those quantities, j 
and it may be split up between the parts as may be found most desirable. j 
Generally, however, the value of the minimum allowance consistent with 
proper functioning is known and may be laid down, but instead of laying 
down the maximum allowance and deducing the tolerance the tolerances 
are laid down, thereby determining the maximum allowance. The 
tolerances permitted vary according to the class of work and will be 
considered later. 

Hole or Shaft Basis. Now suppose that a series of mating shafts 
and holes are to be made all nominally the same in size but with different 
qualities of fit, ranging from, say, slack, having an allowance of several 
thousandths of an inch, to a tight push fit having an allowance of only a J 
few ten-thousandths. The different fits could be obtained in three ways. 
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m *■* r€ Hiirci c u. 

Both hole and shaft bates are r.v,-;n u.-.-. - r. r - , - 

no!e basts is sometimes resanded as nrefe-’-V ■ - ' -M-MM -MM M- T 
tue_ British -innards Institute. The lute rruTT hriTTMT : 
"4-5.A.;,, However, has cvrret-ed -y. ----. 
tisen concurrently and that is r.jt desire.' !■_ * - - c e -.- M" MMM 

preference. One of the main c -- u - e -- ; .MM-MM ,-V. . *“ ; *M* 

-iia- -iOies are tormej. to a ,arce enter.:, h • £::ei-t:a= -- \ ; 
and reamers, whereas shafts arc machined - a latlMM:MM* M MMM.'.' 
on. whic.i it is as easy t o work f - r.e imten.-i - • -d - ... 

holes are gauged -rith fated, at trrosei to mbrigM- "-’1 •'-MMM'V 'Mi 
to a greater extent that, shafts. ' bn the hTTMMMTMMM’: 

jH 1 nL*,C* iMvO Sr : Mf jTMif* t” O ^ IM M'Ui: fCi r% .rt c*-« r'* * ..dV “ —. M *>? .*. 

- ^ r r w " a * jX ? :r*x ? lor txarr.r.^, e ^ 

rannmg nt m :ts oea.mgs hut pulleys mast be a tight f:*;r. it ar.i it > 
impracticable to vary the shaft size from point to paint. The naestion 
is a controversial one and for a fall consideration of the pro* a : : bM 
the reader is referred to Proc. I. Meek. E., 1920 ani 1921. 

Standard Tolerances and .Allowances. The tolerances that can he 
permitted thus depend on the allowances whicti ar„ Jetc-w-c ’ • u; - 
rnately, by experience. In the eariy years of this century severaTnrms 
°. gauge makers developed systems of tolerances and allowances and 
manufacturing works also evolved their own systems, and considerable 
confusion resulted. The British Standards Institute has attempt f-j 
reduce this contusion by promulgating a standardised system but ha, 
not been completely successful. The B.S.I. system of Limits and Fits 
is laid down m B.S.I. publication No. 164—1924, aR j j c f. r . es ± c toIer _ 
ances lor four series of holes and fourteen series of shafts. The rVr 
senes of holes correspond with four grades of workmanship and are 
denoted by the letters B, U, V, and W. Considering a hole of 1 in 
nommal diameter the tolerances are as follows : 

Class of workmanship . . . B U V \V 

Tolerance in 0-001-in. units . 4-0-6 4-1 -7 4 - 7-4 _M.o 


'VHthin each series the tolerances increase with the nominal diamete 

according to a law of the form T=a+ivl>+eD where T=tolerance 

21 
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D=nominal size, and a, b, and c are numerical constants. As it is not 
practicable to have a continuous variation of the tolerance with variation 
of the nominal size the tolerance is made to go up in a series of steps as 
indicated in Fig. 331. The positions of the steps are determined by size 
multipliers m , which must be integers, and which may be found, for any 
nominal diameter D in. by means of the following formula: 
?n(?n-~l)>2QD^>(m—l)(m—2). For example, if D==1 in. then 
must be greater than 20 and (m— l)(m—2) must be less than or equal to 
20 ; hence ot=6 for 6x 5=3O>20 and 5 X 4=20. The actual tolerances 



0 2 4 6 8 IO 12 14 16 

NOMINAL SIZE IN INCHES 
Fig. 331. 


are determined by the products of the size multiplier m and range factor r 
whose values depend on the class of workmanship as follows : 

Class of workmanship . . . . B U V W 

Range factors (uni-lateral holes) . +0*1 +0*2 +0-4* +0-8 

0 0 0 *0 

The products mxr give the deviations from the*nominal size and the 
algebraic difference of the products gives the tolerance. Thus for the 
1 in. diameter shaft, and B class workmanship, the deviations are 

6x0*1=0*6 and 6x0=0, the units being 0*001 in. and the limits are 

1*0000 and 1*0006. 

The B.S.L system also laid down tolerances for four series of bilateral 
holes in order to accommodate existing users of bilateral systems. In 
addition three series of oversize holes were standardised and tolerances 
were also laid down for non-mating parts. For a full consideration the 
report quoted should be consulted. 

The fourteen series of B.S.L standard shafts are designated by letters 
and the tolerances on them, for a nominal diameter of 1 in. are shown in 
Fig. 332. These tolerances can be calculated in the same manner as for 
holes and the appropriate range factors are shown in the figure. 
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cm 
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B S TOLERANCE ZONES 

NOMINAL DIA I INCH 


-B 


12+ 


range factors 

*0.4 0-3 0-2 0.15 CM 0-05 0 - 005 0*1 0-15 03 0-5 0 8 ,, 

+ 0"3 0'2 O., 005 0-005 0-0 015 0-2 0-3 0-5 08 l2 2-0 

Fig. 332. 

Different qualities of fit are obtained by selecting <mitnhU u , 
mate with the holes. The variation of fit- ^ i ^ e s ^ a ^ ts to 

shafts with a B class hole is shown in Fig. 333* 7 matlng the standard 



■W 
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In the International Standards Association (I.S.A.) system sixteen 
grades of workmanship are catered for and the variation in the tolerance 
on a 25-mm. nominal size, is shown in Fig. 334. The I.S.A. system also 



Fig. 334. 


lays down a number of tolerance zones for both shafts and holes and the 
positions of these zones relative to the reference line are indicated by 
small (lower case) letters for shafts and capital letters for holes. Some 
indication of these zones is given in Fig. 335, again for a nominal size 
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ol 25 mm. ; out tor a lull consideration wx. 

reterred to the reports of the Association. . '* 3; 

Wear Allowances in Limit Ganges. Since f~ e Gr, -- 

over evei3 . piece of that is sa * ca h v , ; - /XXXX 3 

xemale gauge will get bigger while aV.ale cause vvhX\'„,X X 
eitner case it would begin to nass vorh wi -'T X W 
llmit > and since Ae whole oh ; ect of usin ■ a ’W.' ZZ./'- Z S 
that the work lies between the specif ed limbs v * FX XXXX :r - 
ance must be made for the wear that will occur/ Be'caX XVXX 
gauge will actually pass over only fauitv work that will C “C XX 
which, it is hoped, will be a very small proportion of T- 7.7. 7“ 
necessary to make any allowance for wear on the Y'Tg o ZZ-Z. X 
the limits between which the work must lie be v and - - J wX 
to be allowed for wear of the Go gauge be the/ X iXXyf; 
nominal dimensions for the ends of the woT 4 -- 

Hence, when the gauge is new, the tolerance is" bv-w---h" XX-X 
by the amount allowed for wear. Thus it is desirable tTr/XX 
gauge wear to a minimum and the wearing faces are frewe-T- XjwX 
plated, or may sometimes be faced with tungsten carbide' XthaXrXe* 

Gauge Tolerances. In the same way as the cost of a niece cf work 

™ d Y hy permit ! mg SOme varjati °ns from the nominal size so the 

tolerance 3 XT' X he , Kduced b - v Permitting the gauge-maker some 
tolerance Obviously the gauge-maker’s tolerance must'be much less 

of X nd 18 C °X° n y f 1 ^ 6 17 ° f ’ the 8 ross tolerance. Let the amount 

of the gauge-maker s tolerance be g and sup¬ 
pose it is required that every new Go gauge M 

shall have its full wear allowance a', then it Z _1 _ tzzr — r 

follows that the Go gauge may lie anywhere > * : f ! 

between the limits x—zc and x—zc—o as * y+9 y , 

shown m Fig. 336.. Similarly, the Not Go r . y j j . y t 

gauge may lie anywhere between the limits w xX 

y and y+g. Thus the net tolerance remain- v p IG 33 ^ 
ing to the workman, supposing the Go gauge 

;Xf ma f r,T! 0Wer Umk and the - Vo? gauge to its upper limit, is 
v g) (y+g) x r ri'—2g and the effect of permitting the eauge- 
mak er a tolerance g has been to reduce the workman’s tolerance by M 
-Now the saving m the cost of making the gauge consequent on permitting 
a tolerance on it is only realised once, whereas the extra cost on the work 
consequent on the reduction of the workman’s tolerance will be felt on 
every piece of work, hence it may be false economy to reduce the gau^e 
cost by permitting, a gauge tolerance. ’ s 

Inspector’s Gauges. Work that has been made by a workman using 
his limit gauge is subsequently checked by a shop' inspector using a 


Fig. 336. 
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similar gauge, and because of variations in the actual sizes of the gauges 
due to the gauge-maker working to the high limit in one case and the 
low limit in the other it is possible for work that has been passed by the 
workman’s gauge to be rejected by the inspector’s gauge.. For example, 
considering' the Go ends, suppose the inspector’s gauge is made to the 
low limit, x—w—g, in Fig. 336, while the workman’s gauge is made to 
the upper limit, x—zo, then a piece of work lying between those limits 
would be passed by the workman’s gauge but would be rejected by the 
inspector’s gauge as being too big. Generally when this happens all 
that is done is to interchange the gauges but this may not always be 
practicable. A similar difficulty may arise when a piece of work is made 
by one firm.for another if the manufacturing firm’s gauges are made to 
the same nominal size as those of the purchaser’s and to avoid such occur¬ 
rences the British Standards Institution has ruled that the gauges used 
for inspection by a purchaser must pass all w 7 ork that lies within the 
prescribed limits. Considering first the Not Go gauges, this means that 
the upper limit for the purchasing firm’s gauge is y.and, if a gauge toler¬ 
ance is permitted, the lower limit might become y—g. Also the lower 
l imi t for the Go gauge must be x and hence, assuming a gauge tolerance 
is permitted, the upper limit may become x+g. Hence, even when the 
purchaser’s gauges are quite new, they may pass work that lies anywhere 
between the limits „r-j-£ and y—g. This is a point that must be borne 
in mind by the purchaser. 

Check Gauges. These are gauges that are sometimes used in gauge 
rooms to enable shop gauges to be checked rapidly at frequent intervals. 
There will be a double-ended check gauge for each end of each shop 
gauge. Referring to Fig. 336, the check gauge for the Not Go end of the 
gauge there shown would be a double-ended male gauge the nominal 
dimensions of the ends being respectively y and y+g, the first being the 
Go end and the second the Not Go end. With the great improvement in 
measuring instruments that has been made during the last twenty years 
the practice of checking gauges by direct measurement has increased and 
the use of check gauges has declined. 

Other Forms of Gauge. Space is not available to describe all the 
great variety of gauges used in workshops; only a few of the more 
important types can be dealt with. Adjustable gauges, which can be set 
to any desired limits within their capacity, are now widely used, but the 
evolution of a satisfactory adjustable gauge was by no means a simple 
matter and many early attempts were failures. One of the earliest 
successful adjustable gauges was the- Wickman, an example of which is 
shown in Fig. 337. After adjustment the setting mechanism is concealed 
bv applying a lead seal so that the setting cannot be altered by unautho¬ 
rised persons. The use of an adjustable gauge eliminates any need for a 
gauge tolerance and reduces the amount that must be allowed for wear 
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Fig. 337. 



Fig. 338. 


to a negligible amount, thereby making the whole of the gross tolerance 
available to the workman. 

A gauge for checking a taper hole is shown in Fig. 338 ; lines A and B 
define the limits for the hole. Such a gauge does not 
provide any real check on the angle of the taper unless 
it is coated with some marking substance such as red 
lead “ raddl$ or prassian blue and then twisted in the 
hole, the resulting marking being ofo- 
; served. A male taper may be checked 

by a stepped ring gauge as indicated in 
Fig. 339, the limits being determined by the depth a of 
the step. 

Fig. 339. A simple gauge for checking the 

. ' centre distance of two holes is shown 
in Fig. 340. The centre distance C is made equal to 
the nominal, centre distance. of the work and the pins Fig. 340. 
are made smaller than the low limits for the holes. 

Let di and D x be the diameters of the pins and d 2 and B 2 the diameters 
of the largest holes. Then the maximum, variation in the centre distance 
of the work, i.e. the tolerance, will be 


„ I ■— 


C- 


d j *4“ D | d 2 T“ D 2 


= {d 2 +D 2 ) — (dj +D |) 
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but if the holes happen to be both to the low limit, the tolerance on the 
centre distance would be reduced to (d 3 +D 3 )— (dj+D 2 ) where d 3 and 
D 3 are the diameters of the smallest holes; in 
this case the tolerance is reduced by the sum 
of the tolerances on the holes. Alternatively 
the centre distance of the gauge pins can be 
made C+T/2, where T is the tolerance on the 
centre distance, and the pins be made equal to 
d 2 — T/2 and D 2 — T/2 respectively. This Go 
gauge will definitely reject all work in which 
the centre distance is outside the prescribed 
limits but it may also reject a certain amount 
of correct work. To check the centre distance 
independently of the variations in the diameters 
of the holes a more complicated gauge having 
tapered pins, one of which is free to slide, must be used. 

Fig. 341 shows a gauge for checking the depth of a recess ; the limits 
are determined by the depth of the step L. 

The Measurement of Angles. There are several methods of 
measuring angles and the method used in any particular case will depend 
on circumstances. One method is by means of angle gauges or angle 
templates as shown in Fig. 342. These are pieces of gauge steel which 
have been accurately formed to the angle engraved on 
them ; they are used by fitting them in turn on to the 
piece to be gauged until one is found that fits perfectly, 
the fitting being judged by holding work and gauge in 
front of a light and observing if any light is visible 
between gauge and work. Since a gap of 0*0001 in. is 
easily seen, this method is limited as regards' accuracy 
chiefly by the accuracy of the gauges themselves and the 
extent of the range of angles represented. Instead of a 
large number of fixed gauges a single adjustable gauge, 
as shown in Fig. 311 (bottom left), may be used. In this, 
which is commonly called a bevel protractor , the angle between the blade 
and stock is read off a graduated scale against an index. In a refined 
form of this gauge the scale is engraved on glass and is observed through 
a magnifying eyepiece. While the adjustable gauges are much more 
convenient to use than the fixed gauges they are not so accurate, being 
subject to errors (a) in the graduated scales, (b) in the reading of the 
scale, and (c) due to eccentricity of scale and pivot. The scales and 
verniers of these instruments generally permit of settings being made to 
within about 5 minutes of arc. A second method of measuring an angle 
is indicated in Fig. 343. The method may conveniently be called 
“ measurement by . first principles.*’ Two measurements L x and L 2 are 


28' 

jRi 


C ; ; = =; 


Fig. 342. 
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made as indicated and, knowing the height /; of the blocks B3 : 
radii r of the rollers R.R the angle 28 is easily calculated, being g 

the equation tan 9 =^—^, A similar w_—.-. 

method may be used for large taper -—^—; 

rings; for small rings the method in- __ J _ J ~.A* 

dicated in Fig. 344 is convenient. Clearly 4 , e e 


Dill V - TTTT - f . i licst u : _ ; 

O x 0 2 A ;1 : 3 

methods are obviously more useful in a ■■ 

laboratory than in a gauge room. y * ■■ ; 

A third method is by means of a cllno- '"' ~ 

meter. This consists essentially of a sensi- ^ 

live bubble tube carried by an arm which P: 

is pivoted to the frame of the instrument. 

The arm can be set at any required angle to the base c 
by means of a worm which engages a toothed arc attac" 
The worm spindle is carried in the frame. The 
angle may be read off from a scale attached to the -j— 
arm in conjunction with a graduated micrometer 
thimble carried by the worm spindle. Clino¬ 
meters are made in various sensitivities, this being 
- determined chiefly by the sensitivity of the bubble , 
tube. The precision clinometer made by the 
Societe Genevoise is graduated to 10 seconds of 
arc. Clinometers are much used to enable the 
surface of a piece of work to be set at a required angle to. c 
out table or a machine work table as 
follows. ^ The clinometer is placed 
on the table and is adjusted until 
the bubble is central; the scale 
reading is then observed. The clino¬ 
meter is then adjusted until it gives 
the same reading plus the required 
angle' and, finally, it is placed on the 
surface of the work, which is being 
set, and the w T ork is‘adjusted on the 
table until the bubble is again central. 

Clinometers in which the inclina¬ 
tion of the bubble tube is read 
directly off a glass scale by means of a 
microscope eyepiece are now available, p IG# 

an example being shown in Fig. 343. 

A fourth method of setting out, or measuring, angles 
sine-bar . Sine-bars are made in various forms and one 
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form is shown in Fig. 346. The surfaces YY are finished accurately in 
line with each other and accurately parallel to the surface XX. The 
dimension L is also accurately determined. The bar is supported on a 



surface plate or table, on a roller at one end and on an equal roller standing 
on a block gauge, height h, at the other end. Then clearly the angle 

between the surface XX and that of the table is given by sin a=—. The 

L 

sine-bar may be regarded as a specialised form of measurement from 
first principles ; a somewhat less specialised form is indicated in Fig. 347, 



where it enables a piece of work to be set so that its surface XX can be 
ground accurately at some angle a with the previously ground face YY. 
Discs radii R and r are used in conjunction with an end gauge of length 


L; 


the angle oc is clearly given by 


. a R—r 

sm = = --=-. 

2 R+r+L 


The set-up is 


facilitated by securing the discs and work to an angle-plate as indicated. 

A fifth method of measuring angles is by means of a dividing head as 
has been described in Chapter 15. 


The Checking of Form Gauges and Tools. Form gauges usually 
consist of pieces of gauge plate which have been finished so as to be the 
exact mate of the w r ork they are to check. They can sometimes be 
checked by measurement by first principles, but the most convenient 
method is undoubtedly by means of a contour projector . This is an 
instrument which throws an enlarged shadow of a piece of work, placed 
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in it, on to a screen ; by comparing the enlarged shadow with an enlarged 
drawing or template of the work the latter is quickly checked. These 
instruments are made by numerous makers and give maznifications un 
to 50 times. The optical system must obviously not 
appreciable distortion if the method is to be of anv use a 
difficulties have now been mostly overcomes the liability to distortion and 
lack of definition still limit the size of the work it is practicable to project 
and the degree of magnification. In these instruments the work is usually 
supported on a carriage which may be traversed in two directions, a: 
right angles, by means of micrometer screws ; by traversing the work 
until parts of the enlarged shadow 7 coincide with an index line on the 
screen, measurements may be made by means of the micrometers ; alterna¬ 
tively the enlarged shadow- may be measured directly. 

The Measurement and Gauging of Screw Threads* The contour 
projector was originally developed for the examination of screw threads 
and is still used principally for that purpose ; the ganging of screws is, 
however, a complex matter and it is necessary to consider first the elements 
or dimensions which determine the size of a screw ; an ordinary Whit¬ 
worth form thread will be dealt with as 
being the commonest type. Fig. 348 shows -j- 
such a thread and indicates its elements ; 
these are: 


y 




1. Major, nominal, or outside diameter D. 

2. Minor or core diameter d. 

3. Effective diameter e. 

4. Pitch p. 

5. Angle a. 

6. Crest radius r e . 

7. Root radius ?>. 


u 




& CC T 


Fig. 34S. 


The elements are mostly obvious but the effective diameter and the 
pitch need definition. The effective diameter is defined as the diameter 
of the imaginary cylinder which intersects the surface of the thread in 
such a manner that the intercept (xy, Fig. 348) on a generator of the 
cylinder, between the points “where it meets the opposite flanks of the 
thread groove, is equal to half the nominal pitch of the thread. The 
pitch is the distance, measured parallel to the axis of the screw, between 
corresponding points on adjacent thread forms In the same axial plane. 

The effective diameter is important because it determines the strength 
of the screw 7 . 

It is quite easy to verify that a male screw is not too big in any element 
by employing a full-farm. Go gauge. This gauge takes the form of a nut, 
that is, it is a complete ring threaded with a full thread internally and its 
axial length must be equal to that of the screw being gauged or, at least, 
equal to that of any female screw that will be mated with the screw being 
gauged* Similarly, it is easy to verify that a female screw is not too small 
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in any element by using a full-form Go gauge which will take the form 
of a plug threaded with a full thread. 

It is not so easy to verify that a male screw is not too small in an? 
element. A full-form Not Go gauge will not ensure this. For obviously 
if, say, the major diameter was correct and the minor diameter was too 
small the full-form Not Go gauge would still not go and would not cause 
the screw 7 to be rejected. Again, if all the elements except the pitch were 
correct and the pitch w T as too small, the full-form Not Go gauge would 
not go and the work would not be rejected as it ought to be. 

It is necessary, in fact, to employ a number of Not Go gauges each one 
of which checks only one element of the screw. 

This is not a peculiarity of screws but is a general principle applicable 
to the gauging of all kinds of work and this principle had better be dealt 
with now. 

Not Go Gauges should not be Full-Form Gauges. This can 
easily be demonstrated by considering the gauging of a simple circular 
disc. A full-form Go gauge, consisting of a plate with a circular hole cut 
in it, will clearly reject any disc that is too large in any diameter, but a 
full-form Not Go gauge, consisting of a similar plate with, a slightly 
smaller circular hole in it, would not reject an elliptical piece of work, no 
matter how much too small the,minor diameter was, pro¬ 
vided the major diameter was- not too small, as is indi¬ 
cated in Fig. 349. If, however, the Not Go gauge was 
a snap gauge (as shown in Fig. 329) and was tried on 
the work in several positions, the elliptical disc would 
be rejected if its minor axis was too small. The snap 
gauge gauges only one dimension (a single diameter) at 
a time and all Not Go gauges should, theoretically, do 
likewise. 

A similar consideration will show that a Go gauge should be a full-form 
gauge and that a snap Go gauge, theoretically, will not ensure that all 
work that is too big will be rejected. In practice the use of snap-type 
Go gauges does not lead to any difficulties, at least for work finished on 
lathes or cylindrical grinding machines, because those machines do not 
tend to produce work which is appreciably out of round. The principle 
that Go gauges should be full-form gauges while Not Go gauges should 
check only one dimension is sometimes known as Taylor’s principle. 

The Gauging of Screws in Practice. In practice male screw threads 
are commonly gauged by means of a full-form Go gauge and three single¬ 
element Not Go gauges ; the full-form Go gauge is often discarded in 
favour of a snap gauge with a full thread form ; this is satisfactory 
because, as mentioned above, out of roundness is not usually appreciable. 
The Not Go gauges check the major, minor, and effective diameters, the 



Fig. 349. 
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latter in combination with the pitch, since i: can be shown th 
small variations under consideration, an error in elective diarne: 
be compensated by a corresponding error in pitch and vice versa. 

gauges take the form of snap gauges with special __ _ 

anvils as indicated in Figs. 337 and 350. TTT v/,/’ 

The crest and root radii and the thread angle are 1 
maintained correct bv indirect methods, chiefly bv ' ' f 

■' 7 - . / r f ^ 

examining the tools used to cut the threads, i.e. chasers, * ^ ’ w — 

etc., in a contour projector. 

Female screws are sometimes gauged by a full- 
form Go gauge and three Not Go gauges which are 
the male counterpart of the gauges shown in Fig. 350, but the majority 
of female screw's are not gauged at all; instead the taps that produce 
them are carefully verified. 

In 'gauge rooms male screws are frequently measured by the ihree-tdre 
method indicated in Fig. 351. Three small cylindrical rods or wires are 
placed in the thread V’s as shown so as to enable the 
effective diameter to be measured by means of an 
ordinary micrometer. Tables are available giving the 
effective diameters in terms of the micrometer read¬ 
ings, wire diameter and thread pitch. Micrometers 
with anvils similar to those indicated in Fig. 350 
are also obtainable. Thread angles may be measured 
by means of a microscope fitted with an eyepiece 
having a rotatable fiducial line and graduated scale, 
the line being made to coincide first with one flank 
and then with the opposite flank. If the screw* is supported on a carriage 
which can be traversed underneath the microscope parallel to the axis of 
the screw, by means of a micrometer, the pitch may be measured by 
aligning^the’ fiducial line first with one flank and then with the next con¬ 
secutive flank. 






■' WIRES 

MICROMETER "ANVILS 


f WIRE / 

Fig. 351. 


The Gauging of Toothed Gears. The gauging and measurement of 
toothed gears is a complex matter and can only be dealt with very briefly 
in this book,/ The errors that may be present in a straight-toothed spur 
gear can be grouped, roughly, into three groups, namely: (1) Spacing 
errors ; (2) Errors of concentricity ; (3) Errors in tooth outline ; but it 
is not generally very easy to measure the errors of one group independently 
of those of the other groups. Spacing errors, for example, in the absence 
of the other kinds of error, would' be shown up by measuring the chordal 
pitches all round the gear ; this can be done by means of gauges of the 
type shown in Fig. 355. Similarly, concentricity errors, in the absence of 
the other, types, can be detected by mounting the gear between centres, 
placing a cylindrical plug in each tooth space in turn, and taking a dial 
indicator reading on the plug as the gear is revolved; the set-up is 
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indicated in Fig. 352 ; the plug can be held in place conveniently by 
means of a rubber band. 

Errors of tooth outline, for involute teeth, can be detected in several 
ways but they mostly are based on the following pro¬ 
perty of involutes of circles. If the base circle A of an 
involute BB (Fig. 353) is rolled without slip along a 
straight line CC then the point D in which the involute 
intersects CC will be a fixed point. Consequently a 
lever E pivoted on a fixed point and arranged with its 
tracing point coincident with D will not be moved and 
the reading of an indicator F will remain constant. 
Any variation of the indicator reading shows up some 
inaccuracy in the involute profile. The machines that use this principle 
range from the simplest possible set-up to quite complicated arrangements 
which produce a permanent record of the errors in the 
form of a graph. 

Errors of concentricity and spacing both produce 
errors in the normal pitch of gear teeth and so gauges 
for checking the normal pitch are widely used. The 
Maag instrument for this purpose is shown in 
Fig. 354. 

When teeth are being cut the depth to which the 
cutters must be sunk is determined either by means 
of simple plate gauges or by measuring the chordal 
thickness of the teeth. This is conveniently done by 
means of special vernier callipers, an example of which is shown in Fig. 355. 
The auxiliary slide, perpendicular to the main slide, enables the main 
slide measurement to be taken at any desired depth ; tables are given in 



Fig. 353. 



Fig. 354. 


many engineering handbooks from which the perpendicular distance from 
the centre of the chord subtended by the tooth to the outside circum¬ 
ference of the gear, i.e. the required setting for the auxiliary slide, can be 











Measuring Methods and Gaui 

looked up. A correction will hare to be a—•' .v .w ..... 

of the gear differs from the standard dirr.endV. 

Aher cutti ng a gear it is frequentlv check-- : 
specially accurate master gear in a fixture which rw-r'hVt 
the centre distance between the shafts carrying ^he"*-'---; 
presses the gears together and a dial indicator shorts on 




Fig, 355. 

the centre distance as the gears are rotated. In the more elaborate 
fixtures the variation is recorded on a chart. One such fixture, made bv 
Messrs. Parkinson & Son, Ltd, of Shipley, is shown in Fig. 356 
Projection machines, such as are used for checking screw threads are 
sometimes used to check gear teeth, while at the National Physical 
Laboratory gear teeth are checked on a special machine which reproduces 



Fig. 356. 


the outline of each tooth as a fine line drawn on smoked glass ; this trace 
is then enlarged by projection on to a screen. For a description of th is 
machine the reader is referred to Engineerings July 27, 1923. 

Special machines are made for checking the accuracy of hobs and 
Fig. 357 shows the principle of one made by the Michigan Company. 
The hob being tested is carried on an arbor between centres .and the 
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arbor Is connected to an accurately cut pinion meshing with a rack, as 
shown, so that when, the hob rotates the rack moves in synchronism. 
The rack slide carries an adjustable “ sine bar ” which imparts motion to 
the indicator slide. The sine bar being set at the appropriate angle for 
the lead of the hob teeth It follows that when the hob is turned through 



Fig. 357. 


an angle cquC to one tooth space the indicator reading should be the ■ same 
as - the start and any difference in its reading show's up an error in the 
hob teeth. . The sine bar is the equivalent of an accurate lead screws but 
it ,should be obvious that the spur pinion and rack connecting the motion 

.! tbe sine bar and llob mandrel must be made to a high degree of accuracy 
if accurate results are to be obtained. '<■ 

Gauging Machines. In gauging, as in actual production, efforts are 
continually being made to reduce costs and in pursuance of this object 
machines have^ been developed to gauge pieces of work automatically. 
Probably the first of such machines were those used nearly forty years 
ago for gauging cartridge cases ; these were purely mechanical and per¬ 
formed some dozen gauging operations on each case.' Within the last 
} ear or so the Ford Company has developed a machine for the automatic 
gauging of motor engine crankshafts ; for a description of this machine 
the reader Is referred to Machinery, July 25, 1940. Obviously the initial 
costs ot such a machine can be justified only when very large quantities 
of work are being produced. 
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-of alloy cast irons 52 

-— aluminium bronzes 59 

-brasses 58 

-copper nickel alloys 60 

- Inconel 42' 

— - Monel metal 60 

-nickel brasses 62 

— -steels 36 

Counterbore 211 
Creep testing 16 








Crown wheel 268 
Crucible furnace 92 

— steel 21 
Cupola 90 
Cupping-123 
Cupro-nickel 60 
Curling 123 

Cutting angle 170, 174, 188, 226, 2. 

— out 105 

— speed 183, 191, 229, 242, 257 

— tools, action of 161 

— ^—, angles of 171 

-, life of 183-191 

■-, materials for 39, 188 

Cyaniding 44 

Cyclical variation of hardness 40 
Cylindrical grinding machine 278 


Drill, dot 2C 

— 1 amrwr 1 7 

-— stamp lo7 

-pressings 17 I 

Bruma - i h: uh-p ro i a:r;or. 
Drum typ - mbknu machmu 
Dr/sand rncu Ids ~ i, 32 
Ductile materials 7 
Ductility 1, 7 

— tests 12 

Duplex spot welding 135 
Duralumin 66 


D-bit 202 

•Dead length collet chuck 169 
Defects in castings 85 

-forgings 118 

■-welds 140, 141, 146 

Delta metal 57 
Depth of cut 175, 183 

-in grinding 280, 283 

Derived differential cooling curve 28 

Dewey process 133 

Dial gauge 306 

Diamond cutting tools 191 

Die-casting 93 

Die-casting alloys 68, 99 

Diehead 195 

Dies, die casting 98 

— double drawing 125 
—, drop forging 106, 110 

■—,-, alignment of 112 

—,-, draft of 111 

—, —*—/growth of 113 
— ? - } life of 113, 114 

— -, materials for 113 

—, pre-heating of 112 

—, press tool 120 
—, side closing 123 
Dimensional changes in tool steel 39 
-zinc base alloys 68 

— stability of plastics 157 
Distortion in welding 145 
Dividing head 231 

-, optical, 235 

Double acting press 129 

— helical gears 265 

— sided press 129 
Draft of dies 111 
Drag 72 

Draw, in dies 111 

-moulds 155 

Drawing 123, 125 

— down 103 
Drill, centre 166 
—, core 204 


Elastic hysteresis 6 


Eleciraulk broaching much:; 
Electrical gauges 511 
Electric furnace steel 23 

Electro dee 159, 1-1, 14 i 
Ekkvsz k 67 

Elongation, percentage 6 
EEJ.B. dbecasting machine 
End mulling of pern tert h 2' 
Equilibrium diagram 2 5 
Erickson test 7, 12 


Ernst , Ham 161 


Errors in measurement 305- 


Eutectic 30 


Facing head 214 
' Face wheel grinding 289 
False core 7S 

: Fatigue and corrosion 15 
| — strength 13 

— testing 13 

! Feed, definition of 185 
Feeds lathe 165 
j —, milling 225, 229, 242 

— with diamond tools 191 
Ferrite 24 

Ferritic stainless steel 38 
Ferro manganese 22 
| Ferrous materials 19 
j Fettling 70, S5 

— wheels 276 

! Fillet weld 143 
] Fins 85, 104, 111 
| Firth hardometer 10, 11 
’ Fits, quality of 319 
! Flame hardening 46 
j Flash 111 
5 — mould 154 
1 — welding 135 
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Flask, moulding 71 
Flat drill 202 
Flatter 104 
Fluctuating load 13 
Fluid gauge 310 
Fluxes 69, 105, 148, 150 
Forging presses 106 
^— process 100 

— machine 115 

Form relieved cutters 227, 238 
-gear cutters 256 

— tools 173 

Free cutting steels 42 
Front roughing tool 170 
Fuller 104 
Full form gauge 331 
Furnaces 92, 102 
—, atmospheres of 103 
Fusion welding 136 


Gaggers 72 
Gang milling 228 
Gas welding 136 
Gate 72 
Gauge, 304 

— length 4 
—, limit 318 

— tolerance 325 
Gauging machines 336 

— of screw threads 331 
“7 — toothed gears 333 
Gear cutting 254 

—shaving 266 

tooth grinding 296 
Generating principle 161 

— of gear teeth 257 
German silver 62 

Gleason bevel gear generator 269 
Go gauge 318 
Goose-necked tool 245 
Grade of abrasive wheel 276 
Gram size 34, 275 

— flow 100 

— growth of manganese bronze 58 

steel 35, 44 
Gravity die casting 93 
Greensand mould 70 
Green strength of cores 81 
Greenwood & Bailey forging machine 

Grinding machines 278-285, 288, 292- 

Grinding process 275 
— wheel bonds 275 

:-grades 276 

-speeds 277 

-structures 276 

77 — truing of 277 
Gnt sizes 275 

Guesi theory of grinding 280 
Gun metal 57, 99 


| Haigh test 14 
j Hair cracks 119 
| Hammers, belt 107 
! —, board 107 
j —, drop 107 
! —, piston 107 
| Hardening 32 
j Hardness 1 
; — tests 9 


[ 


! ’ B ln ell,of aluminium bronzes 58 

! , —, — bearing alloys 63 

— 5 —, — carbon steels 32 
_j ™ cartridge brass 56 
, , cemented carbides 41 

, , — cementite 24 

> —, — copper 55 

, nickel alloys 60, 61 
, —, — ferrite 24 
, , — Inconel 42 

, , — Lauial 65 

—, , magnesium alloys 67 

’ » — Monel metal 61 

, , Nickel chromium steels 37 

» ,-steels 36 


> —? — stainless steels 39 
, —, — tool steels 40, 184 
77* » — Y allov 66 

Header 72 
Headstock 164 


Heald boring machine 215 
— internal grinder 285 
Heat treatment 31 

of alloy cast iron 51 
case-hardened parts 44 
die block 114 
Bautal 65 

M one l gQ 


R.R. alloys 66 
silicon steel 39 
stainless steel 39 
tool steel 40 
_ Y alloy 66 
Helical gear teeth 263 
Helix angle 263 
7 ~, milling of 236 

j Hematite pig iron 19 

J Herbert automatic 198 
! ~~ capstan lathe 192 

— pillar drill 206 

— turret lathe 193 

— E.G. 163 

—; pendulum test 11 
High conductivity copper 55 
speed steels 40 
. tensile brasses 57 
Hirth minimeter 309 
Hob 261, 262 

measurement of 335 
Hobbing of helical teeth 264 
— process 261 
Holbrook lathe 164 
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Holding work, between centres 16 

--in chuck 167 

-— -fixtures 218 

-—■ —■ — milling 230 
-on faceplate 168 

— -mandrel 167 

Hole basis 320 

Holes, machining of 202 
—, accuracy of 217 
Hone 298 

Honing process 298 
-accuracy of 299 

— machines 299 

Hordern , Mason 3? Edwards press 
128 

Hot blast iron 19 
■— shortness 34 

-of aluminium zinc alloys 64 

— -- Inconel 43 

-manganese bronze 58 

Hounsfield testing machine 4 

Impact test 8 

— strength of carbon steel 33 

-cemented carbide 41 

-— nickel chromium steel 37 

-steel 35 

-stainless steels 38 

Inconel 42, 148 
Independent jaw chuck 168 
Indexing 231 
—, compound 234 
—, differential 234 
Injection moulding 156 
Inspection, magnetic 17 

— of welds 146 

Inter-crystalline corrosion 38, 68, 14 
Interference 237 

— comparator 310 

Internal centreless grinding 292 

— grinding machine 285 

— stresses 146 

Inverse rate cooling curve 28 

Involute teeth 258 

Iron in aluminium alloys 64 

I.S.A. fits 324 

Hod test, 8, 33 


Jig 218 

— boring machine 221 

— fixture 219 

— reamer 210' 

Johansson gauges 316 
Joint preparation, welding 142 
Jones (S' Shipman tool grinder 293 

Keatn's boring machine 212 
“ Killing 55 of steel 22 
Kitchen & Wade honing machine 299 


Knot k-out 122 

Krapp fbL ;• : - * 

Landing groove 17y 2-+ * 
Land of drill 2 4 
Lap 104 

Lapping J01 

Larue 164 
—, automatic 197 

—, capstan 162 
—, special 179 

— tools 179 

-- setting of 174, 175 

turret 192 

vertical 181 
■— won: 174 
Luutal 65 

Lead bronzes 59, 65 

— screw 165, 176 
Leftward welding 137 
Level comparator 313 
Lite of die-castinj iitu 

Limit aaare fit 

Lituiau/de ’* 

Lead extension curve 4 
Loam moulds S2 
Local hardening 46 
Locked dies 113 
Loose pieces 77 
Low melting-point alloys 69 
Lumsden tool grinder 292 
L.33 alloy 65, 99 


Maag gear-cutting machine 259 

— -tooth gatiue 334 

Machine, die casting 95 

— forging 115 

— lapping 305 

— moulding 86-90 

— tools, classification of 159 
Machining of holes 202 
MacXab moulding machine 89 
Macrostructure 101, 2 94 
Magnesium alloys 67 

— in aluminium alloys 64 
Magnet steels 42 
Magnetic chucks 289 
Malleability 1 
Malleable castings S3 

■— cast iron S3 
Mandrel 167 
Manganese bronze 57 

— in pig iron 20' 

— steels 34 
Marking out 223 
Martensite 26 
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Martensitic stainless steel 38 
Mass effect, 33 

drop hammer 107, 109 
Matrix slip gauges 316 
Measurement 304 

— of angles 328 

■— — screw threads 331 
Measuring machine 311 
Meekanite 51 
Mercer dial gauge 307 
Micrometer 306 
Mikrotast gauge 309 
Milling cutters 226, 227 

— machine 226, 229, 235, 239-24? 

— , 'drum type 241 

horizontal 226 
‘— Lincoln 229 
3 manufacturing 229 
—, piano 241 
, universal 235 

— — , vertical 239 
— . process 225 
Minimeter, Birth 309 
Modification of aluminium alloys 65 
Molybdenum in cast iron 52 
- steels 37 

— tool steels 40 

. Monel metal 60, 148 
Monoiron hardness test 11 
Moulding boxes 7! 

— flasks 71 

— machines 86 

— sands 80 
Moulds, drysand 70 

> greensand 70 
—> loam 70 
—> permanent 70 
Multiple dies 98, 110 
77 spot welding 136 
Multi purpose machine 159 
spindle automatic 200 
~ — drilling machine 208 
Muntz metal 56 

Naval brass 57 

N-C-C. pig 52 

Necking of test specimens 6 
Nickel brass 62 

— bronze 59 

chrome molybdenum steel 37 
steel 36 

' > forging resistance of 109 
vanadium steel 38 

— copper aliovs 60 

— in cast iron 51 

— silver 62 
—.steels 33, 35 
Nicohon &? Smith 161 
Bi-redst 52 
Nitralloy steels 45 
Nitriding 45 


i Nitriding steels 148 
I Nitrogen absorption 139 
! Nominal dimension 318 
I Non-ferrous materials 5 
Non-ferrous aliovs 55 
N on-magnetic steel 36 
Normalising 31 
Bot Go gauge 318 

Octoid teeth 268 
Oddside 74 

Open-fronted press 129 

— hearth steel 22 
Optical comparator 309 

— clinometer 329 
dividing head 235 

Oxidising flame 137 
Oxy-acetylene welding 137 


Parkimm r gear-cutting machine 258, 265 

— testing fixture 335 
milling machine 227 
Farting sand 73 
Patterns 70, 75, 77, 79 
—, colouring of 79 
—, plate 86 
Pearlite 24 

Percentage elongation 6 
~~ reduction of area 6 
Permeability of moulds 80 
Phosphor bronze 57 
Phosphorus in pig iron 20 
Piercing 120 
Pig iron 19 

77 > classification of 20 

Pillar drilling machine 204 
Pinion cutter process 260 
Pistons of I.C. engines 66 •* 

Planing machine 244 

P ano-type mining mac hme 241 

Plastic bronze 59 
moulding 152 
Plastics 152, 156 
—, properties of 156 
Plate pattern 86 
Plumbers’ solder 69 
Plunge cut grinding 279 
Pneumatic gauge, Solex 310 
Poppet 165 
I Positive mould 155 
—- flash mould 155 
I P°wer in lathe work 190 

— in milling 242 

Pratt & Whitney gauge 311 
Pratt gauge 288 
Precimax sizing device *286. 

Presses, forging 106 

— moulding 153 
—, stamping 127 
Principle of alignment 306 
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Press tool work 120 
Pressure die casting 95 

-, advantages of 97 

-, tolerances 97 

— plate 124 

Prestwick fluid gauge 310 
Profile milling 240 
Progressive dies 122 
Projection welding 136 
Projector, contour 330- 
Proof stress 7 
Pulsating load 13 
Punching 105 

Qualities of fit 319 
Quart ml 63 

Rack cutter process 257 
Radial drill 207 
Rakes, tool 170 
Randupson process 83 
Rapping of moulds 73 
Reamers 209 

— adjustable 210 

— drill 210 
Reducing flame 137 

Red shortness in steels 34 
Reduction of area 6 
Relieved cutters 238 
Resistance welding 134 
Reversed polarity 140 
Rifle drilling 203 
Rightward welding 137 
Rockwell hardness 9 

— test 10, 11 
Roller steady 195 

Roll-over moulding machine 89 
Rolls Royce bearing alloys 63 
Rosenfiam 161 

— and Sturney 162 
Rose’s metal 69 
Rotary furnace 92 
Rubber in press tools 129 

-—■ bonded grinding wheel 275 
Runner 72 
R.R. alloys 66 


S.A.E. specification system 41 
Sand blasting. See shot blasting. 

— core 81 

— moulding 80 

— slinger 86 
Scale hardness 11 
Scaling 16 
Scarf weld 106 
Screw cutting If 6 
•— gauge 176 

— thread gauge 327, 333 
-■ grinding 295 

— threads, die-cast 98 


Season craekirr 5‘ 
neh-centring a? h * 

Setting up - : cap Pm uhe 1 

-„utnc took- t?4. 

Shaft basis 22v 
Shaping machine 2-4 
Shear steel 21 
Shellac bond 275 
Shell forcing 117 

— reamer 21U 
Shore sclerescope 9, 1 1 
Shorter process 4b 
Shot bias tine 55 
Silicate bond 2"5 
Silicon in cast inert 5’) 

-pig iron 2'j 

; —■ iron 39 
! — steel 39 
Silver solder 69 
Sine bar 229 

Single purpose machine 15} 

S.LP. jig-borer 222 

— measuring machine 312 
Skew gears 272 

l Slide rest 165 
j Slip gauges 316 
: Slotting machine 247 
Solder 68 
:: Soldering 151 
. Solex pneumatic gauge 310 
; Solid sprue die 98 
| Solidus 28 
j Sorbite 26 

| Special machine tools 159 
j Specimens, test 3 
i Speed, cutting. See cutting speed, 
j Spelter 69 
| Spiegeleisen 22 
| Spinning of metals 131) 
j Spiral angle 236 
; — bevel generating machine 271 
i Split sprue dies 98 
i Sponginess in castings 85 
j Spot facing 211 
j — welding 135 
| Springs, inspection of 17 
| Spring steel, silicon 39 
j Sprue 72 

| Spur gear cutting 254 
j Squeeze-strip moulding machine 87 
Stainless steels 38 
Standards of length 316 
Steadies 194 
Steady rests 179 
Steel castings 84 
: Steels 21, 33-41, 47-49 
| —, centrifugal casting of 83 
] — for diecasting dies 95 
I — ■— drop forging dies 113 



Index 


344 

Step back motion 258 
“ Sticky pin ” 213 

Strain 4 

Straining rate 3, 15 

Strength at high temperatures 15 

— of alloy C.I. 53 
- Alp ax 65 

aluminium bronze 57, 58, 59 

-copper alloys 64 

-zino alloys 65 

-. — silicon alloys 65 

-carbon steels 32 

— *— cartridge brass 56 
-copper 55 

— --— nickel alloys 61 

-cupro-nickel 60 

- Elektron 67 

-gun metal 57 

-- Inconel 42 

'— •— Lautal 65 

magnesium alloys 67 
-manganese bronze 57, 58 

— — Monel me tal 61 
- Muntz metal 57 

nickel aluminium brass 58. 

— -bronzes 59 

-chromium steels 33, 37 ’ 

-C J. 51 

-steels 15, 33, 36 

~-pressure die castings 97 

-R.R. alloys 66 

-stainless steels 38, 39 

-steels 47-49 

-Y alloy 66 

Stress 4 

— relieving 32 
-of brasses 56 

— strain curve 4 
Stretching process 132 

Stripper 420 ~ - 

Stripping plate 87 

Structure of grinding wheels 276 

-high speed steels 40 

-malleable C.I. 84 

-metals 23, 25, 26 

- Toeco hardened steel 46 

-welds 144 

Sub-press 130 

Sunderland gear generators 258, 265 
Superfinishing 300 
Surface finish 300 

' » e ^ ect on fatigue strength 15 - 

-of castings 80 

pressure die castings 97 

— grinding 288 

— hardening 43 
Swages 104 


Tailstock 164 
Tangential tool 172 
Taper attachment 178 


Tapers, gauging of 327 
Tapping 207 
Taylor’s law 184 
— principle 332 

Temperature in measurements 31 
Temper brittleness 37 
Tempering 32 

Tempers of aluminium alloys 65 

-cartridge brass 56 

Template 161, 224 
Tensile test 2 

- at high temperatures 15 
Testing machine, tensile 2 
Thermoplastics 152 
. Thermosetting plastics 152 
Thread milling 243 
Time hardness 11 
Tinsmiths 5 solder 68 
Tocco process 46 
Tolerance 319 
Tool angles 170, 189 

— grinding 292 

— steels 39, 188 
Tools, lathe 170 
—» life of 183, 185 
—, planer 245 
Tool-up of auto-lathe 199 

-turret lathe 196 

Toughness 1 

Tough pitch copper 55 
Transverse bar tests 7 
Traverse grinding 279 
I Trepanning 210 
! Trimming 120 
Trimming press 112 
Triple acting press 129 

— helical gear 266 
Troosite 26 

^Tungsten-carbides 41 

— tool steels 40 ’ . 

Tup 107 , * 

Turn-over board" 72 

Turret lathe 192 
T weld 106 
Twist drill 204, 294 


Ultimate strength 6 
Unilateral system 319 
Universal milling machine 235 
- Upsetting400, 103, 116 


Vernier callipers 305 

-, gear tooth 334 

Vertical automatic 201 % 

— lathe 181 

— milling machine 239 
Vickers hardness test 9, 11 
Vitrified bond 275 
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Wear allowance in gauges 525 
—• of block gauges 317 

— resistance 1 
Weaving motion 141 
Webster 3 s Bennei vertical w*T 
Welding 105, 134-150 

—, arc 139 

—. atomic hydrogen 144 
— , oxy-acetylene 136 

— positions *141 

ty properties of materials 147 
VI elds, testing of S 

— types of 106 

W hiteheart process 84 
White metal 62 
Wickman automatic 200 

— adjustable gauge 326 
Wiring 123 

Wohler test 14 
Wood's metal 69 
Work fixtures 216 s 219 

— hardening 34 


1 il 



X-ray inspection of v 

Y alloy 66 
Yield point 5 


Zeiss dividing noad 25 

— interference ccmpor 
u.tr a optimcter 5 Ml 

Zinc base die,casting si 
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